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PREFACE  TO  THE  THIRD  AMERICAN  EDITION. 


The  rapid  sale  of  the  second  American  edition  of  Dr.  George 
Langbein's  work,  "  Handbuch  der  Galvanischcn  Metall-Nicder- 
schlaege^  and  the  constant  demand  for  it,  are  the  best  proofs 
of  the  value  and  usefulness  of  the  book. 

In  the  third  edition,  which  is  now  presented  to  the  public,  no 
changes  have  been  made  in  the  arrangement  of  the  text,  and 
it  has  been  endeavored  to  include  all  practical  methods  of  plat- 
ing metals  which  have  become  known  since  the  publication  of 
the  first  and  second  editions,  as  well  as  the  most  recent  ma- 
chinery and  apparatus,  so  as  to  make  the  work  still  more  ac- 
ceptable and  useful  to  the  reader. 

The  editor  is  under  obligations  lor  information  and  electro- 
types to  the  Hanson  &  Van  Winkle  Co.»  of  Newark,  N.  J.,  the 
well-known  firm  dealing  in  electro-platers'  supplies;  to  the 
Electro- Chemical  Storage  Battery  Co.,  of  New  York  City,  and 
to  Mr.  Bossard,  inventor  of  the  Bossard  Mechano-Electro- 
plating.  Tanks. 

The  publishers  have  spared  no  expense  in  the  proper  illus- 
tration and  the  mechanical  production  of  the  work,  and,  like  the 
previous  editions,  it  has  been  provided  with  a  copious  table  of 
contents  and  a  very  full  index,  so  as  to  render  reference  to  any 
subject  prompt  and  easy. 

W.  T.  B. 

FBOAIUlfhia,  Febmaiy  i,  1898. 
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PREFACE  TO  THE  FIRST  AMERICAN  EDITION. 


The  art  of  the  electro-deposition  of  metals  has  during  recent 

years  attained  such  a  high  dej:jrcc  of  development,  that  it  was 
felt  that  a  comprehensive  and  complete  treatise  was  needed  to 
represent  the  present  advanced  stale  of  this  impt)rtant  industry. 
In  furtherance  of  this  object,  a  translation  of  Dr.  (leorc^e  Lang- 
bein's  work,  Vollstaendigcs  Handbuch  dcr  Giilvaiiischeit  Mi/all- 
NiederschlaegCy  is  presented  to  the  English-reading  public  with 
the  full  confidence  that  it  will  not  only  fill  i  u-^eful  place  in 
technical  literature,  but  will  also  prove  a  ready  book  of  reference 
and  a  practical  guide  for  the  workshop.  In  fact,  it  is  especially 
intended  for  the  practical  workman,  wherein  he  can  find  advice 
and  information  regarding  the  treatment  of  the  objects  while  in 
the  bath,  as  well  as  before  and  after  electro-plating.  The  au- 
thor. Dr.  George  Langbein,  is  himself  a  master  of  the  art,  being 
the  proprietor  of  an  extensive  electro-plating  establishment 
combined  with  a  manufactory  of  chemical  products,  machinery 
and  apparatus  used  in  the  industry. 

The  results  yielded  by  the  modem  dynamo-electric  machines, 
to  which  the  great  advance  in  the  electro -plating  art  is  largely 
due,  are  in  every  respect  satisfactory,  and  the  more  so  since  the 
need  of  accurate,  and  at  the  same  time  iiandy,  measuring  in- 
struments has  also  been  supplied.  With  the  assistance  of  such 
measuring  instruments,  the  establishment  of  fixed  rules  regard- 
ing the  current-conditions  for  a  galvanic  bath  has  become  pos- 
sible, so  that  good  results  are  guaranteed  from  the  start.  While 
formerly  the  electro-plater  had  to  determine  the  jjropcr  current- 
strength  for  the  depositions  in  an  empirical  manner,  by  time- 
consuming  experiments,  to-day,  by  duly  observing  the  deter- 

(V) 


Digitized  by  Google 


vi 


PREFACE  TO  THE  FIRST  AMERICAN  EDITION. 


mined  conditions  and  provided  with  well-working  measuring 
instruments,  he  can  at  once  produce  beautiful  and  suitable  de- 
posits of  the  various  metals. 

The  data  referring  to  these  current-conditions,  according  to 
measurements  by  Dr.  Langbein,  are  given  as  completely  as  pos- 
sible, while  for  the  various  baths,  only  formuls  yielding  entirely 
reliable  results  have  been  selected.  To  most  of  the  baths  a 
brief  review  of  their  mode  of  action  and  of  their  advantages  for 
certain  uses  is  added,  thus  enabling  the  operator  to  select  the 
bath  most  suitable  for  his  special  purpose.  To  the  few  formulae 
which  have  not  been  tested,  a  note  to  that  effect  is  in  each  case 
appended,  and  the)'  are  only  given  with  due  reserve. 

To  render  the  work  as  usehd  as  possible,  the  most  suitable 
fornuihe  for  plating  by  contact  and  immersion,  as  well  as  the 
best  methods  for  coloring  the  metals,  and  the  characteristic 
properties  of  the  chemical:;  used  in  the  industry,  arc  given. 
However,  the  preparation  of  the  chemicals  has  been  omitted, 
since  they  can  be  procured  at  much  less  expense  from  chemi- 
cal works  than  it  would  be  possible  for  the  electro-plater  to 
make  them  in  small  quantities,  even  if  he  possessed  the  neces- 
sary apparatus  and  the  required  knowledge  of  chemistry  and 
skill  in  experimenting. 

If  is  hoped  that  the  additions  made  here  and  there  by  the 
translator,  as  well  as  the  chapter  on  "  Apparatus  and  Instru- 
ments," and  that  of  "  Useful  Tables/'  added  by  him,  may  con- 
tribute to  the  usefulness  of  the  treatise. 

Finally,  it  remains  only  to  be  stated  that  the  publishers  have 
spared  no  expense  in  the  proper  illustration  and  the  mechani- 
cal production  of  the  book ;  and,  as  is  their  universal  practice, 
have  caused  it  to  be  provided  with  a  copious  table  of  contents, 
and  a  very  full  index,  which  will  add  additional  value  by 
rendering  any  subject  in  it  easy  and  prompt  of  reference. 

VV.  T.  B. 

FEUIADLLfHiA,  July  I,  1891. 
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CHAPTER  1. 

HISTORICAL  REVIEW  OF  ELECTRO-METALLURGY. 

In  reviewing  the  history  of  the  development  of  electrolysis, 
f*.  e.^  the  reduction  of  a  metal  or  a  metallic  alloy  from  the  solu- 
tion of  its  salts  by  the  electric  current,  the  simple  reduction 
which  takes  place  by  the  immersion  of  one  metal  in  the  solution 
of  another,  may  be  omitted.  This  mode  of  reduction  was  well 
known  to  the  alchemist  Zozimus,  who  described  the  reduction  of 
copper  from  its  solutions  by  means  of  iron,  while  Paracelsus 
speaks  of  coating  copper  and  iron  with  silver  by  simple  immer- 
sion in  a  solution  of  silver. 

Before  the  discovery,  in  1789,  of  contact-electricity  by  Luigi 
Galvani,  there  was  nothing  like  a  scientific  reduction  of  metal 
by  electricity;  and  only  in  1799  did  Alexander  Volta,  of 
Pavia,  succeed  in  finding  the  true  causes  of  Galvani's  discovery. 
Galvani  observed  while  dissecting  a  frog  on  a  table,  whereon 
stood  an  electric  machine,  that  the  limbs  suddenly  became  con- 
vulsed by  one  of  his  pupils'  touching  the  crural  nerve  with  the 
dissecting-knife  at  the  instant  of  taking  a  spark  from  the  con- 
ductor of  the  machine.  The  experiment  was  several  times 
repeated,  and  it  was  found  to  answer  in  all  cases  when  a  metallic 
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conductor  was  connected  with  the  nerve,  but  not  otherwise.  He 
observed  that  muscular  contractions  were  produced  by  forming 
a  connection  between  two  difierent  metals*  one  of  which  was 
applied  to  the  nerve,  and  the  other  to  the  muscles  of  the  leg. 
Similar  phenomena  having  been  found  to  arise  when  the  leg  of 
the  frog  was  connected  with  the  electric  machine,  it  could 
scarcely  be  doubted  that  in  both  cases  the  muscular  contrac- 
tions were  produced  by  the  same  agent  From  a  course  of 
experiments,  Galvani  drew  the  erroneous  inference  that  these 
muscular  contractions  were  caused  by  a  fluid  having  its  seat  in 
the  nerves,  which  through  the  metallic  connections  flowed  over 
upon  the  muscles.  Everywhere,  in  Germany,  England  and 
France,  eminent  scientists  hastened  to  repeat  Galvani's  experi- 
ments, in  the  hope  of  cli.scoverin<j  in  the  organism  a  fluid  which 
they  considered  the  vital  principle  ;  but  it  was  reserved  to  Volta 
to  throw  light  upon  the  prevailing  darkness.  In  his  repeated 
experiments  this  cn.inent  philosopher  observed  that  one  cir- 
cumstance had  been  entirely  overlooked,  namely,  that  in  order 
to  produce  strong  muscular  contractions  in  the  frog-leg  experi- 
ment it  was  absolutely  necessary  for  the  metallic  connection  to 
consist  of  two  different  metals  coming  in  contact  with  each 
other.  From  this  he  drew  the  inference  that  the  agent  pro- 
ducing the  muscular  contractions  was  not  a  nerve-fluid,  but  was 
developed  by  the  contact  of  dissimilar  metals,  and  identical 
with  the  electricity  of  the  electric  machine. 

This  discovery  led  to  the  construction  of  what  is  known  as 
the  pile  of  Volta^  or  the  voltaic  pile.  The  same  philosopher 
found  that  the  development  of  electricity  could  be  increased  by 
building  up  in  regular  order  a  pile  of  pairs  of  plates  of  dissimi- 
lar metals,  each  pair  being  separated  on  either  side  from  the 
adjacent  pairs  by  pieces  of  moistened  card-board  or  felt.  On 
account  of  various  defects  of  the  voltaic  pile,  Cruikshank  soon 
afterwards  devised  his  well-known  trouf^h  battery,  which  con- 
sisteii  of  square  plates  of  copper  and  zinc  soldered  together, 
and  so  arrangeii  and  fastened  in  parallel  order  in  a  wooden  box, 
that  between  each  pair  of  plates  a  sort  of  trough  was  formed, 
which  was  hllcd  with  acidulated  water. 
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Nicholson  and  Carlisle,  on  May  2,  1800,  first  decomposed 
water  into  hydrogen  and  oxy^^cn  by  electrolysis;  and,  in  1801, 
Wollaston  found  that  if  a  piece  of  silver  in  connection  with  a 
more  positive  metal,  for  instance,  zinc,  be  put  into  a  solution  of 
copper,  the  silver  will  be  coated  over  with  copper,  which  coat- 
ing will  stand  the  operation  of  burnishing. 

Cruikshank,  in  1803,  investigated  the  behavior  of  solutions 
of  nitrate  of  silver,  sulphate  of  copper,  acetate  of  lead,  and  sev- 
eral other  metallic  salts,  towards  the  galvanic  current,  and  found 
that  the  metals  were  so  completely  reduced  from  their  solutions 
by  the  current  as  to  suggest  to  him  the  analysis  of  minerals  by 
means  of  the  electric  current. 

To  Brugnatelli  we  owe  the  first  practical  results  in  electro- 
gilding.  In  1805,  he  gilded  two  silver  medals  by  connecting 
them  by  means  of  copper  wire  with  the  negative  pole  of  the 
pile,  and  allowing  them  to  dip  in  a  solution  of  fulminating  gold 
in  potassium  cyanide,  while  a  piece  of  metal  was  suspended  in 
the  solution  from  the  positive  pole.  lie  also  observed  that  the 
positive  plate,  if  it  consisted  of  an  oxidizable  metal,  was  dis- 
solved. 

One  of  the  greatest  discoveries  connected  with  the  subject, 
however,  is  that  of  Sir  Humphry  Davy,  made  October  6,  1 807, 
when,  by  the  decomposition  of  the  alkalies  by  means  of  the 
electric  current,  he  discovered  the  metals  potassium  and  sodium. 

Prof.  Oersted,  of  Copenhagen,  in  1820,  found  that  the  mag- 
netic needle  is  deflected  from  its  direction  by  the  electric  cur- 
rent. It  was  known  long  before  this  that  powerful  electric  dis- 
charges afTect  the  magnetic  needle;  it  had,  for  instance,  been 
observed  that  the  needle  of  a  ship's  compass  struck  by  light- 
ning had  lost  its  property  of  indicating  the  North  Pole,  and 
several  physicists,  among  them  Franklin,  had  succeeded  in  pro- 
ducing the  same  phenomena  by  heavy  discharges  of  the  elec- 
trical machine,  but  they  were  satisfied  with  the  supposition  that 
the  electric  current  acted  mechanically,  like  the  blow  of  a 
hammer.  Oersted  first  perceived  that  electricity  must  be  in  a 
state  of  motion  in  order  to  act  upon  magnetism.    This  led  to 
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the  construction  of  the  galvanoscope  or  galvanometer,  an  in* 
strument  which  indicates  whether  the  elements  or  other  source 
of  current  furnish  a  current  or  not,  and  by  which  the  intensi^ 
of  the  source  of  current  may  also  to  a  certain  degree  be  recog- 
nized. 

Ohm,  in  1827,  discovered  the  law  named  after  him,  tliat  the 
strcHi^tli  of  a  continuous  current  is  directly  proportional  to  the 
dijfcrcnce  of  potential  or  electro-motive  force  in  the  circuit,  and 
inversely  proportioned  to  the  resistance  of  the  circuit.  This  law 
will  be  more  fully  discussed  in  the  theoretical  part. 

Ohm's  discovery  was  succeeded,  in  183 1,  by  the  important 
discovery  of  electric  induction  by  Faraday.  By  induction  is  un- 
derstood the  production  of  an  electric  current  in  a  closed  circuit 
which  is  in  the  immediate  neighborhood  of  a  current-carrying 
wire.  Faraday  further  found  that  the  current  induced  in  the 
neighboring  wire  is  not  constant,  because  after  a  few  oscilla- 
tions the  magnetic  needle  returned  to  the  position  occupied  by 
it  before  a  current  was  passed  through  the  current-carrying 
wire ;  whilst  when  the  current  was  broken  the  needle  deflected 
in  the  opposite  direction. 

In  the  year  following  the  discovery  of  Faraday,  Pixii,  of 
Paris,  constructed  tlie  first  electro-magnetic  induction  machine. 

Faraday's  electrolytic  law  of  the  proportionality  of  the  cur- 
rent-strength and  its  chemical  action,  and  that  the  quantities  of 
the  various  substances  which  are  reduced  from  their  combina- 
tions by  the  same  current  are  proportional  to  their  chemical 
equivalents,  was  laid  down  and  proved  in  1833,  and  upon  this 
Faraday  based  the  measurement  of  the  current-strength  by 
chemical  deposition,  as,  for  instance,  that  of  water,  in  the 
voltmeter. 

Of  the  practical  electro-chemical  discoveries  there  remain  to 
be  mentioned  the  production  of  iridescent  colors,  in  1826,  by 
Nobili,  and  the  production  of  the  amalgams  of  potassium  and 
sodium,  in  1853,  by  Bird. 

The  actual  galvanoplastic  process,  however,  dates  from  the 
year  1838,    In  the  spring  of  1838,  Prof.  Jacoby  announced  to 
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the  Academy  of  Sciences  of  St.  Petersburg,  a  description  of  his 
discovery  of  the  utiHty  of  galvanic  electricity  as  a  means  of  re- 
producing objects  of  metal.  ilLiicc  Jacoby  must  be  considered 
the  father  of  galvanoplasty  in  as  far  as  he  was  the  first  to  utiHze 
and  give  practical  form  to  the  discoveries  made  up  to  that  time. 
Though  Jacoby's  process  was  published  in  the  English  periodi- 
cal, "The  Athenzum,"  of  May  4,  1839,  Mr.  T.  Spencer,  who 
read  a  paper  on  the  same  subject,  September  15, 1 839,  before  the 
Liverpool  Polytechnic  Society,  claimed  priority  of  invention,  as 
was  also  done  by  Mr.  C.  J.  Jordan,  who,  on  May  22, 1839,  sent 
a  letter  to  the  '*  London  Mechanical  Magazine,"  which  was  pub- 
lished on  June  8,  1839. 

From  this  time  forward  the  galvanoplastic  art  made  rapid 
progress,  and  by  the  skill  and  enterprise  of  such  men  as  the 
Elkingtons,  of  Birmingham,  and  De  Ruolz,  of  Paris,  it  was 
speedily  added  to  the  industrial  arts. 

Though  copies  of  a  metallic  object  by  means  of  galvanoplasty 
could  now  be  made,  the  enii)loymcnt  of  the  process  was  re- 
stricted to  metallic  objects  of  a  form  suitable  for  the  purpose, 
until,  in  1840,  Murray  succeeded  in  making  non-metallic  sur- 
faces conductive  by  the  application  of  graphite  (black  lead, 
plumbago),  which  rendered  the  production  of  galvanoplastic 
copies  of  wood-cuts,  plaster-of-Paris  casts,  etc.,  possible. 

Dr.  Montgomery,  in  1843,  sent  to  England  samples  of  gutta- 
percha, which  was  soon  found  to  be  a  suitable  material  for  the 
production  of  negatives  of  the  original  models  to  be  reproduced 
by  galvanoplasty. 

Though  it  was  now  understood  how  to  produce  heavy  de- 
posits of  copper,  those  of  gold  and  silver  could  only  be  obtained 
in  very  thin  layers,  Scheele*s  observations  on  the  solubility  of 
the  cyynide  combinations  of  gold  and  silver  in  potassium 
cyanide,  led  Wright,  a  co-worker  of  the  Elkingtons,  to  employ, 
in  1840,  such  solutions  for  the  deposition  of  gold  and  silver, 
and  it  was  found  that  deposits  produced  from  these  solutions 
could  be  developed  to  any  desired  thickness.  The  use  of  solu- 
tions of  metallic  cyanides  in  potassium  cyanide  prevails  at  the 
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present  time,  and  the  results  obtained  thereby  have  not  been 

surpassed  by  any  other  practice. 

From  the  same  year  also  dates  the  patent  for  the  deposition 
of  nickel  from  solution  of  nitrate  of  nickel,  which,  however,  did 
not  attract  any  special  attention.  This  may  have  been  chiefly 
due  to  the  fact  that  the  deposition  of  nickel  from  its  nitrate 
solution  is  the  most  imperfect  and  the  least  suitable  for  the 
practice. 

To  Mr.  Alfred  Smee  we  owe  many  discoveries  in  the  deposi- 
tion of  antimony,  platinum,  gold,  silver,  iron,  lead,  copper,  and 
zinc.  In  publishing  his  experiments,  in  1841,  he  originated 
the  very  appropriate  term  "  electro-metallurgy  "  for  the  process 
o!  working  in  metals  by  means  of  electrolysis. 

Prof.  Boettger,  in  1842,  pointed  out  that  dense  and  lustrous 
depositions  of  nickel  could  be  obtained  from  its  double  salt, 
sulphate  of  nickel  with  sulphate  of  ammonium,  as  well  as  from 
ammoniacal  solution  of  sulphate  of  nickel ;  and  that  such  de- 
posits, on  account  of  their  slight  oxidability,  great  hardness, 
and  elegant  appearance,  were  capable  of  many  applications. 
However,  Boettger's  statements  fell  into  oblivion,  and  only  in 
later  years,  when  the  execution  of  nickeling  was  practically 
taken  up  in  the  United  States,  his  labors  in  this  department 
were  remembered  in  Germany.  To  Boettger  we  are  also  in- 
debted for  directions  for  coating  metals  with  iron,  cobalt, 
pJatinum,  and  various  patinas. 

In  the  same  year,  De  Ruolz  first  succeeded  in  depositing 
metallic  alloys — for  instance,  brass — from  the  solutions  of  the 
mixed  metallic  salts.  In  1843  the  first  use  of  thermo-electricity 
appears  to  have  been  made  by  Moses  Poole,  who  took  out  a 
patent  for  the  use  of  a  thermo-electric  pile  instead  of  a  voltaic 
battery  for  depositing  purposes. 

From  this  time  forward  innumerable  improvements  in  exist- 
ing processes  were  made ;  and  also  the  first  endeavors  to  apply 
Faraday's  discoveries  to  practical  purposes. 

The  invention  of  depositing  metals  by  means  of  a  permanent 
current  of  electricity  obtained  from  steel  magnets  was  perfected 
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and  first  successfully  worked  by  Messrs.  Prime  &  Son,  at  their 
large  silverware  works,  Birmingham,  England,  and  the  original 
machine,  constructed  by  VVoolrych  in  1844 — the  first  magnetic 
machine  that  ever  deposited  silver  on  a  practical  scale — is  still 
preserved  at  their  works  in  its  original  position  as  a  valuable  and 
interesting  relic.  The  VVoolrych  machine  stands  5  feet  high,  5 
feet  long,  and  2^  feet  wide.  An  illustration  of  this  original 
electro-plating  machine,  kindly  furnished  us  by  the  Hanson  & 
Van  Winkle  Co.,  of  Newark,  N.  J.,  is  given  in  Fig.  i. 


Fig.  I. 


As  early  as  1854,  Christofle  &  Co.  endeavored  to  replace  their 
batteries  by  magneto-electrical  machines,  and  used  the  Holmes 
type,  better  known  as  the  Alliance  Machine,  which,  however,  did 
not  prove  satisfactory ;  and  besides,  the  prices  of  these  machines 
were  in  comparison  with  their  efficacy  exorbitant.    The  ma- 
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chine  constructed  by  Wilde  proved  objectionable  on  account  of 
its  heating  while  working,  and  the  consequent  h^quent  inter- 
ruptions in  the  operations. 

In  1 860  Dr.  Antonie  Pacinotti,  of  Pisa,  suggested  the  use  of 

« 

an  iron  ring  wound  round  with  insulated  wire,  in  place  of  the 
cylinder.  This  ring,  named  after  its  inventor,  has,  with  more  or 
less  modifications,  become  typical  of  many  machines  of  modem 

construction.  In  the  construction  of  all  older  machines,  steel 
magnets  had  been  used,  and  their  magnetism  not  being  con- 
stant, the  effect  of  tlie  machine  was  consequently  also  not 
constant.  Furthermore,  they  generated  alternately  negative 
and  positix  c  currents,  which,  by  means  of  commutators,  had  to 
be  converted  into  currents  of  the  same  direction  ;  and  this,  in 
consequence  of  the  vigorous  formation  of  sparks,  caused  the 
rapid  wearing  out  of  the  commutators. 

These  defects  led  to  the  employment  of  continuous  mag- 
netism in  the  iron  cores  of  the  electro-magnets,  the  first 
machine  based  upon  this  principle  being  introduced  in  x866, 
by  Siemens,  which,  in  1867,  was  succeeded  by  Wheatstone's. 

However,  the  first  useful  machine  was  introduced  in  1871, 
by  Zenobe  Gramme,  who  in  its  construction  made  use  of  Paci- 
notti's  ring.  This  machine  was,  in  1872,  succeeded  by  Hefner- 
Alteneck's,  of  Berlin.  In  both  machines  the  poles  of  the  elec- 
tro-magnet exert  an  inducing  action  only  upon  the  outer  wire 
wrappings  of  the  rcv^olving  ring,  the  other  portions  being 
scarcely  utilized,  which  increases  the  resistance  and  causes  a 
useless  production  of  heat.  This  defect  led  to  the  construction 
of  flat- ring  machines,  in  which  the  cy  lindrical  ring  is  replaced 
by  one  of  a  flat  shape,  and  of  larj^er  diameter,  thus  permitting 
the  induction  of  both  flat  sides.  Such  a  machine  was,  in  1884, 
built  by  Siemens  &  Halske,  of  Hcrlin  ;  and  in  the  same  year  by 
S.  Scluickert,  of  Niirenberg.  In  Schuckcrt's  modern  machines 
nearly  three-quarters  of  all  the  wire  wrappings  are  under  the 
inducing  influence  of  both  of  the  large  pole  shoes  of  the  electro- 
magnets. 

Of  other  constructions  of  dynamo-electrical  machines  may  be 


Diyiiized  by  Google 


HISTORICAL  REVIEW  OF  ELECTRO-METALLURGY.  9 

mentioned  Mather's,  Elmore's,  Fein's,  Mohrin^'s,  Krottlinger's, 
and  Lahmcycr's,  the  latter  especially  bcin^  at  the  present  time 
much  employed  in  Germany  for  electro-plating  purposes.  In 
this  country  Weston's  machine  and  the  dynamos  manufactured 
by  the  Hanson  &  Van  Winkle  Co.,  of  Newark,  N.  J.,  the  Zucker 
&  Lcvett  Chemical  Co.,  of  New  York,  and  others  are  largely 
used  for  electro-plating  purposes. 

For  the  sake  of  completeness,  there  may  be  mentioned  the 
investigators  and  practitioners  who  during  the  last  twenty  years 
have  contributed  much  to  the  improvement  of  the  electro- 
chemical processes  and  the  perfection  of  galvanoplasty.  Be- 
sides those  already  named,  they  are:  Elkington,  Becquerel, 
Heeren,  Roseleur,  Eisner,  von  Leuchtenberg,  Meidinger,  Weil, 
Goode,  Christofle,  Klein,  von  Kress,  Thompson,  Adams,  Giafie, 
and  others. 
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CHAPTER  II. 

■ 

MAGNEnSM  AND  ELECTRICITY. 
I.  BCagmetism. 

For  the  better  understanding  of  the  electrolytic  laws  it  will 

be  necessary  to  commence  with  the  phenomena  presented  by 
magnetism,  and  to  consider  them  more  closely. 

A  particular  species  of  iron  ore  is  remarkable  for  its  property 
of  attracting  small  pieces  of  iron  and  causing  them  to  adhere  to 
its  surface.  This  iron  ore  is  a  combination  of  ferric  oxide  with 
ferrous  oxide  (Fe^O,),  and  is  called  loadstone  or  magnetic  iron 
ore.  Its  properties  were  known  to  the  ancients,  who  called  it 
magnesian  stone  after  Magnesia,  a  city  in  Thessaly,  in  the 
neighborhood  of  which  it  was  found.  If  a  natural  loadstone  be 
rubbed  over  a  bar  of  steel,  its  characteristic  properties  will  be 
communicated  to  the  bar,  which  will  then  be  found  to  attract 
iron  filings  like  the  loadstone  itseU.  The  bar  of  steel  thus 
treated  is  said  to  be  magnetized,  or  to  constitute  an  artificial 
magnet.  The  artificial  magnets  thus  produced  may  be  straight 
in  Uie  shape  of  a  horseshoe,  or  annular ;  but  no  matter  what 
their  form,  the  attractive  force  will  appear  to  be  greatest  at  two 
points  situated  near  the  extremities  of  the  bar,  and  least  of  all 
towards  the  ihiddle.  The  points  of  the  magnet  showing  the 
greatest  attractive  force  are  called  the  magnetic  poles^  whilst  the 
line  between  them,  possessing  little  or  no  attractive  force,  is 
termed  the  neutral  line  or  neutral  zone.  In  a  closed  magnet  the 

(lO) 
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poles  are  situated  on  the  ends  of  one  and  the  same  diameter, 
while  the  neutral  zones  are  located  on  the  ends  of  a  diameter 
standing  perpendicular  to  the  first. 

When  a  magnetized  bar  or  natural  magnet  is  suspended  at 
its  centre  in  any  convenient  manner,  so  as  to  be  free  to  move 
in  a  horizontal  plane,  it  is  always  found  to  assume  a  particular 
direction  with  regard  to  the  earth,  one  end  pointing  nearly 
north  and  the  other  nearly  south.  If  the  bar  be  removed  from 
this  position  it  will  tend  to  reassume  tt»  and  after  a  few  oscilla- 
tions, settle  at  rest  as  before.  The  direction  of  the  magnetic 
bar,  /.  e.,  that  of  its  longitudinal  axis,  is  called  the  mai^nctic  me- 
riihau,  while  the  pole  pointing  towards  the  north  is  usually  dis- 
tinguished as  the  tiorih  pole  of  the  bar,  and  that  which  points 
southward  as  the  sonfh  pole. 

A  ma<:jnet,  either  natural  or  artificial,  of  symmetrical  form, 
suspended  in  the  presence  of  a  second  magnet,  serves  to  ex- 
hibit certain  phenomena  of  attraction  and  repulsion,  which 
deserve  particular  attention.  When  a  north  pole  is  presented 
to  a  south  pole,  or  a  south  pole  to  a  north,  attraction  ensues 
between  them ;  the  ends  of  the  bar  approach  each  other,  and, 
if  permitted,  adhere  with  considerable  force.  When,  on  the 
other  hand,  a  north  pole  is  brought  near  a  second  north  pole, 
or  a  south  pole  near  another  south  pole,  mutual  repulsion  is 
observed,  and  the  ends  of  the  bar  recede  from  each  other  as  for 
as  possible.  Poles  of  an  opposite  name  attract^  and  poles  of  a 
similar  name  repel  each  other. 

According  to  the  theory  or  hypothesis  proposed  by  Ampere, 
magnetism  is  caused  by  the  presence  of  electric  currents  in  the 
ultimate  particles  of  matter.    This  theory  assumes — 

1.  That  the  ultimate  particles  of  all  magnetizable  bodies 
have  closed  electric  circuits  in  which  electric  currents  are  con- 
tinually flowing. 

2.  That  in  an  unmagnetized  body  these  circuits  neutralize 
one  another,  because  they  have  different  directions. 

3.  That  the  act  of  magnetization  consists  in  such  a  polariza- 
tion of  the  particles  as  will  cause  these  currents  to  flow  in 
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one  and  the  same  direction,  magnetic  saturation  being  reached 
when  all  the  separate  circuits  are  parallel  to  one  another. 

4.  That  coercive  force  is  due  to  the  resistance  these  circuits 
offer  to  a  change  in  the  direction  of  their  planes. 

Guided  by  these  considerations.  Ampere  produced  a  coil  of 
wire,  called  a  solenoid^  which  is  the  equivalent  of  the  magnetiz* 
ing  circuit  assumed  by  his  theory.  It  therefore  follows  that  an 
electric  current  sent  through  a  coil  of  insulated  wire  surround- 
ing a  rod  or  bar  of  soft  iron,  or  other  readily  magnetizable  ma- 
terial, will  make  the  same  a  magnet.  A  magnet  so  produced 
is  called  an  electro-magnet ;  the  magnetizing  coil  is  called  a 
helix,  or  solenoid.  The  polarity  01  the  magnet  depends  on  the 
direction  of  the  current,  or  on  the  direction  of  winding  of  the 
helix  or  solenoid.  The  improbability  of  an  electric  current 
continually  flowing  in  a  circuit  without  the  expenditure  of  en- 
ergy, has  led  many  scientific  men  to  reject  Ampere's  theory  of 
magnetism. 

If  an  iron  or  steel  needle  be  suspended  free  in  the  neighbor- 
hood of  a  magnet,  it  assumes  a  determined  direction  according 
to  its  greater  or  smaller  distance  from  the  poles  or  from  the 
neutral  zone ;  however,  before  the  needle  assumes  this  direction 
it  swings  quickly  with  a  shorter  stroke,  or  slowly  with  a  longer 
stroke,  according  to  the  greater  or  smaller  attractive  force  ex- 
erted upon  it.  The  space  within  which  the  magnetic  action  of 
a  magnet  is  exercised  is  called  the  magnetic  fields  and  the  mag- 
netic as  well  as  the  electric  attractions  and  repulsions  are,  ac- 
according  to  Coulomb,  as  the  densities  of  the  fluids  acting  upon 
each  other  and  inversely  as  the  square  of  their  distance. 

3.  ELECTRicrrv. 

In  an  ordinary  state  solid  bodies  exhibit  no  attractive  ctTect 
upon  small  light  particles,  such  as  strips  of  paper,  balls  of  elder- 
pith,  etc  ;  but  by  rubbing  many  solid  bodies  with  a  piece  of  dry 
cloth  or  fur  they  acquire  the  property  of  attracting  such  light 
bodies  as  mentioned  above.  The  cause  of  this  phenomenon  is 
called  electricity t  and  the  bodies  which  possess  this  property  of 
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becoming  eldctric  by  friction  are  termed  idio-eUeirics^  and  those 
which  do  not  appear  to  possess  it,  mm-iledrics.  Gray,  in  1727, 
found  that  all  non-clcctric  bodies  conduct  electricity,  and  hence 
arc  conductors,  while  those  which  become  electric  by  friction 
arc  non-conductors  of  electricity.  Strictly  speaking,  there  are 
no  non-conductors,  because  the  resins,  silk,  glass,  etc.,  conduct 
electricity,  though  onl\-  very  slightly.  It  is  therefore  better  to 
distinguish  good  and  bad  conductors.  To  test  whether  a  body 
belongs  to  the  idio-electrics,  the  so-called  electroscope  is  used, 
which  in  its  simplest  form  consists  of  a  glass  rod  mounted  on  a 
stand,  and  bent  at  the  top  into  a  hook,  from  which  hangs  by  a 
silken  thread  or  hair  a  pith  ball.  If,  on  bringing  the  rubbed 
body  near  the  pith  ball,  the  latter  is  attracted,  the  body  is  elec' 
trie ;  whilst  if  the  ball  is  not  attracted,  the  body  is  either  non- 
electric or  its  electricity  is  too  slight  to  produce  an  attractive 
elTect. 

From  the  following  experiments  it  was  found  that  there  exist 
iwo  kinds  of  electricity :  When  a  rubbed  rod  of  glass  or  shellac 
is  brought  near  the  ball  of  elder- pith  suspended  to  a  silk  thread, 
the  ball  is  attracted,  touches  the  rod,  adheres  for  a  few  moments 

and  is  then  repulsed.  This  repulsion  is  due  to  the  fact  that  the 
ball  by  coming  in  contact  with  the  rod  becomes  itself  electric, 
and  its  electricity  must  first  be  withdrawn  by  touching  with  the 
hand  before  it  can  again  be  attracted  by  the  rod.  By  now 
taking  two  such  balls,  one  of  which  has  been  made  electric  by 
touching  with  a  glass  rod,  which  had  been  rubbed  with  silk, 
and  the  other  by  touching  with  a  shellac  rod  rubbed  with  cloth, 
it  will  be  observed  that  the  ball,  which  is  repulsed  by  the  glass 
rod,  is  attracted  by  the  shellac  rod,  and  vice  versa.  These  two 
kinds  of  electricity  are  called  vitreous  or  positive,  and  resinous 
or  negative  electricity,  and  it  has  been  found  that  electricities  of 
a  simUar  name  attract,  and  electricities  of  an  opposite  name  re-  ' 
pel,  each  other. 

For  want  of  a  concrete  knowledge  of  the  electric  agent  which 
produces  the  electric  phenomena,  various  theories  or  hypotheses 
have  been  advanced  to  explain  these  phenomena  and  the  action 
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of  the  electric  forces.  Only  two  of  the  best  known  theories  or 
hypotheses,  shall  here  be  mentioned. 

Double  fluid  hypothesis  of  electricity.  By  this  hypothesis  it 
is  endeavored  to  explain  the  causes  of  electric  phenomena  by 
the  assumption  of  the  existence  of  two  different  electric  fluids. 

The  double  fluid  hypothesis  assumes:— 

1.  That  the  phenomena  of  electricity  are  due  to  two  tenuous 
and  imponderable  fluids,  the  positive  and  the  negative. 

2.  That  the  particles  of.  the  positive  fluid  repel  one  another* 
as  do  also  the  particles  of  the  negative  fluid ;  but  that  the  par- 
ticles of  the  positive  fluid  attract  the  particles  of  the  negative, 
and  vke  versa. 

3.  That  the  two  fluids  are  strongly  attracted  by  matter,  and 
when  present  in  it  produce  eleclriflcatton. 

4.  That  the  two  fluids  attract  one  another  and  unite,  thus 

masking  the  properties  of  each. 

5.  That  the  act  of  friction  separates  these  fluids,  one  going 
to  the  rubber  and  the  other  to  the  thing  rubbed. 

Single  fluid  hypothesis  of  electricity.  By  this  hypothesis  it  is 
endeavored  to  explain  the  cause  of  electric  phenomena  by  the 
assumption  of  the  existence  of  a  single  electric  fluid. 

The  single  fluid  hypothesis  assumes:  — 

1.  That  the  phenomena  of  electricity  are  due  to  the  presence 
of  a  single,  tenuous,  imponderable  fluid. 

2.  That  the  particles  of  this  fluid  mutually  repel  one  another, 
but  are  attracted  by  all  matter. 

3.  That  every  substance  possesses  a  definite  capacity  for 
holding  the  assumed  electric  fluid,  and  that  when  this  capacity 
is  just  satisfied,  no  effects  of  electrification  are  manifest. 

4.  That  when  the  body  has  less  than  this  quantity  present,  it 
becomes  negatively  exciied,  and  when  it  has  more,  posiHvely 

*  excUed, 

5.  That  the  act  of  friction  causes  a  redistribution  of  the  fluid,, 
part  of  it  going  to  one  of  the  bodies,  giving  it  a  surplus,  thus 
positively  electrifying  it.  and  leaving  the  other  with  a  deficit, 

thus  negatively  electrifying  it. 


Digitized  by  Google 


MAGNETISM  AND  ELBCTRIdTY. 


15 


However,  the  epoch-making  investigations  of  ProL  Herz,  of 
Bonn  (1889),  have  led  to  different  views  regarding  the  nature 
of  electricity.  Herz  has  shown  by  experiments  that  electricity 
is  transmitted  in  space  by  waves  like  heat  and  light,  and  he  has 
determined  the  length  and  velocity  of  electrical  waves.  From 
this  it  has  been  ascertained  that  electricity  is  founded  upon 
motion,  and  that  the  current  appearing  in  a  conductor  has  to 
be  referred  to  vibrations  of  the  molecules  forming  the  conduc- 
tor, relatively  to  vibrations  of  the  ctJicr  enveloping  the  mole- 
cules. By  the  term  ether  is  desifjnatccl  tiic  imponderable 
medium  pervading  all  space.  Hence  electricity  is  an  energy, 
just  the  same  as  light  and  heat  are  manifestations  of  energy. 

According  to  Coulomb,  the  electric  attractions  and  repulsions 
an  as  ihe  densities  of  the  fluids  acting  upon  each  otker^  and  in- 
versely as  tke  square  of  the  distance. 

However,  a  current  of  electricity  is  created  not  only  by  fric- 
tion, but  also  by  the  contact  of  various  metals.  In  the  same 
manner  as  the  copper  and  iron  in  Galvani's  experiments  with 
the  frog-leg,  other  metals  and  conductors  of  electricity  also  be- 
come electric  by  contact,  the  electric  charges  being,  however, 
stronger  or  weaker,  according  to  the  nature  of  the  metak.  If 
zinc  be  brought  in  contact  with  platinum,  it  becomes  more 
strongly  positively  electric  than  when  in  contact  with  copper ; 
whilst,  however,  copper  in  contact  with  zinc  is  negatively  ex- 
cited, in  contact  with  platinum  it  becomes  positively  electric. 
By  now  arranging  the  metals  in  a  series,  so  that  each  preceding 
metal  becomes  positively  electric  in  contact  with  the  succeed- 
ing one,  a  series  of  electro-motive  force  or  tension  is  obtained,  in 
which  the  metals  or  conductors  of  electricity  sland  as  follows : 

-}-  Zinc,  cadniin,  dn,  inm,  letd,  copper,  nickd, 
SBfer,  antiiiioiiy,  gold,  ptatinmn,  eaibon— . 

While  two  metals  of  the  series  of  electro-motive  force  or  tension 
touching  each  other  become  electrically  excited  in  such  a  manner 
that  one  becomes  positively  and  the  other  negatively  electric,  an 
exchange  of  the  opposite  electricities  takes  place  by  introducing 


Digitized  by  Google 


i6 


ELECTKO-DEPOSmON  OF  METALS. 


a  conducting  fluid  between  the  metals.  Thus,  if  a  plate  of  zinc 
and  a  plate  of  copper  connected  by  a  metallic  wire  are  immersed 
in  a  conducting  fluid,  for  instance,  dilute  sulphuric  acid,  the 
electricity  of  the  positive  zinc  passes  through  the  fluid  to  the 
negative  copper,  and  returns  through  the  wire— the  closing  cir~ 
cuU — ^to  the  zinc.  However,  in  the  same  degree  with  which  the 
electricities  equalize  themselves,  new  quantities  of  them  are 
constantly  formed  on  the  points  of  contact  of  the  metals  with 
the  conductinfj  fluid ;  and,  hence,  the  flow  of  electricity  is  con- 
tinuous. This  electric  current  generated  by  the  contact  of 
metals  and  fluids  is  called  the  gaii  anic  current \  or,  since  it  is 
generated  by  the  intervention  of  fluid  conductors,  hydro-clcctric 
current.  A  combination  of  conductors  which  yields  such  a 
galvanic  current,  is  called  di  galvanic  clement  ox  galvanic  chain. 
It  would  here  be  the  place  to  discuss  the  various  galvanic 
elements,  but  it  is  thought  better  to  describe  them  in  a  separate 
chapter,  and  first  to  explain  the  laws  and  the  actions  of  the  gal- 
vanic current. 

Electrical  potential. — ^The  property  of  electricity  correspond- 
ing to  head  or  pressure,  as  applied  in  speaking  of  gas  or  water- 
power,  is  termed  the  electrical  potential.  Two  bodies  have  the 
same  electrical  potential  when,  connected  by  a  metallic  wire, 

they  develop  no  electricity. 

Electro-motive  force.— If,  however,  two  bodies  connected  by  a 

metallic  wire  possess  unequal  electrical  potentials,  a  movement 

of  the  electricity  takes  place,  and  the  force  which  produces  this 
movement  or  current  is  called  the  electro- motive  force  or  ten- 
sion. It,  therefore,  corresponds  to  the  difference  of  the  poten- 
tials;  and  the  ma<;nitude  of  this  ditTerencc  of  the  potentials  is 
the  measure  for  the  clectro-motivc  force. 

Resistance. — All  conductors  offer  a  certain  amount  of  resist- 
ance to  the  forward  movement  of  the  electric  current.  By  con- 
necting, for  instance,  two  bodies  charged  with  electricity  and 
possessing  a  difl'erence  of  potentials,  by  a  metallic  conductor, a 
certain  time  is  required  for  the  compensation  of  the  difTerence 
of  potentials,  or,  in  other  words,  before  the  electrical  equilibrium 
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is  established.  By  now  keeping  the  difference  of  potentials 
constant,  the  quantity  of  electricity  which  passes  through  the 
closing  conductor — ^the  closing  circuit — depends  on  the  resist- 
ance which  the  latter  ofTers  to  the  passage  of  the  current. 

The  resistance  of  a  conductor  is  proportional  to  its  length  and 
inversely  to  its  cross-section  and  its  conducting'  capacity;  i.  e.,  the 
longer  the  conducting  circuit  the  greater  the  resistance,  and  the 
greater  its  cross-sections  the  smaller  the  resistance.  Wires  of 
small  diameter  will,  therefore,  offer  greater  resistance  to  the 
current  than  those  with  larger  diameter,  and  wires  with  good 
conducting  capacity  will  produce  less  resistance  than  those  with 
poor  conducting  capacity.  According  to  Lazere  Weiler,  the 
conductivity  of  metals  is  as  follows 


Name  of  Metai. 


Silver  .... 
Copper  ... 

V.o\d  

Alummiam 

Zinc  

Platinum 

Iron  

Tin  

Lead  

Nickel .... 
Antinonjr. 


Mean 

Alloys,  ete. 

Mean 

Conductinty; 

CondnctiTitjr. 

icx>.o 

Cu  with  4  per  cent.  Si, 

7!;.o 

100.0 

Cu  12 

*t 

Si, 

54-7  . 

80.6 

Cu   "  9 

<■ 

i\ 

4-9 

55-» 

Cu  "  10 

•< 

Pb, 

30jo 

30.2 

Co   "  10 

M 

Al, 

13.6 

16.7 

Cu    "  10 

11 

A*. 

9.1 

164 

Cu   "  20 

<i 

Sn, 
Zn. 

Ctt  "35 

« 

Ctt  «  50 

M 

Afc 

86.6 

7-9 

Au  **  50 

M 

Ag, 

16.1 

4.3  • 

Sn    <*  13 

M 

Na. 

46^ 

Quaniity  of  current.  Ohm  s  laiu. — The  quantity  of  electricity 
or,  in  other  words,  the  current  strength,  which  an  element  fur- 
nishes at  a  determined  extreme  point,  de[>ends  on  the  strength 
of  the  electro-motive  force  which  impels  the  current,  as  well  as 
on  the  resistance  which  the  conductor  offers  to  the  current.  In 
the  preceding  it  has  been  seen  that  the  electro-motive  force 
corresponds  to  the  difference  of  the  potentials  of  two  conductors 
connected  by  a  metallic  wire ;  the  greater  this  difference  is,  the 
greater  the  energy  with  which  the  compensation  of  the  elec- 
tricities takes  place.   It  has  also  been  explained  that  the  re- 
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sistance  increases  in  proportion  to  the  length,  and  decreases 
with  the  increase  in  the  cross-sectfon  of  the  conductor.  Upon 
these  relations  Ohm's  law  is  based,  and  in  its  completeness  it 
may  be  summed  up  as  follows :  The  quantity  of  electricity  or  the 
strength  (intensity)  of  current  is  directly  proportional  to  the  sum 
of  the  electrO'motive  forces  of  the  exciting  elements,  and  is  in- 
versely proportional  to  the  sum  of  the  resistances  of  its  closing 
circuit/  however,  the  resistance  of  each  part  of  the  closing  circuit 
is  proportional  to  its  length  and  inversely  proportional  to  its  cross- 
section.  Now,  if  5  indicates  the  strength  of  current,  E  the  sum 
of  the  electrO'motive  forces,  and  L  the  total  resistance,  then  the 
•strength  of  current  5  is — 


The  total  resistance  L  is,  however,  composed  of  two  diflferent 
resistances,  namely,  of  the  so-called  essential  or  internal  resist- 
ance, which  expresses  the  resistance  of  the  substances  in  the 
elements  themselves,  and  of  the  non-essential  or  external  resist- 
ance of  the  closing  circuit.  If,  therefore,  the  internal  resistance 
«=s  R  and  the  external  resistance  =  r,  the  total  resistance  will 
be  Z,  =  ^     r,  and  the  formula  given  above  is  changed  to 


Let  us  now  examine  the  useful  applications  which  result  from 
Ohm's  law,  to  the  coupling  of  the  elements,  they  being  of  great 
importance  to  the  practical  electro-plater.  According  to  the 
above  formula,  which  expresses  the  total  performance  of  a  bat- 
tery, the  strength  of  current  of  a  single  element  is,  if  s  indicates 
its  current  strength,  e  the  electro-motive  force,  R  the  essential 
or  internal  resistance,  and  r  the  resistance  in  the  closing  circuit, 


By  now  uniting  several  such  elements,  let  us  say  n  elements, 
to  a  column,  the  electro-motive  force  of  the  latter  has  become 
ft  +  c  =  ne^  and  the  internal  resistance  nr;  with  the  same 
closinf^  circuit  as  that  of  the  single  element,  r  will  not  increase, 
hence  the  strength  of  these    elements  must  be  written— 
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me 

It  is  now  clear  that  when  a  determined  closing  circuit  of  the 
resistance  r  is  given  that  the  strength  of  current  cannot  be  in- 
definitely augmented  by  increasing  the  number  of  n  elements ; 
because,  though  the  electro-motive  force,  by  the  augmentation 
of  n  elements,  increases  by  so  many  n,  the  internal  resistance  R 
also  grows,  so  that  finally  the  value  r,  which  remains  constant, 
disappears,  contrary  to  the  resistance  R,  which  increases  n 
times.  Hence,  tiie  strength  of  current  constantly  approaches 
more  the  limit  of  value — 

M  e      e  ' 

On  the  other  hand,  the  effect  can  neither  be  increased  by 
enlarging  the  area  of  the  pair  of  plates  nor  by  decreasing  the 
resistance  of  the  fluid  in  a  g^ven  number  of  elements.  Because 
when  r,  the  external  resistance,  is  sufficiently  large  so  that  the 
internal  resistance,  n  i?,  may  be  neglected,  the  intensity  always 

approaches  more  the  value  . 

Hence,  it  follows  tkat  ike  augmentoHon  of  the  area  of  the  ex^ 
citing  pair  of  plates  produces  an  increase  in  the  current'Strengtk 
only  when  the  external  resistance  in  the  closing  circuit  is  small 

in  proportion  to  the  internal  resistance  of  the  battery. 

If  we  now  apply  the  results  of  the  above  explanations  to 
practice,  we  find  that  the  elements  may  be  coupled  in  various 
ways  accord inf^f  to  requirement. 

I.  If.  for  instance,  four  Hunsen  elements  (carbon-zinc)  are 
coupled  one  after  another  in  such  a  manner  that  the  zinc  of  one 
element  is  connected  with  the  carbon  of  the  next,  and  so  on 
(Fig.  2),  the  current  passes  four  times  in  succession  through 
an  equally  large  layer  of  fluid,  in  consequence  of  which  the  in- 
ternal resistance,  4  R,  is  four  times  greater  than  that  of  a  single 
element,  while  the  resistance  of  the  closing  circuit,  r,  remains 
the  same.  Hence,  while  the  current-strength  is  thereby  not  in- 
creased, the  electro-motive  force  is,  and  for  this  reason  this 
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mode  of  coupling  is  called  the  union  or  coupling  of  the  elemenis 
for  tUctro^nuOivi  force  or  tension. 


2.  By  connecting  four  elements  alongside  of  each  other,  i.  e,, 
all  the  zinc  plates  and  all  the  carbon  plates  one  with  another 

FIG.  3. 


(Fig.  3),  the  current  simultaneously  passes  through  the  same 
layer  of  fluid  in  four  places ;  the  internal  resistance  of  the  bat- 
tery is  therefore  the  same  as  that  of  a  single  element,  and  since 
the  area  of  the  plates  is  four  times  larger  than  that  of  a  single 

element,  the  quantity  of  current  is  aug- 
mented by  this  mode  of  coupling. 
This  is  called  coupling  for  quantity  of 
cum  fit. 

3.  Two  elements  may,  however,  be 
connected  for  electro-motive  force  or 
tension,  and  several  such  groups 
coupled  alongside  of  each  other  as 
shown  in  Fig.  4,  whereby,  according 
to  what  has  above  been  said,  the 
electro-motive  force  as  well  as  the  cur- 
rent strength  is  augmented.  This 
mode  of  connection  is  called  mixed  coupling. 

According  to  the  resistance  of  the  bath,  as  well  as  of  the  ex- 
terior closing  circuit,  and  the  surfaces  to  be  plated,  the  electro- 
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plater  may  couple  his  elements  in  either  way,  and  in  speaking 
later  on  of  the  elements  the  various  modes  of  coupling  will 
be  further  discussed.  We  will  here  only  mention  the  proposi- 
tion deduced  from  Ohm's  law  that  a  nuvibcr  of  galvanic  elements 
yield  the  maximum  of  intensity  of  current  when  they  are  so 
arranged  that  the  internal  resistance  of  the  battery  is  equal  to  the 
resistance  in  the  closing  circuit.  Hence,  w  hen  (operating  with 
baths  of  good  conductivity  and  slight  resistance,  for  instance, 
acid  copper  baths,  silver  cyanide  baths,  etc.,  with  a  slight  dis- 
tance between  the  anodes  and  the  objects,  and  with  a  large 
anode-surface,  it  will  be  advantageous  to  couple  the  elements 
alongside  of  each  other  for  quantity;  however,  for  baths  with' 
greater  resistance  and  with  a  greater  distance  of  the  anodes  from 
the  objects*  and  with  a  smaller  anode  surface,  it  is  best  to 
couple  the  elements  one  after  the  other  for  electro-motive  force  or 
tension. 

The  effects  of  the  electric  current  are  thermal,  physiological, 
electro-magnetic,  inductive,  and  chemical;  however,  for  our 
purposes,  only  the  last  three  need  be  discussed. 

Electro-magnetism, 

If  a  wire  conveying  the  electric  current  be  brought  near  a 
magnetic  needle,  the  latter  will  immediately  be  deflected  from 
its  direction,  no  matter  whether  the  wire  conveying  the  current 
be  placed  alongside,  above,  or  beneath  the  magnetic  needle. 
The  direction  which  the  needle  will  assume  when  placed  in  any 
particular  position  to  the  conducting  wire,  may  be  determined 
by  the  following  rule:  Let  the  current  be  supposed  to  pass 
through  a  watch  from  the  face  to  the  back:  the  motion  of  the 
north  pole  will  be  in  the  direction  of  the  hands.  Or,  let  the  ob- 
server imagine  himself  swimming  in  the  direction  of  the  current 
with  his  face  towards  the  needle  :  the  north  pole  of  the  needle  wUl 
then  be  deflected  towards  his  left  hand. 

When  the  needle  is  subjected  to  the  action  of  two  currents  in 
opposite  directions,  the  one  above  and  the  other  below,  they 
will  obviously  concur  in  their  effects.    The  same  thing  happens 
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when  the  wire  carrying  the  current  is  bent  upon  itself  and  the 
needle  placed  between  the  two  portions ;  and  since  every  time 
the  bending  is  repeated  a  fresh  portion  of  the  current  is  made 
to  act  in  the  same  manner  upon  the  needle,  it  is  easy  to  see  how 
a  current,  too  feeble  to  produce  any  effect  when  a  simple  straight 
wire  is  employed,  may  be  made  by  this  contrivance  to  exhibit 
a  powerful  action  on  the  magnet.  It  is  on  this  principle  that 
instruments  called  gaivarioscopcs,  galvanometers,  or  multipliers 
are  constructed.  They  serve  not  only  to  indicate  the  existence 
of  electrical  currents,  but  also  to  show  by  the  effects  upon  the 
needle  the  direction  in  which  they  are  moving.  The  delicacy  of 
the  instrument  has  been  increased  by  Nobili  through  the  use  of 
a  very  long  coil  of  wire,  and  by  the  addition  of  a  second  needle. 
This  instrument  is  known  as  the  tutatic galvanometer.  The  two 
needles  are  of  equal  size  and  magnetized  as  nearly  as  possible 
to  the  same  extent ;  they  are  then  immovably  fixed  together 
parallel  and  with  their  poles  opposed,  and  hung  by  a  long  fibre 
of  untwisted  silk,  with  the  lower  needle  in  the  coil  and  the  upper 
one  above  it.  The  advantage  thus  gained  is  twofold :  the  sys- 
tem is  astatic^  unafTected,  or  nearly  so,  by  the  magnetism  of  the 
earth;  and  the  needles  being  both  acted  upon  in  the  same 
manner  by  the  current,  are  urged  with  much  greater  force  than 
one  alone  would  be,  all  the  actions  of  every  part  of  the  coil 
being  strictly  concurrent.  A  div  ided  circle  is  placed  below  the 
upper  needle,  by  which  the  angular  motion  can  be  measured, 
and  the  whole  is  inclosed  in  glass,  to  shield  the  needles  from  the 
agitation  of  the  air. 

The  deflection  of  the  magnetic  needle  by  the  electric  current 
has  led  to  the  construction  of  instruments  which  allow  of  the 
intensity  of  the  current  being  measured  by  the  magnitude  of 
the  deflection.  Such  instruments  are,  for  instance,  the  tangent 
galvanometer^  the  sine  galvanometer^  etc.,  but  they  are  almost 
exclusively  used  for  scientific  measurements,  while  for  the  de- 
termination of  the  intensity  of  current  for  electro-plating  pur- 
poses other  instruments  are  employed,  which  will  be  described 
later  on.   However,  the  electric  current  exerts  not  only  a  re- 


Diyiiized  by  Google 


MAGNETISM  AND  ELECTRICnY, 


23 


fleeting  action  on  magnetic  needles,  but  is  also  capable  of  pro- 
ducing a  magnetizing  effect  on  iron  and  steel.  If  a  bar  of  iron 
be  surrounded  by  a  coil  of  wire,  covered  with  silk  or  cotton  for 
the  purpose  of  insulation,  it  becomes  magnetic  so  long  as  the 
current  is  conducted  through  the  coil.  Such  iron  bars  con- 
verted into  temporary  magnets  by  the  action  of  the  current  are 
called  eleetro-magniis,  and  they  will  be  more  highly  magnetic 
the  greater  the  number  of  turns  of  the  coil,  and  the  more  intense 
is  the  current  passing  through  the  turns. 

However,  not  only  the  iron  bar,  around  which  the  current 
circulates,  becomes  magnetic,  but  also  a  conducting  wire 
through  which  passes  a  strong  current.  By  suspending  a  cir- 
cular conducting  wire  so  that  it  is  free  to  move  arttund  its  ver- 
tical axis,  its  direction  is  affected  by  the  magnetism  of  the 
earth,  and  it  will  take  up  a  position  so  that  its  plane  stands  at 
a  right  angle  to  the  plane  of  the  magnetic  meridian  ;  by  now 
conducting  the  current  throu;^h  a  wire  having  the  form  of  a 
long  helix,  a  so-called  solenoid,  the  wire  will,  in  a  like  manner, 
place  itself  with  the  turns  of  the  helix  at  right  angles  to  the 
plane  of  the  magnetic  meridian,  or,  in  other  words,  the  axis  of 
the  solenoid  will  lie  in  the  magnetic  meridian. 

In  the  same  manner  as  an  electrified  conducting  wire  acts 
upon  a  magnet,  two  electrified  wires  exert  an  attracting  and  re- 
pelling influence  on  each  other,  the  general  law  of  the  action 
being  that  electric  currents  moving'  in  parallel  lines  attract  one 
another  if  they  move  in  the  same  direction^  and  repel  one  another 
if  they  move  in  opposite  direction. 

Induction, 

By  induction  is  understood  the  production  of  an  electric  cur- 
rent in  a  closed  circuit  which  is  in  the  immediate  neighborhood 
of  a  current-carrying  wire. 

Suppose  we  have  two  insulated  coj^per  wire  spirals,  A  and  B 
(Fig.  5),  />  being  of  smaller  diameter  and  inserted  in  A.  When 
the  two  ends  of  B  are  connected  with  the  poles  of  a  battery  a 
current  is  formed  in  A  the  moment  the  current  of  B  is  closed. 
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This  current  is  recorded  by  the  deflection  of  the  magnetic 
needle  of  a  multiplier,  J/,  which  is  connected  with  the  ends  of 
A,  the  deflection  of  the  needle  shcnvinjr  that  the  current  pro- 
duced in  A  by  the  current  in  B  moves  in  an  opposite  direction. 
The  current  in  A,  however,  is  not  lasting,  because,  after  a  few 
oscillations,  the  magnetic  needle  of  the  multiplier  returns  to  its 
previous  position  and  remains  there,  no  matter  how  long  the 
current  may  pass  through  £,  U,  however,  the  current  in  B  be 
interrupted » the  magnetic  needle  swings  to  the  opposite  direc- 
tion, thus  indicating  the  formation  of  a  current  in  A,  which 
passes  through  it  in  the  same  direction  as  the  interrupted 
current  in  B. 


Fig.  5. 


The  current  causing  this  phenomenon  is  called  the  primary 
or  inductive  current,  and  that  produced  by  it  in  the  closed  cir- 
cuit the  secondary  or  induced  current  From  what  has  been 
above  said,  it  is  clear  that  an  electric  current  at  the  moment  of 
its  formation  induces  in  a  neighboring  closed  circuit  a  current  of 
opposite  din  ction,  but  when  interrupted^  a  current  of  the  same 
direction. 

In  the  same  manner  as  closing  and  opening  the  inductive 
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current,  its  sudden  augmentation  also  effects  the  induction  of  a 
current  of  opposite  direction  in  a  neighboring  wire,  while  its 
sudden  weakening  induces  a  current  of  the  same  direction;  the 
same  effect  being  also  produced  by  bringing  the  inductive  wire 

closer  to,  or  removing  it  further  from,  the  neighboring  wire. 
The  induced  currents  bcin^^  alternately  formed  by  opening  and 
closing  the  circuit,  and  they  showing  different  directions,  the 
term  alttrtiatinj:^  currents  has  been  applied  to  them. 

If  the  turns  of  the  spirals  arc  very  close  together,  each  turn 
induces  the  other,  the  so-called  extra  currents  being  thereby 
formed. 

The  induced  currents  follow  Ohm's  law  the  same  as  the  in- 
ductive current.  A  long  inducing  wire  with  a  small  cross-sec- 
tion offers  greater  resistance  than  a  short  wire  with  a  larger 
cross-section,  and  consequently  in  the  first  case  the  current  will 
possess  slighter  intensity  and  higher  tenison,  and  in  the  other 
greater  intensity  and  less  tenison. 

In  the  same  manner  as  an  electrified  wire  induces  a  current 
in  a  neighboring  wire,  a  magnet  or  electro-magnet  also  produces 
induced  currents  in  a  coil  of  wire  surrounding  it.  These  cur- 
rents act  in  the  same  manner  as  those  produced  by  other 
means,  and  by  taking  into  consideration  Ohm's  law,  currents  of 
great  and  slight  intensity  can  be  produced  at  will,  as  will  be 
seen  in  speaking  of  the  dynamo-electric  machines,  the  construc- 
tion of  which  is  based  upon  the  principle  of  induction. 

Chemical  actions  of  the  electrical  current — Electrolysis. 

An  electric  current  on  being  conducted  through  a  fluid  effects 
the  reduction  of  its  constituents.  By  cutting,  for  instance,  the 
conductor  of  an  electric  current,  and  introducing  the  two  wire 
ends  thereby  formed  into  water  acidulated  with  dilute  sulphuric 
acid,  the  water,  provided  the  current  is  strong  enough,  is  de- 
composed into  its  constituents,  hydrogen  and  oxygen,  the 
former  separating  in  the  form  of  gas  on  the  negative  pole  and 
the  latter  on  the  positive.  If  such  a  decomposition  does  not 
take  place,  the  fluid  does  not  conduct  the  current.   Pure  water 
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by  itself  is  a  bad  conductor,  and  to  make  its  decomposition 
possible  it  has  to  be  made  conductive  by  acidulation  with  dilute 
sulphuric  acid.  When  a  chemical  composition  is  decomposed 
by  the  current,  the  constituent  forming  the  basis  of  the  combi- 
nation separates  on  the  negative  pole,  and  that  constituting  the 
acid  on  the  positive ;  hence  metals  and  hydrogen  are  liberated 
on  the  negative,  and  acids  and  oxypjen  on  the  positive  pole.  To 
Faraday  is  due  the  discovery  of  the  chemical  actions  of  the 
current  and  the  exposition  of  the  laws  governing  the  separation 
of  the  constituents.  He  adopted  the  term  electrolysis  for  the 
electrical  separation  of  chemical  combinations,  and  electrolyte 
for  the  fluids  subjected  to  electrical  decomposition.  To  the 
poles  or  plates  leading  the  current  into  and  out  of  the  electro- 
lyte he  applied  the  term  electrodes,  the  positive  pole  being  the 
anodcy  and  the  negative  pole  the  cathode.  The  elements  of  the 
electrolyzed  liquid,  which  are  liberated  by  the  action  of  the 
current,  are  termed  ionst  those  set  free  on  the  anode  or  positive 
electrode  being  termed  anians^  and  those  at  the  cathode  or 
negative  anode  cations.  Thus,  when  acidulated  water  is  electro- 
l3rzed,  two  ions  are  evolved,  namely,  oxygen  and  hydrogen,  the 
former  at  the  positive  and  the  latter  at  the  negative  electrode. 

It  is  absolutely  necessary  for  the  electrolyte  to  be  in  a  fluid 
state,  though  it  does  not  matter  whether  the  fluid  state  is  pro- 
duced by  solution  or  fusion. 

W'e  know  no  more  of  the  actual  cause  of  the  chemical  action 
of  electricity  than  of  its  nature  and  origin.  According  to 
Clausius'  theory,  matter  is  composed  of  minute  particles  called 
molecules,  which,  thougii  mechanically  indivisible,  are  chem- 
ically divisible.  The  constituent  parts  of  the  molecules  which 
are  no  further  chemically  divisible  are  called  atoms.  Clausius 
supposes  that  the  molecules  are  in  constant  motion ;  that  in 
solid  bodies  they  move  around  determined  positions  of  equi- 
librium, while  in  fluids  even  apparently  tranquil  they  move  from 
one  place  to  another,  constantly  revolving  and  pushing  against 
one  another  without  being  subjected  to  a  return  to  their  original 
positions.   In  pushing  against  one  another  the  molecules  are 
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decomposed  into  the  atoms  of  which  they  arc  composed  ;  those 
atoms,  however,  which  have  become  elcclro-negativc  under  the 
influence  of  the  current  endeavor  to  reach  the  anode,  while  those 
which  have  become  electro-positive  move  towards  the  cathode. 
But  in  doing  this  they  meet  atoms  of  opposite  j)olarity,  with 
which  they  reunite  to  a  molecule  until  they  are  again  liberated 
by  this  molecule  pushing  against  another,  when  they  move 
further  towards  the  anode.  Arriving  at  the  electrodes,  they 
find  no  more  atoms  of  opposite  polarity  with  which  they  might 
unite  to  a  molecule ;  both  atoms,  therefore,  remain  free  on  the 
electrodes,  while  the  electrolyte  between  the  two  electrodes 
suffers  no  perceptible  change.  The  atoms  are,  therefore,  to  be 
considered  as  ions.  However,  in  order  that  the  ions  may  be 
attracted  by  the  electrodes,  a  current  of  determined  electro- 
motive force  is  required ;  as  otherwise,  though  the  electrolyte 
may  conduct  the  current,  the  atoms  attract  one  another  more 
vigorously  than  they  are  attracted  by  the  electrode,  and  again 
form  molecules.  To  this  mutual  attraction  of  the  atoms  of  oppo- 
site polarity  is  due  the  resistance  of  the  electrolyte  to  the  trans- 
mission of  the  current,  and  also  the  formation  of  a  current  of  an 
opposite  direction  to  that  of  the  primary  current,  which  is  called 
the  counter  or  polarizing  current.  This  counter  current,  which 
is  so  effectually  utilized  with  accumulators  (secondary  batteries), 
is  the  worst  enemy  of  the  electro-plater,  and  to  overcome  it 
very  strong  currents  have  frequently  to  be  used,  as  will  be 
shown,  for  instance,  in  nickeling  sheet  zinc. 

Faraday  is  also  the  discoverer  of  the  following  electrolytic 
laws  : 

First  law.  The  quantity  of  substance  separated  within  a  de- 
termined time  by  the  current  is  directly  proportional  to  the  strength 
of  the  current.  By  conducting  the  current  through  a  volt- 
meter (Fig.  6),  i.  e.,  a  closed  decomposing  cell  provided  with 
two  platinum  electrodes,  which  are  in  contact  with  the  poles  of 
the  element,  and  dip  into  acidulated  water,  oxygen  evolves  on 
the  positive  electrode  and  hydrogen  on  the  negative.  The  gas 
mixture  (oxyhydrogen  gas)  is  conducted  through  a  bent  tube 
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inserted  air-tight  in  the  stopper  of  the  cell,  into  graduated 

tubes,  in  such  a  manner  that  the 


quired,  to  wliich  the  term  eltctrical  cqivalciit  might  be  applied. 

Second  law.  If  the  sidnc  cnnriit  nets  upoti  a  series  of  differ- 
ent solutions,  the  weis^/its  of  the  elements  separated  at  the  same 
time  in  eaeh  solution  are  proportional  to  their  cliemieal  eifnivalents. 
If,  for  instance,  the  same  current  be  conducted  through  three 
decomposing  cells,  one  of  which  contains  water,  the  second  a 
solution  of  blue  vitriol,  and  the  third  a  solution  of  nitrate  of 
silver,  for  each  gramme  of  hydrogen  developed  in  the  first  cell, 
31.75  grammes  of  copper  will  be  separated  in  the  second  cell, 
and  108  grammes  of  silver  in  the  third  cell,  because  their 
chemical  equivalents  are  as  i  :  31.75  :  108. 

Third  law.  In  an  eiement,  ike  chemical  decomposition-^he 
dissolution  of  sine — is  proportional  to  the  strength  of  current;  or, 
in  other  words,  as  many  equivalents  of  sine  are  dissolved  in  the 
element  as  equivalents  of  another  metal  are  separated  in  an  in- 
serted electrolyte.  Every  electro-plater  observes  that  the  zinc 
cylinders  of  the  elements  are  dissolved ;  and  it  is  just  this  solu- 
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gas  enters  the  tubes  under  water. 
The  escaping  mixture  of  gas  rises  in 
the  form  of  bubbles  into  the  upper 
part  of  the  tube,  and  the  volume  of 
gas  there  collected  in  a  determined 
time  can  be  readily  read  off. 


Now,  if  a  current  of  determined 
strength  has  produced  a  determined 
quantity  of  oxyhydrogen  gas  in  the 
voltmeter,  a^current  twice  as  strong 
will,  according  to  Faraday's  Uw, 
produce  in  the  same  time  double 
the  volume  of  gas,  from  which 
further  results  the  fact  that  for  the 
decomposition  of  a  determined 
quantity  of  an>'  body,  a  constant 
quantit)'  of  current   is   always  re- 
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tion  which  maintains  the  development  of  the  electric  current. 

As  is  well  known,  zinc  is  strongly  attacked  and  dissolved  by 
dilute  sulphuric  acid  ;  therefore  a  dissolution  of  zinc  takes  place 
before  the  y;alvanic  apparatus  is  closed.  This  dissolution  of 
zinc,  independent  of  the  production  of  current,  is  termed  local 
action,  and  to  decrease  it  the  zinc  is  amalgamated  by  first  wash- 
ing it  with  strong  soda  to  remove  grease.  Then  it  is  dipped 
into  a  vessel  of  water  containing  of  sulphuric  acid.  As 
soon  as  strong  action  takes  place  it  is  transferred  to  a  suitable 
dish,  mercury  poured  over  it,  and  finally  is  rubbed  till  a  bright 
silver>Iike  film  forms ;  then  it  is  set  up  on  edge  to  drain,  and 
before  use  any  globules  set  free  are  rubbed  off.  If  local  action 
has  thus  been  prevented,  only  as  much  zinc  will  dissolve, 
according  to  this  law,  as  is  chemically  equivalent  to  the  metal 
separated  in  the  decomposing  cell.  If,  however,  local  action  is 
present,  the  consumption  of  zinc  is  increased  by  the  quantity 
corresponding  to  solution  by  local  action. 

Elecirthekemieal  equivalents. — ^This  term  is  applied  to  the 
weights  of  the  various  electrolytes  which  are  decomposed  in 
the  unit  of  time  by  the  electric  unit.  The  electro-chemical 
equivalents  are  proportional  to  their  chemical  equivalents.  The 
electro-chemical  equivalent  of  a  body  is  found  by  multiplying 
its  chemical  equivalent  by  the  electro-chemical  equivalent  of 
hydrogen =0.000 1 022. 

When  an  electric  current  passes  through  a  conductor,  the 
latter  becomes  more  or  less  heated.  According  to  Joule's  ex- 
periments, it  was  found  that  the  development  of  heat  in  the  con- 
eluctor  is  proportional  to  its  resistaucc;  and  further ^  that  it  is  pr(h 
portimal  to  the  square  of  the  strength  of  current. 

Hence  the  development  of  heat  will  be  the  greater  the  smaller 
the  cross-section  of  the  conductor  and  its  conducting  capacity 
are,  and  the  larger  the  quantity  of  current  which  passes  through 
it.  For  practical  purposes,  the  conclusion  derived  from  this  is 
the  necessity  of  choosing  conducting  wire  of  good  conducting 
capacity  and  of  sufficiently  large  diameter  to  prevent  the  devel- 
opment of  heat,  which  in  this  case  means  loss  of  current. 
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Consumption  of  power  in  electrolysis. — Without  a  desire  fur- 
ther to  enter  into  the  details  of  the  electro-chemical  theory,  it 
may  for  the  sake  of  completeness,  be  mentioned  that  the  force 
required  for  the  decomposition  of  an  electrolytic  solution  is  at  least 
equal  to  that  ivhich,  when  converted  into  heat,  corresponds  to  the 
heat  developed  by  the  separated  bodies  in  their  reunion  into  their 
original  combination. 

Electric  units, — ^The  electro-motive  force  required  for  the  de- 
composition  being  frequendy  given,  as  well  as  the  intensity 
which  the  current  must  possess  in  order  properly  to  coat  a  de- 
termined surface  of  article  with  the  electrolytically  separated 
metal,  the  electric  units  serving  for  electric  measures  will  be 
briefly  given : 

To  measure  the  physical  phenomena  of  the  current  it  is  nec- 
essary to  refer  to  mass,  Icn^^th,  and  duration  of  time,  and  the 
units  adopted  by  the  International  Congress  of  1881  are  as  fol- 
lows: — 

1.  Unit  of  length,  i  centimetre. 

2.  Unit  of  time,  i  second. 

3.  Unit  of  mass,  the  mass  of  one  gramme. 

The  term  fundamental  or  C.  G.  S.  (centimetre-gramme-sec- 
ond) units  has  been  applied  to  this  system. 

Force  or  power  (F) — Dyne. — Force  which  acting  upon  i 
gramme  for  a  second  generates  a  velocity  of  i  centimetre  per 
second. 

Work — Erg, — ^Amount  of  work  done  by  i  d3me  working 
through  I  centimetre  of  distance. 

Qitantity, — ^The  quantity  conveyed  by  unit  current  in  i 
second. 

Potential  or  electro-motive  forcej—The  difference  of  the  electric 
condition  between  two  conductors  or  two  points  of  a  conductor, 

when  the  transference  of  electricity  from  one  to  the  other  is 
proceeding  at  the  rate  of  I  erg  of  work  per  unit  of  electricity 
transferred. 

Resistance. — A  resistance  such  that  with  unit  of  difterence  of 
potential  between  the  ends  of  conductor,  I  unit  of  current  is 
conveyed  along  it. 
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Of  the  so-called  practical  units,  which  were  retained  by  the 
Congresses  and  Conferences  of  1881  and  1884,  there  are  five: 
the  0km,  voltt  amperitfaradt  and  coulomb. 

The  okm  is  the  practical  unit  of  resbtance.  It  is  equal  to  the 
resistance  of  a  column  of  mercury  i  metre  long  and  i  square 
millimetre  in  cross-sectional  area  at  C,  and  approximately 
'equal  to  the  resistance  of  48.5  metres  of  pure  copper  wire,  i 
millimetre  in  diameter,  at  O^C.  The  ohm  is  equal  to  10*  C.  G. 
S.  units. 

The  ampere  is  the  practical  unit  of  the  current-strength  (in- 
tensity) ;  it  is  equal  to  of  the  theoretical  C.  G.  S.  unit.  For 
practical  purposes  the  quantity  of  silver  precipitated  in  one 
second  is  taken  as  the  representative  value  of  an  ampere, 
0.00 1 1  188  gramme  of  silver  corresponding,  according  to  Kohl- 
rausch,  to  one  ampi'  re. 

The  voit  is  the  j)ractical  unit  of  the  electro-motive  force,  and 
is  equal  to  10*  C.  G.  S.  units.  It  is  approximately  equal  to  the 
electro-motive  force  of  a  single  Daniell's  cell. 

The  farad  is  the  practical  unit  of  capacity  equal  to  10'  C.  G. 
S.  units;  the  coulomb  is  the  unit  of  quantity,  1.  e,,  the  volume 
of  current  equal  to  that  of  i  ampere  passing  through  a  circuit 
for  one  second  of  time. 

A  current  of  i  ampere  at  the  pressure  of  i  volt  is  termed  a 
watt;  it  is  a  most  useful  unit  for  comparing  different  currents, 
and  is  really  the  product  of  volume  into  pressure. 

The  English  horse-power  (H.  P.)  is  taken  at  550  foot-pounds 
per  second,  and  is  thus  equivalent  to  raising  550  pounds 
through  one  foot,  or  one  pound  through  550  feet,  in  a  second. 
(The  French  If,  P,  is  542.48  foot-pounds  per  second.) 
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CHAPTER  III. 

GALVANIC  ELEMENTS— THERMO-PILES — MAGNETO-  AND 
DYNAMO-ELECTRIC  MACHINES. 

The  sources  of  current  used  for  electro-deposition  of  metals 
are  the  ^aivanic  eUments,  tkirmo-piles,  magneto-eUciric  machines, 
and  dynamo-electric  machines, 

A.  Galvanic  Elements. 

It  is  not  proposed  to  enter  into  a  detailed  description  of  all 
the  forms  of  galvanic  elements,  because  the  number  of  such 
constructions  is  very  large,  while  the  number  of  those  which 
have  been  successfully  and 'permanently  introduced  for  practical 
work  is  comparatively  small. 

The  original  form  of  the  galvanic  elements,  the  voltaic  pile, 
consisting  of  zinc  and  copper  plates  separated  from  one  another 
by  moist  pieces  of  cloth,  has  been  already  mentioned  on  p.  2, 
as  well  as  its  disadvantages,  which  led  to  the  construction  of  the 
so-called  trough  battery.  The  separate  elements  of  this  battery 
are  square  plates  of  copper  and  zinc,  soldered  together  and 
parallel,  fixed  into  water-tight  grooves  in  the  sides  of  a  wooden 
trough  so  as  to*constitute  water-tight  partitions,  which  are  filled 
with  acidulated  jwater.  The  layer  of  water  serves  here  as  a 
substitute  for  the  moist  pieces  of  cloth  in  the  voltaic  pile. 

In  other  constructions  the  fluid  is  in  diflferent  vessels,  each 
vessel  containing  a  zinc  and  a  copper  plate  which  do  not  touch 
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one  another  in  the  same  vessel,  the  coi)pcr  jjlalc  of  the  one 
vessel  being  connected  with  the  zinc  plate  of  the  next,  and  so  on. 

In  all  elements  with  one  fluid  as  an  excitant,  the  current  is 
quite  stronf;  at  first,  but  quicklv  decreases  for  the  following  rea- 
sons: First,  during  the  interruption  of  the  current,  a  change 
takes  place  in  the  fluid  by  the  local  action  in  the  element,  and 
then  with  a  closed  circuit  the  zinc  with  the  impurities  it  con- 
tains forms  small  voltaic  piles^  the  element  consequently  also 
performing  a  certain  chemical  work  during  the  interruption  of 
the  current.  As  mentioned  on  p.  29,  the  local  action  can  be 
reduced  to  a  minimum  by  amalgamating  the  zinc.  Such 
amalgamation  is  also  a  protection  against  the  above-mentioned 
chemical  work  of  the  element,  the  bubbles  of  hydrogen  adher- 
ing so  firmly  to  the  amalgamated  homogeneous  surface  as  to 
form  a  laytt  of  gas  around  the  zinc  surface,  which  prevents  its 
contact  with  the  fluid. 

Amalgamation  may  be  effected  in  various  ways.  The  zinc  is 
either  scoured  with  coarse  sand  moistened  with  dilute  sulphuric 
or  hydrochloric  acid,  or  pickled  in  a  vessel  containing  either  of 
the  dilute  acids.  The  mercury  may  be  either  mixed  with 
moist  sand  and  a  few  drops  of  dilute  sulphuric  acid,  and  the 
zinc  be  amalgamated  by  applying  the  mixture  by  means  of  a 
wisp  of  straw  or  a  piece  of  cloth ;  or  the  mercury  may  be  ap- 
plied by  itself  by  means  of  a  steel  wire  brush,  the  brush  being 
dipped  in  the  mercury,  and  what  adheres  quickly  divided  upon 
the  zinc  by  brushing  until  the  entire  surface  acquires  a  mirror- 
like appearance.  The  most  convenient  mode  of  amalgamation 
is  to  dip  the  zinc  in  a  suitable  solution  of  a  mercury  salt  and 
rub  with  a  woollen  rag.  A  suitable  solution  is  prepared  by  dis- 
solving 10  parts  by  weight  of  mercurous  nitrate  in  100  parts  of 
warm  water,  to  which  pure  nitric  acid  is  added  until  the  milky 
turbidity  disappears.  Another  solution,  which  is  also  highly 
recommended,  is  obtained  by  dissolving  i  o  parts  by  weight  of 
mercuric  chloride  (corrosive  sublimate)  in  12  parts  of  hydro- 
chloric acid  and  100  of  water.  In  order  to  preserve  as  much 
as  possible  the  coating  of  mercury  upon  the  zinc,  sulphuric 
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acid  saturated  with  neutral  mercuric  sulphate  is  used  for  the  ele- 
ments ;  for  which  purpose  frequently  shake  the  concentrated  sul- 
phuric acid  (before  diluting  urith  water)  with  the  mercuiy  salt 

Bouant  recommends  instead  of  the  addition  of  mercuric  sul- 
phate, to  compound  the  dilute  sulphuric  acid  with  2  per  cent, 
of  a  solution  obtained  as  follows:  Boil  a  solution  of  s}4  ozs.  of 
nitrate  of  mercury  in  i  quart  of  water,  with  an  excess  of  a  mix- 
ture of  equal  parts  of  mercuric  sulphate  and  mercuric  chloride, 
and,  after  cooling,  filter  and  use  the  clear  solution. 

The  third  reason  for  the  decrease  of  the  current-strength  in 
elements  with  one  fluid  is  polari::.atio)i .  Ry  polarization  is  un- 
derstood the  appearance  in  the  element  of  a  second  current 
which,  being  opposite  to  that  produced  by  the  element,  weak- 
ens the  action  of  the  latter.  The  cause  of  galvanic  polarization 
is  found  in  the  fact  that  the  negative  pole-plate  becomes  coated 
with  a  layer  of  hydrogen,  whereby  according  to  Clausius's  the- 
ory (p.  26)  the  attraction  of  the  anodes  for  the  ions  is  essenti- 
ally weakened,  while,  according  to  another  theory,  the  electro- 
negative plate,  by  contact  with  the  layer  of  gas,  becomes  elec- 
tro-positive towards  the  other,  which  is  coated  with  bubbles  of 
oxygen. 

Polarization  can  only  be  entirely  avoided  in  elements  the  neg- 
ative pole-plate  of  which  dips  into  a  fluid  which  oxidizes  the 
hydrogen  to  water,  as  is  the  case  in  the  so-called  constant  ele- 
ments with  two  fluids,  as  will  be  seen  later  on. 

Proceeding  from  the  conviction  that  rough  surfaces  allow  the 
bubbles  of  hydrogen  to  pass  off  much  more  freely  than  smooth 
surfaces,  Smee  constructed  the  i  lcment  named  after  him.  It 
consists  of  a  zinc  plate  and  a  j^latini/ed  silv  er  plate  dipping  into 
dilute  acid.  It  may  be  formed  of  two  zinc  plates  mounted  with 
the  platinized  silver  between  them  in  a  wooden  frame,  which 
being  a  very  feeble  conductor  may  carry  away  a  minute  fraction 
of  the  current,  but  serves  to  hold  the  metals  in  position,  so  that 
quite  a  thin  sheet  of  silver  may  be  employed  without  fear  of  its 
bending  out  of  shape  and  making  a  short  circuit.  The  platin- 
izing is  effected  by  hanging  the  silver  plates  in  a  vessel  filled 
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with  acidulated  water,  adding  some  chloride  of  platinum,  and 
placing  the  vessel  in  a  porous  clay  cell  filled  with  acidulated 
water  and  containing  a  piece  of  zinc,  the  latter  being  connected 
with  the  silver  plates  by  copper  wire.  The  platinizinf,'  obtained 
in  this  manner  is  a  black  powder  which  roughens  the  surfaces, 
in  consequence  of  which  the  bubbles  of  hydrogen  become  read- 
ily detached  and  the  polarization  is  less  than  with  silver  plates 
not  platinized.  The  use.  of  electrolytically  prepared  copper 
plates,  which  are  first  strongly  silvered  and  then  platinized,  is 
still  more  advantageous  on  account  of  their  greater  roughness. 
To  increase  the  constancy  of  the  element,  it  is  advisable  to  add 
some  chloride  of  platinum  to  the  dilute  acid  of  the  element. 
The  electro-motive  force  of  the  Smee  element  is  about  0.48 
volt. 

As  previously  mentioned,  polarization  can  be  entirely  avoided 
only  by  allowing  the  electro-negative  pole  plate  to  dip  in  a  fluid 
which,  by  combustion,  reduces  the  hydrogen  evolved  to  watbr, 

or,  in  other  words,  which  immediately  oxidizes  the  hydrogen  to 
water.    From  this  conviction  originated  the  so-called  constant 
elements  with  two  fluids,  the  first  of  these 
elements  being,   in  1829,  constructed  by  Re.  7. 

Becqucrcl.  which,  in  1836,  was  succeeded 
by  the  far  more  effective  one  of  Daniell. 

As  most  generally  used,  DanieU's  element 
(Fig.  7)  consists  of  a  glass  vessel,  a  copper 
cylinder,  a  porous  clay  cell,  and  a  rod  of 
zinc  suspended  in  the  latter.  The  glass 
vessel  is  filled  with  concentrated  solution 
and  a  small  piece  of  blue  vitriol,  and  the 
porous  clay  cell  with  dilute  sulphuric  acid. 
The  oxygen  evolved  on  the  electro-positive  zinc  oxidizes  the 
latter,  sulphate  of  zinc  being  formed,  while  the  hydrogen  sep- 
arating on  the  electro-negative  copper  reduces  from  the  blue 
vitriol  solution  a  quantity  of  copper  equivalent  to  it,  which  sep- 
arates upon  the  electro- negative  plate.  However,  after  a  com- 
paratively short  time  of  working,  the  dilute  sulphuric  acid  is 
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consumed  lor  the  formation  of  sulphate  of  zinc,  the  electro- 
motive force  becoming  very  weak.  The  necessity  of  frequently 
renewring  the  dilute  sulphuric  acid  is  an  inconvenience  whfch 
the  Daniell  elements  show  more  than  any  others.  Furthermore, 
by  the  action  of  osmose,  blue  vitriol  solution  gets  into  the  por- 
ous cell,  where  it  is  decomposed  by  coming  in  contact  with  the 
zinc,  the  copper  being  separated  upon  the  latter,  whereby  the 
effect  is  destroyed  or  at  least  very  much  weakened.  The  electro- 
motive force  of  the  Daniell  element  is  about  I  volt. 

The  Mcidiiigcr  elcniott  may  be  considered  a  modified  Daniell 
element.  Like  the  Callaud  element,  it  has  no  porous  division, 
the  mixture  of  the  two  fluids  being  prevented  by  their  different 
specific  gravities.  The  shape  of  the  Meidinger  element,  as 
most  generally  used,  is  shown  in  P  ig.  8. 

Upon  the  bottom  of  a  glass  vessel, 


blue  vitriol  is  formed  which  flows  into  the  glass  c\'linder  A'.  If 
the  circuit  is  not  closed,  the  concentrated  copper  solution  re- 
mains quietly  standing  in  A',  its  greater  specific  gravity  pre- 
venting it  from  rising  higher  and  reaching  the  zinc.  If,  how- 
ever, the  circuit  be  closed,  zinc  is  dissolved,  while  metallic 
copper  is  separated  from  the  blue  vitriol  solution,  and  concen- 
trated solution  flows  from  the  balloon  C  to  the  same  extent  as 
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provided  at  b  with  a  shoulder,  stands  a 
small  glass  cylinder.  A',  which  contains 
the  electro^negative  copper  cylinder  D; 
from  the  latter  a  conducting  wire  leads 
to  the  exterior.  Upon  the  shoulder,  at 
rests  the  zinc  cylinder  Z,  which  is  also 
provided  with  a  conducting  wire  leading 
to  the  exterior.  The  balloon  C  closes 
the  vessel  by  being  placed  upon  it  The 
balloon  is  filled  with  pieces  of  blue 
vitriol  and  Epsom  salt  solution ;  the  en- 
tire element  is  also  filled  with  Epsom  salt 
solution  (i  part  Epsom  salt  to  5  water). 
In  the  balloon  C  concentrated  solution  of 
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the  blue  vitriol  solution  in  D  becomes  dilute  by  the  separation 
of  copper.  Hence  the  action  of  the  element  remains  constant 
for  quite  a  long  time,  and  of  all  the  modified  forms  of  Daniell's 
element  consumes  the  least  blue  vitriol  for  a  determined 
quantity  of  current.  However,  in  consequence  of  its  great  in- 
ternal resistance  (9.90  ohms)  its  current-strength  is  small.  The 
electro-motive  force  of  the  Mcidinger  element  is  0.95  volt. 

Grove,  in  1 839,  substituted  platinum  for  copper  ;  the  platinum 
dips  in  concentrated  nitric  acid,  while  the  zinc  c\'lindcr  stands  in 
dilute  sulphuric  acid.  The  hydrogen  liberated  on  the  platinum 
is  oxidized  to  water  by  the  nitric  acid,  hyponitrous  acid 
escaping  in  the  form  of  gas.  The  electro-motive  force  of  the 
Grove  element  is  at  first  double  that  of  the  Daniell  element,  but 
it  soon  abates  on  account  of  the  dilution  of  the  nitric  acid  by 
water.  To  prevent  this  weakening,  concentrated  sulphuric 
acid,  which  absorbs  the  ii-ater  formed  by  the  oxidation  of  the 
hydrogen,  may  be  added  to  the  nitric  aeid.  Though  the  resist- 
ance of  the  Grove  element  is  small  (0.70  to  0.75  ohm),  and  its 
electro*motive  force  1.70  to  1.90  volts,  according  to  the  con- 
centration of  the  solutions,  it  is  but  seldom  used  on  account  of 
its  costliness. 

Bunsen,  in  1841,  replaced  the  expensive  platinum  by  prisms 
cut  from  gas-carbon,  which  is  still  less  electro-negative  than 
platinum,  and  very  hard  and  solid,  so  that  it  perfccllv  roists 
the  action  of  the  nitric  acid.  In  place  of  the  gas- carbon  an 
artificial  carbon  may  be  prepared  l)y  kneading  a  mixture  of 
pulverized  coal  and  coke  with  su^ar  >(»lution  or  syrup,  bringing 
the  mass  under  pressure  into  suitable  iron  moulds  and  glowing 
it  with  the  exclusion  of  air.  After  cooling,  the  carbon  is  again 
saturated  with  sugar  solution  (others  use  tar,  or  a  mixture  of 
tar  and  glycerine)  and  again  glowed  with  the  exclusion  of  air, 
these  operations  being,  if  necessary,  repeated  once  more,  es" 
pecially  when  great  demands  are  made  on  the  electro-motive 
force  and  solidity  of  the  artificial  carbons. 

Figs.  9,  10,  and  1 1  show  the  three  forms  of  Bunsen's  elements 
most  generally  used. 
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Fig.  9,  which  is  the  most  convenient  and  practical  form,  con- 
sists of  an  outer  vessel  of  glass.  In  this  is  placed  a  cylinder  of 
zinc  in  which  stands  a  porous  clay  cell,  and  in  the  latter  the 
prism  of  gas-carbon.  This  substance  is  the  graphite  of  the  gas 
retorts.  It  is  not  coke.  It  is  easily  procurable  in  lump  at  a 
small  price»  but  costs  much  more  when  cut  into  plates,  as 
its  working,  when  the  material  is  good,  is  exceedingly  diffi- 
cult. It  is  generally  cut  with  a  thiiv  strip  of  iron  and  watered 
silver-sand.  Blocks  for  Bunsen  cells  cost  less  because  they  are 
more  easily  produced.  Rods  for  Bunsen  cells  should  be  a  few 
inches  longer  than  the  pots  to  protect  the  top  contact  from  the 
acid.  A  good  carbon  is  of  a  clear  gray  appearance,  has  a  finely 
granulated  surface,  and  is  very  hard.  A  band  of  copper  is  sol- 
dered or  secured  by  means  of  a  binding-screw  to  the  zinc  cyl- 
inder while  the  prism  of  gas-carbon  carries  the  binding-screw 
(armature),  as  seen  in  Fig.  9,  in  the  upper  part  of  which  acop- 


Fiu.  9.  Fic.  la  Fig.  ii. 


per  sheet  or  wire  is  fixed  for  the  transmission  of  the  current. 
The  outer  vessel  is  filled  with  dilute  sulphuric  acid  ( i  part  by 
weight  of  sulpliuric  acid  of  66*^  Be. — free  from  arsenic — and  15 
parts  by  weight  of  water),  and  the  porous  cell  with  concentrated 
nitric  acid  of  at  least  36°  Be.,  or  still  better  40^  Be.,  care  being 
had  that  both  fluids  have  the  same  level. 

In  Fig.  10  the  cylinder  of  artificial  carbon  is  in  the  glass  ves- 
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sel,  while  the  zinc,  which,  in  order  to  increase  its  surface, .has  a 
star-like  cross-section,  is  placed  in  the  porous  clay  cell.  In  this 
case  the  outer  vessel  is  filled  with  concentrated  nitric  acid,  and 
the  clay  cell  with  dilute  sulphuric  acid. 

The  form  of  the  Bunsen  clement  shown  in  Fig.  9  is  more 
advantageous,  because  its  effective  zinc  surface  can  be  kept 
larger.  Fig.  1 1  shows  a  plate  element  such  as  is  chiefly  used 
for  bichromate  batteries. 


Fig.  12. 


Fig.  12  shows  an  improved  Bunsen  cell  of  great  power  for 
nickel  and  electro-plating,  electro-motors,  etc.  It  has  an  electric- 
motive  force  of  1.8  volts.  When  the  absence  of  power  prevents 
the  use  of  a  dynamo,  a  battery  of  these  cells  is  very  suitable  for 
nickel-plating.  It  is  an  easy  battery  to  set  up  and  keep  in 
working  order.  The  batteries  are  set  up  by  well  amalgamating, 
inside  and  outside  the  zinc,  and  placing  it  in  the  jar.  Inside 
the  zinc  place  the  porous  cup.  and  within  the  porous  cup  the 
carbon,  and  then  pour  nitric  acid  in  the  porous  cup.  In  the 
outer  jar  pour  a  mixture  of  i  part  sulphuric  acid  to  12  of  water 
(previously  mixed  and  allowed  to  cool).  This  acid  mixture 
should  cover  the  zinc  or  be  on  a  level  with  the  liquid  in  the 
porous  cup.    When  the  liquid  in  the  outer  jar  becomes  milky. 
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withdraw  it  with  a  syringe  or  siphon,  and  refill,  adding  occa- 
sionally small  quantities  of  nitric  acid  to  the  porous  cup,  and 
keeping  the  zinc  thoroughly  amalgamated  by  one  of  the  methods 
giv^n  on  page  33.  A  very  good  plan  of  amalgamating  zinc  is 
as  follows :  Dip  in  lye  to  remove  grease,  rinse,  then  dip  in  the 
dilute  acid  in  the  glass  jar,  and  then  brush  over  with  about  2 
ozs.  of  mercury  contained  in  a  little  flannel  bag. 

EUctropoion  may  be  substituted  for  the  nitric  acid  in  the  por- 
ous cup.  This  battery  liquid  consists  of  i  lb.  of  bichromate  of 
potash  dissolved  in  10  lbs.  of  water,  to  which  2%  lbs.  of  com- 
mercial sulphuric  acid  have  been  gradually  added. 

The  Bunsen  elements  are  much  used  for  electro- deposition, 
since  they  possess  a  high  electro* motive  force  (1.88  volts)  and, 
on  account  of  slight  resistance  (0.25  ohm),  develop  consider- 
able current- strength.  Like  the  Grove  elements,  they  have  the 
inconvenience  of  e\  olving  vapors  of  hyponitrous  acid,  which 
arc  not  only  injurious  to  health,  but  also  attack  the  metallic 
articles  in  the  workshop.  Wherever  possible  they  should  be 
placed  in  a  box  at  such  a  height  that  they  may  be  readily 
manipulated.  This  box  should  have  means  of  ventilation  in 
such  a  way  that  the  air  coming  in  at  the  lower  part  will  escape 
at  the  top  through  a  flue,  and  carry  away  with  it  the  acid  fumes 
disengaged.  It  is  still  better  to  keep  the  elements  in  a  room 
separate  from  that  where  the  baths  and  metals  are  to  be  ope- 
rated upon.  Furthermore,  as  the  nitric  acid  becomes  diluted  by 
the  oxidation  of  the  hydrogen,  and  the  sulphuric  acid  is  con- 
sumed in  the  formation  of  sulphate  of  fine,  the  acids  have  to  be 
frequently  renewed. 

To  avoid  the  acid  vapors,  as  well  as  to  render  the  elements 
more  constant,  A.  Dupre  has  proposed  the  use  of  a  30  per  cent, 
solution  of  bisulphate  of  potash  in  water  in  place  of  the  dilute 
sulphuric  acid,  and  a  mixture  of  water  600  parts,  concentrated 
sulphuric  acid  400,  sodium  nitrate  300,  and  bichromate  of 
potash  6c,  in  place  of  the  nitric  acid. 

The  following  methotl  can  be  recommended :  The  outer 
vessel  which  contains  the  zinc  cylinder  is  lilled  with  a  mode- 
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rately  concentrated  (about  30  per  cent)  solution  of  bisulphate 
of  potash  or  soda,  and  the  clay  cell  with  solution  of  chromic 
acid — I  part  chromic  acid  to  5  parts  water.  As  soon  as  the 
electro-motive  force  of  the  element  abates,  it  is  strengthened  by 
the  addition  of  a  few  spoonfuk  of  pulverized  chromic  acid  to 
the  chromic  acid  solution.  It  is  better  to  use  the  chromic  acid 
in  the  form  of  powder,  which  is  especially  prepared  for  this 
purpose,  than  a  chromic  acid  solution  produced  by  mixing  solu- 
tion of  bichromate  uf  potash  with  sulphuric  acid,  tlie  tendency 
of  such  a  solution  to  form  crystals  exerting  a  disturbing  effect. 

The  chromic  acid  solution  loses  effect  in  a  comparatively 
short  time,  the  electro-motive  force  decreasing  in  a  few  hours, 
and  chromic  acid  must  he  added,  or  the  cell  refilled. 

Another  soluble  chromium  combination  which  depolarizes 
with  rapidity  and  maintains  the  constancy  of  the  elements  for 
a  much  longer  time,is  obtained  by  treating  pulverized  chrome- 
ironstone  with  concentrated  sulphuric  acid  and  careful  dilution 
with  water.  With  a  single  filling  of  this  solution  the  battery 
could  be  kept  working  for  six  days  from  morning  to  evening 
without  refilling  being  required.  During  the  night  the  battery 
remained  filled,  but  inactive.  The  electro-motive  force  of  an 
element  filled  with  the  chromium  solution  is  to  be  sure  some- 
what less  than  when  nitric  or  chromic  acid  is  used,  it  amount- 
ing to  1.5  volts,  but  on  account  of  the  great  constancy  and 
consequent  cheapness  of  the  filling,  the  fact  that  an  additional 
element  has  to  be  added  for  a  bath  requiring  a  greater  tension 
than  3  volts  for  decomposition  need  not  be  taken  into  con- 
sideration. 

In  using  nitric  aciti  it  is  also  advantaL,eous  to  pour  a  0.39  to 
0.78  inch  thick  layer  of  oil  upon  the  acid,  to  decrease  the 
vapors. 

The  binding  screws  which  etTcct  the  metallic  contacts  must 
of  course  be  frequently  inspected  and  cleaned,  which  is  best 
done  by  means  of  a  l^ile  or  emery  paper.  It  is  advisable  to 
place  a  piece  of  sheet  platinum  between  the  binding  surface  of 
the  carbon  armature  and  the  carbon  in  order  to  prevent  the 
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acid  rising  through  the  capillarity  of  the  carbon  from  acting 
directly  upon  the  armature  (generally  brass  or  copper).  To 
prevent  the  acid  from  rising,  the  upper  portions  of  the  carbons 
may  be  impregnated  with  parafiine.  For  this  purpose  the  car- 
bons are  placed  |  to  i  inch  deep  in  melted  parafiine  and  allowed 
to  remain  10  minutes.  On  the  sides  where  the  armature  comes 
in  contact  with  the  carbon,  an  excess  of  parafiine  is  removed  by 
scraping  with  a  knife-blade  or  rasp. 

Mani^aHoH  of  Bunsen  elements. — ^Before  using  tlie  elements 
the  zinc  cylinders  should  l>e  very  carefully  amalgamated  accord- 
ing to  one  of  the  methods  given  on  p.  33.  The  nitric  acid  need 
not  be  pure,  the  crude  commercial  acid  sufficing,  but  it  should 
be  as  concentrated  as  possible  and  show  at  least  36°  Be.  For 
the  prisms  it  is  best  to  take  carbon  produced  in  gas-houses 
using  coal  without  the  addition  of  brown  coal,  the  electro- 
motive force  of  the  latter  being  less.  If  artificial  carbon  is  em- 
ployed, it  should  be  examined  as  to  its  suitability,  the  non- 
success  of  the  plating  process  being  frequently  attributed  to  the 
composition  of  the  bath,  when  in  fact  it  is  due  to  the  defective 
carbons  of  the  elements.  In  order  to  avoid  an  unnecessary 
consumption  of  zinc  and  acid,  the  elements  are  taken  apart 
when  not  in  use,  for  instance,  over  night.  Detach  the  brass 
armature  of  the  carbon  prism  and  lay  it  in  water  to  which  some 
chalk  has  been  added ;  lift  the  carbon  from  the  clay  cylinder 
and  place  it  in  a  porcelain  dish  or  earthenware  pot ;  empty  the 
nitric  acid  of  the  clay  cell  into  a  bottle  provided  with  a  glass 
stopper ;  place  the  clay  cell  in  a  vessel  of  water,  and  finally 
take  the  zinc  cylinder  from  the  dilute  sulphuric  acid  and  place 
it  upon  two  sticks  of  wood  laid  across  the  glass  vessel  to  drain 
ofT.  In  putting  the  elements  together  the  reverse  order  is  fol- 
lowed, the  zinc  being  first  placed  in  the  glass  vessel  and  then 
the  carbon  in  the  porous  clay  cell.  The  latter  is  then  filled 
about  three-quarters  full  with  used  nitric  acid,  and  fresh  acid  is 
added  until  the  fluid  in  the  clay  vessel  stands  at  a  level  with 
that  in  the  outer  vessel.  The  cleansed  brass  armature  is  then 
screwed  upon  the  carbon  prism.    Finally,  add  to  the  dilute 
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sulphuric  acid  in  the  outer  vessel  a  small  quantity  of  concen- 
trated sulphuric  acid  saturated  with  mercury  salt. 

It  is  advisable  to  have  at  least  a  duplicate  set  of  porous  clay 
cells,  and  in  putting  the  elements  together  to  use  only  cells 
which  have  been  thoroughly  soaked  in  water.  The  reason  for 
this  is  as  follows :  The  nitric  acid  fills  the  pores  of  the  cell,  and, 
finally  reaching  the  zinc  of  the  outer  vessel,  causes  strong  local 
action  and  a  correspondingly  rapid  destruction  of  the  zinc.  It 
is,  therefore,  best  to  change  the  clay  cells  every  day,  allowing 
those  which  have  been  in  use  to  lie  in  water  the  next  day  with 
frequent  renewal  of  the  water.  For  the  same  reason  the  nitric 
acid  in  the  clay  cell,  should  not  be  at  a  higher  level  than  the 
sulphuric  acid,  in  the  outer  .vessel. 

When  the  Bunsen  elements  are'in  steady  use  from  morning 
till  night,  the  acids  will  have  to  be 
entirely  renewed  every  third  or 
fourth  day.  The  solution  of  sul- 
phate of  zinc  in  the  outer  vessel  is 
thrown  away,  while  the  acid  of  the 
clay  cells  may  be  mixed  with  an 
equal  volume  of  concentrated  sul- 
phuric acid,  and  this  mi.xturc  can 
be  used  as  a  preliminary  pickle  for 
brass  and  other  copper  alloys. 

Footers  pituiacle  gravity  battery. 
Gravity  batteries  are  especially 
suited  for  continuous  work  at  a  low 
rate,  the  operating  cost  being  as 
low  as,  if  not  lower  than,  any  other 
type  of  battery.  Four  of  these  cells 
in  series  will  charge  a  small  storage 
battery.  The  type  of  gravity  shown  in  Fig.  13  is  one  of  the 
best  in  the  market. 

The  battery  is  set  up  by  placing  the  copper  cross  and  zinc 
in  position.  Pour  clean  water  into  the  jar  until  within  two 
inches  of  the  top,  then  drop  in  blue  vitriol  (sulphate  of  copper) 
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in  small  lumps.  The  battery  may  be  made  immediately  avail- 
able by  adding  4  ozs.  of  pulverized  sulphate  of  zinc.  When  the 
hydrometer  reads  less  than  15**  Be.,  there  is  not  enough  zinc 
sulphate  in  solution ;  when  over  30**  Be.,  there  is  too  much. 

Oppermann*s  element  is  in  the  main  a  Bunsen  element,  but  is 

distinguished  from  the  latter  by  nitric  acid  containing  molybdic 
acid  being  used  as  depolarizing  fluid  instead  of  j)urc  nitric  acid. 
It  is  also  provided  with  a  hollow  porcelain  body  upon  the  clay 


FlG.  14. 


cell.  This  porcehirn  body  is  idled  with  a  solution  of  potas^^ium 
pcrmanj^anatc.  wiuTcb)'  the  escajjing  vapors  arc  most!}*  ren- 
dered innocuous.  Furthermore,  the  element  when  at  rest  con- 
sumes no  material.  To  avoid  the  inconvenience  of  emptying 
the  elements,  Oppermann  has  provided  his  battery  jars,  close 
above  the  bottoms,  with  two  tubulures  opposite  to  one  another. 
This  arrangement  allows  of  all  the  jars  of  a  battery  being  con- 
nected with  one  another,  as  shown  in  Fig.  14.  The  first  jar  of 
the  battery  is  connected  by  means  of  a  rubber  tube  of  suitable 
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length  with  a  large  tubulated  supply-jar,  while  one  of  the 
tubulures  of  the  last  jar  is  provided  with  a  massive  rubber 
stopper.  The  supply-jar  contains  the  exciting  fluid  for  the  ex* 
terior  cells. 

The  clay  cell  of  the  Oppermann  element  is  closed  by  a 
hollow  porcelain  lid.  The  latter  contains  a  fluid  capable  of 
absorbing  or  decomposing  the  vapors  evolved  by  the  decompo- 
sition of  the  depolarizing  fluid  containing  nitric  acid.    In  the 

centre  of  the  porcelain  lid  is  a  square  hole  in  which  the  carbon 
prism  is  secured.  The  fluid  in  the  lid  consists  of  a  solution  of 
potassium  permanganate  acidulated  with  a  small  (]uantity  of 
sulphuric  acid.  The  solution  is  prepared  as  follows:  Dissolve 
I  part  by  weight  of  pure  potassium  {)ermanganatc  in  20  |.>arts 
by  weight  of  distilled  water,  and  add  to  the  solution  about  I 
part  by  weight  of  dilute  sulphuric  acid.  The  vapors  of  hypo- 
nitrous  acid  are  absorbed  with  avidity  by  this  solution,  and 
oxidized  partly  to  nitrous  acid  and  partly  to  nitric  acid.  Both 
of  these  acids  combine  with  the  potassium  or  the  manganous 
oxide,  and  the  potassium  permanganate  solution,  which  exhibits 
at  first  a  deep  violet  color,  is  finally  completely  decolorized. 
When  this  is  the  case,  which  will  be  in  about  3  or  4  hours,  the 
solution  has  to  be  renewed.  This  is  done  in  the  simplest 
manner  by  introducing  about  5  ccm.  of  the  solution  into  the  lid 
by  means  of  a  pipette,  whereby  the  solution  consumed  is  forced 
from  the  lid,  passes  into  the  clay  cell  and  enriches  the  depolar- 
izing fluid  by  the  addition  of  fresh  nitric  or  nitrous  acid. 

The  arrangement  of  the  elements  and  their  combination  to  a 
battery  is  effected  as  follows :  The  battery  jars  are  placed  as 
indicated  in  the  illustration  and  connected  uith  one  another  by 
means  of  rubber  stoppers,  glass  tubes  bent  at  a  right  angle  and 
short  pieces  of  rubber  hose.  It  is  advisable  first  to  dip  the 
rubber  stoppers  in  water,  then  to  press  them  hrmly  into  the 
tubulures  and  tinally  to  insert  the  glass  tubes  also  previously 
moistened  with  water.  For  the  sake  of  security  the  rubber 
stoppers  are  fastened  to  the  tubulus  with  cord  or  wire.  One 
tubulus  each  of  the  two  end  jars,  however,  remains  free.  The 
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free  tubulus  of  the  last  jar  is  tightly  closed  with  a  massive 
rubber  stopper,  while  that  of  the  first  jar  is  provided  with  a  per- 
forated stopper  and  a  glass  tube,  and  is  connected  with  the 
supply-jar  by  means  of  a  rubber  hose  of  suitable  length. 

In  the  battery-jars  thus  connected  the  zinc  cylinders  are  first 
placed,  and  next  in  the  latter  the  clay  cells,  and  finally  in  the 
clay  cells  the  carbon  prisms.  The  clay  cells  are  then  filled 
with  the  depolarizing  fluid.  The  porcelain  lids  are  next  placed 
upon  the  carbon  prisms  and  the  brass  binding-screws  secured 
to  the  prisms.  The  size  of  the  porcelain  lids  must  be  such  that 
they  reach  into  the  clay  cells  and  arc  about  even  with  the  upper 
edge  of  the  latter.  The  holes  on  the  upper  side  of  the  porce- 
lain lids  remain  open.  For  filling  the  lids  with  potassiimi  per- 
manganate solution  a  pipette  is  used.  At  5  ccm.  the  pipette  is 
provided  with  a  mark  and  it  is  filled  up  to  that  point  by  dipping 
it  in  the  fluid  or  by  suction.  The  upper  opening  is  then  closed 
with  the  index  finger  of  the  right  hand  and  the  point  of  the 
pipette  introduced  into  the  hole  of  the  lid.  By  now  removing 
the  finger  the  contents  of  the  pipette  run  into  the  lid. 

For  filling  the  outer  cells  it  is  best  to  use  a  concentrated  solu- 
tion of  common  salt,  which  is  prepared  by  dissolving  35  parts 
by  weight  of  common  salt  in  100  parts  by  weight  of  water. 
Should  the  solution  be  very  turbid,  it  has  to  be  filtered.  This 
is  also  necessary  in  case  the  solution,  while  in  use,  deposits  a 
muddy  sediment.  In  place  of  common  salt  solution,  a  concen- 
trated sal  ammoniac  solution  may  be  used.  It  is  prepared  by 
dissolving  25  parts  by  weight  of  sal  ammoniac  in  75  parts 
by  weight  of  water.  Dilute  sulphuric  acid  ( i  part  by  weight  of 
pure  sulphuric  acid  in  30  parts  by  weight  of  water),  with  an 
addition  of  a  small  quantity  of  neutral  sulphate  01  mercury,  is 
also  suitable  as  an  excitin<^  fluid.  Common  salt  solution,  how- 
ever, deserves  preference  ;  ami  its  action  can  be  strengthened 
by  the  addition  of  a  ver\'  small  quantity  of  dilute  sulpluiric  acid. 
The  exciting  fluid  is  brought  into  the  supply-jar.  Tlie  ordinary 
element  is  7.«S7  inches  in  height  and,  when  this  size  is  used, 
the  supply-jar  must  have  a  capacity  oi  at  least  as  many  quarts 
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as  there  are  elements  in  the  battery.  To  fill  the  jars  the 
supply-jar  is  placed  at  a  higher  level  and  the  cock  opened. 
The  solution  then  runs  into  all  the  t>attery>jars  connected  with 
one  another.  After  connecting  the  copper  band  of  the  zinc 
cylinder  witii  the  binding-screw  of  the  carbon  of  the  next  ele- 
ment, the  battery  is  ready  for  use.  To  connect  the  end  poles 
of  the  battery  with  the  respective  apparatus,  quite  stout  copper 
wire  thoroughly  insulated  should  be  used.  The  wire  should  be 
at  0.079  inch  in  diameter,  and  be  as  short  as  possible. 

When  work  willi  the  battery  is  to  be  interrupted,  the  supply- 
jar  is  placed  at  a  lower  level  and  the  cock  opened.  The  ex- 
citing; fluid  then  escapes  from  the  outer  cells  of  the  elements 
and  the  development  of  current  ceases.  While  the  battery  is 
not  in  use,  a  small  portion  of  the  depolarizing  fluid  oozes 
through  the  clay  cells  and  collects  upon  the  bottom  of  the  bat- 
ter\  -jars.  This  fluid  must  be  removed  before  the  battery  is 
again  put  in  operation.  For  this  purpose  the  glass  tubes  bent 
at  a  right  angle  inserted  in  the  tubulures  of  the  jars  are  turned 
so  that  one  leg  points  upwards.  The  rubber  hoses  are  then 
withdrawn,  the  bent  glass  tubes  turned  downward  and  the  jars 
emptied  by  tilting  them.  For  filling  the  clay  cells  with  fresh 
depolarizing  fluid,  a  glass  funnel  with  glass  cock  and  long 
discharge  tube  is  used,  whereby  it  is,  however,  necessary  to 
slightly  lift  the  porcelain  lid  in  order  to  reach  the  interior  of 
the  clay  cell.  The  clay  cells  require  emptying  entirely  only 
when  the  battery  is  not  to  be  used  for  some  time  or  when  it  is 
to  be  cleaned,  which  has  to  be  done  once  in  a  while.  When 
the  exciting  fluid  in  the  outer  cells  has  become  ineflective,  it 
has  to  be  replaced  by  a  fresh  supply.  How  often  the  battery 
has  to  be  cleansed  and  how  often  the  exciting  fluid  has  to  be 
renewed,  depends  of  course  on  the  length  oi  time  the  battery 
is  in  use. 

The  efficacy  of  the  battery  can  be  still  further  increased  by 
keeping  the  exciting  fluid  in  the  exterior  cells  in  constant 
circulation,  which  is  effected  by  the  following  arrangement: 
Each  of  the  two  end  cells  of  the  battery  is  connected  with  a 
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supply-jar  of  suitable  capacity  and  the  full  jar  of  the  two 
supply-jars  is  placed  at  a  higher,  and  the  empty  jar  at  a  lower, 
level.  By  means  of  a  screw-clip  the  discharge  and  influx  of 
the  fluid  are  so  regulated  that  the  latter  always  stands  at  the 
same  level.  When  the  upper  jar  is  empty,  the  position  of  the 
jars  is  reversed.  By  now  placing  the  two  supply-jars  in  a  tub 
containing  ice  and  thus  constantly  cooling  the  circulating  ex- 
citing fluid,  the  heating  of  the  elements  which  otherwise  con- 
stantly takes  place  is  avoided,  and  the  battery  can  be  kept 
Nvorkingfor  a  longer  time  witlioul  interruption. 

The  ordinary  Oppcrmann  clement,  7.87  inches  high,  has  a 
tension  of  1.85  to  nearly  2  volts.  The  current  strength  meas- 
ured on  the  open  element  by  means  of  the  spiral  ammeter  is 
I  5  to  20  amperes.  The  quantity  of  oxyhydrogen  gas  evolved, 
measured  by  the  voltmeter,  amounts  to  about  20  com.  per 
minute. 

Thus  far  we  have  followed  the  statements  of  the  inventor 
himself.  The  element  has  not  yet  been  thoroughly  tested  in 
practice,  and  while  it  must  be  admitted  that  nitric  acid  con- 
taining molybdic  acid  exerts  greater  depolarizing  action  than 
either  nitric  or  chromic  acid  by  itself,  it  would  seem  to  us  that 
cleansing  the  glass-jars  of  the  depolarizing  fluid  oozing  through 
is  nearly  as  laborious,  and  consumes  as  much  time,  as  empty- 
ing the  ordinary  Bunsen  elements. 

The  Leclanche  element  (zinc  and  carbon  in  sal  ammoniac 
solution  with  manganese  peroxide  as  a  depolarizer)  need  not 
be  further  described,  it  not  being  adapted  for  regular  use  in 
electro-plating.  It  is  in  very  general  use  for  electric  bells,  its 
great  recommendation  being  that,  when  once  charged,  it  retains 
its  power  without  attention  for  several  years. 

Lallandc  and  Chaperon  have  introduced  a  copper  oxide 
clement,  shown  in  Fig.  15,  which  possesses  several  advan- 
tages. It  consists  of  the  outer  vessel  6',  of  cast-iron  or  cop- 
per, which  forms  the  negative  pole  surface,  and  to  which  the 
wire  leading  to  the  anodes  is  attached,  and  a  strip  of  zinc,  Zy 
coiled  in  the  form  of  a  spiral,  which  is  suspended  from  an  ebonite 
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cover  carrying  a  terminal  connected  with  the  zinc.  The  her- 
metical  closing  of  the  vessel  G  b)r  the  ebonite  cover  Is  effected 

by  means  of  three  screws  and  an  intermediate  rubber  plate. 
Upon  the  bottom  of  the  vessel  G  is  placed  a  3  to  4  inch  deep 
layer  of  copper  oxide,  0,  and  the  vessel  is  filled  with  a  solution 
oi  50  parts  of  caustic  potash  in  100  of  water.  When  the  circuit 
is  closed,  decomposition  of  water  takes  place,  the  oxygen  which 
appears  on  the  zinc  forming  with  the  latter  zinc  oxide,  which 
readily  dissolves  in  the  caustic  potash  solution,  while  the 


Kk;.  15. 


hydrogen  is  oxidized  with  the  simultaneous  reduction  of  copper 
oxide  to  copper.  When  the  element  is  open,  f .  the  circuit 
not  closed,  neither  the  zinc  nor  the  copper  oxide  is  attacked, 
and  hence  no  local  action  nor  any  consumption  of  material 
takes  place.  The  electro-motive  force  of  this  element  is  0.98 
volt,  and  its  internal  resistance  very  low.  It  is  remakably  con- 
stant, and  is  well  adapted  for  electro-plating  purposes  by  usin^ 
two  of  them  for  one  Bunsen  element.  The  following  rules 
have  to  be  observed  in  its  use.  It  is  absolutely  necessary  that 
the  ebonite  cover  should  hermetically  close  the  vessel  Gy  as 
otherwise  the  caustic  potash  solution  would  absorb  carbonic 
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acid  from  the  air,  whereby  carbonate  of  potash  would  be 
formed,  which  would  weaken  the  exciting  action  of  the  solu- 
tion.   Fnrther,  the  vessel  G  forming  the  one  pole  must  be  in-* 

sulated  from  the  other  as  well  as  from  the  ground,  as  otherwise 
a  loss  of  current  or  defective  working  would  be  the  conse- 
quence. 

The  regeneration  of  the  cuprous  oxide  or  metallic  copper 
formed  by  reduction  from  the  cupric  oxide  to  cuprous  oxide,  re- 
quires it  to  be  subjected  to  calcination  in  a  special  furnace. 
The  expense  connected  with  this  operation  is,  however,  about 
the  same  as  that  of  procuring  a  fresh  supply  of  cupric  oxide. 
Lallande  himself,  as  well  as  Edison,  endeavored  to  bring  the 
pulverulent  cupric  oxide  into  compact  plates,  but  the  regenera- 
tion of  these  plates  was  still  more  troublesome.  By  treatment 
with  various  chemical  agents,  Dr.  Bottcher,  of  Leipsic,  has  suc- 
ceeded in  producing  porous  plates  of  cupric  oxide  which,  after 
subsequent  reduction  by  absorption  of  oxygen  from  the  air, 
can  be  readily  re-oxidized  to  cupric  oxide,  but  as  far  as  we 
know,  elements  with  these  plates  have  not  yet  been  intro- 
duced into  commerce. 

Umbreit  &  Matthes  bring  into  commerce  an  element  known 
as  cupron  elctncnt,  which  is  an  improved  Lallande  clement,  and 
in  which  the  cupric  oxide  is  also  brought  into  the  form  of 
plates.  A  square  glass  vessel  or  vat  with  a  ground  edge 
and  closed  with  a  hard  rubber  lid  contains  two  zinc  plates,  and 
betw'cen  the  latter  the  porous  cupric  oxide  plate.  The  glass 
vessel  is  filled  with  lye  containing  20  per  cent,  of  caustic  soda, 
and  the  current  is  dehvered  through  two  clamps  on  the  outside 
of  the  lid.  According  to  Umbreit  and  Matthes'  statements  the 
reduced  positive  pole  plates  are  regenerated,  that  is,  re-oxidized 
to  cuprous  oxide  by  rinsing  in  water  and  allowing  them  to 
remain  in  a  warm  place  for  20  to  24  hours,  so  that  it  is  only 
necessary  to  replace  the  soda  lye  saturated  with  zinc  oxide. 
The  electro-motive  force  of  the  element  is  0.8  volt ;  the  normal 
current-strength,  according  to  the  size  of  the  elements  i,  2,  4 
and  8  amperes.  Like  the  Lallande  element,  this  element  works 
without  odor. 
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The  elements  of  Marie,  Davy,  Niaudet,  Duchemin,  Sturgeon, 
Trouville,  and  others  being  of  Uttle  practical  value,  may  be 

passed  over. 

Dujis's  potash  clement.  On  account  of  its  great  electro- 
motive force  (1.6  volts)  and  slight  internal  resistance,  this  cle- 
ment would  be  well  adapted  for  electro-plating  purposes,  if 
depolarization  were  effected  more  rapidly  than  is  actually  the 
case.  Its  construction  is  as  follows:  In  a  glass  vessel  stands  a 
carbon  cylinder  closed  below,  and  in  the  centre  of  the  carbon 
cylinder  a  clay  cell.  The  space  between  the  clay  cell  and  the 
interior  wall  of  the  carbon  cylinder  is  filled  five-sixths  full  with 
pieces  of  carbon.  In  the  clay  cell  stands  an  amalgamated  strip 
of  zinc  or  zinc  cylinder  to  which  the  conducting  wires  are 
soldered,  the  place  of  soldering,  as  well  as  the  wire  as  far  as  it 
comes  in  contact  with  the  fluid,  being  covered  with  gutta- 
percha. The  edge  of  the  carbon  cylinder  is  coated  with 
paraffine  and  carries  the  pole  binding-screw.  The  filling  of 
the  element  is  effected  by  laying  potassium  permanganate  in 
crystals  upon  the  layer  of  carbon  between  the  clay  and  carbon 
cylinders,  and  pouring  a  solution  of  i  part  of  pure  caustic 
potash  in  2  of  water  into  the  clay  cell,  the  pouring  being  con- 
tinued until  the  fluid  runs  over  the  clay  cell  upon  the  potassium 
permanganate  and  the  layer  of  carbon,  and  fuially  fills  the  outer 
vessel  up  to  about  the  breadth  of  two  fini^cMs  from  the  edge. 
The  action  of  the  element  is  as  follows :  When  the  element  is 
closed  decomposition  of  water  takes  place,  the  oxygen  com- 
bining with  the  zinc  to  form  zinc  oxide,  which  is  dissolved  by 
the  potash  lye,  while  the  hydrogen  is  oxidized  on  the  positive 
pole  by  the  potassium  permanganate.  The  latter,  to  be  sure, 
contains  much  oxygen,  and  acts  very  energetically,  but  as  it 
diffuses  very  slowly,  depolarization,  i.  r.,  the  removal  of  the 
hydrogen,  is  not  so  quickly  eflfected  as,  for  instance,  in  the 
Bunsen  element,  where  the  nitric  acid  rapidly  diflfuses.  Hence 
with  a  slight  external  resistance,  for  instance,  baths  where  the 
element  has  to  furnish  large  quantities  of  current,  the  electro- 
motive force  sinks  very  rapidly  and  with  it  the  current  strength, 
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and,  therefore,  the  element  is  only  suitable  for  electro-plating 
purposes  when  a  current  need  only  for  a  short  time  be  pro- 
duced, but  not  for  permanent  work.   In  the  first  case  it  offers 

the  advantage  of  being  always  ready  for 
use,  evolving  no  \'apors,  and  when  not 
in  use  consuming  no  material.  It  is 
prudent  to  protect  this  element  from  the 
action  of  the  carbonic  acid  of  the  air  by  a 
close  cover. 

The  element  shown  in  Fig.  i6  has 
been  patented  in  Germany,  and  is  de- 
scribed by  KnatTc  and  Kicfcr,*  of  Vienna, 
as  follows :  The  clement  consists  of  a 
combination  of  zinc  and  carbon.  The 
zinc  plate  is  9'  inches  long,  4]  inches 
wide,  and  of  the  thickness  of  pasteboard. 
It  is  amalgamated  according  to  a  new 
process.  It  is  placed  between  two  car- 
bon plates  of  equal  size,  the  surface  of 
which  is  twice  that  of  the  zinc.  The 
carbon  plates  are  connected  with  the  con- 
ducting wires  in  such  a  manner  as  to  pre- 
vent oxidation  of  the  binding-screws  and 
to  secure  constant  contact.  The  zinc 
plate  is  suspended  in  a  neutral  salt  solu- 
tion in  a  clay  cell,  the  space  between  the 
latter  and  the  carbon  plates  being  filled 
with  pieces  of  carbon.  The  consumption 
of  zinc  is  very  small.  The  principal  advantage  of  this  new  ele- 
ment is,  however,  the  depolarizing  fluid  of  peculiar  composition 
and  powerful  effect. 

The  element  has  an  electro-motive  force  of  1.9  volts,  an  in- 
ternal resistance  of  0.17  ohm,  and  a  constancy  such  as  seldom 
is  attained  with  primary  elements,  i  volt  ampere  lasting  ior  100 
hours. 

*Neactte  Erfindimcen  and  Ecfahnntgen,  voL  xvfii,  p.  308. 
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We  will  add  a  few  wurtls  in  regard  to  plunge  or  bichromate 
batteries.  They  consist  of  a  number  of  separate  voltaic  cells 
connected  so  as  to  form  a  single  cell  or  electric  source,  and  the 
plates  of  which  arc  so  supported  as  to  be  capable  of  being 
simultaneously  placed  in  or  removed  from  the  exciting  fluid. 
For  our  purposes  it  will  suffice  to  mention  the  Bunsen  plunge 
battery^  shown  in  Fig.  17.  For  constructive  reasons  only  one 
fluid  is  used,  into  which  the  zinc  as  well  as  the  carbon  plates 

Fig.  17. 


dip,  a  solution  of  chromic  acid  prepared  by  dissolving  10  parts 
of  bichromate  of  potash  and  |  part  of  mercuric  sulphate  in  100 
parts  of  water,  and  adding  1 8  parts  of  pure  concentrated  sul- 
phuric acid,  being  cmplo>  ed.  More  advantageous  is  a  solu- 
tion of  chromic  acid  in  the  form  of  powder  in  water,  in  the  pro- 
portion of  I  o,  for  the  same  reason  as  given  on  p.  41. 

Fig.  18  shows  a  bichromate  battery  as  constructed  by  Fein. 
Into  the  6  element-vessels  standing  in  two  rows  in  the  wooden 
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box  M  dip  the  zinc  and  carbon  plates,  which  are  secured  to 
wooden  cross-pieces  provided  with  handles,  and  may  be  main- 
tained at  any  desired  height  by  the  notch  €  in  the  standard  G, 

According  to  the  current-strength  required,  the  plates  are  allowed 
to  dip  in  more  or  less  deeply. 


Fig.  1 8. 


Fig.  19  shows  a  bichromate  battery  as  constructed  by  Keiser 
&  Schmidt 

In  using  the  above-mentioned  chromic  acid  solution,  which 
has  been  recommended  by  Bunsen,  the  elements  at  first  develop 
a  veiy  strong  current,  which,  however,  in  a  comparatively  short 
time  becomes  weaker  and  weaker.  The  current-strength  can  be 
increased  by  adding  at  intervals  a  few  spoonfuls  of  pulverized 
chromic  acid  to  the  chromic  acid  solution,  which,  however, 
finally  remains  without  effect,  when  the  battery  has  to  be  freshly 
filled.  Hence,  tliese  batteries  are  not  suitable  for  electro- 
plating operations  requiring  a  constant  current  for  some  time. 
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For  temporary  use,  for  instance,  by  gold-workers  and  others, 

for  gilding  or  silvering  small  articles,  the  bottle-form  of  the 

bichromate  element  (Fig.  20)  may  be  advantageously  em 


Fig.  19.  Fia  ao. 


ployed.  In  the  bottle  A  two  long  strips  of  carbon]united  above 
by  a  metallic  connection  are  fastened  parallel  to  one  another 
to  a  vulcanite  stopper,  and  are  there  connected  with  the  binding- 
screw  ;  these  form  the  negative  element,  and  pass  to  the  bottom 
of  the  bottle.  Between  them  is  a  short  thick  strip  of  zinc  at- 
tached to  a  brass  rod  passing  stiffly  through  the  centre  of  the 
vulcanite  cork,  and  connected  with  the  binding-screw.  The 
zinc  is  entirely  insulated  from  the  carbon  by  the  vulcanite,  and 
may  be  drawn  out  of  the  solution  by  means  of  the  brass  rod  as 
soon  as  its  services  are  no  longer  required. 

This  bichromate  element  is  excellent  for  purposes  requiring 
strong  currents,  where  long  action  is  not  necessary.  As  this 
element  readily  polarizes,  it  cannot  be  advantageously  employed 
continuously  for  any  considerable  period  of  time.  It  becomes 
depolarized,  however,  when  left  for  some  time  on  open  circuit. 
The  element  gives  an  electro-motive  force  of  about  1.9  volts. 
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In  Stochrer's  battery  (Fi^.  21)  two  acids,  dilute  sulphuric 
acid  and  concentrated  nitric  acid,  are  used.  The  porous  clay 
cell  is  omitted,  the  massive  carbon  cylinders  A",  K,  etc.,  being 
provided  with  a  cavity  reaching  almost  to  the  bottom,  which  is 
filled  with  sand  and  nitric  acid.  The  contact  of  the  carbon  and 
zinc  cylinders  is  prevented  by  glass  beads  imbedded  in  the 
carbon  cylinders. 


Fig.  22. 


Fig.  22  shows  a  plunge  battery  manufactured  by  Dr.  G.  Lang- 

bein  &  Co.,  at  IxMpzig-Sellerhausen,  Germany,  the  details  of 

which  will  readily  be  understood  withuut  further  description. 
The  zinc  plates  dip  into  the  diaphragms  which  are  filled  with  a 
mi-xturc  of  26  lbs.  of  water  and  2  lbs.  of  sulphuric  acid  free 
from  arsenic  in  which  2 4  ozs.  of  amal<;amatin^  salt  have  pre- 
viously been  dissolved.    The  carbon  plates  dip  into  the  glass 
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vessels,  which  contain  a  solution  of  commercial  crystallized 
chromic  acid  in  water  in  the  proportion  of  i  part  acid  to  9 
water.  In  place  of  this  pure  chromic  acid  solution  the  follow- 
ing mixture  may  also  be  used : 

Water  10  parts  by  weight,  sodium  dichromate  0.75  part  by 
weight,  pure  sulphuric  acid  of  66^  He,  1.5  parts  by  weight. 

This  solution  shows  no  inclination  towards  crystallization. 
In  the  illustration  only  two  elements  are  combined  to  a  battery^ 
but  in  the  same  manner  a  plunge  battery  of  four  and  eight  ele- 
ments may  be  constructed,  the  separate  elements  of  which  may 
all  be  coupled  parallel,  as  well  as  one  after  the  other,  and  in 
mixed  groups. 

B.  Thermo -Electric  Piles. 

Though  thermo-electric  piles  are  only  used  in  isolated  cases 
for  electro  plating  operations,  for  the  sake  of  completeness 
their  nature  and  best-known  forms  will  be  briefly  mentioned. 

In  the  year  1822.  Professor  Seebeck,  of  Berlin,  discovered  a 
new  source  of  electricity,  namely,  inequality  of  temperature  and 
conducting  power  in  different  metals,  or  in  the 
same  metal  in  different  states  of  compression 
and  density.  When  two  pieces  of  different 
metals,  connected  together  at  each  end,  have 
one  of  their  joints  more  heated  than  the  other, 
an  electric  current  is  immediately  set  up.  Of 
all  the  metals  tried,  bismuth  and  antimony 
form  the  most  powerful  combination. 

In  Fig.  23  Bm  represents  a  bar  of  bismuth, 
and  ifiS  a  bar  of  antimony  soldered  to  the  bis- 
muth bar.  By  leading  wires  from  B  and  S  to 
a  galvanoscope,  Cr,  and  heating  the  point  of 
junction  m.  the  needle  of  the  galvanoscope  is 
deflected.  From  this  it  may  be  concluded  that  an  electric  cur- 
rent circulates  in  the  closed  circuit  GB  mS  G.  By  a  closer 
examination  the  direction  of  the  current  may  be  recognized,  it 
flowing  on  the  heated  point  of  junction  from  the  bismuth  to  the 
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antimony,  and  in  the  connecting  wire  of  the  ends  of  the  rods 
which  remain  cold,  from  the  antimony  to  tiie  bismuth.  The 
current  is  the  stronger  the  greater  the  difference  in  the  tem- 
perature of  the  point  of  junction  and  the  free  ends  of  the  bars. 
Hence  the  electric  current  will  be  especially  strong  when  the 
place  of  junction  is  heated  and  the  ends  B  and  S  are  at  the  • 
same  time  cooled  off.  A  combination  as  above  described  is 
called  a  tkenm-eteeirie  couple,  and  the  electricity  obtained  in 
this  manner  thermo-electricity.  By  a  suitable  combination  of 
several  or  many  of  such  couples,  a  thermo-electric  pile  is  ob- 
tained. 

Noe's  thermo-electric  pile  (Fig.  24)  consists  of  a  series  of 


Fig.  24. 


small  cylinders,  composed  of  an  alloy  of  36  j  <  parts  of  zinc  and 
625^  parts  of  antimony  for  the  positive  element,  and  stout 
German  silver  as  the  negative  element.  The  junctions  of  the 
elements  are  heated  by  small  gas-jets,  and  the  alternate  junc- 
tions are  cooled  by  the  heat  being  conducted  away  by  large 
blackened  sheets  of  thin  copper.  A  pile  of  twenty  pairs  has  an 
electro-motive  force  of  1.9  volts. 

ClamomFs  thermO'eUUric  pile  (Fig.  25)  consists  of  an  alloy 
of  2  parts  antimony  and  i  of  zinc  for  the  negative  metal,  while 
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for  the  positive  elenient  ordinary  tinned  sheet-iron  is  employed, 
the  current  flowing  through  the  hot  junction  from  the  iron  to 
the  alloy.  To  insure  a  good  contact  between  the  two  metals  a 
strip  of  tin-plate  is  bent  into  a  narrow  loop  at  one  end.  This 
portion  is  then  placed  in  a  mould  and  the  melted  alloy  poured 
around  it,  so  that  it  is  actually  imbedded  in  the  casting.  The 
pile  shown  in  the  illustration  consists  of  five  series,  one  placed 
above  the  other.  Each  series  has  ten  elements  grouped  in  a 
circle,  and  is  insulated  from  the  succeeding  series  by  a  layer  of 
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cement,  composed  of  powdered  asbestos  moistened  with  a  solu- 
tion of  potassium  silicate.  With  the  consumption  of  about  6yi 
cubic  feet  of  gas  per  hour,  such  a  pile  precipitates  0.7  oz.  of 
copper,  which  corresponds  to  an  electro-motive  force  of  about 
17  amperes. 

Haucks  thermo-electric  pile. — An  essential  defect  of  Clamond's 

thermo-electric  pile  consists  in  that  the  junctions  of  the  dissimilar 
metals  arc  subjected  to  ready  destruction  by  being  exposed  to 
the  direct  action  of  the  flame.  Further,  it  is  very  difficult,  or 
at  least  inconvenient,  to  make  repairs,  since  in  such  a  case  it 
may  become  necessary  to  take  the  entire  pile  apart.  Hauck 
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has  successfully  overcome  these  defects  by  adopting  the  princi- 
ple of  indirect  heating,  as  well  as  by  giving  the  couples  a  more 
suitable  form  and  by  improving  the  alloy.  The  couples  form 
four-sided  wedges,  to  which  are  attached  cast-iron  pieces  that 
transfer  the  heat  of  the  gas-burner  to  the  couples.  The  electro- 
motive force  of  a  single  couple  is  that  of  a  Daniell  element. 
Fig.  26  shows  a  combination  of  two  piles  standing  upon  a  com* 


Fig.  26. 


mon  plate,  one  of  the  piles  being  given  in  cross-section.  The 
glass-vessel  //,  with  the  tube,  B,  G,  A',  /,  serves  as  a  regulator 
for  the  i,^as- pressure.  The  [jiic  shown  in  the  illustration  serves 
for  the  production  of  metallic  deposits  on  a  small  scale,  especi- 
ally for  analytical  examinations.  Hauck,  however,  also  furnishes 
combinations  of  three  larger  piles. 

Gidchers  thermo-electric  pile,  invented  in  1890,  is  shown  in 
Fig.  27.  It  is  arranged  for  gas-heating,  and  with  a  constant 
supply  of  gas  requires  a  pressure*regulator.   The  negative 
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electrodes  consist  of  nickel  and  the  positive  electrodes  of  an 

antimony  alloy,  the  composition  of  which  is  kept  secret.  The 
negative  nickel  electrodes  have  the  form  of  thin  tubes  and  are 
secured  in  two  rows  in  a  slate  plate,  which  forms  tlie  termina- 
tion of  a  gas  conduit  with  a  U-shaped  cross-section  beneath  it. 
Corresponding  openings  in  the  slate  plate  connect  the  nickel 
tubes  with  the  gas  conduit,  the  latter  being  connected  by  means 
of  a  rubber  tube  with  the  pipe  supplying  the  gas.  Thus  the 
gas  first  passes  into  the  conduits,  next  into  the  nickel  tubes,  and 
leaves  the  latter  through  six  small  holes  in  a  soap-stone  socket 
screwed  in  the  end  of  each  tube.  On  leaving  these  sockets  the 
gas  is  ignited  and  the  small  blue  flames  heat  the  connecting 
piece  of  the  two  electrodes.   l*his  connecting  piece  consists  of 
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a  circular  brass  plate  placed  directly  over  the  soap-stone  socket. 
One  end  of  it  is  soldered  to  the  nickel  tube,  while  the  other 
ends,  towards  the  top,  in  a  socket  in  which  are  cast  the  positive 
electrodes.  The  latter  have  the  form  of  cylindrical  rods  with 
lateral  angular  prolongations.  To  the  ends  of  these  prolonga- 
tions  are  soldered  long  copper  strips  secured  in  notches  in  the 
slate  plate.  They  serve  plrtially  for  cooling  ofT  and  partially 
for  connecting  the  couples.  For  the  latter  purpose  each  copper 
strip  is  connected  by  a  short  wire  with  the  lower  end  of  the 
nickel  tube  belonging  to  the  next  couple.  When  the  pile  is  to 
be  used,  the  gas  is  ignited  in  one  place,  the  ignition  spreading 
rapidly  through  the  entire  scries  of  couples.    In  about  10  min- 
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utes  the  junctions  of  the  metals  have  attained  their  highest 
temperature  and  the  pile  its  greatest  power,  which,  with  a  con- 
stant supply  of  gas,  remains  unchanged  for  days  or  weeks. 

In  view  of  the  conversion  of  the  heat  produced  by  the  com- 
bustion of  the  gas  into  electricity,  the  useful  effect  of  the  thermo- 
electric pile  can  be  considered  only  a  very  slight  one.  One 
cubic  meter  of  ordinary  coal-gas  produces  on  an  average  5200 
heat-units,  hence  200  litres  per  hour  referred  to  one  second 
i'TV-i-  5200  as  0.29  heat-unit  These  correspond  to  1208 
volt-ampdres,  i  volt-ampere  being  equal  to  0.00024  heat-unit. 
Hence,  in  Giilcher's  thermo-electric  pile,  which  at  present  pro- 
duces the  greatest  useful  effect,  not  much  more  than  I  percent, 
oi  the  heat  is  utilized  in  the  entire  circuit,  and  about  ^  per 
cent,  in  the  outer  circuit. 

AlthouLjh  thermo-electric  piles  may  be,  and  arc  occasionally, 
used  for  electro-plating  operations,  they  cannot  compete  with 
dynamo-electric  machines  driven  by  steam,  which  as  regards 
the  consumption  of  heat  are  at  least  five  times  more  effective. 
They  can  only  be  used  in  place  of  galvanic  batteries,  they  hav- 
ing the  advantage  of  being  more  convenient  to  put  in  operation, 
more  simple,  cleanly,  odorless,  and  requiring  less  time  for 
attendance.  But,  on  the  other  hand,  their  original  cost  is  com- 
paratively large,  it  being  ten  to  twenty  times  that  of  Bunsen 
elements.  Thus,  for  instance,  Giilcher's  thermo-electric  pile 
costs  $37.50  in  Germany,  to  which  have  to  be  added  $5  for  the 
gas-pressure  regulator,  if  required. 

C.  Magneto-  and  Dynamo-electric  Machines. 

It  is  a  well-know  n  fact  that  all  the  early  experiments  and  im- 
provements in  dynamos  were  made  with  a  view  of  perfecting 
an  electrical  machine  for  plating,  and  that  the  success  attained 
therein  was  the  forerunner  of  all  the  magnificent  dynamo 
machines  for  other  purposes  in  such  general  use. 

The  principle  of  induction  upon  which  the  dynamo-electric 
machines  are  based  has  been  explained  on  p.  23.  Faraday,  in 
1 83 1,  made  the  important  discovery  that  by  moving  a  coil  of 
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wire  in  the  |>resence  of  a  magnet  a  current  of  electricity  was 
generated  in  the  coO,  or,  vice  versa,  by  moving  the  magnet  and 
holding  the  coil  stationary  a  like  result  was  obtained.  Thus  a 
current  of  electricity  was  produced  either  "by  moving  a  wire  in 

the  presence  of  a  stationary  magnet,  or  by  moving  a  magnet  in 
the  presence  ol  a  stationary  wire. 

The  intensity  of  the  current  thus  obtained  depends  on  the 
power  of  the  magnet  and  on  the  velocity  with  which  the  mag- 
net or  coil  is  moved  through  the  magnetic  field.  Upon  these 
simple  facts  is  based  the  whole  of  the  recent  important  develop- 
ments of  electrical  science. 

Before  describing  the  various  attempts  made  to  devise  some 
mechanical  means  whereby  the  different  elements  which  pro- 
duced the  temporary  or  momentary  currents  could  be  com- 
bined, so  as  to  collect  them,  and  cause  them  to  flow  in  rapid 
succession,  the  one  after  the  other,  without  interruption,  it  will 
be  well  to  remember  that  the  necessary  elements  for  producing 
these  induced  electric  currents  are  simply  a  bar  magnet  and  an 
insulated  coil  of  wire.  It  will  also  be  well  to  remember  that 
every  magnet,  no  matter  what  its  form,  has  two  poles — a  north 
and  a  south  pole — and  each  of  these  poles  exerts  a  certain 
influence  in  its  immediate  neighborhood,  the  space  thus  affected 
being  termed  the  ;//a^'';/t//V  field  ox  the  region  of  tJic  i'uics  of  force. 
The  attraction  or  magnetic  force  of  these  lines  varies  as  the  in- 
verse ratio  of  the  square  of  the  distance ;  therefore,  the  nearer 
the  magnet  the  greater  the  intensity  of  the  magnetism.  Fara- 
day proved  that  these  lines,  which  he  designated  lines  of  force^ 
showed  by  their  position  the  direction  of  the  magnetic  force, 
and  by  their  number  its  intensity.  By  passing  a  coil  of  wire 
through  this  field,  so  as  to  cause  it  to  cut,  as  it  were,  a  number 
of  these  lines  of  force,  a  current  of  electricity  will  be  generated 
in  the  coil ;  and  if  it  can  be  so  arranged  that  a  number  of  these 
coils  will  pass  in  rapid  succession  through  the  magnetic  fleld, 
we  shall  have  a  series  of  impulses  giving  us  practically  a  con- 
tinuous stream  of  electricity. 

Thus  a  magneto-electric  or  dynamo-electric  machine  is 
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simply  a  machine  for  the  conversion  of  mechanical  energy  into 
electrical  energy  by  means  of  magneto-electric  induction.  The 
term  dynamo-electric  machine  is  also  applied  to  a  machine  by 
means  of  which  electrical  energy  is  converted  into  mechanical 
energy  by  means  of  magneto-electric  induction.  Machines  of 
the  latter  class  are  generally  called  moiorst  those  of  the  former 
£^etterators* 

Prof.  S.  P.  Thompson  defines  a  dynamo-electric  machine  as 
follows : — 

"A  machine  for  converting  energy  in  the  form  of  mechanical 
power  into  energy  in  the  form  of  electric  currents,  or,  vice  versa, 
by  the  operation  of  setting  conductors  (usually  in  the  form  of 
coils  of  copper  wire)  to  rotate  in  a  magnetic  field,  or  by  vary-' 
ing  a  magnetic  ticld  in  the  presence  of  conductors." 

The  term  dynamo  was  first  applied  to  such  machines  because 
of  the  form  in  which  this  machine  first  appeared,  viz.,  the  series- 
wound  machine.  It  was  self-acting,  or  required  no  excitement 
other  than  what  it  received  by  the  rotation  of  its  armature  in 
the  field  of  its  magnets,  or,  indeed,  in  the  field  of  the  earth. 

A  d3mamo-generator,  or  a  dynamo-electric  machine  proper, 
consists  of  the  following  parts : — 

1.  The  revolving  portion,  usually  the  armature^  in  which  the 
electro-motive  force  is  developed  which  produces  the  current. 

2.  The  field  magnets,  which  produce  the  field  in  which  the 
armature  revolves. 

3.  The  pole  pieces,  or  free  terminals  of  the  field  magnets. 

4.  The  comviHtator,  by  which  the  currents  developed  in  the 
armature  are  caused  to  flow  in  one  and  the  same  direction.  In 
alternating  machines  and  in  some  continuous  current  dynamos 
this  part  is  called  the  collector,  and  does  not  rectify  the  currents. 

5.  The  collecting  brusheSt  that  rest  on  the  commukUor cylinder, 
and  take  off  the  current  generated  in  the  armature. 

The  number  of  such  dynamo  machines  is  legion.  In  each 
case  the  arrangement  of  the  armature  of  the  magnets  and  of  the 
commutators  is  varied,  but  the  principle  is  always  the  same — 
coils  of  insulated  wire  being  caused  to  cut  through  magnetic 
fields,  as  already  explained. 
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The  first  attempt  to  devise  an  electrical  machine  was  made 
by  Fixii,  who,  in  1832,  constructed  a  machine  consisting  of  a 
permanent  magnet,  which  he  caused  to  revolve  in  front  of  the 
iron  cores  of  a  pair  of  bobbins,  forming  an  electro-magnet. 

This  invention  was  improved  by  other  workers  in  the  field  of 

science,  especially  by  Saxton  and  Clarke,  both  of  whom  suc- 
ceeded in  producing  very  useful  electric  generators,  in  which  the 
mechanical  arrangement  is  the  reverse  of  that  in  Pixii's — i.  e.^ 
the  magnets  are  fixed  and  the  coils  of  wire  movable.  And  it  is 
on  this  plan  that  all  the  subsequent  machines  have  been  con- 
structed, as  affording  better  results  than  where  the  coils  are 
stationary  and  the  magnets  movable. 

.  A  great  improvement  was  made  in  1857,  by  Dr.  W.  Siemens, 
of  Berfin.  It  consisted  essentially  in  a  new  form  of  armature, 
which,  owing  to  its  simplicity  and  cheapness,  is  still  used  for 
many  purposes,  especially  for  electro-plating  and  laboratory 
work.  It  is  composed  of  a  cylinder  of  iron  in  which  deep  longi- 
tudinal grooves  are  cut  resembling  in  section  the  letter  H.  In 
these  grooves  is  wound  lengthwise  a  single  coil  of  wire,  the  two 
ends  of  which  being  joined  to  a  split  tube  of  copper  on  the  axle 
form  the  commutator,  from  which  the  current  is  taken  ofT  by 
brushes  or  springs  rubbing  against  it.  By  this  longitudinal  arma- 
ture the  advantage  is  gained  of  cutting  the  greatest  number  of 
lines  of  force  when  rotated  between  the  poles  of  a  series  of  ad- 
jacent magnets. 

One  of  the  most  important  inventions  for  the  construction  of 
electrical  machines  is  the  ring  conductor  by  Pacinotti  (i860). 
With  the  use  of  this  ring  conductor  continuous  currents  of  the 
same  direction  can  be  produced  without  the  assistance  of  a 
commutator. 

Next  in  order  comes  the  important  discovery  made  simulta- 
ottsly,  but  independently,  by  Dr.  W.  Siemens  and  Sir  C.  Wheat- 
stone—^  discovery  which  marks  the  transition  of  the  magneto- 
electric  machine  to  that  type  most  in  practice  at  present — ^the 
dynamo  machine,  called  for  convenience  the  dynamo.  What 
Siemens  and  Wheatstone  discovered  was  this:    That  a  current 
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of  electricity  could  be  generated  in  the  coils  of  the  armature 
by  the  leeble  residual  magnetism  in  the  iron  cores  of  the  elec- 
tro-magnets, and  that  by  passing  this  feeble  current  round  the 
magnets  their  magnetism  would  be  strengthened,  which  in  turn 
would  produce  a  stronger  current  in  the  armature,  and  this  cur- 
rent would  again  react  on  the  magnets,  rendering  them  more 
powerful,  this  action  going  on  until  the  limit  of  saturation  is  at- 
tained. For  it  must  be  understood  that  this  mutual  accumulation 
cannot  go  on  indefinitely,  the  magnetism  in  the  iron  cores  can- 
not be  intensified  beyond  a  certain  point,  and  this  point  depends 
on  and  is  controlled  by  the  scientific  conditions  on  which  the 
machine  is  constructed. 

Machines  constructed  on  this  principle  are  called,  as  stated, 
dynamo  machines,  to  distinguish  them  from  those  previously 
used  in  which  the  magnets  were  permanently  magnetized,  thus 
causing  the  division  of  electric  generators  into  two  great  classes, 
vis.,  magneto  and  dynamo  machines,  which  are  subdivided  into 
two  varieties — one  called  the  conHnuous  current  machine,  fur- 
nishing currents  in  the  same  direction,  and  the  other  the  alter- 
nating current  machine,  wherein  the  current  is  rapidly  reversed 
or  its  direction  changed  many  times  a  minute. 

An  essential  difference  between  continuous  and  alternating 
current  machines  is  that  the  former  may  be  self-exciting, 
whereas  the  latter  must  have  a  separate  excitor  or  must  be  a 
magneto  machine.  The  cores  of  the  electro-magnets,  it  may 
be  mentioned,  are  of  cast  iron,  in  which  there  is  alwavs  a  feeble 
residual  magnetism.  It  is  also  easier  to  magnetize  iron  than 
steel,  although,  when  the  latter  is  once  magnetized,  it  retains 
its  magnetism  for  an  indefinite  period. 

It  is  not  within  the  province  of  this  work  to  describe  in  detail 
all  the  forms  of  dynamos,  it  being  sufficient  for  our  purpose  to 
discuss  those  which  are  adapted  to  and  are  used  for  electro- 
plating uses.  If  we  mention  the  Gramme  machine  first,  it  b 
not  because  it  is  superior  to  other  machines,  but  because  M. 
Gramme,  its  inventor,  was  the  first  to  utilize  the  idea  suggested 
by  Dr.  Pacinotti,  of  using  an  iron  ring  as  a  revolving  electro- 
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magnet,  which,  in  place  of  having  fixed  revolving  poles,  had 
poles  which  traveled  continuously  through  the  whole  circum- 
ference of  the  ring. 

Fig.  28  shows  the  Gramme  armature  in  such  a  way  as  to 
allow  its  construction  to  be  seen.  The  core  or  centre  of  the 
ring  consists  of  a  bunch  of  soft  iron  wires.  The  wire  system 
wound  about  the  core  is  formed  of  different  spools,  the  initial 
wire  of  which  is  soldered  to  the  terminal  wire  of  the  neighboring 
spool,  so  that  all  the  spools  of  the  ring  form  a  single  uninter- 
rupted conductor.    The  soldered  places  lie  all  on  one  side  of 

Fig.  28. 


the  ring,  and  are  fastened  to  flat  copper  strips  bent  at  right 
angles  and  insulated  from  one  another  by  a  non-conducting 
mass  w^iich  forms  the  commutator  through  which  the  axle 
passes.  The  armature  revolves  between  the  poles  of  the  electro- 
magnets secured  to  the  sides  of  the  machine,  as  shown  in  Fig. 
29.  As  the  ring  is  revolved  a  current  is  generated  and  flows 
out  with  every  change  in  its  position.  The  current  so  made  is 
carried  out  by  wire  brushes  which  press  upon  the  terminal 
plates  of  the  wires  in  the  ring. 

In  the  modem  Gramme  dynamos  (Fig.  30)  for  galvano- 
plastic  purposes,  which  have  to  furnish  a  considerable  volume 
of  current  of  slight  electro-motive  force,  the  inducting  magnets 
are  surrounded  by  broad  copper  bands  instead  of  being  wound 
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about  with  copper  wire,  and  the  armature  is  built  up  of  stout 
copper  rods,  because  the  less  resistance  the  copper  windings 
have  the  greater  the  volume  of  current  which  is  produced,  while, 
vice  versa,  the  tension  increases  with  their  resistance.  Hence, 
machines  for  electro-plating  purposes,  which  have  to  furnish 
quantities  of  current  of  slight  tension,  are  wound  about  with 


Fig.  29. 


stout  copper  wire,  while  those  for  illuminating  purposes,  which 
must  furnish  currents  of  high  tenison,  are  wound  about  with 
thin  copper  wire.  For  this  reason  machines  constructed  for 
galvano-plastic  use  and  for  nickeling,  coppering,  brassing,  etc., 
are  not  suitable  for  illuminating  purposes,  and  vice  versa,  ma- 
chines constructed  for  electric  lighting  cannot  suitably  be  em- 
ployed for  plating  purposes. 

A  disadvantage  of  the  Gramme  machine  is  that  the  only  por- 
tion of  the  copper  windings  on  the  outside  of  the  ring  conductor 
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is  in  the  magnetic  field  of  the  poles  of  the  electro-magnets,  so 
that  only  a  comparatively  small  portion  of  the  inductor  is  ex- 
posed to  the  inductive  action  of  the  magnets.  Hence,  in  order 
to  furnish  correspondingly  strong  currents,  the  ring  inductor 

must  revolve  very  rapidly,  the  three  sizes  or  numbers  of  Gramme 
machines  mostly  employed  for  galvano-plastic  purposes  making 


Fig.  30. 


in  fact  from  1500  to  2000  revolutions  per  minute,  whereby  the 
bearings  are  more  rapidly  worn  out  than  with  machines  running 
at  less  speed,  and,  besides,  more  power  is  consumed. 

This  evil  led  S.  Schuckert,  of  Nuremberg,  to  construct  a  ma- 
chine in  which  a  flat  ring  is  successfully  used  as  an  inductor, 
which  stands  almost  entirely  under  the  inductive  influence  of 
the  electro-magnets.  Schuckert's  flat  ring  machine  is  shown  in 
Fig.  31.  The  core  of  the  machine  consists  of  thin  sheet  rib- 
ands insulated  one  from  another,  whereby  greater  solidity  is 
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attained.  The  commutator  and  brushes  are  similar  to  those  of 
the  Gramme  machine.  The  number  of  revohitions  varies  for 
the  different  size  machines  from  500  to  1500  per  minute.  It  is 
almost  noiseless  in  action  and  is  exceedingly  well  constructed. 
The  formation  of  sparks  on  the  contact-surface  of  the  brushes 
withjthe  commutator  is  scarcely  perceptible,  which  secures  the 
durability  of  the  latter. 

Fig.  31. 


Fein,  off  Stuttgart,  has  endeavored  to  overcome  the  defect  of 
the  Gramme  machine  in  a  different  manner.  In  his  machines 
the'polar  extensions  of  the  magnets  M  and  M'  (Fig.  32)  are 
elongated  to  a  sort  of  drum,  A  A,  which  leads  into  the  inter- 
ior of  the  inductor  ring,  whereby  the  greater  portion  of  the 
windings  is  aiso  brought  into  the  magnetic  fields  of  the  electro- 
magnets. 

Closely  resembling  the  Gramme  machine  in  its  general  out- 
line, but  differing  materially  in  construction  and  action,  is  that 
known  as'thc  Brush  dynamo.  Its  armature,  though  consisting 
of  a  ring  like  that  of  Gramme's,  is  however,  differently  built  up. 
At  intervals  around  the  ring  a  number  of  transverse  grooves 
are  formed,  in  which  are  wound  the  coils  or  bobbins,  all  in  the 
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same  direction:  and  instead  of  forming  a  continuous  circuit,  as 
in  the^Gramme,  each  diametrically  opposite  pair  of  coils  is 

Fig.  32. 


joined  to  each  other  by  one  end  of  each  coil,  while  the  other 
ends  of  the  pair  (/.  e.,  the  ends  conveying  the  current)  are  con- 

Fu;.  33- 


nected  to  the  commutator.  Fig.  33  illustrates  the  ring,  showing 
the  opposite  coils  joined  up  as  described.  Four  coils  are  re- 
moved to  show  its  construction.    A  series  of  deep  concentric 
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grooves  will  be  observed  formed  in  the  ring,  their  object  being 
to  reduce  the  mass  of  iron,  and  also  to  faciliate  ventilation, 
thereby  preventing  the  tendency  to  heat  while  the  machine  is 
working. 

Fig.  34  represents  the  complete  Brush  machine  set  in  motion 
by  a  Brotherhood  motor  with  three  cylinders,  the  usual  speed 
of  the  machine  being  about  750  revolutions  per  minute. 

The  machines  built  by  Siemens  &  Halske,  in  which  the  cylin- 
der-inductor invented  by  Hofner-Altenbeck  is  used,  shows  a 
dififerent  construction  from  those  previously  described.    A  de- 


FiG.  34. 


tailed  explanation  of  the  cylinder-inductor  would  lead  us  too 
far.  It  consists  of  a  hollow  iron  cylinder,  which  revolves  with 
the  shaft,  and  about  which  the  wires  are  wound  parallel  to  the 
revolving  axis  in  such  a  manner  that  no  wire-windings  are  in 
the  interior  of  ihe  core  (cylinder).  The  wire  spirals  wound 
about  the  cylinder  are  divided  into  sections,  which'  are  so  con- 
nected one  with  another  as  to  form  a  single  connected  wire 
conductor.  The  terminal  wires  of  the  separate  sections  are 
connected  to  the  segments  of  the  commutator,  so  that  both  the 
currents  generated  in  the  wire  system  always  meet  from  an 
opposite  direction  in  two  portions  of  the  commutator  opposite 
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to  one  another.  The  coinmutator  is  constructed  according  to 
the  Gramme  S3^tem,  and  has,  of  course,  as  many  segments  as 
there  are  sections  wound  upon  the  cylinder.  A  real  advantage 
of  the  machine  is  that  the  greater  portion  of  the  wire-windings 
of  the  cylinder-inductor  is  in  the  magnetic  field. 


Fic.  35. 


Fig.  35  shows  a  Siemens  &  Halske  magneto-electric  machine 
with  cylinder-inductor. 

Two  series  of  25  V-shaped  magnets  each  are  placed  above 
and  below,  so  that  their  poles  of  a  similar  name  are  opposite  to 
one  another,  the  poles  of  a  similar  name  of  the  upper  and  lower 
magnets  being  connected  one  with  another  by  arched  pieces  of 
soft  iron.  In  the  space  thus  formed  between  the  upper  and 
lower  magnets,  the  c)  limlcr-iiiductor  revolves,  the  generated 
currents  bein<4  carried  away  from  the  commutator  by  the 
brushes  A'  and  R'. 

In  Siemens  &  Halskc's  dvnamo- electric  machines  for  electro- 
metallurgical  purposes  ( l^  ig.  36)  the  ])latc  magnets  arc  wound 
about  with  scjuare  copper  rods,  in  smaller  machines  with  stout 
copper  wire,  while  instead  of  spirals  the  inductor  carries  copper 
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ribands,  which  arc  connected  with  the  commutator  by  suitably 
bent  pieces. 

Fig.  36. 


Fig.  37  shows  the  Krottlinger  machine  constructed  by  Krott- 
lingcr,  of  Vienna.    It  consists  of  a  strong  iron  base,  P,  from 


Fit;.  37. 


which  rise  two  short  cylindrical  electro-magnets,  M  J/,  which 
have  a  semicircular  shaft  on  the  upper  end  ;V,  and  closely 
embrace  the  ring  R.    The  standards  L  are  cast  in  one  piece 
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with  the  base  P,  and  carry  the  bearing  W  W.  The  core  of  the 
ring  R  consists  of  separate  disks  of  cast-iron  arranj^ed  alongside 
one  another  upon  the  shaft  so  as  to  form  a  massive  cylinder 
which  is  wound  about  with  stout  copper  wire.  The  inductive 
spools  of  the  rin<^  are  connected  by  means  of  screws  with  {)hos- 
phor- bronze  plates  of  the  commutator  C.  In  this  dynamo  the 
current  generated  in  the  ring  does  not  pass  first  through  the 
electro-magnets,  and  then  as  working  current  into  the  con- 
ductor, but  the  greater  portion  passes  as  working  current  from 
the  brushes  B  B  into  the  conductor  to  the  baths,  while  the 
other  comparatively  smaller  portion  of  current  passes  through 
the  wrappings  ol  the  electro-magnets  M  and  excites  them. 
As  in  Schuckert's  machines,  a  regulator  with  resistance  coils 
may  be  inserted  in  the  circuit  of  the  current,  which  allows  of 
the  generation  of  the  current  being  controlled  within  quite  wide 
limits,  as  may  be  desired.  The  advantages  of  this  dynamo  con- 
sist in  the  larpje  masses  of  iron  of  short  length  with  a  large 
cross-section  of  tiie  cores  of  the  electro-magnets,  the  standards 
and  base  being  made  in  one  piece,  and  in  the  durable  iron  core 
of  the  ring.  The  formation  of  sparks  is  slight. 
'The  Lahmeyer  dynamo,  shown  in  Figs.  38,  39,  and  40,  in 


Fig.  38.  Fig.  39. 


cross-section,  open  side  view,  and  perspective  exterior  view, 
fulfils  the  three  principal  conditions  of  a  good  dynamo,  viz., 
great  useful  effect,  discharge  of  the  current  without  sparks,  and 
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solidity  of  construction.  Opposite  to  the  drum-anchor  or  drum- 
inductor  of  the  machine  stand  horizontally  two  short  and  stout 
electro-magnet  cores,  whose  ends  averted  from  the  anchor  are 
connected  by  a  thick  iron  frame  carried  above  and  below 
around  the  windings.  This  electro-magnet  frame  is  made  of 
soft  cast-iron  in  one  piece  with  the  base  of  the  machine,  so  that 
no  resistance  is  ofTered  to  the  lines  of  force  by  a  joint,  while  the 
large  iron  cross-sections  also  give  rise  to  but  slight  magnetic 
resistance. 

The  magnetic  field  of  the  Lahmcyer  machine  must  be  con- 
sidered as  a  magnetic  circle  in  so  far  as  the  lines  of  force  which 
are  generated  by  the  spools  in  the  iron  everywhere  contiguous 
to  them  pass  together  through  both  spools,  and  only  ramify 
outside  of  them  in  the  re-conducting  plates  B  B' .  By  this 
favorable  disposition,  a  current  of   slight   strength  passing 


Fio.  40. 


through  the  wrappings  of  the  electro-magnets  produces  a 
strong  excitation  of  the  latter. 

The  anchor  has  the  shape  of  the  Siemens  cylinder,  but  is 
composed  of  disks  of  thin,  white  sheet-iron  insulated  one  from 
the  other  by  paper.  Several  segments  of  vulcanized  fibre,  two 
of  which  form  the  face,  serve  for  holding  the  wrappings  of  the 
anchor.  The  latter  consists  of  a  single  layer  of  stout  copper 
wire,  and  this,  in  conjunction  with  the  symmetrical  disposition 
which  excludes  the  scattering  of  the  lines  of  force  as  much  as 
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possible,  effects  a  discharge  of  the  current  without  sparks.  The 
space  visible  in  the  side  view  is  closed  by  perforated  plates 
secured  by  screws,  as  seen  in  Fig.  40.  This  is  a  further  ad- 
vantage of  the  machine  in  so  far  that  all  sensitive  parts  arc 
protected  from  external  injury.  Like  all  cylinder  or  drum 
dynamos,  the  Lahmcyer  tlynamo  requires  a  large  number  of 
revolutions  per  minute,  but  with  the  slight  weight  of  the  anchor, 
and  the  solid  construction  of  the  bearings,  there  is  but  little 
danger  of  the  rapid  wearing  out  of  the  latter. 

It  may  be  of  interest  to  give  here  a  brief  resume  of  what  may 
be  called  the  evolution  of  the  dynamos  for  plating  purposes  in 
the  United  States,  with  special  reference  to  the  machines  built 
by  the  Hanson  &  Van  Winkle  Co.,  of  Newark,  N.  J. 

The  first  machine  for  electro-plating  in  the  market  was  the 
Weston  dynamo,  Fig.  41,  which  was  first  manufactured  in  1876. 


Fig.  41. 


Being  of  small  dimensions,  of  compact  form,  and  yielding  an 
abundant  current,  it  was  well  adapted  to  the  wants  of  the  elec- 
tro-plater, and  hence  it  met  with  pronounced  success,  and  to  it 

can  be  traced  the  sudden  development  of  electro-plating  and 
electrotyping  in  this  country.  Many  of  these  machines  are  still 
in  use. 

An  iron  ring  or  cylinder  attached  to  an  iron  base  forms  the 
outer  shell  oi  the  machine.    From  the  interior  of  this  cylinder. 


Digitized  by  Gopgle 


7« 


ELECTRO-DEPOSmON  OF  METALS. 


and  projecting  radially  towards  the  centre  of  the  apparatus* 
are  aranged  a  number  of  magnets  (usually  five),  which  consist 
of  a  core  of  iron  to  which  are  fastened  a  number  of  thin  tem- 
pered steel  plates,  and  they  are  wrapped  with  insulated  copper 
wire  and  so  connected  that  the  poles  shall  be  alternately  north 
and  south.  In  the  central  space  left  between  the  inward  ends 
of  these  magnets  is  arranged  a  shaft  carried  by  bearings,  which, 
to  secure  greater  strength  and  perfect  alignment,  are  cast  on  the 
iron  disks  or  heads  which  arc  accurately  fitted  and  bolted  to  the 
ends  of  the  cylinder.  To  the  shaft  is  secured  a  series  of  arma- 
tures made  in  segments.  The  armatures  are  of  iron  and  also 
wrapped  with  wire.  When  revolved  the  outwardh'  projecting 
ends  of  these  armatures  will  pass  closely  to,  but  without 
touching  the  inwardly  projecting  ends  oi  the  magnets. 
The  commutator  is  made  in  two  pieces,  and  requires 
but  two  springs  to  cany  the  currents  from  all  the  arma- 
tures. These  springs  or  brushes  are  clamped  in  sockets  pro- 
jecting from  the  front  disk  of  the  cylinder.  An  automatic  switch 
or  governor  is  attached  to  this  machine  for  the  purpose  of  pre- 
venting it  from  reversing  by  the  polarization  of  the  electrodes. 


Fia  42.  Fig.  43. 


In  1885,  the  "Little  Wonder"  dynamo,  Fig.  42,  was  intro- 
duced, and  became  veiy  popular.  In  1886,  the  Hanson  &  Van 
Winkle  Co.  began  manufacturing  the  "Wonder"  dynamo,  Fig. 
43.   It  embodied  many  new  improvements  and  it  was  thought 
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perfection  had  been  reached.  However,  in  1 891,  electrical  sci- 
ence had  developed  so  many  entirely  new  features  that  the 
above  mentioned  firm  brought  out  their  H.  &  V.  W.  dynamo, 
shown  in  Fig.  44.  K  is  the  coil  of  the  field  magnet,  A  the  re- 
volving armature,  and  C  the  commutator,  BB  arc  the  brushes 
for  picking  up  the  currents  of  electricity  produced  in  the  arma- 
ture by  revolving  in  the  magnetic  field  and  causing  them  to  flow 


Flu.  44. 


in  one  direction.  The  current  is  not  produced  by  friction.  D 
is  the  lever  to  adjust  the  position  of  the  brushes  to  the  commu- 
tator. NN  are  inch  copper  rods  from  the  machine  to  the 
tank  or  to  the  main  conductors  on  the  wall.  The  binding-post 
on  the  machine  marked  P  is  joined  to  rods  connected  with  the 
anodes,  while  A''  is  connected  to  the  object  rods.  The  rods  on 
the  tank  should  be  kept  bright  with  emery  paper.  When  but 
one  tank  is  used,  make  direct  connection  in  the  same  way  after 
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getting  the  speed  of  the  machine  satisfactory  for  the  maximum 
amount  of  work.  The  current  may  be  decreased  for  small  sur- 
faces by  moving  the  handle  of  the  resistance  board  from  the 
point  marked  "  strong,"  one  segment  at  a  time,  until  it  is  found 
to  answer.  The  position  of  the  brushes,  as  shown  in  the  cut, 
is  the  strongest  point.  By  moving  to  the  right  or  left  the  cur- 
rent is  diminished.  A  slight  change  of  position  of  the  brushes 
is  sometimes  an  advantage  in  setting  the  brushes  when  running 
on  large  surfaces,  to  avoid  sparks. 

In  using  the  resistance  boards,  (sec  later  on)  they  are  put  up 


Fig.  45. 


as  near  the  tank  as  possible — the  weak  point  being  used  when 
putting  work  in  the  tank,  and  then  the  strength  of  current  is  in- 
creased until  the  power  required  is  obtained. 

The  proper  current  for  nickel-plating  on  brass  or  other 
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smooth  surfaces,  is  when  the  gas  is  seen  to  adheie  to  the  work, 
and  there  is  no  tendency  to  blacken  edges. 

The  new  H.  &  V.  W.  dynamo,  which  is  the  latest  improve- 
ment in  plating  dynamos  manufactured  by  tlic  Hanson  &  Van 
Winkle  Co.,  of  Newark,  N.  J.,  is  shown  in  Figs.  45,  46,  and  47. 

Fig.  46. 


This  new  slow-speed,  iron-clad,  compound-wound  machine 
reaches  the  highest  degree  of  excellence.  The  distinctive 
feature  of  this  machine  is  the  construction  of  the  field  magnets 
and  of  the  frame,  which  are  cast  in  one  single  casting.  This 

Etc.  47. 


construction  gives  a  magnetic  field  of  much  greater  intensity 

than  can  otherwise  be  obtained,  and  entirely  prevents  all  waste- 
ful induced  currents  in  magnets  and  pole  pieces,  points  of  the 
greatest  importance  and  essential  to  high  efficiency. 

The  magnetic  circuit  is  of  unusually  low  resistance  by  reason 
6 
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of  its  shape,  its  shortness  and  the  superior  quality  of  iron  used. 
There  is  no  magnetism  in  the  frame,  base  or  shaft,  as  the  mag- 
nets are  supported  at  some  distance  from  the  base  of  the 
machine.  There  is,  therefore,  no  opportunity  for  magnetic 
leakage,  and  besides  the  whole  is  enclosed  by  a  shield  or  case 
of  metal. 

The  regulation  of  the  voltage  is  entirely  automatic,  holding  a 
constant  voltage  from  no  load  to  the  full  capacity  of  the 
dynamo.  This  result  has  heretofore  been  accomplished  by  the 
use  of  resistance  rheostats,  etc.,  requiring  constant  attention,  in 

case  the  number  of  square  feet  of  surface  in  the  vats  is  varied, 
which  is  liable  to  burn  the  work  if  a  light  load  is  in  the  tanks. 
This  has  been  overcome  b)-  the  compouiui  windings.  A  saving 
in  the  consumption  of  power  recjuired  is  also  made,  as  the 
machine  adjusts  itself  immediately  to  whatever  load  is  placed 
thereon,  from  a  single  piece  in  the  vats  or  to  the  full  load  of  the 
dynamo. 

The  armature  is  of  a  drum  type  and  is  built  up  of  thin  disks, 
all  of  which  are  sc  curely  fastened  to  the  shaft.  The  winding  is 
a  modification  of  the  Siemens  method,  and  the  mode  of  con- 
necting and  collecting  the  current  from  the  same  produces  a 
current  as  steady  as  any  battery  could  give. 

The  armature  is  so  proportioned  that  it  has  but  little  idle  wire 
over  the  heads  and  is  only  wound  with  one  layer  of  wire.  The 
winding  is  done  with  the  greatest  care,  and  so  insulated  that 
there  is  little  danger  of  short  circuiting  and  burning  out.  The 
ends  of  the  armature  and  the  electrical  connections  are  thor- 
oughly covered,  thereby  protecting  them  from  copper  dust  or 
dirt  of  any  kind. 

The  necessary  voltage  is  secured  by  revolving  a  compara- 
tively small  number  of  coils  of  wire  in  a  powerful  magnetic  field, 
rather  than  b}'  using  a  large  number  of  coils  and  weak  field,  as  is 
the  usual  practice.  The  small  amount  of  wire  on  the  armature 
accoimts  in  a  great  measure  for  the  absence  of  sparking  at  the 
brushes. 

The  commutator  is  insulated  with  mica,  and  is  of  ample  length 
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of  surface  to  secure  the  best  action  and  reduce  the  wear  to  a 
minim  um. 

The  segments  are  pure  tempered  copper,  the  most  durable 
material  known  for  the  purpose,  and  when  necessary  may  be 
removed  without  returning  the  machine  to  the  factory.  The 
shaft  is  made  of  the  best  crucible  steel,  of  great  diameter  in  its 
central  part,  accurately  turned  and  finished  in  the  best  possible 
manner.    Ail  armatures  of  the  same  size  are  interchangeable. 

The  slow  speed  of  thb  dynamo  is  a  most  important  point  for 
consideration,  it  being  run  at  about  half  the  speed  of  other 
makes  of  plating  machines  of  equal  cost. 

The  journals  are  of  generous  dimensions,  resting  in  bronze 
bearings  of  the  finest  quality.  They  are  self-aligning  and  self- 
oiling,  with  carrier  rings  in  each  bearing.  The  oil  wells  are  of 
ample  size  to  hold  enough  oil  for  two  or  three  months'  supply. 
In  this  manner  the  bearings  arc  automatically  oiled  by  the 
motion  of  the  shaft,  and  they  recpiire  no  attention  beyond  a 
periodical  examination  and  removal  of  oil. 

The  advantages  claimed  by  the  manufacturers  for  this 
dynamo  are  as  follows  :  i .  I  ligh  efficiency  ;  therefore  economy 
of  power.  2.  Current  generated  without  any  sparking  at  the 
brushes;  therefore  steady  current,  and  small  wear  of  brushes 
and  commutator.  3.  Solidity  of  construction ;  therefore  safety 
against  interruptions  from  external  injury,  and  no  risk  in  trans- 
portation. 4.  Accessibility  of  the  different  parts  and  simplicity 
of  design.  5.  No  scattering  of  the  lines  of  force ;  therefore  no 
external  magnetism  or  the  attraction  of  pieces  of  iron,  or  the 
magnetizing  of  watches  and  compasses,  etc.  6.  Perfect  regu- 
lation. 7.  Self-oiling  bearings.  8.  Ninety-five  per  cent,  effi- 
ciency. 9.  Slow  speed.  lO.  Self-aligning  bearings.  11.  Me- 
chanical perfection.  12.  W  ork  equally  well  with  light  or  heavy 
load,  and  will  do  more  work  for  the  same  power  and  first  cost 
than  any  other  make  of  plating  machines  now  on  the  market. 

Detailed  descriptions  of  other  machines,  such  as  the  M filler, 
Mather,  Elmore,  Biirgin.  Gidcher,  etc.,  would  needlessly 
lengthen  this  chapter.    The  great  impulse  which  the  art  of 
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electro-plating  has  in  modern  times  received  is  largely 
due  to  the  important  improvements  that  have  been  made 
in  the  construction  of  dynamo-electric  machines,  by  which 

mechanical  energy  generated  by  the  steam-engine  or  other 
convenient  source  of  power  may  be  directly  converted  into 
electrical  energy.  Without  dynamos  it  would  be  impossible  to 
electro-plate  large  parts  of  machines,  architectural  ornaments, 
etc.,  which  are  thus  protected  from  the  influence  of  the  weather. 
They  may  safely  be  credited  with  having  called  into  existence 
an  important  branch  of  the  electro-plating  art,  viz.,  nickel- 
plating»  and  especially  the  nickel-plating  of  zinc  sheets  as  well 
as  sheets  of  copper,  brass,  steel,  and  tin,  which  would  have  been 
impossible  if  the  manufacturer  had  to  rely  upon  the  generation 
of  the  electric  current  by  batteries.  The  latter,  at  the  very 
best,  are  troublesome  to  manage ;  they  only  give  out  their  full 
power  when  freshly  charged,  and  as  the  chemical  actions  upon 
which  they  rely  for  their  power  progress,  they  deteriorate  in 
strength  and  require  frequent  additions  of  acids  and  salts  to  be 
freshly  charged,  and  their  use  demands  constant  vigilance  and 
attention.  Even  when  working  on  a  small  scale,  it  is  cheapest 
to  procure  a  small  gas  or  other  motor  for  driving  a  small 
dynamo,  the  lathes,  and  grinding  and  polishing  machines. 

To  make  it  possible  for  the  manufacturer  of  dynamos  to 
suggest  the  most  suitable  machine,  the  following  data  should 
be  submitted  to  him:— 

1.  Variety,  size,  and  number  of  the  baths  which  are  to  be 
fed  by  the  machine. 

2.  The  average  surface  of  the  articles  in  the  bath,  or  their 
maximum  surface,  and  the  metals  of  which  they  consist 

3.  Whether  at  one  time  many  and  at  another  time  few  articles 
are  suspended  in  the  bath. 

4.  The  distance  at  which  the  machine  can  be  placed  from  the 
baths. 

5.  The  power  at  disposal. 
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PRACTICAL  PART- 
CHAPTER  IV. 

ARRANGEMENT  OF  ELECTRO-PLATING  ESTABUSHMENTS 

IN  GENERAL. 

Although  rules  valid  for  all  cases  cannot  be  given,  because 

modifications  will  be  necessary  according  to  the  size  and  extent 
of  the  establishment,  the  nature  of  the  articles  to  be  electro- 
plated, and  the  method  of  the  process  itself,  there  are,  never- 
theless, certain  main  features  which  must  be  taken  into  con- 
sideration in  arranf^in<;  every  establishment,  be  it  lar^'c  or  small. 
Only  rooms  with  sufficient  lii^ht  should  be  used,  since  the  eye 
of  the  operator  is  severely  taxed  in  judging  whether  the  articles 
have  been  thoroughly  freed  from  fat,  in  recognizing  the  differ- 
ent tones  of  color,  etc.  A  northern  exposure  is  especially 
suitable,  since  otherwise  the  reflection  caused  by  the  rays  of 
the  sun  may  exert  a  disturbing  influence.  For  large  establish- 
ments the  room  containing  the  baths  should,  besides  side-lights, 
be  provided  with  a  sky-light,  which,  according  to  the  location, 
is  to  be  protected  by  curtains  from  the  nys  of  the  sun. 

Due  consideration  must  be  given  to  the  frequent  renewal  of 
the  air  in  the  rooms.  Often  it  cannot  be  avoided  that  the 
operations  of  pickling,  etc.,  must  be  carried  on  in  the  same 
room  in  which  the  baths  are  located.  I'.specially  unfavorable 
in  this  respect  are  smaller  establishments  working  with  batteries, 
in  which  the  vapors  evolved  from  the  latter  arc  added  to  the 
other  vapors,  and  render  the  atmosphere  injurious  to  health. 
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Hence,  if  possible,  rooms  should  be  selected  having  windows 
on  both  sides,  so  that  by  opening  them  the  air  can  at  any  time 
be  renewed,  or  the  baths  and  batteries  should  be  placed  in 
rooms  provided  with  chimneys ;  by  cutting  holes  of  sufficient 
size  in  the  chimneys  near  the  ceilings  of  the  rooms  the  discharge 
of  injurious  vapors  will  in  most  cases  be  satisfactorily  effected. 

To  those  working  with  Bunsen  elements,  it  is  recommended 
to  place  them  in  a  closet  varnished  with  asphalt  or  ebonite 
lacquer,  and  provided  with  lock  and  key.  .  The  upper  portion 
of  the  closet  should  communicate  by  means  of  a  tight  wooden 
flue  with  a  chimney  or  the  open  air. 

Since  the  baths  work  with  greater  difficulty,  slower  and  more 
irregular  below  a  certain  temperature,  provision  for  the  suffi- 
cient heating  of  the  operating  rooms  must  be  made.  Except 
baths  for  hot  gilding,  platinizing,  etc.,  tlic  average  temperature 
of  the  plating  solutions  should  be  from  64.5^  to  68^  F.,  at 
which  they  work  best  ;  it  should  never  be  below  59^  F.,  for 
reasons  to  be  explained  later  on.  Hence,  for  large  operating 
rooms  such  heating  arrangements  must  be  made  that  the  tem- 
perature of  the  baths  cannot  fall  below  the  minimum  even 
during  the  night,  otherwise  provision  for  the  ready  restoration 
of  the  normal  temperature  at  the  commencement  of  the  work 
in  the  morning  has  to  be  made.  Rooms  heated  during  the  day 
with  waste  steam  from  the  engine,  generally  so  keep  the  baths 
during  the  winter — ^the  only  season  of  the  year  under  consider- 
ation— ^that  they  show  in  the  evening  a  temperature  of  64.5^  to 
68°  F.,  and  if  the  room  is  not  too  much  exposed,  the  tempera- 
ture, especially  of  large  baths,  will  only  in  rare  cases  be  below 
59^  F.  For  greater  security  the  heating  pipes  may  be  placed 
in  the  neighborhood  of  the  baths ;  if  this  should  not  suffice  to 
protect  the  baths  from  cooling  ofT  too  much,  it  is  advisable  to 
locate  in  the  operating  room  a  steam  conduit  of  small  cross- 
section  fed  from  the  boiler  and  to  pass  steam  for  a  few  minutes 
through  a  coil  of  metal  indifferent  to  the  plating  solution  sus- 
pended in  the  bath.  In  this  manner  baths  of  1000  quarts, 
which,  on  account  of  several  days'  interruption  in  the  opera- 
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tion,  had  cooled  to  36^  F.,  were  in  ten  minutes  heated  to 
68°  F.  For  smaller  baths  it  is  better  to  bring  a  small  por- 
tion of  them  in  a  suitable  vessel  to  the  boiling-point,  over  a  gas 
flame,  and  add  it  to  the  cold  bath,  and  if,  after  mixing,  the 
temperature  of  the  bath  is  still  too  low,  repeating  the  operation. 

Another  important  factor  for  the  operating  rooms  is  the  con- 
venient renewal  of  the  waters  required  for  rinsing  and  cleansinj:^. 
W'itliout  water  the  electro-deposition  of  metals  is  impossible  ; 
the  success  of  the  process  dci)cnding  in  the  first  place  on  the 
careful  cleansing  of  the  metallic  articles  to  be  electro-plated, 
and  for  that  purpose  water,  nay,  much  water,  hot  and  cold,  is 
required,  as  will  be  seen  in  the  "Preparation  of  the  Articles." 
Large  establishments  should,  therefore,  be  provided  with  pipes 
for  the  admission  and  discharge  of  water,  one  conduit  termina- 
ting as  a  rose  over  the  table  where  the  articles  are  freed  from 
grease.  In  smaller  establishments,  where  the  introduction  of  a 
system  of  water-pipes  would  be  too  expensive,  provision  must 
be  made  for  the  frequent  renewal  of  the  cleansing  water  in  the 
various  vats. 

In  consequence  of  rinsing  and  transporting  the  wet  articles 
to  the  baths  much  moisture  collects  upon  the  floor  of  the  oper- 
ating rooms.  The  best  material  for  floors  of  large  rooms  is 
asphalt,  it  beinf^,  when  moist,  less  slippery  than  cement;  a 
pavement  of  brick  or  mosaic  laid  in  cement  is  also  suitable,  but 
has  the  disadvantage  of  coolinfj  very  much.  The  pavement  of 
asphalt  or  cement  should  have  a  slight  inclination,  a  collecting 
basin  being  located  at  the  lowest  point,  which  also  serves  for 
the  reception  of  the  rinsing  water.  Wood  floors  cannot  be 
recommended,  at  least  for  large  establishments,  since  the  con- 
stant moisture  causes  the  wood  to  rot ;  however,  where  their 
use  cannot  be  avoided,  the  places  where  water  is  most  likely  to 
collect  should  6e  strewn  with  sand  or  saw-dust,  frequently  re- 
newed, or  the  articles  when  taken  from  the  rinsing  water  or 
bath  be  conveyed  to  the  next  operation  in  small  wooden 
buckets  or  other  suitable  vessels. 

The  operating  room  should  be  of  such  a  size  as  to  permit  the 
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convenient  execution  of  the  necessary  manipulations.  Of 
course,  no  general  rule  can  be  laid  down  in  this  respect,  as  the 
size  of  the  room  required  depends  on  the  number  of  the  pro- 
cesses to  be  executed  in  it,  the  size  and  number  of  articles  to 
be  electro-plated  daily,  or  within  a  certain  time,  etc.  However, 
there  must  be  sufficient  room  for  the  batteries  or  dynamo,  for 
the  various  baths,  between  which  there  should  be  a  passage- 
way at  least  twenty  inches  wide,  for  the  table  where  the  arti- 
cles are  freed  from  grease,  for  the  lye  kettle,  hot-water  reser- 
voir, saw-dust  receptacle,  tables  for  tying  the  articles  to  hooks, 
etc. 

The  rooms  used  for  grinding,  polishing,  etc.,  also  require  a 
good  light  in  order  to  enable  the  grinder  to  see  whether  the 
article  is  ground  perfectly  clean,  and  all  the  scratches  from  the 

first  grinding  are  removed.  Where  iron  or  other  hard  metals 
are  ground  with  emery,  it  is  advisable  to  do  the  polishing  in  a 
room  separated  from  the  <;rinding  shop  by  a  close  board  parti- 
tion, because  in  the  preparatory  pjrindins^^  with  emory,  which  is 
done  dry,  without  the  use  of  oil  or  tallow,  the  air  is  impreg- 
nated with  fine  particles  of  emery,  which  settle  upon  the  polish- 
in<^^  disks  and  materials,  and  in  polishing  soft  metals  cause  fine 
scratches  and  fissures  injurious  to  the  appearance  of  the  articles 
and  difficult  to  remove  by  polishing.  Hence,  all  operations  re- 
quiring the  use  of  emery,  or  coarse  grinding  powders,  should 
be  performed  in  the  actual  grinding- room,  as  well  as  the  grind- 
ing upon  stones  and  scratch-brushing  by  means  of  rapidly  re- 
volving steel  scratch-brushes.  Articles  already  electro-plated 
are,  of  course,  scratch*  brushed  in  the  plating-room  itself,  either 
on  the  table  used  for  freeing  the  articles  from  grease,  or  on  a 
bench  especially  provided  for  the  purpose.  In  the  polishing 
room  are  only  placed  the  actual  polishing  machines,  which 
by  means  of  rapidly  revolving  disks  of  felt,  flannel,  etc.,  and 
the  use  of  polishing  powders,  or  polishing  compositions,  im- 
part to  the  articles  the  final  lustre  before  and  after  electro- plat- 
ing. The  formation  of  dust  in  the  polishing  rooms  is  gener- 
ally over-estimated  ;  it  is,  however,  sufficiently  serious  to  render 
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necessao'  the  separation  by  a  close  partition  of  the  pplishing 
rooms  from  the  electro-plating  room,  otherwise  the  polishing 
dust  might  settle  upon  the  baths  and  give  rise  to  various  dis- 
turbing phenomena.  In  rooms  in  which  large  surfaces  are 
polished  with  Vienna  lime,  as,  for  instance,  nickeled  sheets, 
the  dust  often  seriously  afTects  the  health  of  the  polishers, 
especially  in  badly  ventilated  rooms,  and  in  such  cases  it  is 
advisable  to  provide  an  etiectivc  ventilator.  If  this  cannot  be 
done,  wooden  frames  covered  with  packing-cloth,  placed  oppo- 
site the  polishing  disks,  render  good  service;  the  packing- 
cloth,  by  being  frequently  moistened,  retaining  a  large  portion 
of  the  polishing  dust. 

For  grinding  lathes  requiring  the  belt  to  be  thrown  off  in 
order  to  change  the  grinding,  it  is  best  to  place  the  trans- 
mission carrying  the  belt-puUe)^  at  a  distance  of  about  three 
feet  ftom  the  floor ;  for  lathes  with  spindles  outside  the  bearings 
the  transmission  may  be  on  the  ceiling  or  wall.  The  revolving 
direction  of  the  principal  transmission  should  be  such  as  to 
render  the  crossing  of  the  belts  to  the  grinding  and  polishing 
machines  unnecessary,  otherwise  the  belts  on  account  of  the 
great  speed  will  rapidly  wear  out. 

EtECTRO-PrJlTlNG  ARRANGEMENTS  tN  PARTICULAR. 

The  actual  electro-plating  plant  consists  of  the  following  parts : 
I.  Tke  sources  of  current  (batteries  or  dynamo-electric  ma- 
chines) with  auxiliary  apparatus,    2.  The  current-conductors, 

3.  Tke  baikSf  consisting  of  the  vats,  the  plating  solution,  the 
anodes,  and  the  conducting  rods  with  their  binding-screws. 

4.  Tke  apparatuses  for  cleansing,  rinsing,  and  drying.  The 
sources  of  current  have  already  been  discussed  in  Chapter  III. 
p.  32,  and  the  laws  governing  the  suitable  coupling  cf  the  ele- 
ments on  p.  19. 

A.  Arrangement  with  elements. — In  working  with  elements  it 
is  first  necessar)-  to  have  a  clear  idea  of  the  area  of  the  articles 
which  are  to  be  at  one  lime  electro-plated  in  a  bath,  and  of  the 
magnitude  of  the  resistance  opposed  by  the  bath  to  the  current. 
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This  and  the  size  of  the  anodes  show  how  many  elements  must 
be  put  together  for  a  battery,  and  how  the  elements  are  to  be 
coupled.  Suppose  we  have  a  nickel  bath  which  requires  for 
its  decomposition  a  current  of  2.5  volts  of  electro-motive  force 
or  tension;  now  since,  according  to  p.  40,  a  Bunsen  element 
yields  a  current  of  1.88  volts,  the  reduction  of  the  nickel  can- 
not be  effected  with  one  such  element,  but  two  elements  must 
be  coupled  for  tension  one  after  the  other,  whereby,  leaving 
the  conducting  resistance  of  the  wires  out  of  consideration,  an 
electro-motive  force  or  tenson  of  2Xi.88»376  volts  is  ob- 
tained, with  which  the  decomposition  of  the  solution  can  be 
eiTected.  If,  on  the  other  hand,  we  have  a  silver  bath  which 
requires  only  ^  volt  for  its  decomposition,  we  do  not  couple 
two  elements  one  after  the  other,  because  the  electro-motive 
force  of  a  single  element  suffices  for  the  reduction  of  the  silver 
On  p.  19  it  has  been  seen  that  by  coupling  the  elements  one 
after  the  other  (coupling  for  tension)  the  electro-motive  force  of 
the  battery  is  increased,  but  the  quantity  of  current  is  not  in- 
creased, and  that  to  attain  the  latter  the  elements  must  be 
coupled  alongside  of  one  another  (coupled  for  quantity). 
Hence  in  a  group  of,  for  instance,  three  elements  coupled  one 
after  another,  only  one  single  zinc  surface  of  the  elements  can 
be  considered  effective  in  regard  to  the  quantity  of  current. 
Now,  the  larger  the  area  of  articles  at  the  same  time  suspended 
in  the  bath  is,  the  greater  the  number  of  such  effective  zinc 
surfaces  of  the  group  of  elements  to  be  brought  into  action 
must  be,  and,  if  for  baths  with  medium  resistance,  it  may  be 
laid  down  as  a  rule  that  the  effective  zinc  surface  must  be  at 
least  as  large  as  the  area  of  the  articles ;  provided  the  surface  of 
the  anodes  is  at  least  equal  to  the  latter,  the  approximate  num- 
ber of  elements  and  their  coupling  for  a  bath  can  be  readily 
found.  Let  us  take  the  nickel  bath,  which,  as  above  mentioned, 
requires  a  current  of  2.5  volts,  and  for  the  decomposition  of 
which  two  elemenfs  must,  therefore,  be  coupled  one  after  the 
other,  and  suppose  that  the  zinc  surface  of  the  Hunsen  elements 
is  SCX)  square  centimetres,  then  the  effective  zinc  surface  of  the 
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two  dements  coupled  one  alter  the  other  will  also  be  500 
square  centimetres;  hence  a  brass  sheet  20X25»500  centi- 
metres can  be  conveniently  nickeled  on  one  side  with  these 
two  elements,  or  a  sheet  10X25»250  centimetres  on  both  sides. 
Now  suppose  the  surface  to  be  nickeled  were  twice  as  large, 


Fia48. 


then  the  two  elements  would  not  suffice,  and  a  second  ^roup 
of  two  elements,  coupled  one  after  the  other,  would  have  to  be 
joined  to  the  first  group  for  quantity  as  shown  in  Fig.  4,  or 
perspectively  in  Fig.  48.  Three  times  the  object  surface  would 
require  three  groups  of  elements,  and  so  on. 

However,  this,  to  a  certain  extent,  empirical  determination  of 
the  number  of  elements  required  for  plating  surfaces  of  definite 
measure  may  be  abandoned,  and  we  may  avail  ourselves  of  a 
more  exact  determination  according  to  electrical  values,  since 
at  the  present  time  the  electrical  relations  of  the  baths  are 
accurately  known  and  the  performances  of  the  elements  as  well 
as  of  the  dynamos  are  specified  according  to  current  quantity 
and  current  tension. 

As  rcc^ards  the  result  of  the  process  of  deposition,  the  first 
requisite  which  has  to  be  taken  into  account  is  that  a  sufficient 
quantity  of  current  acts  upon,  the  surface  to  be  plated,  and  the 
next  that  the  current  possesses  the  necessary  tension  for  the 
decomposition  of  the  bath.  \ow  the  current  quantity  which 
is  required  for  the  correct  formation  of  the  deposit  upon  i 
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square  decimeter  *  =ioxio  centimetersf  ( lOo  square  centi- 
meters) may  be  designated  as  the  current-density,  and  in  the 
plating  processes  described  later  on,  the  suitable  current-density 
is  always  given.  Tf  now,  for  instance,  this  current-density  for  a 
nickel  bath  is  0.6  ampere  per  sq.  dcm.,  the  tension  2.5  volts 
and  the  largest  surface  to  be  plated  in  the  bath  50  cm.x20  cm. 
i^iooo  sq.  cm.  or  10  sq.  dcm.  a  current-strength  of  at  least 
0.6X10^6  amperes  would  be  required.  Hence,  a  medium- 
large  element  furnishing  8  amperes  would  suffice  if  the  tension 
necessary  for  the  decomposition  of  the  electrolyte  did  not 
amount  to  2.5  volts.  As  previously  stated,  a  Bunsen  element 
furnishes  about  1.8  volts,  and  hence,  in  order  to  obtain  the 
higher  tension,  two  elements  must  be  coupled  one  after  the 
other,  and  the  excess,  which  would  be  an  impediment  to  the 
correct  formation  of  the  deposit,  has  to  be  destroyed  by  the 
current-regulator  to  be  described  later  on,  in  case  it  is  not  pre- 
ferred to  increase  the  object-surface. 

For  silvering,  the  current-density  amounts  to  0.25  ampere, 
and,  with  a  slight  excess  of  potassium  cyanide,  the  silver  bath 
requires  i  volt.  If  now,  for  instance,  an  object  surface  of  55 
sq.  dcm.,  which  is  about  equal  to  50  large  soup-spoons,  is  to  be 
silvered,  55x0.25=13.75  amperes  and  i  volt  are  required. 
Hence,  two  elements  of  8  amperes  each  must  be  coupled  along- 
side one  another  in  order  to  obtain  16  amperes  current-quantity, 
and  the  excess  destroyed  by  the  current-regulator. 

In  giving  these  illustrations  it  is  supposed  the  objects  are  to 
have  a  thick  solid  plating ;  for  rapid  plating  with  a  thin  deposit 
a  diflferent  course  has  to  be  foUowed.  Only  a  slight  excess  of 
electro-motive  force  in  proportion  to  the  resistance  of  the  bath 
being  in  the  above-mentioned  case  present,  reduction  takes  place 
slowly  and  uniformly  without  violent  evolution  of  gas  on  the 
objects,  and  by  the  process  thus  conducted  the  deposit  formed 
is  sure  to  be  homogeneous  and  dense,  since  it  absorbs  but  slight 

*  I  square  decimeter  (sq.  dem.)  ^  15,501  square  inches.  * 
1 1  centineter  (cm.)  sso.394  inch. 
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quantities  of  hydrogen,  and  in  most  cases  it  can  be  obtained  of 
sufficient  thickness  to  be  thoroughly  resistant  If,  however,  the 
operation  is  to  be  executed  quickly  and  without  regard  to  great 
solidity  and  thickness  of  the  deposit,  the  elements  have  to  be 
coupled  so  that  the  electro-motive  force  is  sufficiently  large  for 
the  current  to  readily  overcome  the  resistance  of  the  bath.  This 
is  attained  by  coupling  three,  four,  or  more  elements  one  after 
the  other,  as  shown  in  the  scheme  Fig.  2.  However,  such  de- 
posits can  never  be  homogeneous,  because  they  condense  and 
retain  relatively  large  quantities  of  liydrogen. 

As  regards  the  filling  and  other  management  of  tlie  batteries, 
the  reader  is  referred  to  pp.  37-43,  under  Bunsen  elements. 
Having  seen  how  many  elements  are  required,  and  how  they 
have  to  be  coupled  to  form  a  battery  for  certain  purposes,  we 
will  next  consider  the  auxiliary  apparatuses. 

Only  in  very  rare  cases  will  it  be  possible  to  always  charge  a 
bath  or  several  baths  with  the  same  object-area ;  and  according 
to  the  amount  of  business,  or  the  preparation  of  the  objects  by 
grinding,  polishing,  and  pickling,  at  one  time  large,  and  at 
another  small,  areas  will  be  suspended  in  the  bath.  Now,  sup- 
pose a  battery  suitable  for  a  correct  deposit  upon  an  area  of,  say 
five  square  feet,  has  been  grouped  together;  and,  after  empty- 
ing the  bath,  a  charge  only  half  as  large  is  introduced,  the  cur- 
rent of  the  battery  will,  of  course,  be  too  strong  for  this  reduced 
area,  and  there  will  be  danger  of  the  deposit  not  being  homo- 
geneous and  dense,  but  forming  with  a  crystalline  structure,  the 
consequence  of  which,  in  most  cases,  will  be  slight  adhesive- 
ness, if  not  absolute  uselessness.  With  sufficient  attention  the 
total  spoiling  of  the  articles  might  be  prevented  by  removing 
the  objects  more  quickly  from  the  bath.  But  this  is  groping  in 
the  dark,  the  objects  being  either  taken  too  soon  from  the  bath, 
when  not  sufficiently  plated,  or  too  late,  when  the  deposit  al- 
ready shows  the  conseqences  of  too  strong  a  current. 

To  control  the  current  an  instrument  called  the  rkeosiait  cur- 
rmt-nguiatory  resistance  board,  or  switch  hoard,  has  been  con- 
■stucted,  which  allows  of  the  current>strength  .of  a  battery  being 


Digitized  by  Google 


I 


94  ELECTRO-DEPOSITION  OF  METALS. 

reduced  without  the  necessity  of  uncoupling  elements.  It  is 
evident  that  the  current  of  a  battery,  if  too  strong,  can  be 
weakened  by  decreasing  the  number  of  elements  forming  the 

battery,  and  also  by  decreasing  the  surface  of  the  anodes,  be- 
cause the  external  resistance  is  thereby  increased.  This  coup- 
ling and  uncoupling;  of  elements  is,  however,  not  only  a  time- 
consuminii,  but  also  a  disagreeable  labor;  and  it  is  best  to  use 
a  resistance  board,  with  which  by  the  turn  of  a  handle,  the 
desired  end  is  attained.    Figs.  49  and  50  show  this  instrument. 


Fig.  49.  Kig.  50. 


To  the  Both 


Tts  action  is  based  upon  the  following  conditions :  As  ex- 
plained on  p.  21,  the  maximum  performance  of  a  battery  takes 
place  when  the  external  resistance  is  equal  to  the  internal  re- 
sistance of  the  battery.  By  increasing  the  external  resistance, 
the  performance  is  decreased,  and  a  current  of  less  intensity 
Mrill  pass  into  the  bath  when  resistances  are  placed  in  the 
circuit.  The  longer  and  thinner  the  conducting  wire  is,  and 
the  less  conducting  power  it  possesses,  the  greater  will  be  the 
resistance  which  it  opposes  to  the  current.  Hence,  the  re- 
sistance board  consists  of  metallic  spirals  which  lengthen  the 
circuit,  contract  it  by  a  smaller  cross-section,  and  b)' the  nature 
of  the  metallic  wire  have  a  resistance-producing  effect.  For  a 
slight  reduction  oi  the  current,  copper  spirals  of  various  cross- 
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sections  are  taken,  which  are  succeeded  by  brass  spirals,  and 
flnall)'  by  (iernian  silver  spirals,  whose  resistance  is  eleven 
times  greater  than  that  of  copper  spirals  of  the  same  length 
and  cross-section.  In  Fig,  49  the  conducting  wire  coming 
from  the  battery  goes  to  the  screw  on  the  left  side  of  the 
resistance  board,  which  is  connected  by  stout  copper  wire  with 
the  first  contact-button  on  the  left;  hence  by  placing  the 
metallic  handle  upon  the  button  furthest  to  the  left,  the  current 
passes  the  handle  without  being  reduced,  and  flows  otT  through 
the  conducting  wire  secured  in  the  setting-screw  of  the  handle. 
By  placing  the  handle  upon  the  next  contact-button  to  the 
right,  two  copper  spirals  are  brought  into  the  circuit ;  by  turn- 
ing the  handle  to  the  next  button,  lour  spirals  are  brought  into 
the  circuit,  and  so  on.  By  a  choice  of  the  cross-sections  of 
the  spirals,  tiieir  length  and  the  metal  of  which  they  are  made, 
the  current  may  be  more  or  less  reduced  as  desired. 

To  control  the  retiiiction  of  the  current  effected  by  the  resist- 
ance, a  galvanDmeter  is  placed  behind  it.  It  consists  of  a  mag- 
netic needle  oscillating  upon  a  pin,  below  which  the  curren  ist 
conducted  through  a  strip  of  copper,  or.  with  weaker  currents, 
through  several  coils  of  wire.  The  electric  current  deflects  the 
magnetic  needle  from  its  position,  and  the  more  so  the  stronger 
the  current  is;  hence  the  current-strength  of  the  battery  can  be 
determined  by  the  greater  or  smaller  deflection. 

For  a  weak  current,  such  as,  for  instance,  that  }nelded  by  two 
elements,  it  is  of  advantage  to  use  a  horizontal  galvanometer 
(Fig.  51).    It  is  screwed  to  a  table  by 
means  of  a  few  brass  screws  in  such  a  po-  5'* 
sition  that  the  needle  in  the  north  position, 
which  it  occupies,  points  to  o**  when  no 
current  passes  through  the  instrument. 
Articles  of  iron  and  steel  must,  of  course, 
be  kept  away  from  the  instrument.  I'or 

stronger  currents,  it  is  better  to  combine  a  vertical  galvanometer 
with  the  resistance  board  and  fasten  it  to  the  same  frame,  as 
shown  in  Fig.  30.    The  screw  of  the  handle  of  the  resistance 
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board  is  connected  with  one  end  of  the  copper  strip  of  the  ver- 
tical galvanometer,  while  the  other  is  connected  with  the  screw 
on  the  right  side  of  the  resistance  board  in  which  is  secured  the 
wire  leading  to  the  bath.  The  resistance  board  and  galvano- 
meter are  placed  in  one  conducting  wire  oniy,  either  in  that  of 
the  anodes  or  of  the  objects ;  one  of  these  wires  is  simply  cut, 
and  the  end  connected  to  the  battery  is  secured  in  the  setting- 
screw  on  the  side  of  the  resistance  board  marl<ed  *'  strong/* 
while  the  other  end  which  is  in  connection  with  the  bath  is  se- 
cured in  the  setting-screw  on  the  opposite  side  marked  **  weak." 
The  entire  arrangement  will  be  perfectly  understood  from  Figs. 
52  and  54. 

Vic  52. 


Fig.  53  shows  an  improved  switchboard  or  rheostat,  which 
has  twice  the  carrying  power  of  other  resistance  boards  for  this 
purpose,  it  having  sufficient  length  of  wire  to  allow  of  toning 
down  the  highest  electro-motive  force  used  in  plating,  to  the 
lowest  figure  called  for,  without  showing  heat  or  any  unfavor- 
able symptoms.  By  the  use  of  this  switchboard  the  output 
from  a  platin^j  room  using  two  or  more  tanks  can  be  doubled, 
provided  the  dynamo  has  the  current  capacity. 
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All  platers  understand  that  different  volta^^es  arc  required  to 
operate  successfully  different  kinds  of  solutions,  and  that  when 
a  sufficient  voltage  is  to  be  generated  for  a  solution  of  the 
highest  resistance,  and  at  the  same  time  utilized  in  low  resist- 
ance solutions,  the  tank  nearest  the  dynamo,  with  the  ordinary 
method,  receives  the  most  current,  and  a  tendency  to  burn  and 
blacken  is  noticed  to  a  marked  de- 
gree. When  metals  such  as  silver 
and  copper  are  to  be  deposited  in 
connection  with  such  metals  as 
nickel  and  brass,  a  higher  electro- 
motive force  is  required,  and  a  con- 
siderable drop  in  voltage  is  de- 
manded in  tiie  lower  resistance 
solution  so  as  not  to  blacken  the 
work.  With  the  old  style  switch- 
boards this  is  done  at  a  great  loss 
of  current  and  work  capacity  of  tank.  With  the  old  style  switch- 
boards about  the  greatest  carrying  capacity  that  they  will  feed 
is  from  25  to  35  amperes,  not  over  35  amperes.  This  deficiency 
is  due  to  the  smallness  of  the  resistance  wire  and  lack  of  suffi- 
cient metal  conductivity.  With  the  improved  switchboard 
three  times  the  current  can  be  conveyed  without  showing  the 
least  heat  in  either  the  resistance  wires,  segments,  switch  or 
base- plate. 

Having  discussed  the  advantages  derived  from  the  use  of  the 
resistance  board,  it  remains  to  add  a  few  words  regarding  the 
indications  made  by  the  galvanometer.  Since  the  greater  de- 
flection of  the  needle  depends,  on  the  one  hand,  on  the  greater 
current-strength,  and,  on  the  other,  on  the  slighter  resistance 
of  the  outer  closing  arc  (conducting  wires,  baths,  and  anodes), 
it  is  evident  that  a  bath  with  slighter  resistance,  when  worked 
with  the  same  battery  and  containing  the  same  area  of  anodes 
and  objects,  will  cause  the  needle  to  deflect  more  than  a  bath 
of  greater  resistance  under  otherwise  equal  conditions.  Hence 
the  deductions  drawn  from  the  position  of  the  needle  for  the 
7 


Fig.  S3. 
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electro-plating  process  are  valid  only  for  determined  baths  and 
determined  equal  conditions,  but  with  due  consideration  of 
these  conditions  are  of  great  value.  Suppose  a  nickel  bath 
always  works  with  the  same  area  of  objects  and  of  anodes,  and 


experiments  have  shown  that  the  suitable  current-strength  for 
nickeling  this  area  of  objects  is  that  at  which  the  needle  stands 

at  15° ;  and  suppose  further  that  the  battery  has  been  freshly 
filled  and  causes  the  needle  to  deflect  to  25°,  then  the  handle 
of  the  resistance  board  will  have  to  be  turned  so  far  to  the  right 
that  the  needle,  in  consequence  of  the  introduced  resistances, 
returns  to  15°.  Now  if,  after  workinfj  for  some  time,  the 
battery  yields  a  weaker  current,  the  needle,  since  the  resistance 
remains  the  same,  will  constantly  retroi^rade,  and  has  to  be 
brought  back  to  15°  by  turning  the  handle  to  the  left,  when  a 
current  of  equal  strength  of  the  former  will  again  flow  into  the 
bath.  This  play  is  repeated  until  finally  the  handle  stands 
upon  the  button  furthest  to  the  left,  at  which  position  the 
current  Hows  directly  into  the  bath  without  being  influenced  by 
the  resistances  of  the  resistance  board.  If  now  the  needle 
retrogrades  below  15^,  it  is  an  indication  to  the  operator  that 
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lie  must  renew  the  filling  of  the  batteiy  if  he  does  not  prefer 
suspending  fewer  objects  in  the  bath.  For  this  reduced  object-* 
area  it  is  no  longer  required  for  the  needle  to  stand  at  15^  in 

order  to  warrant  a  correct  progress  of  the  galvanic  process, 
since  the  resistance  being  in  this  case  greater,  a  deflection  to 
10°,  or  still  less,  may  sufiice.  This  illustration  will  sufficiently 
show  that  the  current-indication  by  the  galvanometer  is  not  and 
cannot  be  absolute,  but  that  the  deductions  must  always  be 
drawn  with  due  consideration  to  the  conditions — area  of  objects 
and  of  anodes,  and  distance  between  them.  An  operator  to  be 
sure  in  this  respect,  and,  above  all,  wishing  to  work  scien- 
tifically, will  replace  the  galvanometer  by  a  voltmeter,  which 
indicates  the  absolute  magnitude  of  the  elcctro^motive  force 
passing  into  the  bath,  as  will  be  explained  later  on. 

It  frequently  happens  that  in  consequence  of  defective  con- 
tacts with  the  binding-screws  of  the  batteiy,  or  by  the 
conductors  of  the  objects  and. of  the  anodes  touching  one 
another  (short  circuit  with  non>insulated  conducting  wires), 
no  current  whatever  flows  into  the  bath.  Such  an  occurrence 
is  immediately  indicated  by  the  galvanometer,  the  needle  be- 
ing not  at  all  deflected  in  the  first  case,  while  in  the  latter  the 
deflection  will  be  entirely  different  from  the  usual  one.  The 
magnetic  needle  of  the  galvanometer  also  furnishes  a  means  of 
recognizing  the  polarity  of  the  current.  If  the  galvanometer 
be  placed  in  the  positive  conductor  by  securing  the  wire  com- 
ing from  the  battery  in  the  binding-screw  on  the  south  pole  of 
the  galvanometer,  and  the  wire  leading  to  the  bath  in  the  bind- 
ing-screw on  the  north  pole  of  the  needle,  the  needle,  accord- 
ing to  Ampere's  law,  will  be  deflected  in  the  direction  of  the 
hands  of  a  watch,  i»  e»,  to  the  right  if  the  observer  stands  so  in 
front  of  the  galvanometer  as  to  look  from  the  south  pole 
towards  the  north  pole,  because  the  battery  current  flows  out 
from  the  positive  pole  through  the  conducting  wire,  anodes, 
and  fluid  to  the  objects,  and  from  these  back  through  the 
object  wire  to  the  negative  pole  of  the  batteiy.  If  now  in  con- 
sequence of  the  counter- current  formed  in  the  bath  by  the 
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metallic  surfaces  of  dissimilar  nature  (see  later  on),  and  flow- 
ing in  an  opposite  direction  to  that  of  the  battery- current,  the 
latter  is  weakened,  the  needle  will  constantly  further  retrograde 
from  the  zero  point,  and  when  the  counter  or  polArizing  cur- 
rent becomes  stronger  than  the  battery- current,  it  will  be 
deflected  in  an  opposite  direction  as  before.  Hence,  by 
observing  the  galvanometer  the  operator  can  avoid  the  annoy- 
ing consequences  of  polarization,  which  will  be  further  dis- 
cussed under  nickeling. 

The  observing  practical  electro-plater  will  know  that  the 
character  of  a  deposit  obtained  in  a  certain  solution  with  a  defi- 
nite area  of  objects  to  be  plated  depends  largely  upon  the  re- 
production of  certain  conditions,  and  especially  upon  the  density 
of  the  current  for  the  certain  area  to  be  plated.  To  reproduce 
such  conditions  it  is  highly  important  that  either  the  electro- 
motive force  existing  between  anode  and  cathode,  or  the  current 
flowing  through  the  same,  be  accurately  measured.  The  ordinary 
galvanometer  is  insufficient  and  often  misleading,  and  not  at  all 
satisfactory  for  the  actual  measurement  of  either  the  voltage  or 
current.  It  indicates  only  a  change  of  polarity,  a  cause  of 
trouble  not  often  accurrin^  with  the  use  of  a  good  dynamo.  If 
it  is  desired  to  measure  the  actual  E.  M.  F.  existing  at  the  ter- 
minal of  the  dynamo  or  bath,  only  the  ver)'  best  voltmeters  or 
ammeters  should  be  used.  Thc\'  should  be  so  constructed  as 
to  indicate  quickly  and  accurately  any  sudden  changes  in  current, 
and  should  be  direct  reading  in  volts  and  amperes,  and  their 
indications  should  not  be  subjected  to  gradual  changes.  A  • 
sensitive  voltmeter  such  as  the  Weston  voltmeter  shown  in  Fig. 
55,  will  indicate  the  slipping  of  belts,  short  circuiting  in  tanks 
and  any  irregularities  in  power.  These  voltmeters  have  a  scale 
from  o  to  6  volts  and  upwards.  The  scale  is  divided  into  120 
divisions  so  that  each  division  represents  y  ^^^  of  a  volt  and  when 
used  in  cannection  with  the  switch  board,  Fig.  54,  will  enable 
the  plater  to  study  carefully  all  the  requirements  that  insure 
good  results,  and  will  give  him  the  means  of  accurately  repro- 
ducing such  conditions  as  he  has  found  by  experience  con- 
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ducive  to  success.  One  voltmeter  can  be  made  to  answer  for  a 
number  of  tanks  by  means  of  a  shunt  from  which  the  wires  run 
to  each  tank.    By  this  arrangement,  and  in  connection  with  the 


Fig.  55. 


switch-boards,  the  voltage  for  each  tank  and  the  current  passing 
through  the  tank  are  controlled. 

Whilst  it  will  be  sufficient  in  most  cases  to  use  a  voltmeter 
in  combination  with  a  rheostat  for  regulating  purposes,  it  will 
sometimes  be  found  desirable  to  determine  the  actual  amount 
of  current  in  amperes  passing  through  a  tank.  It  is  a  funda- 
mental law  of  electrolysis  that  a  certain  number  of  amperes 
passing  through  a  plating  solution  will  cause  a  definite  weight 
of  metal  to  be  deposited.    So,  for  instance,  one  ampere  will 
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deposit  in  one  hour  1.106  grammes  of  nickel,  or  4.05  grammes 
of  silver.  It  is  evident,  therefore,  that  by  means  of  an  accurate 
ammeter,  the  amount  of  metal  actually  deposited  can  easily  be 
determined.  The  Weston  ammeter,  shown  in  Fig.  56,  is  very 
sensitive,  indicating  the  slightest  variation  of  current  accurately 


Fig.  56. 


and  with  absolute  certainty.  It  is,  especially  for  higher  ranges, 
the  best,  the  most  economical,  and  at  the  same  time  the 
cheapest  instrument  in  the  market.  Both  the  Weston  volt- 
meter and  the  Weston  ammeter  are  furnished  by  Hanson  & 
Van  Winkle  Co.,  Newark,  N.  J. 

From  what  has  been  said  in  this  chapter  and  in  the  theoret- 
ical part,  it  is  self-evident  what  rules  have  to  be  observed  in 
conducting  the  current.    Since  the  current-strength  is  weak- 
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ened  by  resistance,  the  cross-section  of  the  current-carrying 
wire  as  well  as  of  that  leading  to  the  objects  and  to  the  anodes 
must  be  of  a  size  corresponding  to  the  current-strength,  and 
the  material  for  the  wires  should  possess  as  high  a  conducting 
power  as  possible.  Chemically  pure  copper  is  best  suited  for 
this  purpose.  Some  information  for  calculating  the  thickness 
of  the  wires  will  be  found  at  the  end  of  the  section  "  Arrange- 
ment with  Dynamo  Machines." 

The  positive  or  anode  wire  effects  the  connection  between  the 
anodes  of  the  bath  and  the  positive  pole  (anode  or  carbon 
pole)  of  the  battery,  while  the  tiei^ative  or  object  wire  brings 
the  objects  in  the  bath  into  metallic  contact  with  the  negative 
(zinc)  pole  of  the  battery.  As  previously  mentioned,  the  re- 
sistance board  with  galvanometer  is  placed  in  one  or  the  other 
of  the  wires. 

For  conducting  the  electric  current  to  the  baths,  metallic 
wires,  bands,  spirals,  or  ribbons  are  used.  The  conducting 
wires  are  either  employed  in  their  natural  metallic  state,  or  are 
covered  with  some  insulating  or  poorly  conducting  substance, 
such  as  cotton,  silk.  India-rubber,  gutta-percha,  and  various 
varnishes.  It  is  evident  that  covered  wires  should  be  bare  and 
clean  at  their  extremities  where  they  are  connected  with  the 
battery  and  with  the  anodes  and  objects  to  be  plated.  Wires 
of  pure,  well-anncaled  coj^pcr  possess  the  best  conducting 
power,  and  should  have  a  sectional  area  capable  of  carrying 
the  maximum  quantity  of  current  without  offering  appreciable 
resistance.  Cables  should  be  chosen  where  a  large  volume  of 
current  must  be  carried,  they  beinc^  more  flexible  than  wire  of 
a  large  size,  and  can  be  more  easily  laid. 

Insulated  wires  may  come  in  contact  with  each  other  with- 
out inconvenience.  Such,  however,  is  not  the  case  with  bare 
wires ;  because  the  electricity  will  pass  through  the  shortest 
circuit  and  will  not  go  through  the  bath  if  the  two  wires  are  in 
metallic  contact.  Such  contact  should,  therefore,  be  carefully 
avoided. 

Vats  or  tanks. — These  arc  the  vessels  to  hold  the  plating 
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solutions.  Their  shape  may  be  either  circular,  square,  or 
rectangular.  They  should  be  perfectly  tight,  impervious  to 
the  solutions,  and  unacted  upon  by  them.  They  are  made  of 
different  materials— stoneware,  glass,  or  porcelain  vats  being 
best,  but  they  are  the  most  fragile  and  expensive. 

\yooden  vats  must  be  carefully  constructed,  and  are  best 
secured  at  the  ends  by  bolts  and  nuts,  as  shown  in  Fig.  57, 
which  serve  to  hold  the  sides  firmly  against  the  end  pieces. 


The  vat  is  then  coated  with  a  mixture  of  equal  parts  of  pitch 
and  rosin  boiled  with  a  small  quantity  of  linseed  oil.  Another 
mixture,  which  has  been  found  to  afford  a  good  protective 
covering  to  wood,  consists  of  10  parts  of  gutta-percha,  3  of 
pitch,  and  i  each  of  stearin  and  linseed  oil,  melted  together 
and  incorporated. 

For  large  aciti  copper  and  nickel  baths  wooden  vats  lined 
with  chemically  pure  sheet-lead  about  O.I  18  inch  thick,  and 
the  seams  soldered  with  pure  lead,  are  very  suitable.  Care 
must,  of  course,  be  taken  that  neither  the  conducting  rods  nor 
the  articles  suspended  in  the  bath  and  the  anodes  come  in  con> 
tact  with  the  lead  lining,  which  with  some  care  can  be  readily 
avoided.  Objections  have  frequently  been  made  to  such  vats, 
but  in  Dr.  George  Langbein's  establishment  they  have  for  six 
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years  been  used  for  nickel  baths  without  the  lead  having  the 
slightest  effect  upon  the  baths,  and  no  disturbance  in  the  work- 
ing of  the  latter  has  ever  been  observed.  After  careful  investi- 
gation such  lead -lined  vats  have  even  been  used  for  large 
copper  and  brass  baths  containing  potassium  cyanide  without 
the  slightest  injury  to  the  baths.  If  even  a  tilm  of  lead  cyanide 
IS  formed  upon  the  lead,  it  is  insoluble  in  excess  of  potassium 
cyanide,  and  hence  is  entirely  indifferent  as  regards  the  bath. 
Only  tor  nickel  baths  containing  large  quantities  of  acetates, 
citrates  and  tartrates  these  lead-lined  vats  cannot  be  recom- 
mended, since  these  salts  possess  a  certain  power  of  dissolving 
lead  oxide.  However,  the  use  of  such  baths  has  been  almost 
entirely  abandoned,  and  the  small  quantities  of  organic  acid 
which  occasionally'  serve  for  correcting  the  reaction  of  a  nickel 
bath  need  not  be  taken  'into  consideration.  The  lead-lining 
might  be  dispensed  with  if  it  were  not  for  the  difficulty  of  keeping 
wooden  vats  tight.  Many  plating  solutions  impair  the  swelling 
power  of  the  wood,  and  with  even  a  slight  change  in  the  tem- 
perature the  vats  become  pervious,  the  evil  increasing  in  time. 
Vats  lined  with  lead,  on  the  other  hand,  remain  ti^^ht  and  have 
the  advantiM^e  that  the  baths  can  be  boilfd  in  them  by  means 
of  steam  introduced  through  a  lead  coil  in  the  vats. 

For  large  baths  containing  potassium  cyanide  holders  of  brick 
laid  m  cement  may  also  be  used,  or  holders  of  boiler-plate  lined 
with  a  layer  of  cement. 

A  very  useful  vat  is  one  of  iron  enameled  with  white  acid- 
proof  enamel.  Such  vats  are  made  in  diflferent  shapes  and 
sizes  up  to  $}4  feet  long,  24  inches  wide  and  19  inches  deep. 

For  gold  and  other  solutions  an  agate  vessel  is  recom- 
mended, this  material  standing  cyanide  solutions,  acids,  etc. 

The  vats  for  heating  baths  are  best  made  of  enameled  iron 
or  of  wood  lined  with  sheet  lead.  Stoneware  vats  do  not  bear 
heating. 

It  is  advantageous  to  provide  the  narrow  sides  of  the  vats 
with  semicircular  notches  for  the  conducting  rods  to  rest  in,  to 
prevent  their  rolling  away.    When  using  stoneware  vats  the 
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conducting  rods  are  laid  directly  upon  the  vats.  Vats  of  other 
material  must  be  provided  with  an  insulated  rim  of  wood,  or 
the  rods  are  insulated  by  pushing  a  piece  of  rubber  hose  over 
their  ends.  According  to  the  size  of  the  bath,  3,  5,  7,  or  more 
conducting  rods,  best  of  pure,  massive  copper,  are  used. 

To  secure  the  uniform  coating  of  the  objects  with  metal  they 
must  be  surrounded  as  much  as  possible  by  anodes,  i.  e.,  the 
positive  pole  plates  of  the  metal  which  is  to  be  deposited.  For 

Fio.  58. 
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flat  objects  it  suffices  to  suspend  them  between  two  parallel 
rows  of  anodes,  the  most  common  arrangement  being  to  place 
three  rods  across  the  bath,  the  two  outermost  of  which  carry 
the  anodes,  while  the  objects  are  secured  to  the  centre  rod. 
For  wide  baths  five  conducting  rods  are  frequently  used,  but 
they  should  always  be  so  arranged  that  a  row  of  objects  is  be- 
tween two  rows  of  anodes.  The  arrangement  frequently  seen 
with  four  rods  across  the  baths,  of  which  the  outermost  carry 
anodes,  and  the  other  two  objects,  is  irrational  if  the  objects  are 
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Fig.  59.    Fia  6a 


to  be  uniformly  plated  on  all  sides,  because  the  sides  turned 
towards  the  anodes  are  coated  more  heavily  than  those  sus- 
pended opposite  to  the  other  row  of  objects. 

For  large  round  objects  it  is  better  to  entirely  surround  them 
with  anodes,  if  it  is  not  preferred  to  turn  them  frequently,  so 
that  all  sides  and  portions  gradually  ieel  the  effect  of  the  im- 
mediate neighborhood  of  the  anodes.    (See  Nickeling.") 

For  objects  to  be  plated  on  one  side  only  the  centre  rod  may 
be  used  for  the  anodes,  and  the  two  outer  ones  for  the  objects ; 
the  surfoce  to  be  plated  being,  of  course,  turned  toward  the 
anodes. 

The  rods  carrying  the  anodes,  as  well  as  those  carrying  the 
objects,  must  be  well  connected  with  each  other,  which  is 
effected  by  means  of  binding  posts  and  screws  of  the  improved 

forms  shown  in  Fig.  58,  Nos.  i  and  2  being  rod  connections 
for  tanks.  No.  2,  or  double  connection,  is  a  very  convenient 
form  as  it  can  be  adapted  to  so  very 
many  changes.  The  three-way  connec- 
tion, No.  3,  is  so  well  known  that  it 
hardly  needs  an  explanation. 

The  anodes  are  suspended  from  the 
cross  rods  by  strong  hooks  of  the  same 
metal,  so  that  they  can  be  entirely  im- 
mersed in  the  bath  (Fig.  59) ;  hooks  of 
another  soluble  metal  would  contaminate 
the  bath  by  dissolving  in  it,  and  this 
must  be  strictly  avoided,  as  it  would 
cause  all  sorts  of  disturbances  in  the  correct  working  of  the 
bath.  In  case  hooks  of  another  metal,  except  platinum,  are 
used,  the  anodes  must  be  hung  so  that  they  project  above  the 
surface  of  the  liquid,  and  the  hooks  not  beinf;  immersed  are, 
therefore,  not  liable  to  corrosion  ;  but  the  anodes  are  then  not 
completely  used  up,  the  portion  dipping  in  the  solution  being 
gradually  dissolved,  whilst  the  portion  projecting  above  the 
fluid  remains  intact.  Instead  of  wire  hooks,  strips  of  the  same 
metal  as  the  anodes  and  fastened  to  them  by  a  rivet  may  also 
be  used  (Fig.  60). 
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For  suspending  the  objects  lengths  oi  soft  pure  copper  wire» 
technically  called  slinging  wires,  are  used.  They  are  simply 
suitable  lengths  of  copper  wire  of  a  gauge  to  suit  the  work  in 
hand,  wire  of  No.  20  Birmingham  wire  gauge  (see  Chapter 
XVIII.»  **  Useful  Tables  ")  being  generally  employed  for  such 
light  work  as  spoons*  forks,  and  table  utensils.  Wire  of  a  larger 
diameter  should  be  employed  for  large  and  heavy  goods.  The 
immersed  ends  of  these  wires  becoming  coated  with  the  metal 
which  is  being  deposited,  they  should  be  carefully  set  aside 
each  time  after  use,  and  when  the  deposit  gets  thick  it  should 
be  stripped  off  in  stripping  acid,  and  the  wire  afterwards  an- 
nealed and  straightened  for  future  use. 

To  keep  the  rods  clean  and  to  protect  them  from  the  fluid 
draining  off  from  the  articles  when  taken  from  the  bath,  it  is  ad- 
visable to  covxT  them  with  a  roof  of  strips  of  wood  (  ),  or  a 
semi-circular  strip  of  zinc  coated  with  ebonite  laccpier;  by  this 
means  the  frequent  scourinc^  of  the  rods,  which  otherwise  is 
necessary  in  order  to  secure  a  good  contact  with  the  hooks  of 
the  anodes,  is  done  away  with. 

The  plating  solutions,  briefly  called  baths,  will  be  especially 
discussed  in  speaking  of  the  various  electro-plating  processes.  It 
still  remains  to  consider  the  cleansing  and  rinsing  apparatuses. 
Every  electro-plating  establishment,  no  matter  how  small,  re- 
quires at  least  one  tub  or  vat  in  which  the  objects  can  be  rubbed 
or  brushed  with  a  suitable  agent  in  order,  to  free  them  from 
grease.  This  is  generally  done  by  placing  a  small  kettle  or 
stoneware  pot  containing  the  cleansing  material  at  the  right-hand 
side  of  the  operator  alongside  the  vat  or  tub.  Across  the  latter, 
which  is  half  filled  with  water,  is  laid  a  board  of  soft  wood  cov- 
ered with  cloth,  which  serves  as  a  rest  for  the  objects  previously 
tied  to  wires.  The  objects  are  then  scrubbed  with  a  brush,  or 
nibbed  with  a  piece  of  cloth  dipped  in  the  cleansing  agent.  The 
latter  is  then  removed  by  rinsing  the  objects  in  the  water  in  the 
tub  and  drawing  them  through  water  in  another  tub.  By  this 
clcansinjT  jirocess  a  thin  film  of  o.xide  is  formed  upon  the  inet.ils, 
which  would  be  an  impediment  to  the  intimate  union  of  the 
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electro-deposit  with  the  basis-metal.  This  film  of  oxide  has  to 
be  removed  by  dipping  or  pickling^  for  which  purpose  another 
vat  or  tub  containing  the  pickle^  the  composition  of  which  varies 
according  to  the  nature  of  the  metal,  has  to  be  provided.  After 
dipping,  the  objects  have  to  be  again  thoroughly  rinsed  in  water 
to  free  them  from  adhering  pickle,  so  that  for  the  preparatory 
cleansing  processes  three  vessels  with  water,  which  has  to  be 
frequently  renewed,  as  well  as  the  necessary  pots  for  pickling 
solutions,  have  to  be  provided.  In  case  the  vat  for  cleansing  the 
articles  or  the  box-like  table  (see  Fig.  66)  is  provided  with  a 
rose- jet.  under  which  the  objects  are  rinsed,  the  other  vats  are 
not  required. 

After  having  received  the  electro-deposit  the  objects  have  to 
be  again  rinsed  in  cold  water,  which  can  be  done  in  one  of  the 
three  vats  or  with  tlie  rose-jet,  and  finall}^  have  to  be  immersed 
in  hot  water  until  the}'  have  acquired  the  temperature  of  tlie 
latter.  How  the  water  is  heated  makes  no  difi'erence,  and  depends 
on  the  size  of  the  establishment.  The  heated  objects  are  then 
immediately  dried  in  a  box  filled  with  dry,  fine  sawdust — that  of 
maple,  poplar,  or  other  wood  free  from  tannin  being  suitable  for 
the  purpose. 

B.  Arrangements  with  dynamo-electric  machines, — ^For  setting 
up  and  running  the  machines  the  following  rules  are  to  be  ob- 
served. Larger  machines  are  to  be  screwed  to  square  wooden 
joists  resting  upon  a  solid  brick  foundation  about  six  inches 
above  the  floor ;  smaller  machines  may  be  placed  upon  and 
fastened  to  strong  tables  secured  to  the  floor  or  wall.  The  prin- 
cipal point  is  that  the  foundation  or  table  is  not  subjected  to 
shocks  which  wrould  be  transferred  to  the  machines  and  cause, 
by  the  vibration  of  the  brushes,  a  larger  formation  of  sparks, 
and  consequent  i^reater  wear  of  certain  portions  of  the  machine. 
Foundations  about  8  inches  wider  on  each  side  than  the  machine 
and  built  of  brick  and  cement  have  been  found  most  suitable. 
If  possible,  the  machines  should  be  located  in  the  neij^hborhood 
of  the  baths  they  are  to  feed,  since  the  greater  the  distance  from 
the  bath  at  which  they  are  placed  the  larger  the  cross-section . 
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of  the  principal  conducting  wire  must  be,  and  the  more  trouble- 
some the  regulation  of  the  current  will  prove,  provided  it  is  not 
intended  to  place  another  resistance  board  just  in  front  of  the 
bath,  which  is  the  best  plan  for  regulating  the  current  with  the 
greatest  nicety. 

It  is  best  to  set  the  dynamo  in  motion  by  means  of  a  gearing 
with  loose  and  fast  pulley  so  as  to  render  a  gentle  engaging  of 
the  machine  possible,  and  not  directly  from  the  fly-wheel  of  the 
motor,  whereby  in  consequence  of  the  jumping  and  dragging 
of  the  belt  it  is  apt  to  run  less  regularly.  The  bearings  should 
be  kept  well  lubricated,  best  with  automatic  oilers  filled  with 
good  lubricating  oil.  The  stated  number  of  revolutions  per 
minute  should  not  be  exceeded,  since  by  the  stronger  current 
thereby  generated  the  machine  might  become  very  hot  and 
suffer  injury.  On  the  other  hand,  when  a  weaker  current  is 
required,  the  machine  may  be  run  more  slowly  than  the  maxi- 
mum performance  with  the  prescribed  number  of  revolutions. 
The  brushes  which  conduct  the  current  from  the  commutator 
should  be  firmly  secured  in  their  holders  by  means  of  screws, 
and  the  levers  pressing  them  by  means  of  spiral  springs 
against  the  commutators  must  be  fixed  so  that  the  brushes 
securely  and  uniformly  slide  upon  them ;  pressing  the  brushes 
too  tightly  against  the  commutators  should,  however,  be 
avoided.  While  the  machine  is  running  the  brushes  should 
not  be  lifted  ofT,  since  the  large  sparks  thereby  produced 
strongly  attack  the  brushes  and  the  commutator,  and  this 
favorite  amusement  of  the  workmen  should  be  strictly  for- 
bidden. 

When  the  machine  is  for  the  first  time  set  in  motion,  the 
commutator  should  be  gone  over  with  a  smooth  file  or  emery 

paper  to  remove  any  projections  of  the  insulation  between  the 

metallic  plates,  which  readily  swell  when  the  machine  stands  in 
a  damp  place.  The  commutator  should  also  daily  be  freed,  by 
wiping,  from  copper-dust,  and  if  after  some  time  it  wears 
unevenly,  be  made  smooth  with  a  file. 

The  inductor  ring  should  at  least  once  every  week  be  cleaned 
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from  copper-dust  by  means  of  a  small  bellows  or  other  instru- 
ment. Movable  articles  of  iron  and  steel  should  be  kept  away 
from  the  machine  when  runningp  as  they  might  be  attracted  by 
the  portions  of  the  machine  which  have  become  strongly 
magnetic. 

The  object-  and  anode-wires  must  be  insulated  from  each 
other,  as  well  as  from  the  ground  and  damp  brick-work  by  dry 
wood  or  porcelain,  and  the  places  of  junction  kept  bright. 

The  employment  of  special  wire-carriers,  of  the  form  shown 
in  Fig.  6 1,  is  advisable.  They  consist  of  cast-iron  arms,  pro- 
vided on  the  ends  with  a  case,  between  the  lower  and  upper 
cover  of  which  arc  disks  of  hard  rubber. 

To  regulate  the  current  resistance  boards  or  current- regu- 
lators are  used.  They  are  constructed  according  to  the  same 
principles  as  those  described  under  *'  Arrangement  with  Ele- 
ments "  (p.  89),  only  the  spirals  are  longer  and  of  a  larger 
cross-section,  and  the  entire  instrument  is  stronger.  Instead  of 
upon  wood,  the  contact  buttons  are  mounted  upon  slate  plates, 
as  wood  would  be  carbonized  by  the  spirals  becoming  hot. 

In  case  one  machine  has  to  feed  several  baths  of  dissimilar 
nature  and  composition,  the  regulation  of  the  current  for  all  the 
baths  in  the  main  conducting  wire  is  not  feasible  on  account  of 
the  diflferent  resistances ;  and  it  will  be  neces- 
sary to  place  a  resistance  board  in  front  of 
every  bath.  With  dynamos  of  the  Schuckert 
and  Lahmeyer  type,  which  are  very  practical, 
it  will  be  further  necessary  to  place  a  resist- 
ance board  (the  resistance  board  of  the 
dynamo)  in  the  windings  of  the  machine,  in 
order  to  be  enabled  to  generate  more  or  less 
current,  as  may  be  required,  and  to  avoid  an  unnecessary  con- 
sumption of  power.  From  the  scheme  Fig.  62,  for  such  a 
machine,  with  its  auxiliary  apparatus,  the  main  conducting  wire 
and  a  few  baths,  the  reader  will  readily  see  what  is  required. 

The  dynamo  resistance  board  will  have  to  be  placed  so  that 
the  machine  yields  somewhat  more  current  than  with  due  con- 
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sideration  to  the  object-area  is  required  for  all  the  baths,  while 
the  supply  of  current  for  each  bath  is  regulated  by  the  resist- 
ance board  placed  in  front  of  it.   In  the  scheme  Fig.  63  are 
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sketched  two  further  instruments  for  measuring  the  quantity 
and  the  electro-motive  force  of  the  current;  by  the  first,  called 
the  amperemeter,  or  better  ammeter,  the  whole  current-strength 
can  be  directly  read  off  in  amperes ;  and  by  the  other,  called 
the  voltmeter,  the  electro-motive  force  or  tension  in  volts.  The 
ammeter  is  placed  in  one  conducting  wire  only,  either  in  that 

Fig.  63. 


of  the  object  or  of  the  anodes,  while  the  voltmeter  is  con- 
nected with  both,  one  setting-screw  being  joined,  on  the  points 
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where  the  tension  is  to  be  measured,  to  the  object-wire  by  a 
0.039-inch  thick  copper  wire,  and  the.  other  to  the  anode  wire. 
In  the  sketch  (Fig.  62),  the  voltmeter  being  directly  in  contact 
with  the  poles  of  the  machine  will  indicate  the  tension  produced 
by  it.  This  mode  of  placing  the  measuring  instruments  is,  how- 
ever, not  suitable  for  establishments  using  baths  of  diflferent 
compositions  and  different  resistances ;  in  such  case  the  tension 
must  be  measured  on  the  bath  itself,  and  consequently  the  volt- 
meter has  to  be  placed  in  the  conductint:^  wire  betuccn  the  re- 
sistance board  of  each  batli  and  tiie  bath  itself.  I  louever,  for  a 
large  establishment,  using  many  baths,  it  would  be  quite  an  item 
of  expense  to  provide  each  bath  with  a  special  voltmeter.  Hut 
this  is  not  necessary,  one  voltmeter  sufficing  for  three,  four,  or 
even  more  baths.  In  order  conveniently  to  read  oti"  on  the 
voltmeter  the  tension  of  the  current  passing  into  one  oi  these 
baths  a  shunt  is  required,  the  coustruction  of  which  is  seen  from 
Figs.  63  and  64, 

Fig.  64. 
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^^3  ^hows  the  coupling  of  the  main  object-wire  ( — ) 
and  the  main  anode- wire  (  ),  with  the  resistance  boards  Ri 
and  R^t  the  voltmeter  Vt  the  shunt  £/,  and  the  two  baths. 
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In  Fig.  64  the  coupling  is  enlarged,  and  upon  this  the  fol- 
lowing description  is  based:  Suppose  the  main  object-wire  and 
anode-wire  to  be  connected  with  the  corresponding  poles  of  a 
dynamo-machine  or  a  battery,  which  for  the  sake  of  a  clearer 
view  is  omitted  in  the  illustration.  The  shunt  consists  of  a 
brass  handle,  mounted  with  a  brass  foot,  upon  a  board ;  in  the 
foot  is  a  screWf  with  which  is  connected  by  a  0.039- inch  thick 
copper-wire  one  of  the  pole*screws  of  the  voltmeter.  The 
brass  handle  drags  with  spring  pressure  upon  contact  buttons 
connected  by  copper  wire  w  ith  the  setting  screws  i,  2,  3,  4,  5 
(upon  the  shunt  board),  which  serve  for  the  reception  of  the 
0.039-inch  thick  insulated  wires  i,  2,  3,  4,  for  measuring  the 
tension,  which  branch  ofT  from  the  various  baths  or  resistance 
boards.  The  other  pole-screw  of  the  voltmeter  is  directly  con- 
nected with  the  main  anode-wire.  From  the  main  object-wire, 
a  wire»  whose  cross-section  depends  on  the  strength  of  the 
working  current,  passes  to  the  screw  marked  "strong"  of  the 
resistance  board  ;  the  screw  marked  "  weak  "  of  the  resist- 
ance board  i*?,  is  connected  by  a  correspondingly  stout  wire 
with  the  object- wire  of  bath  I,  and  at  the  same  time  with  the 
binding-screw  l  of  the  shunt.  The  resistance  board  R.^,  of 
the  bath  II,  is  in  the  same  manner  connected  with  the  main 
object-wire,  the  bath,  and  the  binding-screw  2  of  the  shunt; 
also  the  resistance  boards  A',  and  A',  of  the  baths  III  and  IV, 
which  are  not  shown  in  the  illustration.  With  the  main  anode- 
wire  each  bath  is  directly  connected  by  leading  the  current  to 
an  anode-rod  of  the  bath  by  means  of  binding-screws  and  a 
stout  copper  wire,  and  establishing  a  metallic  connection  be- 
tween this  anode-rod  and  the  next  one.  However,  instead  of 
connecting  both,  the  current  may  also  be  led  from  the  main 
anode-wire  to  each  anode-rod. 

In  the  illustration,  the  handle  of  the  shunt  rests  upon  the 
second  contact-button  to  the  left,  which  is  connected  with  the 
binding-screw  2  of  the  board.  In  the  latter  is  secured  the  wire 
for  measuring  the  tension  of  the  resistance  board  J?, ;  and  hence 
the  voltmeter  V  will  indicate  the  tension  of  the  current  in  bath 
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II.  Suppose  bath  II  is  full  of  objects,  and  with  the  position  of 
the  handle  of  the  resistance  board  at  "  weak,"  as  shown  in  the 
illustration,  the  voltmeter  indicates  1.5  volts,  while  the  most 
fuitable  tension  for  the  bath  is  3.5  volts,  the  handle  of  the  re- 
sistance board  is  turned  to  the  left  until  the  needle  of  the  volt- 
meter indicates  the  desired  3.5  volts. 

By  turning  the  handle  of  the  shunt  to  the  left,  so  that  it 
rests  upon  the  contact^button  t,  the  measuring  wire  of  bath  II 
is  thrown  out,  and  the  voltmeter  indicates  the  tension  in  bath  I. 
If  the  handle  rests  upon  contact-button  3,  the  tension  in  bath 
III  is  indicated,  and  so  on. 

In  working  the  different  baths  in  a  larger  establishment,  each 
bath  is  best  directly  fed  from  the  main  conducting  wire  after  the 
current  has  been  brou^'ht  to  the  proper  strength  by  the  resist- 
ance board.  Coupling  the  baths  one  after  another  so  that  the 
current  passes  from  one  bath  to  the  other  is  only  practicable  for 
njctallurj^ical  processes — gaining  of  metals — where  every  bath 
contains  the  same  area  of  objects  and  anodes,  has  the  same  re- 
sistance, and  works  under  tlu:  same  conditions. 

Fig.  65  shows  the  ground  plan  of  an  electro-plating  establish- 
ment. iYA^'  is  a  dynamo-electric  machine,  with  300  amperes  at 
4  volts'  tension.  The  resistance  board  belonging  to  the  machine, 
which  is  placed  in  the  conductor,  is  indicated  by  No.  i,  and  is 
screwed  to  the  wall.  The  main  conductors,  marked — and  -h,  run 
along  the  wall,  from  which  they  are  separated  by  wood,  and  con- 
sist of  rods  of  pure  copper  0.59  inch  in  diameter.  The  rods  are 
connected  with  each  other  by  brass  coupling-boxes  with  screws. 
From  the  negative  pole  and  the  positive  pole  of  the  machine  to 
the  object-wire  and  anode-wire  lead  two  wires,  each  0.27  inch 
in  diameter ;  one  end  of  each  is  bent  to  a  flat  loop  and  secured 
under  the  pole  screws  of  the  machine,  while  the  other  ends  are 
screwed  into  the  second  bore  of  the  binding-screws  screwed 
upon  each  conductor.  To  the  right  and  left  of  the  machine  the 
baths  are  placed  ;  Zn,  indicating  zinc  bath  ;  Ni  A  i,  nickel  baths, 
A'//,  copper  cyanitle  bath;  il/^,  brass  bath;  .S"  K,  acid  coj)per 
bath ;  6V,  silver  bath ;  and  Go,  gold  bath.    Each  of  the  first- 
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named  five  baths  has  its  own  resistance  board,  designated  by  2, 
3>  4t  5f  6.  However,  before  reaching  the  acid  copper  bath,  and 

Fig.  65. 
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the  silver  and  gold  baths,  the  current  is  conducted  through  two 
resistance  boards,  7  and  8.  Since  these  baths  require  a  current 
ol  only  slight  electro-motive  force,  it  is  necessary  to  place  two, 
and  in  many  cases  even  three  or  four  resistance  boards,  one 
after  another,  unless  it  be  preferred  to  feed  these  baths  with  a 
special  machine  of  less  tension. 

From  Fig.  65  it  will  be  seen  that  the  current  weakened  by  the 
resistance  boards  7  and  8  serves  for  conjointly  feeding  the  acid- 
copper,  silver,  and  gold  baths.  Hence,  practically,  only  one 
bath  can  be  allowed  to  work  at  one  time,  as  otherwise  each  bath 
would  have  to  be  provided  with  as  many  resistance  boards  as 
would  be  required  for  the  reduction  of  the  tension.  For  want 
of  space  the  ^old  bath  is  placed  in  the  sketch  behind  the  silver 
bath ;  but  as  their  resistance  is  not  the  same,  they  must  also  be 
placed  parallel.  , 

The  coupling  of  the  voltmeter  and  shunt  is  omitted  in  the 
illustration.  Their  arrangement  will  be  understood  from 
Fig.  63. 

L  is  the  lye-kettle;  it  serves  for  cleansing  the  objects  by 
means  of  hot  caustic  potash  or  soda-lye  from  grinding  and 
polishing  dirt  and  oil. '  Instead  of  the  preparatory  cleansing 
with  hot  lye,  which  saponifies  the  oils,  the  objects  may  be 
brushed  off  with  benzine,  oil  of  turpentine,  or  petroleum,  the 
principal  thing  being  the  removal  of  the  greater  portion  of 
the  grease  and  dirt,  so  that  the  final  cleansing,  which  is 
effected  with  lime  paste,  may  not  require  too  much  time  and 
labor.  It  is  also  advisable  to  cleanse  the  objects,  in  one  way 
or  the  other,  immediately  after  grinding,  as  the  dirt,  which 
forms  a  sort  of  solid  crust  with  the  oil,  is  difficult  to  soften  and 
to  remove  when  once  hard.  The  table  for  freeing  the  articles 
from  grease  stands  alongside  the  iye-kettle,  and  is  shown  in 
perspective  in  Fig.  66.  It  consists  of  a  box  with  legs,  which 
is  divided  by  four  partitions  into  two  large  divisions,  A  and 
and  three  smaller  ones,  C,  A  and  E,  The  separate  divisions 
are  lined  with  sheet  lead.  Across  divisions  A  and  B  boards 
covered  with  cloth  are  laid,  upon  which  the  articles  are  brushed 
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for  the  final  cleansing  with  lime  paste.  Over  each  of  these 
divisions  is  a  ruse-jet,  provided  with  a  cock,  under  which  the 
articles  are  rinsed  with  water.  The  discharge  pipes  from  A  and 
B  are  provided  with  valves,  and  are  tightly  soldered  into  the 
bottom  oi  the  box.    Of  the  smaller  partitions,  D  serves  for 


Fig.  66. 


the  reception  of  the  lime  paste,  while  C  and  £  each  contain 
two  pots  or  small  stoneware  vats  with  pickling  fluid.  In  Fig. 
65  these  vats  are  indicated  by  1 1  and  12.   The  two  marked  1 1 

contain  dilute  sulphuric  acid  for  pickling  iron  and  steel  articles, 
while  those  marked  12  contain  dilute  potassium  cyanide  solu- 
tion for  pickling  copper  and  its  allos  s,  and  Britannia,  etc.  For 
cleansing  smaller  articles,  four  men  can  at  one  time  work  on 
such  a  table;  but  for  cleansing  larger  articles  only  two.  The 
advantages  of  such  a  box-table  arc  that  everything  is  handy 
together;  that  the  pickle,  in  case  a  pot  should  break,  cannot 
run  over  the  floor  of  the  workshop ;  and  that  the  latter  is  not 
spoiled  by  pickle  dropping  from  the  objects.  The  small  box 
/T,  on  the  side  of  the  table,  serves  for  the  reception  of  the 
various  scratch-brushes. 

'  Between  the  lye-kettle  L  and  the  box-table  in  Fig.  65  is  a 
frame,  14,  for  the  reception  of  brass  and  copper  wire  hooks  of 
various  sizes  and  shapes  suitable  for  suspending  the  objects  in 
the  bath. 
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The  reservoir      filled  with  water,  standinf^  in  front  of  the 
'  machine,  serves  for  the  reception  of  the  cleansed  and  pickled 
objects,  if  for  some  reason  or  another  they  cannot  be  im- 
mediately brought  into  the  bath. 

H  Wis  the  hot  water  reservoir  in  which  the  plated  objects 
are  heated  to  the  temperature  of  the  hot  water,  so  that  they 
may  quickly  dry  in  the  subsequent  rubbing  in  the  sawdust  box 
Sp.  Before  polishini^  the  deposits,  iron  and  steel  objects  are 
tliurou^hly  dried  in  tiie  drying  chamber  y  ( Fij;.  65 ),  heated 
either  by  steam  or  direct  fire.  By  tinally  adding  to  the  appli- 
ances a  large  table,  13,  for  sorting  and  tying  the  objects  on  the 
copper  wires,  and  a  few  shelves  not  shown  in  the  illustration, 
everything  necessary  for  operating  without  disturbance  will 
have  been  provided. 

If  possible  the  plating-room  should  be  on  the  ground  floor 
and  where  it  will  receive  the  best  light  and  ventilation,  both 
being  essential  to  good  work.  The  room  must  also  be  provided 
with  facilities  for  obtaining  water  and  steam,  as  much  of  the  work 
in  plating  is  in  preparing  the  article  for  plating  by  scouring  and 
rinsing,  and,  with  convenient  facilities  in  doing  this,  the  cost  is 
reduced  and  better  work  accomplished.  Where  a  plating 
l)lant  is  required,  provision  should  be  made  for  extension  or  de- 
velopment of  trade.  The  dynamo  should  also  he  larger  than 
absolutely  necessary,  as  a  j^lant  can  then  be  enlarged  as  required 
\iy  adding  one  or  more  tanks,  the  other  appliances  remaining 
the  same. 

Fig.  67  shows  a  plating-room  arranged  by  the  Hanson  &  Van 
Winkle  Co.,  of  Newark,  N.  J.  The  arrangement  will  be  readily 
understood  from  the  illustration,  so  that  a  detailed  description 
is  not  necessary. 

What  has  been  said  in  the  preceding  section  in  regard  to  the 
conducting  wires,  vats,  conducting  rods,  anodes,  etc.,  also  ap- 
plies to  establishments  using  electro-dynamo  machines. 

In  calculating  the  thickness  of  the  conducting  wires  for  dyna- 
mos, I  square  millimetre  (o.ooi  square  inch)  of  conducting 
cross-section  is  to  be  allowed  for  every  3  amperes  for  so-called 
short  circuits  up  to  20  metres  (21.87  yards).    This  is  valid  for 
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currents  up  to  500  amp^es ;  for  longer  circuits  i  ^  to  2  am- 
peres are  calculated  for  the  square  millimetre  of  conducting 
cross-section. 

Fic.  67. 
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CHAPTER  V. 

TREATMENT  OF  METALUC  ARTICLES. 

The  objects  having  to  under<^o  botli  a  mechanical  and  chem- 
ical preparation,  each  of  them  will  be  considered  separately. 

A.  Meekameal  Treatment 

I.  Before  clectro-platifts^. — If  the  objects  are  not  to  be  electro- 
plated while  in  a  crude  state,  which  is  but  rarely  feasible,  the 
mechanical  treatment  consists  in  imparting  to  them  a  cleaner 
surface  by  scratch-brushing,  or  a  smoother  and  more  lustrous  one 
by  grinding  and  polishing.  It  may  here  be  explicitly  stated 
that  scratch-brushing  of  electro-plated  objects  is  not  to  be  con- 
sidered a  part  of  their  preparation^  since  such  scratch-brushing 
is  executed  in  the  midst  of  or  after  the  electro-plating  process, 
its  object  being  to  efTect  a  change  of  the  electro-deposition  in 
more  than  one  direction,  and  not  the  cleansing  of  the  surface 
of  the  metallic  base.  The  following  directions,  therefore,  apply 
only  to  scratch-brushing  of  objects  not  electro- plated.  The 
scratch-brushing  of  electro-depositions  will  be  considered  later 
on.  In  regard  to  grinding,  we  have  to  deal  with  the  subject 
only  in  so  far  as  it  relates  to  smoothing  n)U<;h  surfaces  by  the 
use  of  grinding  powders  possessing  greater  hardness  than  the 
metal  to  be  ground:  with  grinding  in  the  sense  of  insiiuiiient- 
grinding,  the  prini.u  \  object  of  which  is  to  provide  the  instru- 
ment with  a  cutting  edgc\  we  have  nothing  to  do. 

As  some  platers  seem  to  have  wrong  ideas  regarding  the 
electro  plating  process,  it  may  here  be  mentioned  that  the  de- 
posit is  formed  exactly  in  correspondence  with  the  surface  of 
the  basis  metal.  If  the  latter  has  been  made  perfectly  smooth 
by  grinding  and  polishing,  the  deposit  will  be  of  the  .same 
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nature ;  but  if  the  basis-surface  is  rough,  the  deposit  also  will  be 
rough.  Hence  it  is  wrong  to  suppose  that  by  electro-plating 
a  rough  surface  can  be  converted  into  a  lustrous  one,  and  that 
pores  or  holes  in  the  basis-metal  can  be  filled  by  plating.  In 
order  to  obtain  a  deposit  which  is  to  acquire  high  lustre  by 
polishing,  it  is  absolutely  necessary  to  bring  the  basis  into  a 
polished  state  by  mechanical  treatment.  In  doing  this  it  is  not 
necessary  to  go  so  far  as  to  produce  high  lustre,  but  fine 
scratches  which  would  be  an  impediment  to  attaining  high 
lustre  after  plating  must  be  removed. 

Scratch-brushing  may  be  effected  either  by  hand  or  by  a 
scratch-brush  lathe.  In  the  first  place  scratch-brushes  of  more 
or  less  hard  brass  or  steel  wire,  according  the  hardness  of  the 
metal  to  be  manipulated,  are  used.  Various  forms  of  brushes 
are  employed,  the  most  common  ones  being  shown  in  the 
accompan3ring  illustrations  (Figs.  68  to  76.) 


Fic.  68.  Fio.  69.  Fig.  7a  Fig.  71. 


Fig.  75  shows  swing  brushes  for  frosting  or  satin  finish,  with 
lour  knots  of  medium  brass  or  steel  wire,  and  Fig.  76  the 
plater's  lathe  goblet  scratch-brush. 


Digitized  by  Google 


124 


ELBCTRO-DEPOSmON  OF  METALS 


In  scratch  brushing  it  is  recommended  to  remove,  or  at  least 
to  soften,  the  uppermost  hard  and  dirty  crust  (the  scale)  by 
immersing  the  objects  in  a  pickle,  the  nature  of  which  depencls 
on  the  variety  of  metal,  so  that  a  complete  removal  of  all  tm- 


Fio.  7a.  Fic.  73.  Fic.  74. 


purities  and  non- metallic  substances  may  be  effected  by  means 
of  the  scratch-brush  in  conjunction  with  sand,  pumice-stone, 
powder,  or  emery.  The  work  is  complete  only  when  the 
article  shows  a  clean  metallic  surface,  otherwise  the  brushing 
(scouring)  must  be  continued.  Scratch-brushes  must  be  care- 
fully handled  and  looked  after,  and  their  wires  kept  in  good 
order.  When  they  become  bent  they  have  to  be  straightened, 
which  is  most  readily  effected  by  several  times  drawing  the 
brush,  held  in  a  slanting  position,  over  a  sharp  grater  such  as 
is  used  in  the  kitchen.  By  this  means  the  wires  become  dis- 
entangled and  straightened  out. 

Hand  scratch-brushing  being  slow  and  tedious  work,  large 
establishments  use  circular  scratch-brushes  which  are  attached 
to  the  spindle  of  a  lathe.  These  circular  brushes  consist  of 
round  wooden  cases  in  which,  according  to  requirement,  I  to 
6  or  more  rows  of  wire  bundles  (see  Fig.  77)  are  inserted. 
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Brushes  with  wooden  cases  are,  however,  more  suitable  for 
scratch- brushing  deposits  than  for  cleansing  the  metallic  base, 
since  for  the  latter  purpose  a  more  energetic  pressure  is  usually 
applied,  in  consequence  of  which  the  bundles  bend  and  even 
break  off,  if  the  wire  is  an3rwise  brittle.  For  cleansing  purposes 
a  circular  scratch-brush,  which  the  workman  can  readily  re- 
furnish with  new  bundles  of  wire,  deserves  the  preference.  It 
is  constructed  as  follows:  A  round  iron  disk  about  0.11  inch 
thick,  and  from  5^  to  7f  inches  in  diameter,  is  provided  in  the 
centre  with  a  hole  so  that  it  can  be  conveniently  placed  upon 
the  spindle  of  the  lathe.  At  a  distance  of  from  0.19  to  0.31 
inch  from  the  periphery  of  the  disk,  holes  0.079  to  o.  1 1  inch  in 
diameter  are  drilled,  so  that  between  each  two  holes  is  a  distance 


Fig.  77. 


of  0.15  inch.  Draw  through  these  holes  bundles  of  wire  about 
3.93  inches  long,  so  that  they  project  an  equal  distance  on 
both  sides.  Then  bend  the  bundles  towards  the  periphery, 
and  on  each  side  of  the  iron  disk  place  a  wooden  disk  0.3 1  to 

0.39  inch  thick.  The  periphery  of  the  wooden  disk,  on  the  side 
next  to  the  iron  disk,  should  be  turned  semi-annular,  so  that 
the  wooden  disks  when  secured  to  tlie  spindle  press  very  lightly 
upon  the  wire  bundles,  and  the  latter  remain  very  mobile. 
When  a  circular  scratch-brush  constructed  in  this  manner  and 
secured  to  the  lathe  is  allowed  to  make  from  1800  to  2000 
revolutions  per  minute,  the  bundles  of  wire,  in  consequence  of 
the  centrifugal  force,  stand  very  rigid,  but  bemg  mobile  will 
give  way  under  too  strong  a  pressure  without  breaking  off,  and 
can  thus  be  utilized  to  the  utmost.   When  required,  the  iron 
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disk  can  be  refurnished  with  wires  in  less  than  half  an  hour. 
An  error  frequently  committed  is  that  the  objects  to  be  cleansed 
are  pressed  with  too  heavy  a  pressure  against  the  wire  brushes. 
This  is  useless,  since  only  the  sharp  points  of  the  wire  are 
effective,  the  lateral  surfaces  of  the  bundles  removing  next  to 
nothint^  from  the  articles. 

Brns/ics. — A  definition  of  these  instruments  is  unnecessary, 
and  \vc  shall  simply  indicate  the  various  kinds  suitable  to  the 
different  operations. 

The  firc-gildcr  cm{)Ioys,  for  equalizin'^^^  the  coating  of 
amalgam,  a  long-handled  brush,  the  bristles  of  which  arc  long 
and  very  stifif.  The  electro-gilder  uses  a  brush  (Fig.  78)  with 
long  and  flexible  bristles. 

For  scouring  with  sand  and  pumice-stone  alloys  containing 
nickel,  such  as  German  silver,  which  are  difficult  to  cleanse  in 
acids,  the  preceding  brush,  with  smaller  and  stiffer  bristles,  is 
used. 

The  gilder  of  watch-works  has  an  oval  brush  (Fig.  79),  with 
stifif  and  short  bristles  for  graining  the  silver. 

The  galvanoplastic  operator,  for  coating  moulds  with  black- 
lead,  besides  a  number  of  pencils,  uses  also  three  kinds  of  brushes 
— the  watchmaker's  (Fig.  80),  a  hat  brush,  and  a  blacking-brush. 
The  bronzer  uses  all  kinds  of  brushes. 


Fia  78.  FIG.  79.  Fig.  80. 


Brushes  are  perfectly  freed  froni  adherent  grease  by  washing 
with  benzine  or  bisulphide  of  carbon. 

In  large  establishments  enf^at^ed  in  electro-plating  cast-iron 
without  previous  grinding,  the  use  of  the  sand-blast  in  place  of 
the  circular  wire  brush  has  been  introduced  with  great  ad- 
vantage. Objects  with  deep  depressions,  which  cannot  be 
reached  with  the  scratch-brush,  as  well  as  small  objects,  which 
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cannot  be  conveniently  held  in  the  hand  and  pressed  against 
the  revolving  scratch-brush,  can  be  brought  by  the  sand-blast 

into  a  state  of  sufficient  metallic  purity  for  the  electro-plating 

process.  However,  while  the  revolving  scratch-brushes  impart 
to  the  objects  a  certain  lustre,  they  acquire  by  the  sand-blast  a 
dead  lustre,  and,  hence,  the  blast  is  also  frequently  used  for  the 
purpose  of  deadening  lustrous  surfaces  to  their  entire  extent,  or 
of  producinj^  contrasts — for  instance,  dead  designs  upon  a  lus- 
trous ground,  or  vice  versa. 

Fig.  8 1  shows  a  sand-blast.    The  compressed  air,  whose 


Fig.  8i. 


pressure  must  be  at  least  equal  to  an  l8^  inch  column  of  water, 
passes  through  the  blast-pipe  A  into  a  nozzle  running  horizont- 
ally through  the  machine,  and  carries  away  from  there  a  jet  of 
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sand,  which  falls  into  the  outflowing  blast  and  Is  hurled  upon  the 

objects  placed  under  the  nozzle.  The  objects  rest  upon  sheet- 
iron  plates  or  in  boxes  of  sheet-iron,  which,  moving  at  a  slow 
rate,  pass  under  the  nozzle  ;  the  motion  is  effected  by  the  shafts 
B  B,  with  the  use  of  belts.  To  prevent  dust,  the  machine  is 
encased  in  a  wooden  or  sheet- iron  case,  a  few  windows  allowing 
a  view  of  the  interior.  The  sand  used  in  blasting  collects  in  a 
box,  and  is  returned  to  the  sand-reservoir  by  an  elevator. 

The  jet  of  sand  acts  not  only  upon  the  upper  side  of  the 
objects,  which  it  strikes  first,  but  also  almost  as  energetically 
upon  the  lower,  so  that,  as  a  rule,  the  cleansing  process  is  com- 
pleted by  one  operation.  Objects  of  a  specially  unfavorable 
shape  must  be  passed  twice  or  three  times  under  the  nozzle. 

Steam-jet  sand  blasts  have  recently  been  constructed,  the 
action  of  which  is  based  upon  the  same  principle.  However, 
in  place  of  compressed  air  a  jet  of  steam  is  used,  the  action  of 
which  is  still  more  rapid. 

If  a  clean  metallic  surface  is  to  be  given  at  one  time  to  a  large 
number  of  small  articles,  such  as  buckles,  steel  beads,  metal 
buttons,  steel  watch-chains,  ferrules,  etc.,  a  tinubiiiii^  dnivi  or 
l)ox  is  frequently  used.  It  generally  consists  of  a  cylindrical  or 
polygonal  box  having  a  side  door  for  the  introduction  of  the 
work,  together  with  sharp  sand  or  emery,  and  is  mounted  hori- 
zontally on  an  axis  furnished  with  a  winch  or  pulley,  so  as  to  be 
revolved  either  by  hand  or  power,  as  may  be  desired.  In  order 
to  prevent  certain  objects,  like  hooks  for  ladies'  dresses  and  the 
like,  from  catching  each  other  and  accumulating  into  a  mass,  a 
number  of  nails  or  wooden  pegs  are  fixed  in  the  interior  of  the 
drum. 

A  very  practical  form  of  tumbling  drum,  in  which  a  change 
of  position  of  the  contents  must  constantly  take  place,  is  shown 
in  Fig.  82.  The  drum  A,  of  wood  or  iron,  is  obliquely  placed 
upon  the  shaft  B.  The  objects  are  introduced  through  the 
door  C.  The  drum  is  revolved  by  a  crank,  or  by  a  belt  by 
means  of  the  pulley  D.  All  portions  of  the  drum  describe 
thereby  ellipses,  the  walls  of  the  drum  being  now  raised  (indi- 
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cated  by  the  dotted  lines)  and  then  lowered,  so  that  the  objects 
in  the  drum  are  in  constant  motion  and  rub  against  each  other. 
By  introducing  together  with  the  objects  a  suitable  polishing 
powder  with  oil  or  water,  such  drums  may  be  used  not  only  for 
the  preparatory  cleansing  of  the  objects,  but  also  for  polishing. 


Fig.  83  shows  the  improved  exhaust  tumbHng  barrel  manu- 
factured by  the  Hanson  &  Van  Winkle  Co.,  of  Newark,  N.  J. 
It  will  be  seen  that  the  barrel  is  egg-shaped,  that  it  has  a  sec- 
tion of  exhaust  pipe  connected  to  the  hollow  journal  at  one 
end,  and  a  tight  and  loose  pulley  at  the  other  end.  No  gearing 
whatever  is  used.  The  special  advantages  of  this  tumbling 
barrel  are  found  in  the  egg-shape. 

1 .  It  gives  the  contents  a  double  motion  or  action — ^from  ends 
to  center  and  from  sides  to  center — causing  a  thorough  mixing 
and  rubbing  together  of  all  the  parts  contained  therein,  clean- 
ing and  polishing  the  contents  better  and  quicker  than  any 
other  form  of  barrel. 

2.  It  requires  less  power,  as  the  end  motion  causes  the  con- 
tents at  the  ends  to  tumble  into  the  center  because  of  their  as- 
suming the  perpendicular  earlier  than  the  parts  at  the  sides. 

3.  It  runs  with  less  noise,  because  the  contents  are  kept  mov- 
ing in  two  directions  at  the  same  time,  doing  away  with  the  in- 
termediate motion  so  noticeable  in  other  forms.  Doing  away 
with  gearing  also  lessens  the  noise. 

The  manufacturers  claim  that  this  barrel  will  dor  double  the 
work  of  any  other  of  the  same  size  in  the  same  length  of  time. 
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It  is  lined  with  a  sectional  lining  of  hard  iron,  which  can  be 
cheaply  and  quickly  replaced,  making  the  barrel  as  good  as 
new.  A  current  of  air  is  forced  through  the  barrel  by  an  ex« 
haust  fan,  which  removes  the  dust  and  carries  it  out  through 
pipes  arranged  for  the  purpose,  and  the  room  is  kept  perfectly 
free  from  this  nuisance. 

For  ordinary  polishing  the  articles  are  brought  into  the 


Fig.  83. 


tumbling  drums  together  with  small  pieces  of  leather  waste 
(leather  shavings),  and  taken  out  in  one  or  two  days.  How- 
ever, to  produce  an  actually  good  polish  a  somewhat  more 
complicated  method  has  to  be  pursued.  The  articles  are  first 
freed  from  adhering  oxide  by  washing  in  water  containing  5  per 
cent,  of  sulj^huric  acid,  rinsed,  and  dried  in  a  drying  chamber 
or  in  a  pan  over  a  fire.    They  are  next  brought  into  thetumb- 
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ling  drum  together  with  the  sharp  sand,  such  as  is  used  in 
glass-making,  and  revolved  for  about  12  hours,  when  they  are 
taken  from  the  drum  and  freed  from  the  admixed  sand  by  sift- 
ing. They  are  then  returned  to  the  drum,  together  with  soft, 
fibrous  sawdust,  to  free  them  from  adhering  sand,  and  at  the 
same  time  to  give  them  a  smoother  surface.  They  are  now 
again  taken  from  the  drum,  freed  from  sawdust  and  returned  to 
the  drum,  together  with  leather  shavinj^s.  They  now  remain 
in  the  drum  until  they  have  acquired  the  desired  polish,  which, 
according  to  the  size  and  shape  of  the  articles  and  the  degree 
of  polish  required,  may  fre(]uently  take  two  weeks  or  more. 
Articles  of  different  shai)es  and  sizes  arc  best  treated  together, 
time  being  tlierebx'  sa\  etl.  The  process  is  also  accelerated  by 
adding  some  fat  oil  to  the  leather  shavings,  which,  of  course, 
must  be  omitted  when,  after  long  use,  the  shavings  have  become 
quite  greasy.  The  drum  should  be  filled  about  half  full,  other- 
wise the  articles  do  not  roll  freely  and  polishing  is  retarded. 
On  the  other  hand,  when  the  drum  is  less  than  half  full  there  is 
danger  of  the  articles  bending,  or  in  case  they  are  hardened, 
for  instance  buckles,  of  breaking. 

For  many  purposes  polishing  in  the  tumbling  drum  is  of  great 
advantage,  since,  independent  of  its  cheapness,  the  sharp  edges 
of  the  articles  are  at  the  same  time  rounded  off.  However, 
widi  articles  the  edges  of  which  have  to  remain  sharp,  the 
process  cannot  be  employed. 

The  tumbling  drum  in  which  the  articles  are  treated  with 
sand  cannot  be  used  for  polishing  with  leather  shavings,  it  be- 
ing next  to  impossible  to  free  it  entirely  from  sand.  The 
drums  should  make  from  50  to  70  revolutions  per  minute ;  if 
allowed  to  revolve  more  rapidl}',  the  articles  take  part  in  the 
revolutions  without  rolling  together,  which,  of  course,  would 
prevent  polishing. 

The  brightening  of  articles  of  iron  and  steel  may  be  simplified 
by  using  water  to  which  i  per  cent,  of  sulphuric  acid  has  been 
added.  The  drum  used  for  the  purpose  must,  of  course,  be 
water-tight.   By  the  addition  of  sand  the  process  is  accelerated. 
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Nickel  and  copper  blanks  for  coins  are  also  cleansed  in  this 
manner.  They  are  brought  into  the  tumbling  drum,  together 
with  a  pickling  fluid,  and,  when  sufficiently  treated,  are  taken 
out,  rinsed,  dried  in  sawdust,  and  finally  stamped. 

Grinding, — ^For  grinding  the  objects  for  the  electro-plating 
process,  wooden  disks  covered  with  leather  coated  with  emery 
of  various  degrees  of  fineness  are  almost  exclusively  used. 
The  wooden  disks  are  made  of  thoroughly  seasoned  poplar  in 
the  manner  shown  in  Fig.  84.   The  separate  pieces  are  radially 

glued  together,  and  upon  each  side  in  the 
Fia84.  centre  a  strengthening  piece  is  glued  and 

secured  with  screws,  so  that  each  segment 
of  the  wooden  disk  is  connected  with  the 
strengthening  piece.  The  centre  of  the 
disk  is  then  provided  with  a  hole  corres- 
ponding to  the  diameter  of  the  spindle  of 
the  grinding  lathe,  to  which  it  is  secured 
by  means  of  wedges.  The  periphery  as 
well  as  the  sides  is  tbt n  turned  smooth.  A  good  quality  of 
leather  previously  soaked  in  water  and  cut  into  strips  corres- 
ponding to  the  width  of  the  wooden  disk  is  then  glued  to  the 
periphery  of  the  disk,  and  still  further  secured  by  pins  of  soft 
wood.  When  the  glue  is  dry  the  disk  is  again  wedged  upon  the 
spindle  and  the  leather  carefully  turned ;  it  is  then  ready  for 
coating  with  emery. 

For  this  purpose  three  different  kinds  of  emery  are  used,  a 
coarse  quality  (Nos.  60  to  80)  for  preparatory  grinding,  a  finer 
quality  (No.  00)  for  fine  grinding,  and  the  finest  quality  (No. 
0000)  for  imparting  lustre.  The  disks  thus  coated  are  termed 
respectively  "roughing  wheel,"  "medium  wheel,"  and  "fine 
wheel."  With  the  first  the  surface  of  the  objects  are  freed  from 
the  rough  crust.  The  coarse-grained  emery  used  for  this  pur- 
pose, however,  leaves  scratches,  which  have  to  be  removed  by 
grinding  upon  the  medium  wheel  until  the  surface  of  the  objects 
shows  only  the  marks  due  to  the  finer  quality  of  emery,  which 
are  in  their  turn  removed  by  the  fine  wheel. 
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In  most  cases  brushing  with  a  circular  bristle  brush  may  be 
substituted  for  the  last  grinding,  the  articles  being  moistened, 
with  a  mixture  of  oil  and  emery  No.  0000.  Care  must  be  had 
not  to  execute  the  brushing,  nor  the  grinding  with  the  finer 
quality  of  emery,  in  the  same  direction  as  the  preceding  grind- 
ing, but  in  a  right  angle  to  it. 

Treatment  of  the  grinding  disks, — ^The  coating  of  the  roughing 
wheels  with  emery  is  effected  by  applying  to  them  a  good  qual- 
ity of  glue  and  rolling  them  in  a  dry  coarse  emery  powder.  I'or 
the  medium  and  fine  wheels,  however,  the  emery  is  mixed  with 
the  glue  and  the  mixture  ai)plied  to  the  leather.  When  the  first 
coat  is  dry,  a  second  is  applied,  anti  finally  a  third.  The  whole 
is  then  thoroughly  dried  in  a  warm  place.  Before  use,  a  piece 
of  tallow  is  held  to  the  revolving  disk  for  the  purpose  of  impart- 
ing a  certain  greasiness  to  it,  and  in  order  to  remove  any  rough- 
ness due  to  an  unequal  application  of  the  emery  it  is  smoothed 
by  pressing  a  smooth  stone  against  it.  While  the  preparatory 
grinding  upon  the  roughing  wheel  is  executed  dry,  i,  e,,  without 
the  use  of  oil  or  fat,  in  fine  grinding  the  objects  are  frequently 
moistened  with  a  mixture  of  oil  or  tallow  and  the  corresponding 
No.  of  emery.  When  the  layer  of  emery  is  used  up,  the  re- 
mainder is  soaked  with  warm  water  and  scraped  oflf  with  a  dull 
knife.  The  leather  of  the  disks  on  which  oil  or  tallow  has  been 
used  is  then  thoroughly  rubbed  with  caustic  lime  or  Vienna 
lime*  to  remove  the  greasiness,  which  would  prevent  the  ad- 
herence of  the  layer  of  glue  and  emery  to  be  applied  later  on. 
When  the  leather  is  thoroughly  dry  a  fresh  layer  of  emery  may 
at  once  be  applied. 

Grindiuf^  lathes. — For  use,  the  grinding  disks  or  buffs  are 
wedged  upon  a  conical  cast-steel  spindle  pro\  iilcd  with  a  pulley 
and  working  in  hard-wood  bearings,  as  plainly  shown  in  Fig.  85. 
The  cast-iron  standards  are  screwed  to  the  floor;  the  wooden 

*  Vienna  lime  is  prepared  from  a  variety  of  dolomite  which  is  first  burned,  then 
slacked,  and  finally  incinerated  for  a  few  honn.  It  confliita  of  lime  and  magnesia, 
and  should  be  kept  in  well-ckwed  cans,  as  otherwise  it  abaorht  carbonic  acid  and 
moistiire  from  the  air,  and  becomes  useless.  ^ 
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bearings  can  be  shifted  forward  and  backward  by  wedges  and 
.secured  in  a  determined  position  by  a  set  screw,  thus  facilitating 
the  removal  of  the  spindle  after  throwing  off  the  belt.  The  disks 
being  wedged  upon  a  conical  spindle  they  always  run  centrically 
.The  changing  of  the  disks  requires  but  a  few  seconds,  and  on 
account  of  the  slight  friction  of  the  points  of  the  spindle  in  the 
wooden  bearings  the  consumption  of  power  is  very  slight. 


Fig  85. 


To  avoid  the  necessity  of  throwing  off  the  belt  while  changing 
the  grinding  disks,  double  machines  ( Fig.  86)  are  used,  the  prin- 
ciple of  conical  spindles  being,  however,  preserved.  The  shaft 
is  provided  with  loose  and  fast  pulley  and  coupling  lever. 

Grinding  is  executed  by  pressing  the  surfaces  to  be  ground 
against  the  face  of  the  disk,  moving  the  objects  constantly  to 
and  fro.  The  operation  requires  a  certain  manual  skill,  since, 
without  good  reason,  no  more  should  be  ground  away  on  one 
place  than  on  another.  Special  care  and  skill  are  required  for 
grinding  large  round  surfaces. 
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If  the  objects  are  not  to  be  treated  with  the  fine  wheel,  fine 
•  grinding  is  succeeded  by  brushing  with  oil  and  emery  by  means 
of  circular  brushes  formed  of  bristles  set  in  disks  of  wood  (see 
I^iS*  93  )>  <Senuine  bristles  being  at  present  very  expensive, 
vegetable  fibre,  so-called  fibrts^  has  been  successfully  substi- 
tuted for  them,  the  wooden  disk  being  replaced  by  an  iron  case, 
in  the  belUshaped  cheeks  of  which  the  fibre-bundles  are  secured 


Flo.  86. 


by  means  of  strong  nuts.  Before  use  it  is  advisable  to  saturate 
the  fibre-bundles  with  oil  in  order  to  deprive  them  of  their 
brittleness,  and  thus  improve  their  lasting  quality. 

The  grinding  lathe  (Fig.  87)  is  provided  with  such  a  fibre- 
brush,  which  can,  of  course,  be  just  as  well  placed  upon  the  con- 
ical spindles  of  double  machines.  The  iron  case  is  provided  with 
a  conical  hole  corresponding  exactly  to  the  conical  spindle,  the 
large  frictional  surface  preventing  the  turning  of  the  brush  upon 
the  spindle  or  its  running  ofT, 

In  regard  to  grinding  the  various  metals,  the  procedure, 
according  to  the  hardness  of  the  metal,  is  as  follows:  — 

Iron  and  steel  articles  arc  first  ground  upon  the  roughing 
wheel,  then  fine-ground  upon  the  medium  wheel,  and  finally 
upon  the  fine  wheel,  or  brushed  with  emery  with  the  circular 
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brush.  Very  rough  iron  surfaces  may  first  be  ground  upon  solid 
emery  wheels  before  being  worked  upon  the  roughing  wheel. 

For  depressed  surfaces  which  cannot  be  reached  with  the 
large  emery  wheels,  small  walrus- hide  wheels  coated  with  glue 
and  emery  are  placed  upon  the  point  of  the  spindle  of  the 
polishing  lathe  (see  Fig.  95). 


Fig.  87. 


Brass  and  copper  castings  are  first  ground  upon  roughing 
wheels,  which  have  lost  part  of  their  sharpness  and  will  no 

longer  attack  iron  ;  they  are  then  ground  fine  upon  the  medium 
wheel,  and  finally  polished  upon  cloth  or  felt  disks  (bobs). 
(Sec  below,  under  polis/tin^i^.) 

S/ici'ts  of  brass,  Genua  11  silver,  ami  eopper,  as  furnished  by 
roUinLi-inills,  are  on!)-  brnshed  with  emery  and  then  polished 
with  Vienna  lime  or  rouge  upon  bobs.  • 

Zinc  castings,  as,  for  instance,  those  produced  in  lamp  fac- 
tories, are  first  thoroughly  bru^cd  by  means  of  circular 
brushes  and  emery,  and  then  polished  upon  cloth  bobs. 

Sheet  zinc  is  only  polished  with  Vienna  lime  and  oil  upon 
cloth  bobs  secured  to  the  spindle  shown  in  Fig.  95. 
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Polishing, — As  will  be  seen  from  the  foregoing,  polishing 
serves  for  making  the  articles  ready,  f.  the  final  lustre  is  im- 
parted to  them  upon  soft  polishing  disks  with  the  use  of  fine 
polishing  powders.   The  polishing  disks  or  bobs  of  fine  felt, 

shirting,  or  cloth,  are  secured  to  the  polishing  lathe,  and,  accord- 
ing to  the  hardness  of  the  metal  to  be  polished,  make  2000  to 
2500  revolutions  per  minute.  A  foot- 
lathe,  such  as  is  shown  in  I"i<;.  88, 
makes  generally  not  over  i  800  revo- 
lutions per  minute.  Cloth  bobs  are 
made  by  j^lacing  pieces  of  cloth  one 
upon  another  in  the  manner  described 
under  '*  Nickeling  of  sheet  zinc,"  cut- 
ting out  the  centre  corresponding  to 
the  diameter  of  the  spindle,  and  secur- 
ing the  disks  of  cloth  by  means  of 
nuts  between  two  wooden  cheeks  upon 
the  spindle  of  the  polishing  lathe. 
In  place  of  cloth  bobs,  solid  round 
disks  of  felt  or  wooden  disks  covered 
with  a  layer  of  felt  may  be  used, 
especially  for  polishing  smooth  objects 
without  depressions,  the  fineness  and  softness  of  the  felt  de- 
pendinj^  on  the  degree  of  polish  to  be  imparted  and  the  hard- 
ness of  the  metal  to  be  manipulated. 

'*  C'()f/t/>nss"  f^oiis/iitii^  zv//rr/s  made  of  leather,  fell,  canvas, 
raw  hide,  walrus,  etc.,  arc  manufactured  by  the  Hanson  &  Van 
Winkle  Co.,  of  Newark,  X.  J.  The  wheel  is  shown  in  Fig  89 
and  in  sectional  view  in  Fig.  90.  The  body  of  the  wheel  is 
composed  of  a  cast-iron  hub  and  steel  side  plates  riveted  to- 
gether so  as  to  firmly  clasp  the  compress  cushion  or  cover. 
This  cushion  is  formed  of  pieces  of  leather  or  other  material 
placed  on  edge  across  the  faae  of  the  wheel  and  held  by  the 
shoulders  of  the  steel  side  plates,  which  fit  grooves  turned  on 
the  under  side  of  the  coni pressed  cushion.  This  cushion  is  one 
or  two  inches  thick,  which  gives  to  the  wheels  elasticity  and 
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durability.  The  special  qualities  and  advantages  over  other 
wheels  claimed  for  the  '*  compress"  wheel  by  the  manufacturers 
are  as  folows : 

1.  Its  clastic  cushion  combined  with  rigid  center. 

2.  It  holds  emery  better  and  will  run  a  third  longer  at  one 
setting  up. 

3.  It  will  use  coarser  emery  and  produce  same  results. 

4.  It  cuts  faster  and  does  more  work  in  the  same  time. 


Fu:.  89.  Fir..  90. 


Sectional  View. 


5.  It  is  more  easily  kept  balanced. 

6.  It  does  not  endanger  life. 

7.  It  has  several  times  the  wear  of  other  wheels. 

8.  The  cross  grain  fiber  polishing  surface  gives  a  better 
finish. 

9.  It  pays  for  itself  every  thirty  days  in  time  and  labor  saved. 

The  foot-lathe  shown  in  Fig.  91  is  designed  for  light  grind- 
ing, polishing,  and  buffing,  and  is  especially  suited  for  polishing 
silver-plate  and  silver.  It  is  constructed  of  iron  and  steel,  and 
made  very  rigid  and  strong  to  prevent  vibration.    It  stands  3 
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leet  9  inches  from  floor  to  centre  of  spindle,  has  a  26-inch 
driving-wheel  turned  with  grooves  for  three  different  speeds, 
and  will  run  the  spindle  easily  at 
from  300  to  3000  revolutions  per 
minute.  The  spindle  as  shown  in 
the  illustration  is  suitable  for  leather, 
muslin,  and  swan's-down  bobs,  buffs, 
and  mops.  This  can  be  unscrewed 
and  replaced  by  another  spindle, 
which  is  furnished  with  a  taper 
screw  for  the  bosses  of  circular 
brushes. 

Double  polishing  lathes,  accord- 
ing to  the  American  patterns  (Figs. 
92  and  93),  are  used  for  polishing 
objects  of  not  too  large  dimensions, 
while  the  lathe  shown  in  Fig.  94 
serves  chiefly  for  polishing  large 
sheets,  the  latter  being  placed  upon 
a  smooth  wooden  support  which 
rests  upon  the  knees  of  the  work- 
man, as  will  be  described  later  on  in 
speaking  of  the  nickeling  of  sheet 
zinc. 

Fig-  93  shows  a  double  polishing 
ing  lathe  of  larger  size;  it  carries 
on  one  side  a  large  felt  disk  and  a  small  brush,  and  upon  the 
other  a  circular  brush  and  a  small  walrus-hide  buff.  The  spin- 
dle of  the  small  polishing  lathe,  F^ig.  92,  carries  a  cloth  bob. 

The  lathe  (Fig.  95)  is  manufactured  by  the  Hanson  &  Van 
Winkle  Co.,  of  Newark,  N.  J.  It  is  shown  on  a  cast-iron 
pedestal,  from  which  it  can  be  disconnected  and  placed  on  a 
bench,  if  required.  It  is  made  to  run  at  a  speed  of  3000  revo- 
lutions per  minute,  at  which  speed  the  most  satisfactory  results 
are  obtained  with  muslin  bufTs,  etc. 

The  lathe  is  made  with  steel  spindles,  hard-metal  bearings, 
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and  is  designed  for  quick  speeds.  By  reason  of  the  distribution 

of  metal  it  runs  without  vibration.  It  stands  lo  inches  high  to 
centre,  has  spindle  3  feet  long,  1  j/^  inches  diameter,  with  collars 
on  both  ends  of  spindle.  The  pulley  is  4  inches  in  diameter,  3^^^ 
inches  face.    The  spindle  is  i  inch  in  diameter  between  collars. 


Fig.  95. 


The  lathe  is  furnished  with  fast  and  loose  pulleys  whei^  re- 
quired. Detachable  taper  ends  are  shown,  on  which  the  small- 
est brush  can  be  run. 

Polishing  rooms  are  not  complete  without  a  good  glue  pot. 

The  pots  used  are  often  home-made  affairs,  but  the  steam  glue 
pots  shown  in  Fig.  96  are  so  superior,  and  at  the  same  time  so 
low  in  cost,  that  it  pays  every  plater  to  have  them.  Each  pot 
sits  in  a  separate  heater.  The  heaters  are  cast-steel  chambers 
through  which  the  steam  circulates,  keeping  the  glue  at  an  even 
heat.  These  steel  chambers  also  avoid  all  escaping  steam. 
The  heaters  are  fitted  with  upright  arms  to  support  the  wheel 
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while  '*  setting  up  "  with  glue.  This  allows  the  surplus  glue  to 
drop  back  into  the  glue  pot  instead  of  on  the  floor. 

The  belt  strapping  attachvtent  or  endless  belt  machine  shown 
in  Fig.  97  is  manufactured  by  the  Hanson  &  Van  Winkle  Co., 
of  Newark,  N.  J.    The  demand  for  machines  of  this  character 


Fig.  96. 


for  polishing  bicycle  parts  has  greatly  increased,  and  improve- 
ments have  from  time  to  time  been  made,  culminating  in  the 
present  construction,  which  is  much  more  solid  and  the  adjust- 
ment of  the  tension  of  the  belt  can  be  done  without  interfering 
with  the  operator.  There  are  fewer  parts  used  than  in  previous 
machines,  and  with  the  flanged  wheels  that  are  supplied  to  go 
on  the  pulley  lathe,  and  with  the  rubber  endless  belts  from  i  to 
3  inches  and  up  to  12  feet  in  length,  makes  this  machine  avail- 
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abl2  lor  all  purposes.  It  is  equally  available  to  manufacturers 
of  zz'26\cry  and  carriage  hardware,  and  on  irregularly  shaped 
articles  that  cannot  be  conveniently  polished  on  a  circular  wheel. 

No  shop  is  now  complete  without  one  or  more  flexible  shafts 
for  grinding,  polishing  and  buffing.  In  many  vfays  it  will  be 
found  a  profitable  and  economical  device.   For  cleaning  and 


Fig.  97. 


grinding  heavy  castings,  for  polishing  and  buffing  all  metal  and 
glass,  it  is  a  most  indispensable  tool  where  power  is  or  can  be 
used  to  advantage.  These  shafts.  Fig.  98,  are  made  in  standard 
sizes,  from  5^ -inch  diameter  core,  suitable  for  very  light  work, 
to  I  >^-inch  core,  capable  of  driving  a  3-tnch  drill  in  iron  or 
steel. 

Fig.  99  shows  the  flexible  shaft  with  part  of  case  and  core  cut 

away  to  show  the  method  of  construction.  The  core  is  built  up 
by  laying  up  or  coihng  very  small  tempered  steel  wires  on  a  small 
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diameter,  each  successive  layer  wound  in  an  opposite  direction  of 

large  r  wire,  the  ends  firmly  brased 
Fta.  9S-  together  solid.   The  fittings  are 

also  attached  by  special  brazing. 

The  coil  should  be  well  lubricated 
with  animal  oil.  Never  use  min- 
eral oil. 

Self-acting  polishing  lathes  for 
sheet-metal  will  be  discussed  un- 
der "  Nickeling  of  zinc  sheet.'* 

According  to  the  hardness  of 
the  material  to  be  polished,  ferric 
oxide  (colcothar  or  rouge),  trip- 
oli,  Vienna  lime,  etc.,  in  the  state 
of  an  impalpable  powder,  and 
generally  mixed  with  oil,  or 
sometimes  with  alcohol,  are  used 
as  polishing  agents.  For  hard 
metals  an  impalpable  rouge  .of 
great  hardness  (No.  F  of  com- 
merce) is  employed,  for  softer 
metals  a  softer  rouge  (No.  F  V  F),  or  Vienna  lime,  tripoli,  etc. 

It  is  of  ach  antajj^c  to  melt  the  rouge  with  melted  wax  and  a 
small  quantity  of  tallow,  and  cast  the  mixture  in  moulds  with 
the  aid  of  strong  pressure.  The  sticks  thus  formed  are  suffici- 
ently greasy  to  render  the  use  of  oil  superfluous.  In  order  to 
impregnate  the  surface  of  the  polishing  bob  with  the  polishing 
material,  hold  one  of  the  sticks  for  a  second  against  the  revolv- 
ing disk,  and  then  polish  the  objects  by  pressing  them  against 
the  disk,  diligently  moving  them  to  and  fro.  The  polishing  bob 
must  not  be  too  heavily  impregnated  with  rouge,  since  a  surplus 
of  the  latter  smears  instead  of  cutting  well.  In  polishing  with 
Vienna  lime,  it  is  advisable  to  moisten  the  objects  to  be  polished 
with  oil,  while  the  polishing  bobs  are  saturated  with  the  lime  by 
holding  a  piece  of  it  against  them. 
Another  process  of  polishing,  called  dumiskin/f*  is  executed 
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by  means  of  tools  usually  made  of  steel  for  the  first  or  (ground' 
itig  process,  or  of  a  very  hard  stone,  such  as  agate  or  blood- 
stone, for  finishing.  Burnishing  is  applied  to  the  final  polishiug 
oi  depositions  oi  the  noble  metals. 


Fit;.  99. 


2.  Mechanical  treatment  during  and  after  the  electro-plating 
process, — ^In  this  connection,  scratch-brushing  the  depositions 
will  be  first  considered,  the  object  of  this  operation  being,  on 
the  one  hand,  to  promote  the  regular  formation  of  certain  de- 
posits ;  and  on  the  other,  to  affect  the  physical  properties  of 
the  deposits;  and,  finally,  to  ascertain  whether  the  deposit  ad- 
heres to  the  basis-metal. 

If  it  is  seen  by  the  irregular  formation  of  the  deposit  that  the 
basis-metal  has  not  been  cleaned  with  sufficient  care  by  the  pre- 
paratory scratch-brushing,  the  object  lias  to  be  taken  from  the 
bath  and  the  defective  places  again  scratch-brushed  with  the 
application  of  water  and  sand,  or  pumice-stone,  when  the  object 
is  again  pickled  and  replaced  in  the  bath. 

On  the  other  hand,  electro-deposited  metals  are  always  more 
or  less  porous,  they  having,  so  to  say,  a  net-like  structure, 
10 
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thouglj  it  may  not  be  visible  to  the  naked  eye.  By  scratch- 
brushing  the  meshes  of  the  net  are  made  closer  by  particles  of 
metals  being  forced  into  them  by  the  brush,  and  the  deposit  is 
thus  rendered  capable  of  receiving  additional  layers  of  metal. 
Furthermore,  by  scratch-brushing  the  dead  deposits  acquire  a 
certain  lustre  which  is  enhanced  by  the  subsequent  polishing 
process.  Finally,  by  an  unsparing  application  of  the  scratch- 
brush,  it  will  best  be  seen  whether  the  union  of  the  deposit  with 
the  basis-metal  is  sufficiently  intimate  to  stand  the  subsequent 
mechanical  treatment  in  polishing  without  becoming  detached. 

According  to  the  object  in  view»  and  the  hardness  of  the  de- 
posit to  be  manipulated,  scratch-brushes  of  steel  or  brass  wire 
are  chosen.  For  nickel,  which,  as  a  rule,  requires  scratch- 
brushinpf  least,  and  chiefly  only  for  the  production  of  very^ick 
deposits,  steel  wire  of  0.2  millimetre  thickness  is  taken  ;  for  de- 
posits of  copper,  brass,  and  zipic,  brass  wire  of  0.2  millimetre  ;  for 
^//trr,  brass  wire  of  0.15  millimetre;  and  ior  ifo/t/,  brass  wire  of 
0.07  to  0.1  millimetre.  Scratch- brushing  is  seldom  done  dr/; 
the  tool  as  well  as  the  pieces  should  be  constantly  kept  wet  with 
liquids,  especially  such  as  produce  a  lather  in  brushing,  for 
instance,  water  and  vinegar,  or  sour  wine,  or  solutions  of  cream 
of  tartar  or  alum,  when  it  is  desired  to  brighten  a  gold  deposit 
which  is  too  dark ;  but  that  most  generally  used  is  a  decoction 
of  licorice-root,  of  horse-chestnut,  of  marshmallow,  of  soap- 
wort,  or  of  the  bark  of  Panama-wood,  all  of  which,  being 
slightly  mucilaginous,  allow  of  a  gentle  scouring  with  the 
scratch-brush,  with  the  production  of  an  abundant  lather.  A 
good  adjunct  for  scratch-brushing  is  a  shallow  wooden  tub  con- 
taining the  liquid  employed,  with  a  board  laid  across  it  nearly 
level  with  the  edges,  which,  however,  project  a  little  above. 
This  board  serves  as  a  rest  for  the  pieces. 

The  hand  scratch-brush,  when  operating  upon  small  objects, 
is  held  by  the  workman  in  the  same  manner  as  a  paint  brush, 
and  is  moved  over  the  object  with  a  back  and  forward  motion 
imparted  by  the  wrist  only,  the  forearm  resting  on  the  edge  of 
the  tub.    For  larger  objects,  the  workman  holds  his  extended 
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fingers  close  to  the  lower  part  of  the  scratch  brush,  so  as  to 
give  the  wires  a  certain  support,  and,  with  raised  elbow, 'strikes 
the  pieces  repeatedly,  at  the  same  time  giving  the  tool  a  sliding 
motion.  When  a  hollow  is  met  with,  which  cannot  be  scoured 
longitudinally,  a  twisting  motion  is  imparted  to  the  tool. 


EiG.  100. 


The  lathe  brush  (Fig.  100)  is  mounted  upon  a  spindle,  and  is 
provided  above  with  a  small  reservoir  to  contain  the  lubricating 
fluid,  a  small  pipe  with  a  tap  serving  to  conduct  the  solution 
from  this  to  a  point  immediately  above  the  revolving  brush. 
The  top  of  the  brush  revolves  towards  the  operator,  who 
presents  the  object  to  be  scratch-brushed  to  the  bottom.  The 
brush  is  surrounded  by  a  wooden  cage  or  screen  to  prevent 
splashing.    To  protect  the  operator  against  the  water  projected 


Digitized  by  Google 


148  ELECTRO-DEFOSmON  OF  METALS. 

by  the  rapid  motion,  there  is  fixed  to  the  top  of  the  frame  a 
small  inclined  board,  which  reaches  a  little  lower  than  the  axis 
of  the  brush  without  touching  it.  This  board  receives  the  pro- 
jected liquid,  and  lets  it  fall  into  a  zinc  trough,  which  forms  the 
bottom  of  the  box.  Through  an  outlet  provided  in  one  of  the 
angles  of  the  trough  a  gum  tube  conveys  the  waste  liquid  to  a 
reservoir  below.  After  scratch-brushing  every  trace  of  tiie 
lubricating  liquid  must  be  washed  away  before  placing  or  re- 
placing the  objects  in  the  batli. 

The  finished  electro-plated  objects  arc  first  rinsed  in  clean 
water  to  remove  the  solution  constituting  the  bath  adhering  to 
them ;  they  are  next  immersed  in  hot  water,  where  they  re- 
main until  they  have  acquired  the  temperature  of  the  water,  and 
are  then  quickly  rubbed  with  dry,  hot  sawdust.  It  is  best  to 
use  sawdust  of  soft  wood,  free  from  tannin,  such  as  maple, 
poplar,  or  pine ;  oak  sawdust  is  not  suitable  for  the  purpose  on 
account  of  its  content  of  tannin,  which  imparts  a  dirty  color- 
ation to  the  electro-deposits.  Boxwood  sawdust,  though  much 
used,  is  not  sufficiently  absorbent,  and  sticks  to  the  moist 
objects.  The  sawdust  used  must  be  freed  from  coarser  parti- 
cles of  wood  by  sifting.  For  holding  the  sawdust  a  zinc  box 
with  double  bottom  is  frequently  used,  which  is  heated  by  waste 
steam  or  some  other  process.  In  order  to  remove  all  moisture 
from  the  pores  it  is  advisable  to  place  plated  objects  of  iron  and 
steel  for  a  few  hours  in  an  oven  heated  to  between  140  and 
175°  F.  A  very  good  method  of  freeing  nickeled  objects  from 
all  moisture  which  may  have  collected  in  the  pores  is  to  im- 
merse them  for  about  ten  minutes  in  boiling  linseed  oil,  and, 
after  allowing  them  to  drain  off,  to  remove  the  adhering  oil  by 
rubbing  with  sawdust.  According  to  some  electro-platers,  the 
deposit  of  nickel  thus  treated  loses  its  brittleness  a^nd  will  stand 
bending  several  times,  for  instance,  wire,  sheets,  etc.,  without 
breaking.  Experiments  made  by  Dr.  George  Langbein  did  not 
confirm  these  statements,  but  the  security  against  rust  of  the 
nickeled  iron  objects  is  found  to  be  considerably  enhanced  by 
boiling  in  linseed  oil. 
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The  electro-plated  objects,  when  dry,  are  finely  polished, 
which  is  effected  upon  polishing  bobs  of  fine  felt,  cloth,  or 
flannel,  with  the  use  of  fine  rouge,  Vienna  lime,  tripoli,  etc.,  or 

by  burnishing. 

Nickti  (it-pcysiis  arc  almost  without  exception  polished  upon 
cloth  or  felt  bobs  with  rouge  or  Vienna  lime  and  oil.  Copper 
and  brass  deposits  are  polished  with  fine  flannel  bobs,  the  polish- 
ing powder  being  applied  very  sparingly.  Deposits  of  tin  are 
generally  only  scratch-brushed,  it  being  impossible  to  impart 
great  lustre  to  this  metal  by  polishing  with  bobs :  after  drying, 
the  deposit  is  polished  with  whiting.  Deposits  of  gold  and  silver 
as  well  as  of  platinum  are  polished  by  burnishing,  the  steel 
burnisher  being  used  for  the  grounding  process,  and  an  agate 
or  bloodstone  burnisher  for  finishing.  The  operation  of  burn- 
ishing is  carried  on  as  follows:  Keep  the  tool  continually 
moistened  with  soap-suds.  Take  hold  of  the  tool  very  near  to 
the  end,  and  lean  very  hard  with  it  on  those  parts  which  are  to 
be  burnished,  causing  it  to  glide  by  a  backward  and  forward 
motion  without  taking  it  off  the  piece.  When  it  is  recjuisite 
that  the  hand  should  pass  over  a  large  surface  at  once  without 
losing  its  point  of  suj)port  on  the  work  bench,  be  careful  in  tak- 
ing hold  of  the  burnisher  to  place  it  just  underneath  the  little 
finger.  By  these  means  the  work  is  done  more  quickly,  and 
the  tool  is  more  solidly  fixed  in  the  hand.  The  burnishers  are 
of  various  shapes  to  suit  the  requirements  of  different  kinds  of 
work,  the  first  rough  burnishing  being  often  done  by  instru- 
ments with  comparatively  sharp  edges,  while  the  finishing  oper- 
ations are  accomplished  with  rounded  ones.  Fig.  loi  illustrates 
the  most  common  forms  of  burnishers  of  steel  and  agate.  Both 
must  be  free  from  cracks  and  highly  polished.  To  keep  them 
free  from  blemishes  they  are  from  time  to  time  polished  by 
vigorously  rubbing  them  with  fine  tin  putty,  rouge  or  calcined 
alum  upon  a  strip  of  leather  fastened  upon  a  piece  of  wood 
which  is  placed  in  a  convenient  position  uj)on  the  work  bench. 

The  objects  polished  with  Vienna  lime  and  oil,  or  with  rouge, 
have  to  be  freed  from  adhering  polishing  dirt,  which,  with  fiat 
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smooth  objects,  is  effected  by  wiping  with  a  flannel  rag  and 
Vienna  lime,  and  in  those  with  depressions  or  dead  surfaces  by 
brushing  with  a  soft  brush  and  soap-water,  and  then  drying  in 
sawdust. 


Fig,  ioi. 


•  B.  Chemical  TreeUmeuf, 

While^the  preparation  of  a  pure  metallic  and,  at  the  same 
time,  smoother  surface  is  the  aim  of  the  mechanical  treatment, 
the  chemical  preparation  of  the  objects  serves,  on  the  one  hand, 
the  purpose  of  facilitating  the  mechanical  treatment  by  soften- 
ing and  dissolving  the  impure  surface,  and,  on  the  other,  of 
freeing  the  mechanically  prepared  objects  from  adhering  oil, 
grease,  dirt,  etc.,  so  as  to  bring  them  into  the  state  of  a^sc/uU 
purity  required  for  the  electro-plating  process. 

Pickling. — The  composition  of  the  pickling  fluid  varies 
according  to  the  nature  of  the  nictal  which  is  to  be  pickled. 

Cast-iron  and  wrought-iron  objects  are  pickled  in  a  mixture  of 
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1  part  by  weight  of  sulphuric  acid  of  66°  Be.  and  15  of  water; 
hydrochloric  acid  may  be  substituted  for  the  sulphuric  acid. 

An  excellent  pickle  for  iron  is  obtained  by  mixing  10  quarts 
of  water  with  28  ozs.  of  concentrated  sulphuric  acid.*  dissolving 

2  ozs.  of  zinc  in  the  mixture  and  adding  12  ozs,  of  nitric  acid. 
This  mixture  makes  the  iron  objects  bright,  while  they  become 
black  in  dilute  sulphuric  or  hydrochloric  acid.  To  cleanse 
badly  rusted  iron  objects  without  attacking  the  iron  itself,  it  is 
recommended  to  pickle  them  in  a  concentrated  solution  of 
chloride  of  tin,  which,  however,  should  not  contain  too  much 
free  acid,  as  otherwise  the  iron  is  attacked. 

The  duration  of  pickling  depends  on  the  more  or  less  thick 
layer  of  scale,  etc.,  which  is  to  be  removed  or  softened ;  the 
process  may  be  considerably  assisted  and  the  time  shortened  by 
frequent  scouring  with  sand  or  pumice.  The  pickled  articles 
are  rinsed  in  cold  water,  then  immersed  in  hot  water,  and  dried 
in  sawdust.  In  order  to  neutralize  the  acid  remaining  in  the 
pores,  it  is  advisable  to  make  the  rinsing  water  alkaline  by  the 
addition  of  caustic  potash  or  soda,  etc. 

Zinc  objects  are  only  pickled  when  they  show  a  thick  layer 
of  oxide,  in  which  case  pickling  is  also  effected  in  dilute  sul- 
phuric or  hydrochloric  acid,  and  brushing  with  fine  pumice.  A 
very  useful  pickle  for  zinc  consists  of  suli)huric  acid  100  parts 
by  weight,  nitric  acid  lOO,  and  common  salt  i.  The  zinc  objects 
are  immersed  in  the  mixture  for  one  second,  and  then  quickly 
rinsed  ofif  in  water  which  should  be  frequently  changed. 

Copper,2iV\d  its  alloys  brass,  bronze,  tombac,  and  German  silver, 
are  cleaned  and  brightened  by  dij)ping  in  a  mixture  of  nitric 
acid,  sulphuric  acid,  and  lampblack,  a  suitable  pickle  consisting 
of  sulphuric  acid,  of  66^  Be.,  50  parts  by  weight,  nitric  acid,  of 
36°  Be.,  100,  common  salt  i,  and  lampblack  i.  In  order  to 
remove  the  br&um  coating,  due  to  cuprous  oxide,  the  objects 
are  first  pickled  in  dilute  sulphuric  acid,  and  then  dipped  for  a 
few  seconds,  with  constant  agitation,  in  the  above-mentioned 

*  The  add  dioald  be  poured  into  tbe  water,  and  not  die  water  into  the  acid. 
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pickle  until  they  show  a  bright  appearance.  They  are  then 
immediately  rinsed  in  water  to  check  any  further  action  of  the 

pickle. 

If  objects  of  copper  or  its  alloys  are  not  to  be  subjected,  after 
pickling,  to  further  mechanical  treatment,  or  are  to  be  at  once 
placed  in  the  electro-plating  bath,  it  is  best  to  execute  the  pick- 
ling process  in  two  operations  by  treating  them  in  a  preliminary 
pickle  and  brightening  them  in  the  brigJit- dipping  bath.  The 
preliminary  pickle  consists  of  nitric  acid,  of  36^  Be.,  200  parts 
by  weight,  common  salt  i,  lampblack  2.  In  this  preliminary 
pickle  the  articles  are  allowed  to  remain  until  all  impurities  are 
removed,  when  they  are  rinsed  in  a  large  volume  of  water, 
dipped  in  boiling  water,  so  that  they  quickly  dry,  and  plunged 
into  the  brigkt-dippiug  bath,  which  consists  of  nitric  acid,  of  4cP 
Be.,  75  parts  by  weight,  sulphuric  acid,  of  66^  Be.,  100,  and 
common  salt  i .  It  is  not  advisable  to  bring  the  objects  which 
have  passed  through  the  preliminary  pickle  and  rinsing  water 
directly,  while  still  moist,  into  the  bright-dipping  bath,  since  for 
the  production  of  a  beautiful  pure  lustre  the  introduction  of 
water  into  the  bright-dipping  bath  must  be  absolutely  avoided. 

Hence  the  objects  treated  in  the  preliminary  pickle  should 
first  be  dried  b\'  healing  in  hot  water,  shaking  the  latter  off. 

Potassium  cyanide,  dissolved  in  ten  times  its  weight  of  water, 
is  often  used  instead  of  the  acid  pickle  for  brass.  esi)ecially  when 
it  is  essential  that  the  original  polish  upon  the  objects  should 
not  be  destroyed,  as  in  the  preparation  of  articles  for  nickel- 
plating.  The  objects  should  remain  in  this  liquid  longer  than 
in  the  acid  pickle,  because  the  metallic  oxides  arc  far  less 
soluble  in  this  than  in  the  latter.  In  all  cases  the  final  cleaning 
in  water  must  be  observed. 

All  acid  pickles  used  for  different  kinds  of  work  should  be 
kept  distinct  from  each  other,  so  that  one  metal  may  not  be 
dipped  into  a  solution  containing  a  more  electro-negative  metal, 
which  would  deposit  upon  it  by  a  chemical  exchange. 

The  pickled  objects  must  not  be  unnecessarily  exposed  to  the 
air,  and  should  be  transferred  as  quickly  as  possible  from  the 
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pickle  to  the  wash-waters,  and  then  to  the  electro-plating  bath, 
or,  if  this  is  not  feasible,  kept  under  pure  water.  Pickled  ob- 
jects which  are  not  to  be  plated  are  carefully  washed  in  « 
water,  which  should  be  frequently  changed,  rinsed,  drawn 
through  a  solution  of  tartar,  and  dried  by  dipping  in  hot  water 
and  rubbing  with  saw-dust. 

Places  soldered  with  soft  solder,  as  well  as  parts  of  iron,  be- 
come black  by  pickling,  and  have  to  be  brightened  by  scouring 
with  pumice,  or  by  scratch-brushing. 

It  is  frequently  required  that  bright  objects  of  brass  or  other 
alloy  of  copper  should  be  given  a  dead  or  dull  surfncc  by  pick- 
ling, so  that  after  plating  they  show  a  beautiful  dead  lustre. 
This  may  be  effected  in  various  ways.  Every  bright-dipping 
bath  acts  as  a  dead  dip  if  the  articles  are  allowed  to  remain  in 
it  for  a  longer  time  and  at  a  higher  temperature.  A  better  ef- 
fect is,  however,  produced  by  adding  zinc  sulphate  (white 
vitriol)  to  the  pickle,  the  deadening  being  the  stronger  the 
more  zinc  sulphate  is  added.  A  good  dead  dip  is  prepared  by 
adding  a  solution  of  0.35  oz.  of  zinc  sulphate  in  ozs.  of 
water  to  the  cold  mixture  of  6^  lbs.  of  nitric  acid,  of  36^  Be., 
4.4  lbs.  of  sulphuric  acid,  of  66  Be.,  and  ^  oz.  of  common 
salt.  According  to  the  shade  desired,  the  articles  are  left  in  this 
mixture  for  2  to  10  minutes,  and  as  they  come  from  it  with  a 
faded  earthy  appearance,  they  arc  plunged  momentarily  into  a 
bright-dipping  bath,  whereby  they  acquire  a  dead  lustre,  and 
are  then  quickly  rinsed  in  a  large  volume  of  clean  water. 

Generally  speaking,  it  may  be  said  that  less  depends  on  the 
composition  of  the  pickle  than  on  quick  and  .skillful  manipula- 
tion ;  and  as  good  results  have  always  been  obtained  with  the 
above-mentioned  mixture,  there  is  no  reason  for  repeating  the 
innumerable  receipts  given  for  pickles.  The  main  points  are  to 
have  the  acid  mixture  as  free  from  water  as  possible,  further 
to  develop  hyponitric  acid,  which  is  effected  by  the  reduc- 
tion of  nitric  acid  in  consequence  of  the  addition  of  organic  sub- 
stances (lampblack,  sawdust,  etc.),  and  of  chlorine,  which  is 
formed  by  the  action  of  the  sulphuric  acid  upon  the  common 
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salt.  The  volume  of  the  dipping  bath  should  not  be  too  smally 
since  in  pickling  the  acid  mixture  becomes  heated  and  the  in- 
.  creased  temperature  shows  a  very  rapid,  frequently  not  con- 
trollable, action,  so  that  a  corrosion  of  small  articles  may 
readily  take  place.  It  is  therefore  necessary  to  allow  the  acid 
mixture,  after  its  preparation,  to  tlioroughiy  cool  off;  pour  the 
sulphuric  acid  into  the  nitric  acid  {never  the  reverse!!),  and 
allow  the  mixture,  which  thereby  becomes  strongly  heated,  to 
cool  oflf  to  at  least  the  ordinary  temperature. 

In  order  to  be  sure  of  the  uniform  action  of  the  pickle  upon 
all  parts,  it  is,  in  all  cases,  advisable  previous  to  pickling  to  free 
the  articles  from  grease  by  one  of  the  methods  given  later  on. 

In  pickling  abundant  vapors  are  evolved  which  have  an  in- 
jurious effect  upon  the  health  of  the  workmen,  and  corrode 
metallic  articles  exposed  to  them.  The  operation  should,  there- 
fore be  conducted  in  the  open  air,  or  under  a  well-drawing 
vapor  flue. 

In  large  establishments  it  may  happen  that  the  quantity  of 
escaping  acid  vapors  is  so  large  as  to  become  a  nuisance  to  the 
neighborhood,  which  the  proprietors  may  be  ordered  by  the 
authorities  to  abate.  The  evil  is  best  remedied  by  a  small  ab- 
sorbing plant,  as  follows : — 

Connect  the  highest  point  of  the  vapor  flue  D  (Fig.  102) 
by  a  wide  clay  pipe  R  with  a  brick  reservoir.  A,  laid  in  cement, 
so  that  R  enters  A  a  few  centimeters  above  the  level  of  the  fluids 
kept  at  the  same  height  by  the  discharge  pipe  h.  Above,  the 
reservoir  is  closed  by  a  vault  through  which  the  water  conduit 
W  is  introduced.  Below  the  sieve  .S",  which  is  made  of  wood  and 
coated  with  lacquer,  a  wide  clay  pipe  /i,  leads  to  tlie  chimney  of 
the  steam  boiler  ;  or  the  suction  pipe  of  an  injector  is  introduced 
in  this  place,  in  which  the  air  from  the  vapor  flue  is  sucked 
through  the  reservoir  and  allowed  to  escape  into  the  open  air  or 
into  a  chimney.  Through  the  man-hole  M  the  sieve-bottom  5" 
of  the  reservoir  is  filled  with  large  pieces  of  chalk  or  limestone, 
the  manner  of  operating  being  then  as  follows :  A  thin  jet  of 
water  falls  upon  5,  where  it  is  distributed  and  runs  over  the 
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layer  of  chalk.  The  air  of  the  pickling  room  saturated  with 
acid  vapor  moves  upward  in  consequence  of  the  draught  of  the 
chimney  of  the  steam  boiler,  the  injector  or  the  ventilator,  and 
yields  its  content  of  acid  to  the  layer  of  chalk,  while  the  neutral 
solution  of  calcium  nitrate  and  calcium  chloride,  which  has 
been  formed,  runs  oil"  through  b. 


Fiu.  102. 


The  absorption  of  the  acid  vapors  may,  of  course,  be  effected 
by  apparatus  of  different  construction,  but  the  one  above  de- 
scribed may  be  recommended  as  being  simple,  cheap,  and 
effective. 

The  considerable  consumption  of  acid  for  pickling  purposes 
in  large  establishments  makes  it  desirable  to  regain  the  acid 
and  metal  contained  in  the  exhausted  dipping  baths.  The 
following  process  has  proved  very  successful  for  this  purpose: 
Mix  the  old  dipping  baths  with  %  their  volume  of  concentrated 
sulphuric  acid,  and  brin^  the  mixture  into  a  nitric  acid  distill- 
ing apparatus.  Distil  the  nitric  acid  off  at  a  moderate  temper- 
ature, condense  it  in  cooled  clay-coils,  and  collect  it  in  glass 
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balloons.  To  the  residue  in  the  still  add  water,  precipitate 
from  the  blue  solution,  which  contains  sulphate  of  copper  and 
zinc,  the  copper  with  zinc  waste,  and  add  zinc  until  evolution 
of  hydrogen  no  longer  takes  place.  Filter  off  the  precipitated 
^  '  copper  through  a  linen  bag,  wash  and  dry.  The  fluid  running 
off,  which  contains  zinc  sulphate,  is  evaporated  to  crystallization 
and  yields  quite  pure  zinc  sulphate,  which  may  be  sold  to  dye- 
works,  or  for  the  manufacture  of  zinc-white. 

According  to  local  conditions,  for  instance,  if  the  zinc  sul- 
phate cannot  be  profitably  sold  in  the  neighborhood,  or  zinc 
waste  cannot  be  obtained,  it  may  be  more  advantageous  to  omit 
the  regaining  of  zinc  from  the  dipping  baths.  In  this  case,  the 
fluid  which  is  obtained  by  mixing  the  contents  of  the  still  with 
water  is  conipoiindcd  with  milk  of  lime  until  it  shows  a  slightly 
acid  reaction.  The  gypsum  formed  is  allowed  to  settle,  and 
after  bringing  the  supernatant  clear  fluid  into  another  rtscrx  oir 
the  cop{)cr  is  precipitated  by  the  introduction  of  old  iron.  The 
first  rinsing  waters  in  which  the  j)ickled  objects  are  washed  are 
treated  i  n  the  same  manner.  The  precipitated  copper  is  washed 
and  dried. 

For  the  production  of  a  grained  surjace  by  pickling  a  mix- 
ture of  I  volume  of  saturated  solution  of  bichromate  of  potash 
in  water  and  2  volumes  of  concentrated  hydrochloric  acid  may 
be  recommended.  The  brass  articles  are  allowed  to  remain  in 
the  mixture  for  several  hours,  when  they  are  momentarily 
plunged  into  the  bright-dipping  bath«  and  rinsed  in  a  large 
volume  of  water,  which  should  be  frequently  changed. 

Removal  of  grease. — ^This  operation  is  to  be  executed  with 
the  greatest  nicety,  because  on  it  chiefly  depends  the  success 
of  electro-plating.  Its  object  is  to  remove  every  trace  of  im- 
purity, be  it  due  to  touching  with  the  hands  or  to  the  manipu- 
lation in  grinding  and  polishing. 

According  to  the  preparatory  treatment  of  the  objects,  the 
removal  of  grease  is  a  more  or  less  complicated  operation. 
Large  amounts  of  oily  or  greasy  matter  should  be  removed  by 
rinsing  in  benzine,  it  being  recommended  to  execute  this  opera- 
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tion  immediately  after  grinding  and  polishing,  so  that  the  oil 
used  in  these  operations  has  no  chance  of  hardening  as  is  fre- 
quently the  case  with  objects  polished  with  Vienna  lime  and  oiL 
Instead  of  cleanings  with  benzine,  the  objects,  as  far  as  their 

nature  allows,  may  be  boiled  in  a  hot  lye  of  i  part  of  caustic 
potash  or  soda  in  10  of  water,  until  all  the  grease  is  saponified, 
when  the  dirt,  consisting  of  grinding  powder,  can  be  readil>'  re- 
moved by  brushing.  In  place  of  solutions  of  caustic  alkalies, 
hot  solutions  of  potash  or  soda  may  be  useii,  but  their  action 
is  much  slower  and  offers  no  advantages.  Objects  of  tin,  lead, 
and  Britannia,  being  attacked  by  the  hot  lye,  must  be  left  in 
contact  with  it  for  a  short  time  only. 

The  articles  thus  freed  from  the  larger  portion  of  grease  are 
first  rinsed  in  water,  and  then  for  the  removal  of  the  last  traces 
of  grease  brushed  with  a  bristle  brush  and  a  mixture  of  water, 
quick-lime,  and  whiting,  until  when  rinsing  in  water  all  por- 
tions appear  equally  moistened  and  no  dry  places  are  visible. 

The  lime  mixture  is  prepared  by  slaking  freshly  burnt  lime, 
free  from  sand,  with  water  to  an  impalpable  powder,  mixing 
T  part  of  this  with  i  of  fine  whiting,  and  adding  water  with 
constant  stirring  until  a  paste  of  the  consistency  of  syrup  is 
formed. 

The  shape  of  many  objects  presents  certain  difficulties  in 
the  removal  of  grease  ;  the  deeper  portions  cannot  be  reached 
with  the  brush,  as,  for  instance,  in  skates,  which  often  are  to 
be  nickeled  in  a  finished  state.  In  this  case  the  objects  are 
drawn  in  succession  through  three  different  benzine  vessels ;  in 
the  first  benzine  most  of  the  grease  is  dissolved,  the  rest  in  the 
second,  while  the  third  serves  for  rinsing  off.  When  the  ben- 
zine in  the  first  vessel  contains  too  much  grease,  it  is  emptied 
and  filled  with  fresh  benzine,  and  then  serves  as  the  third  vessel, 
while  that  which  was  formerly  the  second  becomes  the  first, 
and  the  third  the  second.  After  rinsing  in  the  third  benzine 
vessel,  the  objects  are  plunged  in  hot  water,  then  for  a  few 
seconds  dipped  in  thin  milk  of  lime,  and  finally  thoroughly 
rinsed  in  water.  It  is  recommended  not  to  omit  the  treatment 
with  milk  oi  lime  of  objects  freed  from  grease  with  benzine. 
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To  avoid  subsequent  touching  with  the  hands  the  objects, 
before  freeing  them  from  grease,  must  of  course  -be  tied  to  the 
metallic  wires  (of  soft  copper)  by  which  they  are  suspended  in 
the  electro-plating  bath.  In  removing  the  grease  by  the  wet 
method  a  layer  of  oxide  scarcely  perceptible  to  the  eye  is 
frequently  formed  upon  the  metals.  This  layer  of  oxide  has  to 
be  removed,  the  liquid  used  for  the  purpose  varying,  of  course, 
with  the  nature  of  the  layer. 

Objects  of  irm  and  stee/  as  well  as  of  sine  are  momentarily 
plunged  in  a  mixture  of  sulphuric  acid  i  part  by  weight  and 
water  20  parts,  and  quickly  rinsed  ofT  in  clean  water.  Highly 
polished  objects  of  iron  and  steel,  after  being  treated  with  this 
mixture,  are  best  again  rapidly  brushed  with  lime  paste,  and, 
after  rinsinj^  off  quickly,  immediately  brought  into  the  electro- 
plating bath. 


no.  103. 


Copper^  brass,  bronzty  German  silver^  and  Umbac  are  best 
treated  with  a  dilute  solution  of  potassium  cyanide,  i  part  of  60 
per  cent,  potassium  cyanide  in  i  5  to  20  of  water.  The  objects 
arc  then  quickly  rinsed  off  and  placed  in  the  electro-plating 
bath. 

Lead  and  Britannia  may  be  treated  with  water  slightly  acidu- 
lated with  nitric  acid. 

The  steel  spring  carboy  r^^^^r  shown  in  Fig.  103  overcomes  the 
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difficult  and  dangerous  operation  of  tilting  heavy  carbo)^  con- 
taining acids.  It  is  the  acme  of  convenience  and  simplicity. 
It  empties  the  carboy  with  ease,  saves  waste  of  contents  and 
time  in  handling,  and  prevents  danger  to  the  person  and  cloth- 
ing of  the  operator.  It  is  very  strong,  and  can  be  hung  up  out 
of  the  way  when  not  in  use. 


CHAPTER  VI. 

PROCESSES  OF  ELECTRO-OEFOSmON. 

Next  to  the  proper  mechanical  and  chemical  preparations  of 
the  objects,  the  success  of  the  process  of  electro-deposition  de- 
pends on  the  suitable  composition  of  the  electrolytic  solutions 
(baths),  and  the  current-strength  which  is  conducted  into  the 
bath  for  the  precipitation  of  the  metals.  In  regard  to  the  latter 
the  most  essential  conditions  have  already  been  discussed  in 
Chap.  IV.,  "Electro-plating  Plants  in  General,"  and  will  be 
further  referred  to  in  speaking  of  the  several  electro-plating 
processes.  Hence,  the  general  rules  which  have  to  be  observed 
in  the  preparation  of  the  baths  will  first  be  considered. 

Water  being  the  solvent  for  all  electrolytic  baths,  its  constitu- 
tion is  by  no  means  of  such  slight  importance  as  is  frequently 
supposed. 

Spring  and  well  water  often  contain  considerable  quantities  of 
lime,  maj^nesia.  common  salt,  iron,  etc.,  the  presence  of  which  may 
cause  various  kinds  of  separations  in  the  baths  ;  on  the  other 
hand,  river  water  is  frequently  impregnated  to  such  an  extent 
with  organic  substances  that  its  employment  without  previous 
purification  cannot  be  recommended.  No  doubt,  distilled 
water,  or  in  want  of  that  rain  water,  is  the  most  suitable  for  the 
preparation  of  baths.  However,  rain  water  collected  from 
metal  roofs  should  not  be  used,  nor  that  running  oflf  from  other 
roofs,  it  being  contaminated  with  dust.    Rain  water  should  be 
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caught  in  vessels  of  glass,  earthenware,  or  wood,  free  from 
tannin,  and  filtered.  Where  river  or  well  water  has  to  be  em- 
ployed, thorough  boiling  and  filtering  before  use  are  abso- 
lutely necessary  in  order  to  separate  the  carbonates  of  the 
alkaline  earths  held  in  solution.  By  boiling,  a  possible  con- 
tent of  sulphuretted  hydrogen  is  also  driven  off. 

Another  important  factor  is  the  purity  of  the  chemicals  used 
for  the  baths,  the  premature  failure  of  the  latter  being  in  most 
cases  caused  by  the  unsuitable  nature  of  the  chemicals,  which 
also  frequently  gives  rise  to  abnormal  phenomena  inexplicable 
to  the  operator.  Chloride  of  zinc,  for  instance,  may  serve  as 
an  example.  It  is  found  in  commerce  in  very  varying  quali- 
ties, it  being  prepared  for  dyeing  purposes  with  about  70  per 
cent,  actual  content  of  chloride  of  zinc,  for  pharmaceutical  pur- 
poses with  about  90  per  cent,  and  for  electro-plating  purposes 
with  98  or  99  per  cent.  Now  it  will  readily  be  seen  that  if  an 
operator  who  is  preparing  a  brass  bath  according  to  a  formula 
which  calls  for  pure  chloride  of  zinc  uses  a  preparation  in- 
tended for  dyeing  purposes,  there  will  be  a  dehciency  of 
metallic  zinc  in  the  bath,  and  the  content  of  copper  in  the 
bath  being  too  large  in  proportion  to  the  zinc  present,  will 
cause  reddish  shades  in  the  deposits. 

Likewise,  in  case  the  operator  uses  potassium  cyanide  of 
low  content,  when  the  formula  calls  for  a  pure  article  with  98 
per  cent.,  he  will  not  be  able  to  effect  the  solution  of  copper 
or  zinc  salts  with  the  quantity  prescribed.  Furthermore, 
potassiuhi  cyanide,  in  the  preparation  of  which  prussiate  of 
potash  containing  potassium  sulphate  is  used,  will  cause,  by 
reason  of  the  formation  of  potassium  sulpho-cyanide,  various 
disturbing  influences  (formation  of  bubbles  in  the  deposit), 
the  explanation  of  which  is  difhcult  to  the  operator,  who, 
trusting  to  the  purity  of  the  chemicals,  seeks  elsewhere  for  the 
causes  of  the  abnormal  phenomena. 

Sodium  sulphite  may  in  a  similar  manner  cause  great  annoy- 
ance if  the  suitable  preparation  is  not  used.  There  is  a  ciystal- 
lized  neutral  salt  which  is  employed  for  many  gold-baths,  and 
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also  the  sodium  bisulphite  in  the  form  of  powder  which  serves  • 
for  the  preparation  of  copper  and  brass  fcaths.    If  the  latter 

should  be  used  in  the  preparation  of  gold  baths,  the  gold 
would  be  reduced  from  the  solution  of  its  salts  and  precipitated 
as  a  brown  powder. 

Or,  if  in  preparing  nickel  baths  a  salt  containing  copper  is 
used,  the  nickeling  will  never  be  of  a  pure  white  color,  but 
show  shades  having  not  even  a  distant  resemblance  to  the  color 
of  nickel. 

The  above-mentioned  examples  suffice  to  show  how  careful 
the  operator  must  be  in  the  selection  of  the  sources  from  which 
he  obtains  his  supplies.  It  may  here  be  mentioned  that  all  the 
directions  given  in  the  following  pages  refer  to  chemically  pure 
products ;  where  products  of  a  lower  standard  may  be  used  the 
content  is  especially  given. 

P'or  the  concentration  of  the  various  baths,  no  general  rules 
can  be  laid  down ;  neither  can  the  determination  of  the  density 
of  the  baths  by  the  hydrometer  be  reUed  on.  If  the  electro- 
plating solutions  consisted  of  nothing  but  the  pure  metallic 
salts,  the  specific  gravity,  which  is  indicated  by  the  hydrometer- 
degrees  might  serve  for  an  estimation  of  their  value.  But  such 
an  estimation  is  often  apt  to  prove  deceptive,  since  to  decrease 
the  resistance  the  baths  also  require  conducting  salts,  and  by 
the  addition  of  a  larger  quantity  of  them  the  specific  gravity  of 
a  bath  may  be  increased  to  any  extent  without  the  content  of 
the  more  valuable  metal  being  greater  than  in  a  bath  showing 
fewer  hydrometer-degrees. 

If  the  composition  of  a  correct  bath  when  freshly  prepared 
is  known,  as  well  as  its  gravity  in  decrees  Baume,  conclusions 
as  to  the  condition  of  the  bath  may  be  drawn  from  changes  in 
the  specific  gravity.  All  baths,  with  the  exception  of  gold 
baths,  measure  between  6°  and  lo°  Baume.  If  now  a  nickel 
bath  after  its  preparation  shows  the  standard  gravity — 7°  Be 
— lor  nickel  baths  and  it  shows  later  on  9^,  the  greater  gravity 
is  either  due  to  evaporation  of  water  or  to  excessive  freshening 
or  strengthening  of  the  bath.  Such  a  bath  generally  yields 
1 1 
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dark  and  spotted  nickeling,  the  deposit  is  formed  in  a  sluggish 
manner,  and  the  operator  may  then  learn  from  the  hydrometer 
that  the  cause  of  these  phenomena  is  not  due  to  a  contamina- 
tion of  the  bath,  but  to  its  over-concentration.  Baths  too  con- 
centrated readily  deposit  salt  in  crystals  on  the  anodes  and  on 
the  sides  of  the  vats,  which  should  by  no  means  take  pla^,  and 
there  is  even  danger  that  microscopic  crystals  may  deposit 
upon  the  articles  and  cause  holes  in  die  deposit. 

An  electro])rtic  bath  should  not  be  poor  in  mtialt  as  otherwise 
it  soon  becomes  exhausted,  and  besides  the  deposits  form  more 
slowly  than  in  a  bath  with  a  correct  content  of  metal ;  on  the 
other  hand,  the  bath  must  not  be  too  concentrated,  as,  in  this 
case,  salts  in  the  form  of  crystals  readily  separate  and  deposit 
themselves  upon  the  anodes,  the  sides  of  the  vessels,  and  even 
upon  the  articles  themselves,  which  may  cause  holes  to  form  in 
the  deposit;  or  the  cr\'stals  envelop  the  anodes  so  tij^ditl}-  that 
the  current  cannot  reach  the  bath.  Iksidcs,  too  concentrated 
baths  gencrall)-  produce  discolored  deposits,  as,  for  instance, 
too  concentrated  nickel  baths,  which  yield  a  dark  and  spotted 
deposit. 

Hence  in  siininicr,  when  the  bath  has  a  higher  temperature, 
it  may  be  made  more  concentrated  than  in  winter,  if  crystals 
are  separated  out,  even  when  the  bath  shows  a  temperature  of 
58°  F.,  it  must  be  diluted  with  water  until  the  formation  of  crys- 
tals ceases,  after  those  which  have  been  formed  have  been  dis- 
solved in  hot  water  added  to  the  bath. 

In  order  that  all  strata  of  the  bath  may  show  an  equal  con- 
tent of  metal,  it  is  advisable  in  the  evening,  after  the  day*s  work 
is  done,  to  thoroughly  stir  up  the  solution  with  a  wooden  crutch. 
For  practical  reasons  the  baths  are  generally  made  one-quarter 
to  one-third  deeper  than  corresponds  to  the  lengths  of  the  ob- 
jects to  be  plated.  In  consequence  of  this,  the  strata  of  fluid 
between  the  anodes  and  the  objects  become  poorer  in  metal 
than  those  on  the  bottom,  and  the  object  of  stirring  up  is  to  re- 
store the  same  concentration  to  all  portions  of  the  bath. 

The  strata  of  fluid  which  come  in  contact  with  the  anodes  be- 
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come,  by  the  absorption  of  metal,  specifically  heavier  than  the 

other  strata,  and  sink  to  the  bottom ;  on  the  other  hand,  the 
strata  of  fluid  which  )  ield  metal  to  the  objects  become  specifi- 
cally lighter  and  rise  to  the  top.  A  partial  compensation  of 
course  takes  place  by  diffusion,  but  not  a  complete  one.  and 
from  this  cause  arise  several  evils.  The  heavier  and  more  satu- 
rated fluid  offering  greater  resistance  to  the  current,  the  anodes 
are  attacked  chiefly  on  the  upper  portions  where  the  specifically 
lighter  layer  of  fluid  is;  practically  this  is  proved 
by  the  appearance  of  the  anodes  which,  at  first  i""-  io4' 
square,  after  being  for  some  time  used  assume  the 
shape  shown  in  Fig.  104. 

On  the  other  hand,  the  portions  of  the  cathodes 
(objects)  which  come  in  contact,  near  the  surface, 
with  strata  of  fluid  poorer  in  metal,  acquire  a  deposit 
of  less  thickness  than  the  lower  portions  which  dip 
into  the  bath  where  it  is  richer  in  metal.  Now,  if 
the  bath  also  contains  free  acid,  and  if  there  is  a  con- 
siderable diflference  in  the  specific  gravity  of  the  lower  and 
upper  strata  of  fluid,  the  electrode,  which  touches  both  strata, 
produces  a  current,  the  efTect  of  which  is  that  metal  dissolves 
from  the  upper  portions  and  deposits  upon  the  lower.  This 
explains  the  phenomenon  that  a  deposit  on  the  upper  portions 
of  the  objects  may  be  redissolved,  even  when  a  current,  which, 
however,  must  be  ver>'  weak,  is  conducted  into  the  bath  from 
an  external  source. 

Many  authors,  therefore,  go  so  far  as  to  demand  that  during 
the  electro-plating  process  the  baths  should  be  kept  in  con- 
stant agitation  by  mechanical  means.  This,  however,  is 
scarcely  necessary,  because  a  homogeneity  of  the  solution  is 
to  a  certain  extent  cHectcd  by  the  agitation  of  the  fluid  in 
suspending  and  taking  out  the  objects.  Hence  as  long  as 
objects  are  put  in  and  taken  out  an  agitation  naturally  takes 
place  in  which  all  the  strata  of  fluid  between  the  objects  and 
anodes  take  part,  while  only  the  deepest  strata,  which  do  not 
come  into  contact  with  the  objects  and  the  anodes,  remain  in 
a  state  of  stagnation. 
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Constant  agitation  of  the  electro-plating  solution  is  of  ad- 
vantage only  in  silvering  and  in  the  galvano-plastic  reproduc- 
tion in  the  acid  copper  bath,  in  which  the  objects  have  to 
remain  four  to  five  and  eight  to  ten  hours.  Some  authors  de- 
mand constant  agitation  for  the  more  rapid  removal  oi  the 
bubbles  of  hydrogen  which  form  on  the  objects;  but  the  same 
end  is  attained  without  complicated  contrivances,  by  the 
operator  accustoming  himself  to  strike  the  object-rod  a  slight 
blow  with  the  finger  each  time  he  suspends  an  object 

The  degree  of  temperature  required  for  the  electro-plating 
solutions  has  already  been  discussed  on  page  86,  where  also 
the  means  have  been  given  by  which  too  cool  solutions  may 
be  brought  to  the  proper  degree  of  temperature.  Baths  which 
are  to  be  used  cold  should  under  no  circumstances  show  a 
temperature  below  59°  F.,  it  being  best  to  maintain  them  at 
between  64.5°  and  and  68°  F. 

Boiling  is  required  in  the  preparation  of  many  baths,  if. 


after  cooling,  they  are  to  yield  good  and  certain  results.  The 
kettles  and  boiling-pans  used  for  the  purpose  are  of  various 
shapes,  hemispherical  or  with  flat  bottom,  and  are  made  of 
different  materials  (Figs.  105  and  106),  those  of  enameled 
iron,  or,  for  small  baths,  of  porcelain  or  earthenware,  being 
best.  The  enamel  of  the  iron  kettles  must  be  of  a  composi- 
tion which  is  not  attacked  by  the  bath.  Notwithstanding  their 
enamel  these  vessels  become  gradually  impregnated  with  the 
solutions  they  have  held,  and  it  is  dangerous  to  employ  them 
for  different  kinds  of  baths.  Thus,  an  enameled  kettle  which 
has  been  used  for  silvering  will  not  be  suitable,  even  after  the 
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most  thorough  washing,  for  a  gold  bath,  as  the  gilding  will 
certainly  be  white  or  green,  according  to  the  quantity  of  silver 
retained  by  the  vessel.  The  use  of  metal  vessels  should  be 
avoided ;  copper  and  brass  baths  may,  however,  be  boiled  in 
strong  copper  kettles,  though  they  are  somewhat  attacked. 
A  copper  kettle,  after  being  freed  from  grease  and  scoured 
bright,  may  be  provided  with  a  thick  deposit  of  nickel^  by  fill- 
ing it  with  a  nickel  bath,  connecting  it  with  the  negative  pole 
of  a  strong  battery  or  dynamo  machine,  and  suspending  in  it 
a  number  ol  nickel  anodes  connected  with  the  positive  pole. 
Such  nickeled  kettle  may  be  used  for  boiling  nickel  baths, 
but  enameled  kettles  or  large  dishes  of  nickel-sheet  deserve 
the  preference. 

If  the  boiling  of  large  quantities  of  fluid  is  not  convenient, 
the  same  end  may  be  attained  by  thoroughly  working  the  bath 
for  a  few  days  with  the  electric  current.  Suspend  to  the  anode- 
rods  as  many  anodes  as  possible,  secure  to  the  object-rods  a 

few  plates  of  the  same  metal,  and  introduce  a  current  of  medium 
strength,  until  an  object,  from  time  to  time,  suspended  in  the 
batli  acquires  a  regular  deposit.  This  method  is  frequently 
and  vcr)'  successfully  used  for  large  brass  baths. 

Nickel  baths  as  a  rule  do  not  require  actual  boiling,  but  the 
nickel  and  certain  conducting  salts  which  together  form  the 
nickel  bath  dissolve  with  difficulty  in  cold  water,  and  for  this 
rca'^f>ii  solution  is  effected  in  hot  water. 

If  for  the  preparation  of  nickel  baths,  nickel  salts  dissolving 
with  difficulty  have  to  be  dissolved  with  the  assistance  of  heat 
and  a  suitable  kettle  is  wanting,  the  following  procedure  may 
be  adopted :  Bring  water  in  a  clean,  bright  copper  kettle  to  the 
boiling  point,  pour  the  hot  water  into  a  clean  wooden  bucket 
having  a  capacity  of  8  to  lO  quarts,  introduce  the  amount  of 
nickel  salt  corresponding  to  this  quantity  of  water,  and  stir  with 
a  piece  of  wood  until  solution  is  complete. 
^  However,  with  large  baths  this  process  would  require  too 
much  time,  and  it  is,  therefore,  better  to  have  a  large  oval  or 
round  wooden  vat  lined  with  pure  sheet  lead  and  provided  with 
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a  lead  coil  for  the  introduction  of  steam  by  means  of  which  the 
contents  of  the  vat  are  brought  to  the  boiling-point. 

If  the  prepared  and  boiled  solutions  are  not  entirely  clear, 
they  have  to  be  filtered,  which  for  large  baths  is  best  effected 
with  bags  of  fine  felt ;  and  for  smaller  baths,  especially  those  of 
the  noble  metals,  with  filtering  paper. 

To  secure  lasHng  gualiiUs  to  the  baths,  they  must  be  care- 
fully protected  from  every  possible  contamination.  When  not 
in  use  for  plating  they  should  be  covered  to  keep  out  dust. 
The  objects  before  being  placed  in  the  baths  should  be  I'rce 
from  adhering  scouring  material  or  dipping  fluid,  which  other- 
wise might,  in  time,  spoil  the  bath.  The  cleansing  of  the  anode 
and  object  rods  by  means  of  sand-paper,  or  emery-paper, 
should  never  be  done  over  the  bath,  so  as  to  avoid  the  danger 
of  the  latter  being  contaminated  by  the  oxides  of  the  metal 
constituting  the  rods  falling  into  it.  When  a  visible  layer  of 
dust  has  collected  upon  the  bath,  it  roust  be  removed,  as  other- 
wise particles  of  dust  might  deposit  upon  the  articles  and  pre- 
vent an  intimate  union  of  the  deposit  with  the  basis-metal. 
With  large  baths  the  removal  of  the  layer  of  dust  is  readily 
eflfected  by  drawing  a  large  piece  of  filtering  or  tissue  paper 
over  the  surface,  and  repeating  the  operation  with  fresh  sheets 
of  clean  paper  until  all  the  dust  is  removed.  Small  baths 
should  be  filtered. 

The  choice  of  anodes  is  also  an  important  factor  for  keeping 
the  baths  in  good  condition,  as  well  as  for  obtaining  good 
results.  The  anodes  should  always  consist  of  the  metal  which 
is  deposited  from  the  solution ;  and  the  metal  used  for  them 
must  be  pure  and  free  from  all  admixtures.  To  replace  as 
much  as  possible  the  metal  withdrawn  from  the  bath  by  the 
electro-plating  process,  the  anodes  must  be  soluble ;  and  it  Is 
wrong  if,  for  instance,  nickel  baths  are  charged  with  insoluble 
anodes  of  carbon ;  or  for  smaller  baths,  of  sheet  platinum. 
Such  insoluble  anodes  cause  a  steady  and  rapid  declination  in 
the  content  of  metal,  an  excessive  formation  of  acid  in  the  bath, 
and,  by  the  detachment  of  particles  of  carbon,  a  contamination 
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of  the  solution.  Further  particulars  in  regard  to  anodes  will  be 
given  in  discussing  the  separate  baths. 

When  upon  a  pure  metallic  surface  another  metal  is  electro- 
deposited,  the  first  portion  of  the  deposit  penetrates  into  the 
basis-metal,  thus  forming  an  alloy.  This  maybe  readily  proved 
by  repeating  Gore's  experiments :  If  a  thick  layer  of  copper  be 
precipitated  upon  a  platinum  sheet,  and  then  heated  to  a  dark 
red  heat,  the  deposit  can  be  entirely  peeled  off" ;  by  then  heat- 
ing the  platinum  sheet  with  nitric  acid,  and  thoroughly  wash- 
ing with  water,  it  appears,  after  drying,  entirely  white  and  pure. 
By  re-heating  the  sheet,  the  surface  becomes  again  blackened 
by  cupric  oxide,  and  by  frequently  repeating  the  same  opera- 
tion a  fresh  film  of  cupric  oxide  will  always  be  obtained. 

This  penetration  of  the  deposit  into  the  basis-metal,  however, 
does  not  merely  take  place  during  electro-plating,  but  also  later 
on ;  and  it  may  frequently  be  observed  that,  for  instance,  zinc 
objects  only  slightly  coppered  or  brassed,  after  some  time  be- 
come again  white.  Since  this  also  happens  when  the  deposits 
are  protected  by  a  coat  of  lacquer  against  atmospheric  influ- 
ences, the  only  explanation  of  the  phenomenon  can  be  that  the 
deposit  is  absorbed  by  the  basis-metal,  which  is  also  confirmed 
by  analysis.  This  fact  must  be  taken  into  consideration  if  dur- 
able deposits  are  to  be  produced. 

To  guarantee  good  performance  an  electro-plating  bath  must 
fulfil  the  following  conditions : — 

1.  It  must  possess  good  working  capacity. 

2.  It  must  exert  a  sufficiently  dissolving  action  upon  the 

anode. 

3.  It  must  reduce  the  metal  in  abundance  and  in  a  reguline 

state. 

4.  It  must  not  be  chemically  decomposed  by  the  metals  to 

be  plated,  hence  not  by  simple  immersion  ;  the  adher- 
ence of  the  deposit  to  the  basis-metal  being  in  this  case 
impaired. 

5.  It  must  not  be  essentially  decomposed  by  air  and  light. 
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Reduction  of  metals  without  a  battery  {electro-de^sUion  by 

contact). 

We  may  here  appropriately  mention  the  reduction  of  metals 
which  takes  place  by  the  contact  of  two  metals  in  one  fluid  without 
the  aid  of  an  exterior  source  of  current.  That  an  electric  cur- 
rent is  thereby  generated  has  been  previously  explained :  one 
metal,  by  coining  in  contact  with  a  more  electro-positive  one, 
becomes  electro-negative  and  decomposes  the  fluid.  If  the 
latter  is  a  metallic  solution,  and  the  metal  contained  in  it  not 
more  strongly  electro-negative  than  the  negatively  excited  metal, 
a  separation  of  metal  takes  place  in  consequence  of  decomposi- 
tion. This  process  is  termed  eUctro^deposition  by  contact.  Gen- 
erally the  metals  which  are  to  be  coated  are  brought  in  contact 
with  a  bright  rod  of  zinc,  the  latter  being  a  highly  electro- 
positive metal.  The  zinc  is  allowed  to  dip  in  only  so  for  as  to 
secure  a  sure  contact  with  the  metal  to  be  coated. 

The  contact  of  one  metal  with  two  fluids  cr  that  of  tivo 
metals  in  two  fluids,  presents  similar  phenomena,  an  electric 
current  with  visible  action  manifesting  itself,  and  in  the  latter 
case  we  have  a  complete  element.  By  dipping  the  more 
electro-negative  metal  in  a  metallic  solution  whose  metal  is  not 
more  electro-negative,  the  metal  separates  from  the  solution 
upon  the  metallic  strip  dipping  in.  While  by  the  contact  of 
one  metal  with  another  in  one  fluid,  only  thin  deposits  can  be 
produced,  and  by  coating  the  electro-negative  metal  with  the 
separated  metal,  the  contact-current  loses  some  of  its  original 
strength,  by  immersing  two  metals  in  two  fluids,  deposits  of 
considerable  thickness  can  under  certain  conditions  be  pro- 
duced, as,  for  instance,  with  the  galvano-plastic  cell  apparatus, 
which  will  be  discussed  later  on.  » 

A  reduction  of  metal  can  also  be  brought  about  by  dipping 
one  metal  into  one  fluid.  This  may  take  place  in  consequence 
of  the  simple  solution  of  the  metal  dipped  in,  and  hence  the 
separation  may  be  conceived  as  a  simple  chemical  action.  In 
how  far  electric  currents  manifest  themselves  and  co-operate 
thereby  is  still  undecided.    It  is  only  known  that  the  electro- 
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positive  metals,  such  as  zinc,  tin,  iron,  copper,  can  reduce  the 
electro- negative  metals,  such  as  mercury,  silver,  gold,  etc., 
from  the  solutions  of  their  salts,  and  that  the  reduction  is  the 
more  rapid  and  the  stronger  the  more  electro-positive  the 
metal  dipped  in  is,  and  the  more  electro-negative  the  dissolved 
metal  is. 

Upon  this  action  is  based  coppering,  silvering,  gilding,  etc., 
by  immersion. 


CHAPTER  Vil. 

DEPOSITION  OF  NICKEL  AND  COBALT. 
I.  NlCKBUNG. 

Although  nickel-plating  is  of  comparatively  recent  origin, 
it  shall  be  first  described,  since  chiefly  by  reason  of  the  devel- 
opment of  the  dynanio-elcctrical  machine  it  has  steadily  grown 
in  popularity  and  become  an  industry  of  great  magnitude  and 
importance.  The  great  popularity  which  nickel-plating  enjoys 
is  due  to  the  excellent  4:)roi)erlies  of  the  nickel  itself ;  the 
almost  silvery  whiteness  of  the  metal,  its  cheapness  as  com- 
pared with  silver,  and  the  hardness  of  the  electro-deposited 
metal,  which  give  the  coating  great  power  to  resist  wear  and 
abrasion ;  its  capability  of  taking  a  high  polish ;  the  fact  that 
it  is  not  blackened  by  the  action  of  sulphurous  vapors  which 
rapidly  tarnish  silver,  and  finally  the  fact  that  it  exhibits  but 
little  tendency  to  oxidize  even  in  the  presence  of  moisture. 

Properties  of  nicAeL'— '"Pure  nickel  is  a  lustrous,  silvery  white 
metal  with  a  slight  steel-gray  tinge.  It  is  hard,  malleable  and 
ductile.  Its  specific  gravity  varies  from  8.3  (cast  nickel  plates) 
to  9.3  (wrought  or  rolled  plates).  It  melts  at  about  the  same 
temperature  as  iron,  but  is  more  fusible  when  combined  with 
carbon.  It  is  slightly  magnetic  at  ordinary  temperatures,  but 
loses  this  property  on  heating  to  680P  F. 
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The  metal  ts  soluble  in  dilute  nitric  acid»  concentrated  nitric 
acid  rendering  it  passive,  i.  insoluble.  In  hydrochloric  and 
sulphuric  acids  it  dissolves  very  slowly,  especially  when  in  a 
compact  state. 

Certain  articles,  for  instance  hot  fats,  strongly  attack  nickel, 
while  vinegar,  beer,  mustard,  tea,  and  other  infusions  produce 
stains;  hence,  the  nickeling  of  culinary  utensils  or  the  use  of 
nickel-plated  sheet-iron  for  culinary  utensils  cannot  be  recom- 
mended. 

The  chemical  equivalent  of  nickel  is  29.5. 

Nickel  baths. — The  first  requisite  in  preparing  nickel  baths  is 
the  use  of  absolutely  pure  chemicals,  and  in  choosing  the  nickel 
salts  to  be  especially  careful  that  they  are  free  from  salts  of  iron, 
copper,  and  other  metals.  Furthermore,  it  is  not  indifferent 
what  kind  of  nickel  salt  is  used,  whether  nickel  chloride,  nickel 
sulphate,  the  double  sulphate  of  nickel  and  ammonium,  etc.,  but 
the  choice  of  the  salt  depends  chiefly  on  the  nature  of  the  metal 
■which  is  to  be  nickeled.  There  arc  a  large  number  of  general 
directions  for  nickel  baths,  of  which  nickel  chloride,  ammonio- 
nickel  chloride,  nickel  nitrate,  etc.,  form  the  active  constituents, 
and  yet  it  would  be  a  grave  mistake  to  use  these  salts  for  nickel- 
ing iron,  because  the  liberated  acidj  if  not  immediately  and 
completely  fixed  by  the  anodes  in  dissolving,  imparts  to  the  iron 
objects  a  great  tendency  to  the  formation  of  rust.  Iron  objects 
nickelled  in  such  a  bath,  to  be  sure,  come  out  faultless,  but  in  a 
short  time,  even  if  stored  in  a  dry  place,  portions  of  the  nickel 
layer  will  be  observed  to  peel  off,  and  by  closely  exadiining 
such  objects  it  will  be  seen  that  under  the  deposit  of  nickel  a 
layer  of  rust  has  formed  which  actually  tears  the  nickel  off. 
The  use  of  nickel  sulphates  or  of  the  salts  with  organic  acids  is, 
therefore,  considered  best.  It  might  be  objected  that  the 
liberated  suljihuric  acid  produces  in  like  manner  a  formation 
of  rust  upon  the  iron  objects ;  but  according  to  long  experience 
and  many  thorough  examinations  such  is  not  the  case,  the 
tendency  to  the  formation  of  rust  being  only  imparted  by  the 
use  of  the  chloride  and  nitrate.   The  use  of  nickel  salts  with 
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organic  acids  is  in  many  cases  more  advantageous  than  that  of 
the  sulphates*  but  such  salts  are  considerably  dearer,  and  hence 
they  are  less  frequently  employed ;  in  many  prepared  nickeling 
salts  they  form  the  active  constituent.  The  composition  of  the 
conducting  salts  requires  the  same  deliberation  as  that  of  the 
nickeling  salts.  To  decrease  the  resistance  of  the  nickel  solu- 
tions, conducting  salts  arc  added  to  them,  which  arc  also 
partially  decomposed  by  the  current.  Like  the  use  of  nickel 
chloride  in  nickeling  iron,  an  addition  of  ammonium  chloride, 
which  is  much  liked,  cannot  be  recommended,  though  the  sub- 
sequent easy  reduction  of  nickel  invites  its  employment. 

For  copper  and  its  allojrs,  zinc,  etc.,  the  chlorine  combina- 
tions may  be  used,  but  for  nickeling  iron  they  must  be  avoided 
as  the  source  of  future  evils.  The  use  of  sodium  sulphide, 
sodium  nitrate,  barium  oxalate,  ammonium  nitrate,  sodium  sul- 
phate, and  ammonia-alum  as  conducting  salts,  which  has 
been  recommended  by  various  authors,  is  unsuitable.  With 
few  exceptions,  which  will  be  given  later  on,  the  best  basis  for 
the  conducting  salt,  according  to  Bottger  and  Adams,  is  am- 
monia, especially  in  the  form  of  ammonium  sulphate  or  hydro- 
chlorate,  provided  the  latter  is  not  used  for  baths  for  nickeling 
iron. 

Some  other  additions  to  the  nickeling  bath  which  are  claimed 
to  effect  a  pure  silvery-white  reduction  of  the  nickel  have  been 
recommended  by  various  experts.  Thus,  the  presence  of  small 
quantities  of  an  organic  acid  has  been  proposed ;  for  instance, 
boric  acid  by  Weston,  benzoic  acid  by  Powell,  and  citric  acid 
or  acetic  acid  by  others.  The  presence  of  small  quantities  of  a 
free  acid  effects  without  doubt  the  reduction  of  a  whiter  nickel 
than  is  the  case  with  a  neutral  or  alkaline  solution.  Hence  a 
slightly  acid  reaction  of  the  nickeling  bath,  due  to  the  presence 
of  citric  acid,  etc.,  with  the  exclusion  of  the  strong  acids  of  the 
metalloids,  can  be  highly  recommended.  The  quantity  of  free 
acid  must,  however,  not  be  too  large,  as  this  would  cause  the 
deposit  to  peel  off. 

Boric  acidt  recommended  by  Weston  as  an  addition  to  nickel- 
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ing  and  all  other  baths,  has  a  favorable  effect  upon  the  pure 
white  reduction  of  the  nickel,  especially  in  nickeling  rough 
castings,  t.  e.,  surfaces  not  ground.  Weston  claims  that  boric 
acid  prevents  the  formation  of  basic  nickel  combinations  on  the 
objects,  and  that  it  makes  the  deposit  of  nickel  more  adherent, 
softer,  and  more  flexible.  Whether  with  a  correct  current- 
strength,  basic  nickel  salts,  to  which  the  yellowish  tone  of  the 
nickeling  is  said  to  be  due,  are  separated  on  the  cathode,  is  not 
yet  proved,  and  would  seem  more  than  doubtful.  The  action 
of  the  boric  acid  has  not  yet  been  scientifically  explained,  but 
numerous  experiments  have  shown  that  the  deposition  of  nickel 
from  nickel  solution  containing  boric  acid  is  neither  more  ad- 
herent nor  softer  and  more  flexible  than  that  from  a  solution 
containing  small  quantities  of  a  free  organic  acid.  Just  the 
contrary,  the  deposition  is  harder  and  more  brittle  in  the  pres- 
ence of  boric  acid,  and  diflerent  results  may  very  likely  be  due 
to  the  employment  of  currents  of  varying  strength.  A  weak 
current  always  and  under  all  conditions  causes  the  deposition 
of  a  harder  and  more  brittle  nickel  than  a  current  of  medium 
strength;  and  in  order  to  judge  the  quality  of  the  deposited 
nickel  from  baths  of  varying  composition,  the  surface  of  the 
objects  and  of  the  anodes  must  always  be  the  same,  and  cur- 
rents of  equal  quantity  and  electro-motive  force  be  conducted 
into  the  bath.  Weston's  bath  will  be  spoken  of  later  on. 
Powell's  proposition  for  the  use  of  benzoic  acid  need  scarcely 
be  taken  seriously,  since  the  results  from  baths  containing  it 
dtfTer  in.  no  respect  from  those  without  it 

Before  giving  suitable  formulae  for  the  composition  of  nickel 
baths,  it  will  be  necessary  to  discuss  the  means  of  determining 
their  acidity  and  alkalinity.  As  previously  mentioned,  a  nickel 
bath,  to  yield  a  beautiful  white  deposit,  should  contain  only  a 
small  (juantity  of  free  acid  ;  too  much  acid  preventing  the  firm 
adherence  of  the  deposit,  while  alkaline  and  even  neutral  baths 
do  not  yield  nickel  of  a  pure  white  color,  but  of  a  somewhat 
darker  tone.  A  bath  is  neutral  when  it  contains  neither  free 
acid  nor  free  alkali,  which  is  recognized  by  neither  blue  nor  red 
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litmus-paper*  being  changed  by  the  solution.  Blue  litmus- 
paper  is  colored  red  by  acid  fluids,  and  red  litmus-paper  blue 
by  alkaline  fluids.  By  simultaneously  dipping  one-half  of  a 
strip  of  blue  and  of  red  litmus-paper  in  the  solution,  the  re- 
action of  the  fluid  can  be  judged  from  the  change  in  color  and 
the  rapidity  and  intensity  of  its  appearance.  '  If  a  bath  which, 
like  most  nickel  baths,  is  to  work  with  only  a  slight  reaction, 
immediately  and  intensely  reddens  blue  litmus-paper,  a  suitable 
alkali  has  to  be  added  until  the  coloration  of  a  fresh  strip  of 
litmus-paper  appears  slower  and  less  intense.  If,  on  the  other 
hand,  the  test  shows  that  red  litmus-paper  becomes  blue,  and 
that  consequently  the  bath  is  alkaline,  a  slij^ht  acid  reaction  is 
restored  by  the  gradual  addition  of  citric  acid  or  another  acid 
suitable  to  the  composition  of  the  bath.  Baths  made  with 
boric  acid  form  an  exception,  and  must  work  with  a  strong 
acid  reaction. 

I.  The  most  simple  nickel  bath  consists  of  a  solution  of  8  to 
ID  parts  by  weight  of  pure  nickel  ammonium  sulphate  in  100 
parts  by  weight  of  distilled  water.  If  too  acid,  the  solution  is 
neutralized  with  spirits  of  sal  ammoniac  to  a  slightly  acid  re- 
action. The  solution  b  prepared  by  boiling  the  salt  with  the 
corresponding  quantity  of  water,  using  in  summer  10  parts  of 
nickel  salt  to  100  of  water,  but  in  winter  only  8  parts,  to  pre- 
vent the  nickel  salt  from  crystallizing  out  This  bath,  which 
is  frequently  used,  possesses,  however,  a  considerable  degree 
of  resistance  to  conduction,  and  hence  requires  a  strong  cur- 
rent for  the  deposition  of  the  nickel.  It  also  requires  cast 
nickel  anodes,  since  with  the  use  of  rolled  anodes  nickeling 
proceeds  in  a  very  sluggish  manner.  However,  the  cast  anodes 
rapidly  render  the  bath  alkaline,  necessitating  a  frequent  cor- 
rection of  the  reaction.  To  decrease  the  resistance,  recourse 
has  been  had  to  certain  conducting  salts,  and,  below,  the  more 
common  nickel  baths  will  be  discussed,  together  with  their 
mode  of  preparation  and  action,  as  well  as  their  availability  for 
certain  purposes. 

*Bltte  Mid  red  litmut-pftper  matt  be  kept,  each  by  itself,  in  wdl<d(Med  glass  jait. 
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II.  Nickel  ammonium  sulphate  17  ozs.,  ammonium  sulphate 
17  ozs.,  distilled  water  10  quarts. 

Boil  the  salts  with  the  water,  and,  if  the  solution  is  too  acid, 
restore  its  neutrality  by  spirits  of  sal  ammoniac ;  then  grad- 
ually add  solution  of  citric  acid  until  blue  litmus-paper  is 
slowly  but  visibly  reddened.  The  bath  deposits  rapidly,  it 
possessing  but  little  resistance;  an  electro-motive  force  of  1.8 
to  2  volts  suffices,  and  all  metals  (zinc,  lead,  tin,  and  Britannia, 
after  previous  coppering)  can  be  nickeled  in  this  bath.  How- 
ever, upon  rough  castings  and  iron  a  pure  white  deposit  is 
difficult  to  obtain,  frequent  scratch-brushing  with  a  medium 
hard  steel  brush  being  rccjuircd.  On  account  of  the  great 
content  of  sulphate  of  ammunium  in  the  bath,  the  nickel  de- 
posit piles  uj)  especially  on  the  lower  portions  of  the  objects, 
which,  in  consequence,  readily  become  dull  {burn  or  over- 
nickel,  for  which  see  later  on),  while  the  uj)per  portions  are 
not  sufficiently  nickeled.  For  this  reason  the  objects  must  be 
frequently  turned  in  the  bath  so  that  the  lower  portions  come 
uppermost.  This  piling  up  of  the  deposit  also  frequently  pre- 
vents the  latter  from  acquiring  a  uniform  thickness. 

III.  Nickel  ammonium  sulphate  25)^  ozs.,  ammonium  sul- 
phate 8  ozs.,  crystallized  citric  acid  \%  ozs.,  water  10  to  12 
quarts. 

This  bath  is  prepared  in  the  same  manner  as  the  preceding, 
the  salts  being  dissolved  in  boiling  water,  and  ammonia  added 
until  blue  litmus-paper  is  only  slightly  reddened. 

This  bath  requires  a  somewhat  greater  electro-motive  force 
than  the  preceding,  or  about  2  to  2.2  volts.  The  formation 
of  the  nickel  deposit  is,  however,  more  uniform,  of  a  beautiful 
white  color,  dense  and  hard,  and  consequently  bears  polishing 
without  danger  of  the  nickel  grinding  off,  even  if  not  very 
thickly  plated.  It  is  very  suitable  for  nickeling  ground  surgi- 
cal instruments,  as  well  as  all  ground  iron  articles  which  are  to 
be  thickly  and  solidly  plated,  and  for  heavy,  solid  nickeling  of 
copper,  brass,  bronze,  etc.  It  is  much  used  in  this  country, 
either  with  or  without  the  addition  of  citric  acid. 
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II,  after  working  for  some  time,  the  bath  loses  conducting 
power,  the  objects,  with  the  use  of  the  proper  current,  become 
blackish  without  a  reduction  of  nickel  being  perceptible;  while 
with  a  stronger  current  the  objects  are  nickeled  white,  but  the 
deposit  readily  peels  off.  In  this  case  the  conducting  power 
has  to  be  increased  by  the  addition  of  ammonium  sulphate. 
The  bath  should  always  be  kept  so  that  it  shows  a  slightly 
acid  reaction.   It  is  best  to  use  rolled  anodes. 

IV.  Nickel  ammonium  sulphate  23  ozs.,  ammonium  chloride 
(crystallized)  ii^  ozs.,  water  10  to  12  quarts. 

The  bath  is  prepared  in  the  same  manner  as  given  for  II. 
and  III.  It  nickels  very  rapidly  and  quite  white,  but  the  de- 
posit is  soft,  and  hence  care  must  be  had  in  polishing  upon 
cloth  or  felt  bobs,  the  corners  and  edges  ol  the  objects  espec- 
ially requiring  careful  handling.  On  account  of  the  danger  of 
peeling  off,  a  heavy  deposit  of  nickel  cannot  be  obtained  in  this 
bath,  since,  in  conseiiuencc  of  the  rapid  precipitation,  the  de- 
posit condenses  and  absorbs  hydrogen,  is  formed  with  a  coarser 
structure,  and  turns  out  less  uniform  and  dense.  These  phe- 
nomena arc  a  hindrance  to  a  heavy  deposit,  which,  if  it  is  to 
adhere,  must  be  homogeneous  and  dense.  As  previously  men- 
tioned,  da/As  with  the  addition  of  chlorides  as  well  as  those  pre- 
pared with  nickel  chloride  and  nickel  nitrate  are  not  suitable  for 
the  solid  nickeling  of  iron;  they  are,  however,  well  adapted  to 
the  rapid  light  nickeling  of  cheap  brass  articles.  The  electro- 
motive force  required  for  this  bath  is  i'.8  volts. 

V.  Nickel  chloride  (crystallized)  17 }i  ozs.,  ammonium  chlor- 
ide (crystallized)         ozs.,  water  12  to  15  quarts. 

The  bath  is  prepared  in  the  same  manner  as  given  for  II.  and 
III.,  though  solution  may  be  effected  cold.  The  bath  precipi- 
tates very  readily,  and  is  especially  liked  for  nickeling  zinc  cast- 
ings.   Tension  of  current,  1.5  to  1.75  volts. 

For  nickelin^f  iron  this  bath  has  tlie  same  disadvantages,  and 
even  to  a  still  greater  extent  than  the  preceding. 

VI.  Baths  containing  boric  acid. — Weston  recommends  the 
following  composition  for  nickel  baths:  Nickel  chloride  17^ 
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ozs.,  boric  acid  7  ozs.,  water  20  quarts ;  or,  nickel-ammonium 
sulphate  35  ozs.,  boric  acid  173^  ozs.,  water  25  to  30  quarts. 
Both  solutions  arc  said  to  be  improved  by  adding  caustic 
potash  or  caustic  soda  so  long  as  the  precipitate  formed  by  the 
addition  dissolves.* 

These  compositions,  however,  cannot  be  recommended, 
chiefly  because  the  baths  work  faultlessly  for  a  comparatively 
short  time  only;  all  kinds  of  disturbing  phenomena  make  their 
appearance,  the  deposit  being  no  longer  white  but  blackish,  and 
the  baths  soon  failing  entirely.  Kaselowsky*s  formula  yields 
similar  results.  It  is  prepared  by  dissolving,  with  the  assistance 
of  heat,  35  ^  ozs.  of  nickel-ammonium  sulphate  and  17^  ozs.  of 
boric  acid  in  20  quarts  of  water.  If  an  entirely  neutral  double 
sulphate  ha?  not  been  employed,  this  bath  also  generally  fails 
after  two  or  three  months'  use.  The  cause  of  this  has  to  be 
primarily  soui^ht  in  the  fact  that  baths  prepared  with  boric  acid 
require  according  to  their  composition  a  dehnitc  proportion 
between  the  rolled  and  cast  nickel  anodes  present  in  the  bath. 
If  rolled  anodes  are  exclusively  used,  free  sulphuric  acid  is  soon 
formed,  which  causes  energetic  evolution  of  hydrogen  on  the 
articles,  but  prevents  a  vigorous  deposit  and  imparts  to  the 
latter  a  tendency  to  peel  off.  The  same  thing  happens  when 
a  nickel  salt  not  entirely  neutral  has  been  used  in  the  prepara- 
tion of  the  bath.  If,  on  the  other  hand,  cast  nickel  anodes 
alone  are  employed,  the  bath  soon  becomes  alkaline,  with 
turbidity  and  the  formation  of  slime,  and  the  deposit  turns  out 
gray  and  dull  before  it  possesses  sufficient  thickness. 

From  the  foregoing  it  will  be  readily  understood  that  the 
nickel  salt  used  must  be  neutral  and  that  the  proportion  of 
rolled  to  cast  anodes  must  be  so  chosen  that  the  free  sul- 
phuric acid  formed  on  the  cast  anodes  is  neutralized,  but  that 
the  acidity  of  the  bath  dependent  on  the  free  boric  acid  is  con- 
stantly maintained. 

Such  a  bath  containing  boric  acid  may  advantageously  be 
prepared  as  follows : 

*  Dingjet's  Journal,  335,  p.  404.  Wagner**  Jahreibcfidit,  1883,  p.  146. 
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VII,  Nickel-ammonium  sulphate  21  ozs.,  chcmicall)-  pure 
nickel  carbonate  i  ^  ozs.,  chemically  pure  boric  acid  (crys- 
tallized)  10^  ozs.,  water  10  to  12  quarts. 


Boil  the  nickel-ammonium  sulphate  and  the  nickel  carbonate 
in  the  water  until  the  evolution  ol  bubbles  of  carbonic  acid 
ceases  and  blue  litmus  paper  is  no  longer  reddened.  After 
allowing  sufficient  time  for  settling,  decant  the  solution  from 
any  undissolved  nickel  carbonate  and  add  the  boric  acid. 
Boil  the  whole  a  few  minutes  longer,  and  allow  to  cool.  If  the 
nickel  salt  contains  no  free  acid,  boiling  with  the  nickel  car« 
bonate  may  be  omitted.  The  solution  shows  a  strongly  acid 
reaction  which  must  not  be  removed  by  alkaline  additions. 

The  proportion  of  cast  to  rolled  anodes  used  in  this  bath  is  . 
dependent  on  the  quality  of  the  anodes.  The  use  of  readily 
soluble  cast  anodes  requires  the  suspension  in  the  bath  of 
more  rolled  anodes  than  when  cast  anodes  dissolving  with 
difficulty  are  employed*  since  the  latter  in  consequence  of 
rapid  cooling  have  a  surface  not  readily  attacked.  The  pro* 
portion  has  likewise  to  be  changed,  with  the  use  of  soft  or 
hard-rolled  anodes.  Hence  the  proper  proportion  will  have 
to  be  established  by  frequently  testing  the  reaction  of  the 
bath.  For  testing  the  bath  the  following  rules  may  be  laid 
down:  Blue  litmus-paper  must  always  be  perceptibly  and  in- 
tensely reddened,  but  congo-paper  should  not  change  its  red 
color,  for  if  the  latter  turns  blue  it  is  an  indication  of  the  pres- 
ence of  free  sulphuric  acid  in  the  bath,  which  has  to  be 
neutralized  by  the  careful  addition  of  solution  of  soda  or 
potash  until  a  fresh  piece  of  congo-paper  dipped  in  the  bath 
remains  red.  Ammonia  cannot  be  recommended  for  neutral- 
izing free  sulphuric  acid  in  this  bath.  Red  litmus-paper  must 
remain  red,  for  if  it  turns  blue,  the  bath  has  become  alkaline 
and  fresh  boric  acid  has  to  be  dissolved  in  the  previously 
heated  bath  until  a  fresh  piece  of  blue  litmus-paper  acquires 
an  intense  red  color. 

The  bath  prepared  according  to  the  above  formula  (VII) 
requires  an  electro-motive  force  of  about  2.3  to  2.5  volts. 


12 


Digitized  by  Google 


178 


ELECTRO-DEPOSITION  OF  METALS. 


Below  are  given  a  few  other  formulae  for  nickel  baths  which 
may  be  advantageously  used  for  special  purposeSt  but  not  for 
equally  good  nickeling  of  all  kinds  of  metals. 

VI II.  Nickel  sulphate  lo^  ozs.,  potassium  citrate  7  ozs., 
ammonium  chloride  7  ozs.,  water  10  to  12  quarts. 

To  prepare  the  bath  dissolve  loyi  ounces  of  nickel  sulphate 
and  3^  ounces  of  pure  crystallized  citric  acid  in  water; 
neutralize  accurately  with  caustic  potash,  and  then  add  the 
ammonium  chloride.  This  bath  is  especially  adapted  for  the 
rapid  nickeling  of  polished,  slightly  coppered  »ine  articles.  The 
deposition  is  effected  with  a  very  feeble  current,  without  the 
formation  of  black  streaks,  such  as  are  otherwise  apt  to  appear 
in  nickeling  with  a  weak  current.  The  deposit  itself  is  dull 
and  somewhat  gray,  but  acquires  a  very  fine  polish  and  pure 
white  color  by  slight  manipulation  upon  the  polishing  wheels. 
With  a  stronger  current  the  bath  is  also  suitable  for  the  direct 
nickeling  of  zinc  articles ;  it  must,  however,  be  kept  strictly 
neutral.  The  bath  works  with  rolled  anodes,  and  but  seldom 
requires  a  correction  of  the  reaction. 

IX.  Nickel  phosphate  Zyi  ozs.,  sodium  p3n'ophosphate  26% 
ozs.,  water  10  to  15  quarts.  Dissolve  the  sodium  pyrophos- 
phate in  water,  heat  the  solution  to  about  167^  F.  and  add  the 
nickel  phosphate  with  constant  stirring.  Nickel  phosphate  is 
obtained  as  a  pale  green  powder  by  precipitating  solution  of 
nickel  sulphate  with  sodium  phosphate. 

This  bath  yields  a  very  fmc  dark  nickeling  upon  iron,  brass, 
and  coppery  as  well  as  directly^  without  previous  coppering,  upon 
sheet  zinc  and  zinc  castings,  and  may  be  advantageously  used 
for  decorative  purposes  where  darker  tones  of  nickel  are  de- 
manded. 

X.  A  fairly  good  nickel-bath  for  electro-platers  having  but  a 
feeble  current  at  their  disposal  is  obtained  from  a  solution  of 
nickel-ammonium  sulphate  22^  ozs.,  magnesium  sulphate 
i\%  ozs.,  water  10  to  12  quarts. 

This  bath  precipitates  readily  and  strongly,  and  a  heavy 
coating  can  also  be  deposited  upon  iron  without  fear  of  the 
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disagreeable  consequences  of  bath  IV.;  even  Mine  may  be 
directly  nickeled  in  it  with  a  comparatively  feeble  current. 

The  deposit,  however,  turns  out  rather  soft,  with  a  yellowish 
tinge,  and  the  bath  does  not  remain  constant,  but  fails  after 
working  at  the  utmost  three  or  four  months,  the  anodes  being 
scarcely  attacked. 

Below  are  given  the  compositions  of  a  few  nickel  baths  which 
have  been  highly  recommended : — 

XI.  Pure  nickel  sulphate  35^  ozs.,  neutral  ammonium  tar- 
trate 26^  ozs.,  tannin  77  grains,  water  20  quarts.  Neutral 
ammonium  tartrate  is  obtained  by  saturating  a  solution  of  tar> 
taric  acid  with  ammonia.  The  nickel  salt  must  also  be  neutral. 
For  this  purpose  dissolve  the  above-mentioned  ingredients  in  3 
or  4  (quarts  of  water  and  boil  the  solution  for  %  hour,  then  add 
enough  water  to  make  20  quarts  of  fluid,  and  filter.  The  bath 
is  said  to  yield  a  very  white,  soft,  and  homogeneous  deposit  of 
any  desired  thickness,  without  roughness  or  clanger  of  peeling 
off.  On  rough  or  polislied  castings  thick  deposits  may  be  ob- 
tained at  a  cost  scarcely  exceeding  that  of  coppering.  Galvano- 
plastic  reproduction  may  also  be  effected  in  this  bath.  For 
those  who  wish  to  try  the  bath  it  may  be  mentioned  that  the 
most  suitable  current-strength  is  3.5  volts. 

XII.  An  English  formula  is  as  follows:  Dissolve  17^  ozs. 
of  nickel  sulphate,  g%  ozs.  of  tartaric  acid,  and  2^  ozs.  of 
caustic  potash  in  10  quarts  of  water. 

The  addition  of  bisulphide  of  carbon  to  nickel  baths,  which 
has  been  recommended  by  Bruce,  is  not  advisable.  Ac- 
cording to  Bruce,  such  an  addition  prevents  the  nickel  de- 
posits from  becoming  dull  when  reaching  a  certain  thickness, 
but  repeated  experiments  made  strictly  in  accordance  with  the 
directions  given  did  not  confirm  this  statement. 

XIII.  For  nickeling  small  articles  the  iollowing  bath  is 
claimed  to  yield  excellent  results :  Nickel-ammonium  sulphate 
64  ozs.,  ammonium  sulphate  20}^.  ozs.,  crystaUized  citric  acid 
^yi  ozs. 

For  the  production  of  very  thick  deposits,  the  following  has 
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been  recommended:  Nickel  ammonium  sulphate  i6  ozs., 
sodium  citrate  lo  ozs.,  water  lo  quart^.   This  bath  is  said 

to  be  especially  useful  in  preparing  nickel  cliches.  However, 
numerous  experiences  proved  it  to  possess  the  disadvantages 
of  all  nickel  baths  prepared  with  large  quantities  of  organic 
combinations,  and  for  the  special  purpose  for  which  it  is  re- 
commended no  better  results  were  obtained  than  with  any 
other  nickel  bath  rationally  composed  for  heavy  deposits. 

In  some  works  on  galvanoplasty  a  solution  of  nickel  cyanide 
in  potassium  cyanide  is  recommended  for  nickeling,  but  ex- 
periments failed  to  obtain  a  proper  reduction  of  nickel. 

We  would  here  add  the  general  remark  that  freshly  prepared 
nickel  baths  mostly  work  correctly  from  the  beginning,  though 
it  may  sometimes  happen  that  the  articles  first  nickeled  come 
from  the  bath  with  a  somewhat  darker  tone.  In  such  case  it  is 
advisable  to  suspend  a  few  anodes  to  the  cathode  and  alluw  the 
bath  to  work  one  or  two  hours,  when  the  nickeling  will  proceed 
faultlessly. 

A  few  words  may  here  be  said  in  regard  to  what  may  be 
termed  a  nickel  bath  without  nickel  salL  It  simply  consists  of  a 
1 5  to  20  per  cent,  solution  of  ammonium  chloride,  which  trans- 
fers the  nickel  from  the  anodes  to  the  articles.  Cast  anodes  are 
almost  exclusively  used  for  th6  purpose,  and  deposition  may  be 
efTected  with  quite  a  feeble  current.  Before  the  solution  ac- 
quires the  capacity  of  depositing,  quite  a  strong  current  has  to 
be  conducted  through  the  bath  until  the  commencement  of  a 
proper  reduction  of  nickel.  This  bath  is  only  suitable  for 
coloring  very  cheap  articles,  it  not  being  possible  to  produce 
solid  nickeling  with  it;  and  it  is  here  mentioned  because  it  may 
serve  as  a  representative  of  a  series  of  other  electro-plating 
baths  in  which  the  transfer  of  the  metal  is  effected  by  sal 
ammoniac  solution  without  the  use  of  metallic  salts,  for  in- 
stance, iron,  zinc,  cobalt,  etc. 

Nickel  anodes, — Either  cast  or  roUed  nickel  plates  are  used  as 
anodes,  which  must  of  course  be  as  pure  as  it  is  possible  to  ob- 
tain them.   Eveiy  imparity  of  the  anodes  passes  into  the  bath 
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and  jeopardizes  its  successful  working.    If  too  tliin  the  anodes 
increase  the  resistance;  for  small  baths  rolled  anodes  0.079 
inch  thick  are  generally  used,  and  as  a  ryle  they  should  not  be 
less  than  0.039  inch  thick.    For  larger  baths  it  is  better  to  use 
plates  from  o.ii  to  0.19  inch  thick,  while  the  thickness  of  cast 
anodes  may  vary  between  0.1 1  and  0.39  inch,  according  to  the 
size  of  the  bath  and  the  purpose  for  which  it  is  to  be  used. 
The  use  of  insoMle  anodes  of  gas-carbon  or  platinum,  either 
by  themselves  or  in  conjunction  with  nickel  anodes,  as  fre- 
quently recommended,  is  not  advisable.   The  harder  and  the 
less  porous  the  nickel  anode  is,  the  less  it  is  attacked  in  the 
bath  and  the  less  it  fulfils  the  object  of  keeping  constant  the 
metallic  content  of  the  solution.    On  the  other  hand,  the  softer 
and  the  more  porous  the  anode  is,  the  more  readily  it  dissolves, 
because  it  conducts  the  current  better  and  presents  more  points 
of  attack  to  the  bath;  and  the  more  it  is  dissolved,  the  more 
metal  is  conveyed  to  the  bath.    With  the  sole  use  of  rolled 
anodes  and  working  with  a  feeble  current,  free  acid  is  formed 
in  the  bath ;  on  the  other  hand,  by  working  with  cast  anodes 
alone,  the  bath  readily  becomes  alkaline.   Now  it  seems  that 
the  possibility  of  a  bath  ako  becoming  alkaline  even  with  the 
sole  use  of  rolled  anodes,  especially  when  working  with  a  strong 
current,  has  led  to  the  proposal  of  suspending  in  the  bath,  be- 
sides the  nickel  anodes,  a  sufficient  number  of  insoluble  anodes 
in  order  to  cfTect  a  constant  neutrality  of  the  bath.    It  would 
lead  too  far  to  go  into  the  theory  of  the  secondary  decomposi- 
tions which  take  place  in  a  nickel  bath,  to  prove  that,  though 
neutrality  is  obtained,  it  can  only  be  done  at  the  expense  of 
the  metallic  content  of  the  bath.    Hence,  this  impracticable 
proposal  shall  here  be  overthrown  by  practical  reasons,  it  only 
requiring  to  be  demonstrated  that  in  baths  becoming  alkaline 
the  content  of  nickel  also  decreases  steadily  though  slowly. 
This  fact  in  itself  shows  that  in  order  to  save  the  occasional 
slight  labor  of  neutralizing  the  bath,  the  decrease  of  the  me- 
tallic content  should  not  be  accelerated  by  the  use  of  insoluble 
anodes.    For  larger  baths  the  use  of  expensive  platinum 
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anodes  as  insoluble  anodes  need  not  be  taken  into  considera- 
tion, because  for  large  surfaces  of  objects  correspondingly  large 
surfaces  of  platinum  anodes  would  have  to  be  present,  as  other- 
wise the  resistance  of  thin  platinum  sheets  would  be  consider- 
able. But  such  an  expensive  arrangement  would  be  ju^^tifiable 
only  if  actual  advantages  were  obtained,  which  is  not  the  case, 
because,  though  the  platinum  does  absolutely  not  dissolve,  the 
deficiency  of  metallic  nickel  in  the  bath  caused  by  such  anodes 
must  in  some  manner  be  replaced.  The  insoluble  anodes  of 
gas-eai^on  which  have  frequently  been  proposed  are  attacked 
by  the  bath ;  particles  of  carbon  becoming  constantly  detached, 
and  floating  upon  the  bath,  deposit  themselves  upon  the  ob- 
jects and  cause  the  layer  of  nickel  to  peel  ofT.  Furthermore, 
by  the  use  of  nickel  anodes  in  conjunction  with  carbon  anodes, 
the  current,  on  account  of  the  greater  resistance  of  the  latter, 
is  forced  to  preferably  take  its  course  through  the  metallic 
anodes,  in  consequence  of  which  the  articles  opposite  the 
nickel  anodes  arc  more  thickly  nickeled  than  those  under  the 
influence  of  the  carbon  anodes.  With  larger  objects  this  in- 
equality in  the  thickness  of  the  deposit  is  again  a  hindrance  to 
obtaining  layers  of  good  and  uniform  thickness,  such  as  are 
required  for  solid  nickeling.  Since  the  current  preferably 
seeks  its  compensation  through  these  separate  metallic  anodes, 
they  are  more  vigorously  attacked  than  when  nickel  plates 
only  are  suspended  in  the  bath. 

With  nickel  baths  which  contain  a  considerable  amount  of 
ammonium  chloride,  tlie  use  of  a  few  carbon  anodes  along  with 
the  rolled  nickel  anodes  may  be  permissible,  since  these  baths 
strongly  attack  even  the  rolled  anodes,  and  thereby  convey  to 
the  bath  sufficient  quantities  of  fresh  nickel.  Such  batlis  con- 
taining ammonium  chloride,  as  a  rule,  become  very  rapidly 
alkaline,  so  that  frequent  neutralization  becomes  inconvenient. 
However,  in  this  case,  it  is  advisable  to  place  the  carbon  anodes 
in  small  linen  bags  which  retain  any  particles  of  carbon  becom- 
ing detached,  the  latter  being  thus  prevented  from  depositing 
upon  the  articles  in  the  bath. 
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According  to  long  practical  experience,  the  best  plan  is  to 
use  rolled  and  cast  anodes  together  in  one  bath.  The  propor- 
tion of  cast  to  rolled  anodes  depends  on  the  composition  of  the 
bath,  but  it  may  be  laid  down  as  a  rule,  that  baths  with  greater 
resistance  require  more  cast  anodes,  and  baths  with  less  re- 
sistance more  rolled  anodes.  Cast  anodes,  to  be  sure,  have  the 
disadvantage  of  soon  becoming  spongy,  and  crumbling  before 
being  entirely  used  up.  Furthermore,  the  surfaces  of  nickel 
anodes  cast  in  iron  moulds  are  so  hard  as  to  temporarily  resist 
the  action  of  the  bath,  while  the  interior  dissolves  only  partially, 
since,  on  the  one  hand,  the  oxygen  separating  on  the  anode, 
which  is  necessary  for  solution,  escapes  partially  unused,  and 
on  the  other,  the  intact  outer  layer  prevents  the  bath  from 
coming  in  contact  with  the  interior  of  the  anode. 

The  cast  anodes  suspended  to  the  ends  of  the  conducting  rods 
are  especially  strongly  attacked,  and,  therefore,  when  rolled 
and  cast  anodes  are  used  together,  it  is  best  to  suspend  the 
latter  more  towards  the  centre,  and  the  first  on  the  ends  of  the 
rods. 

These  disadvantages,  however,  are  not  sufficient  to  prevent 
the  use  of  a  combination  of  cast  and  rolled  anodes  when  re- 
quired by  the  composition  of  the  bath.  The  spongy  remnants 
are  thoroughly  washed  in  hot  water,  dried  and  sold. 

The  rolled  nickel  anodes  are  less  liable  to  corrosion,  and  may 
be  used  up  to  the  thickness  of  a  sheet  of  paper  before  they  fall 
to  pieces.  It  is,  however,  best  to  replace  them  by  fresh  anodes 
before  they  become  too  thin,  since  with  the  decrease  in  thick- 
ness their  resistance  increases. 

The  surface  of  the  anodes  suspended  in  the  baths  should  be 
at  hast  as  large  as  that  of  the  articles  to  be  nickeled ;  it  is,  how- 
ever, preferable  that  they  should  present  twice  or  three  times 
the  surbice,  in  order  that  the  bath  may  be  kept  thoroughly 
saturated  with  nickel. 

It  is  best  to  allow  the  anodes  to  remain  quietly  in  the  bath, 
even  when  the  latter  is  not  in  use,  they  being  in  this  case  not 
attacked.   By  frequentiy  removing  and  replacing  them  they 
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are  subject  to  concussion,  in  consequence  of  which  they 
crumble  much  more  quickly  than  when  remaining  quietly  in 
the  bath. 

In  the  morning,  before  nickeling  is  commenced,  the  anodes 
will  frequently  show  a  reddish  tinge,  which  is  generally  ascribed 
to  a  content  of  copper  in  the  bath  or  in  the  anodes.  This  red- 
dish coloration  also  appears  when  an  analysis  shows  the  anodes 
as  well  as  the  bath  to  be  absolutely  free  from  copper.  It  is 
very  likely  due  to  a  small  content  of  cobalt,  from  which  nickel 
anodes  can  never  be  entire  1\-  freed.  It  would  seem  that  by  the 
action  of  a  feeble  current  cobaltous  hydrate  is  formed,  which 
however  immediately  disappears  on  conducting  a  strong  current 
through  the  bath. 

The  anodes  are  supported  by  nickel  wire  o.il  to  0.19  inch 
thick,  or  by  strips  of  nickel  sheet  riveted  on. 

If  after  working  for  some  time  a  nickel  bath  has  become 
alkaline,  which  can  be  readily  determined  by  testing  with  litmus- 
paper,  its  neutrality  or  a  slightly  acid  reaction  can  be  restored 
in  a  few  minutes  by  the  addition  of  either  citric,  sulj)huric, 
acetic,  or  boric  acid,  accordini,'  to  the  composition  of  the  bath. 
On  the  other  hand,  when  the  bath  contains  too  much  free  acid, 
it  is  removed  by  the  addition  of  spirits  of  sal  ammoniac,  am- 
monium carbonate,  potash,  or  by  boiling  with  nickel  carbonate, 
the  choice  of  the  remedy  depending  on  the  composition  of  the 
bath. 

The  process  of  electro-nickeling, — ^Next  to  the  correct  compo- 
sition of  the  bath  and  the  proper  selection  of  the  anodes,  the 
success  of  the  nickeling  process  depends  on  the  thorough  cleans* 

ing  of  the  objects  and  the  correct  current- strength. 

The  directions  for  the  removal  of  grease,  etc.,  given  on  p. 
156,  also  apply  to  objects  to  be  nickeled.  In  executing  the 
manipulations,  it  should  always  be  borne  in  mind  that  though 
dirty,  greasy  parts  become  coated  with  nickel,  the  deposit  im- 
mediately peels  off  by  polishing,  because  an  intimate  union  of 
the  deposit  with  the  basis-metal  is  eflected  with  onl\'  perfectly 
clean  surfaces.   Touching  the  cleansed  articles  with  the  dry 
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hand  must  be  strictly  avoided ;  but,  if  large  and  heavy  objects 
have  to  be  handled,  the  hands  should  first  be  freed  from  grease 
by  brushing  with  lime  and  rinsing  in  water,  and  be  kept  wet. 

As  previously  mentioned*  the  cleansed  objects  must  not  be 
exposed  to  the  air,  but  immediately  placed  in  the  bath,  or,  if 
this  is  not  practicable,  be  kept  under  clean  water. 

While  copper  and  its  alloys  (brass,  bronze,  tombac,  German 
silver,  etc.),  as  well  as  iron  and  steel,  are  directly  nickeled,  zinc, 
tin,  Britannia  and  lead  are  generally  first  coppered  or  brassed. 
With  a  suitable  composition  of  the  nickel  bath  and  some  ex- 
perience, the  last-mentioned  metals  may  also  be  directly  nick- 
eled ;  but,  as  a  rule,  previous  coppering  or  brassing  is  preferable, 
the  certainty  and  beauty  of  the  results  being  thereby  consider- 
ably increased. 

By  many  operators  it  is  preferred  to  copper,  iron  and  steel 
articles  before  nickeling,  it  being  claimed  that  by  so  doing 
better  protection  a'^ainst  rust  is  secured.  However,  compara- 
tive experiment;^  have  shown  that  with  tlie  thin  coat  of  copper 
which,  as  a  rule,  is  applied,  this  claim  is  scarcely  tenable,  and 
the  conclusion  has  been  reached  that  a  thick  deposit  of  nickel 
obtained  from  a  bath  of  suitable  composition  protects  the  iron 
from  rust  just  as  long  as  if  it  had  previously  been  slightly  cop- 
pered. It  cannot  be  denied  that  previous  coppering  of  iron 
articles  has  the  advantage,  that  in  case  the  articles  have  not 
been  thoroughly  cleansed,  the  deposit  of  nickel  is  less  liable  to 
peel  off,  because  the  alkaline  copper  bath  completes  the  re- 
moval of  grease,  but  with  objects  carefully  cleansed  according 
to  the  directions  given  on  p.  156,  previous  coppering  is  not 
necessary. 

The  case,  however,  is  different  if  the  copper  deposit  is  pro- 
duced in  order  to  act  as  a  cementing  agent  for  two  nickel  de- 
posits. If,  for  instance,  parts  which  have  previously  been 
nickeled  and  from  which  the  old  deposit  cannot  be  removed 

by  mechanical  means,  are  to  be  re-nickeled,  coppering  is  re- 
quired, because  the  new  deposit  of  nickel  adheres  very  badly 
to  the  old.    Where  articles  are  to  be  protected  as  much  as 
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possible  from  rust,  coppering  is  advisable,  but  the  best  success 
is  attained  by  a  method  different  from  the  one  generally  pur- 
sued. For  nickeling,  for  instance,  parts  of  bicycles  which  are 
exposed  to  all  atmospheric  influences,  the  parts  are  first  pro- 
vided with  a  thick  deposit  of  nickel,  then  with  a  thick  coat  of 
copper,  and  finally,  again  nickeled,  they  thus  being  twice 
nickeled.  It  has  previously  been  mentioned  that  every  de- 
posit is  formed  net-like,  the  meshes  of  the  net  being  larger  or 
smaller,  according  to  the  nature  of  the  metal  deposited.  If 
now  thick  layers  of  two  different  metals  are  deposited  one  on 
the  top  of  the  other,  the  net>lines  of  one  deposit  do  not  con- 
verge into  those  of  the  previous  deposit,  but  are  deposited 
between  them,  thus  consolidating  the  net.  It  will  now  be 
readily  understood  that  by  the  subsequent  polishing  the 
further  consolidation  of  the  deposits  will  be  far  more  complete 
than  when  the  basis-metal  receives  but  one  deposit,  which  is  to 
be  consolidated  by  polishing.  It  is  a  remarkable  fact  that  the 
porosity  of  the  nickel-deposit  varies  if  the  article  is  nickeled  in 
several  baths  of  dilTerent  composition.  Thus  denser  deposits 
may  be  obtained  by  suspending  the  articles  in  two  or  three 
baths,  which  proves  that  the  different  resistances  of  the  re- 
spective baths  of  one  and  the  same  metal  exert  an  influence 
upon  the  greater  or  slighter  density  of  the  net. 

The  objects  should  never  be  suspended  in  the  bath  without  cur' 
rent,  the  baths,  with  few  exceptions,  exerting  a  chemical  action 
upon  many  metals  which  is  injurious  to  the  electro-plating  pro- 
cess, and  especially  with  the  nickel  bath  is  it  necessary  to  con- 
nect the  anode-rods  and  object-rods  before  suspending  the 
articles  in  the  bath. 

The  suitable  currcnt-strcngtJi  has  already  been  full)'  discussed 
on  p.  89  ct  scq.  ( "  Electro-j)lating  Arrangements  in  Particu- 
lar"), and  referring  the  reader  to  that  section  we  may  here  be 
comparatively  brief. 

In  that  section  it  has  been  said  that  the  surfaces  of  objects 
to  be  nickeled  must  be  in  due  proportion  to  the  effective  zinc 
surface  of  the  battery  if  the  latter  be  used  for  generating  the 
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current ;  further,  the  surface  of  anodes  suspended  in  the  bath 
must  be  at  least  equal  to  that  of  the  objects,  though  in  most 
cases  it  is  better  that  it  should  be  larger  On  p.  89  et  seq.,  it 
has  also  been  explained  how,  according  to  circumstances,  the 
elements  have  to  be  coupled  to  a  battery  in  order  to  be  sure  of 
success.  Two  Bunsen  elements,  coupled  one  after  the  other, 
yield  for  nearly  all  nickel  baths  the  electro -motive  force  re- 
quired for  the  reduction  of  the  nickel ;  for  baths  with  great  re- 
sistance it  will,  however,  be  better,  especially  when  the  filling 
of  the  elements  is  no  longer  fresh,  to  couple  three  elements  one 
after  the  other,  and  to  neutralize  a  momentaiy  excess  of  cur- 
rent by  the  resistance  board. 

An  error  is  frequently  committed  in  nickeling  witli  too  strong 
a  current,  the  consequence  being  that  the  deposit  on  the  lower 
portions  of  the  objects  soon  becomes  dull  and  gray-black, 
while  tile  upper  portions  are  not  sufficiently  nickeled.  This 
phenomenon,  which  is  due  to  the  reduction  of  the  nickel  with 
a  coarse  grain  in  consequence  of  too  powerful  a  current,  is 
called  burning  or  over-nickeling.  A  further  consequence  of 
nickeling  with  too  strong  a  current  is  that  the  deposit  readily 
peels  off  after  it  reaches  a  certain  thickness.  This  phenomenon 
is  due  to  the  hydrogen  being  condensed  and  retained  by  the 
deposit,  which  is  thereb>'  prevented  from  acquiring  greater 
thickness. 

Especially  do  those  objects  suspended  on  the  ends  of  the 
rods  nickel  with  great  case;  this  evil  can  be  avoided  by  hang- 
ing on  both  ends  of  the  rods  a  strip  of  copper-sheet  about  0.39 
inch  wide,  and  of  a  length  corresponding  to  the  depth  of  the 
bath. 

The  following  criteria  may  serve  for  judging  whether  the 
nickeling  progresses  with  a  correct  current-strength :  In  two  or 
at  the  utmost  three  minutes  all  portions  of  the  objects  must  be 
perceptibly  coated  with  nickel,  but  without  a  violent  evolution 
of  gas  on  the  objects ;  small  gas  bubbles  rising  without  violence 
and  with  a  certain  regularity  are  an  indication  of  the  operation 
progressing  regularly.    If,  after  two  or  three  minutes,  the  ob- 
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jects  show  no  deposit,  the  current  is  too  weak^  and  in  most  cases 
the  objects  will  have  acquired  dark,  discolored  tones.  In  such 
case  either  a  stronger  current  must  be  introduced  by  means  of 
the  resistance  board,  or,  if  the  entire  volume  of  current  gen- 
erated already  passes  into  the  bath,  the  object-surface  has  to 
be  diminished,  or,  if  this  is  not  desired,  the  battery  must  be 
strengthened  by  adding  more  elements,  or  by  fresh  filling,  etc. 

If,  on  the  other  hand,  a  violent  evolution  of  gas  appears  on 
the  objects,  and  the  latter  are  well  covered  in  a  few  seconds, 
and  the  at  first  white  and  lustrous  nickeling  changes  in  a  few 
minutes  to  a  dull  gray,  the  current  is  too  sirong^  and  must  be 
weakened  either  by  the  resistance  board,  or  uncoupling  a  few 
elements,' or  diminishing  the  anode-surface,  or  finally  by  sus- 
pending more  objects  in  the  bath. 

These  criteria  also  apply  to  nickeling  with  the  dynamo. 

The  density  of  current  most  suitable  for  nickeling  copper, 
copper-alloys,  iron  and  steel  is  0.6  ampere  per  15.5  square 
inches,  while  zinc  previously  coppered  recjuires  1,2  amperes. 

It  will  be  seen  that  in  nickeling  zinc  objects  greater  density  of 
current  and  higher  tension  are  required.  If  the  current  is  not 
of  sufTicient  stren<:;th,  black  streaks  and  stains  are  formed,  zinc 
is  dissolved  and  the  nickel  bath  spoiled.  These  evils  are 
frequently  complained  of  by  nickel-platers  who  have  not  a  clear 
perception  of  the  prevailing  conditions  (see  polarizing  current). 
A  vigorous  evolution  of  gas  must  take  place  on  the  zinc  ob- 
jects, otherwise  a  serviceable  deposit  will  not  be  obtained. 

In  most  cases  the  electro-plater  will  in  a  few  days  learn 
correctly  to  judge  the  proper  current-strength  by  the  pheno- 
mena presented  by  the  objects,  and  if  he  closely  follows  the 
directions  given  but  few  failures  will  result.  It  may  here  be 
again  repeated  that  the  use  of  a  voltmeter  as  well  as  of  a 
resistance  board  greatly  facilitates  a  correct  estimate  of  the 
proper  current-strength,  and  these  instruments  should  for  the 
sake  of  economy  never  be  omitted  in  fitting  up  an  electro-plat- 
ing plant. 

The  density  of  current  most  suitable  for  nickeling  copper. 
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copper-allo}^*  iron,  and  steel  varies  between  0.4  and  0.8  ampere 
per  15.5  square  inches,  while  zinc,  alter  previous  coppering,  re- 
quires 1.3  to  1.5  amperes. 

It  is  in  all  respects  advisable  first  to  cover  the  objects  by 
means  ol  a  strong  current,  f .  to  give  the  first  deposit  rapidly, 
in  order  to  withdraw  the  metals  from  the  action  of  the  bath, 
and  then  finish  the  operation  after  reducing  the  current  to  a 
suitable  strength.  With  a  current  thus  regulated  the  objects 
may  be  allowed  to  remain  in  the  bath  for  hours  and  even  for 
days.  It  is  further  possible  to  nickel  by  weight  and  attain  de- 
posits of  considerable  thickness. 

If  very  thick  deposits  of  nickel  are  desired,  the  objects  must 
be  frequently  turned  in  the  bath,  as  the  lower  portions  nickel 
stronger  than  tlie  upper;  further,  as  soon  as  the  deposit  ac- 
quires a  dull  bluish  lustre  it  has  to  be  thoroughly  scratch- 
brushed,  in  doinf^  which,  however,  the  objects  must  not  be 
allowed  to  become  dry.  After  scratch-brushing  it  is  advisable 
to  cleanse  the  deposit  once  more  with  the  limc-brush,  and  after 
rinsing  replace  the  objects  in  the  bath.  If  burnt  j)laces  cannot 
be  brightened  and  smoothed  with  the  scratch-brush,  the  de- 
sired end  is  readily  attained  with  the  assistance  of  emery  paper 
or  pumice. 

Vot  solid  nickeling  it  suffices  in  most  cases  to  allow  the  ob- 
jects to  remain  in  the  bath  until  the  dull  bluish  lustre  appears, 
this  being  an  indication  that  the  deposit  has  acquired  consider- 
able thickness,  and  will  not  take  a  further  regular  deposit  If 
such  objects  are  permitted  to  remain  longer  in  the  bath  without 
scratch-brushing,  the  dull  bluish  tone  soon  passes  into  a  dull 
gray,  and  all  the  metal  deposited  in  this  form  must  be  polished 
away  in  order  to  obtain  a  bright  lustre. 

Whether  the  deposit  of  nickel  is  sufficiently  heavy  for  all 
ordinary  demands  is,  according  to  Fontaine,  shown  by  rubbing 
a  nickeled  comer  or  edge  of  the  object  rapidly  and  with  ener- 
getic pressure  upon  a  piece  of  planed  soft  wood  until  it  be- 
comes hot.  The  nickeling  should  bear  this  friction.  This  test 
can  be  recommended  as  perfectly  reliable. 
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If  the  objects,  after  having  been  suspended  for  some  time  in 
the  bath,  are  only  partially  nickeled,  it  is  very  likely  due  to  the 
defective  arrangement  of  the  anodes.  This  occurs  chiefly  with 
large  round  objects  and  with  articles  having  deep  depressions 
(cups,  vases,  etc.). 

For  flat  objects  it  is  sufficient  to  suspend  them  between  two 
rows  of  anodes ;  round  objects  with  a  large  diameter  should  be 
quite  surrounded  with  anodes,  and  be  as  nearly  as  possible  equi- 
distant from  them.  This  arrangement  should  especially*  not  be 
neglected  where  a  heavy  and  uniform  deposit  of  nickel  is  to  be 
given  to  round  or  half-round  surfaces — ^for  instance,  large  half- 
round  stereotype  plates  for  revolving  presses. 

While  for  smooth  articles  the  most  suitable  distance  of  the 
anodes  from  the  objects  is  3 1^  to  5  ^  inches,  for  objects  with 
depressions  and  hollows  it  must  be  larger,  if  it  is  not  preferred 
to  make  use  of  the  methods  described  later  on.  However,  a 
deposit  of  a  uniform  thickness  cannot  be  obtained  by  this  means, 
because  the  portions  nearer  to  the  anodes  will  acquire  a  thicker 
deposit  than  the  hollows  ;  hence  the  use  of  a  small  hand  anode, 
which  is  connected  by  means  of  a  thin  flexible  wire  with  the 
anode-rod,  and  introduced  into  the  depressions  and  hollows,  is 
to  be  preferred.  This,  of  course,  renders  it  necessary  for  a 
workman  to  stand  alon<;sidc  the  bath  and  execute  the  operation 
by  hand  ;  but  as  the  small  anode  can  be  brought  within  a  few 
millimetres  of  the  surface  of  the  article,  and  at  this  distance 
slow  l)  moved  around  it,  a  correspondingly  thick  deposit  is  in  a 
short  time  formed. 

At  any  rate  baths  in  which  objects  with  depressions  and 
hollows  are  to  be  nickeled  must  possess  greater  resistance  than 
baths  for  nickeling  flat  articles,  and  it  is  inexplicable  why  a 
bath  with  a  large  content  of  ammonium  chloride  and  conse- 
quently  slight  conducting  resistance  can  be  recommended,  as 
has  been  done,  for  nickeling  hollow  articles. 

In  nickeling  lamp-feet  of  cast-zinc,  the  use  of  the  hand-anode 
can  scarcely  be  avoided  if  the  depressed  portions  also  are  to  be 
provided  with  a  uniformly  good  deposit.   Moreover,  zinc  arti- 
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des  form  an  exception  to  the  general  rule  in  so  far  as  by  reason 
of  the  highl>  positive  properties  of  zinc  the  resistance  of 
the  bath  may  be  slighter  than  for  baths  for  nickeling  copper 

and  its  alloys,  as  well  as  iron  and  steel. 

Besides  the  above-mentioned  general  rules  for  nickeling, 
which  also  hold  good  for  other  electro-plating  processes,  the 
following  may  be  gi\x-n  : — 

In  suspending  the  objects  in  the  bath,  rub  the  metallic  hooks 
or  wires,  with  which  they  are  secured  to  the  rods,  a  few  times 
to  and  fro  upon  the  rod,  in  order  to  be  sure  that  the  place  of 
contact  is  purely  metallic.  It  is  also  well  to  acquire  the  habit 
of  striking  the  rod  a  gentle  blow  with  the  finger  every  time 
when  suspending  an  object,  the  gas-bubbles  settling  on  the 
articles  becoming  thereby  detached  and  rising  to  the  surface. 
It  is  further  advisable,  before  securing  the  objects  to  the  object- 
rod,  several  times  to  move  them  up  and  down ;  so  to  say,  shake 
them  beneath  the  fluid,  whercb)',  on  the  one  hand,  the  layers 
poorer  in  metal  are  mixed  with  those  richer  in  metal,  and,  on 
the  other,  any  dust  which  may  float  upon  the  bath  and  settle 
on  the  objects  is  removed. 

The  objects  suspended  in  the  bath  should  not  touch  one 
another,  nor  one  surface  cover  another,  and  thus  withdraw  it 
from  the  direct  action  of  the  anode.  In  the  first  case  stains  will 
readily  form  on  the  places  of  contact,  and  in  the  latter  the  cov- 
ered surface  acquires  only  a  slight  deposit  That  the  objects 
must  not  touch  the  anodes  need  scarcely  be  mentioned. 

Objects  with  depressions  and  hollows  should  be  suspended 
in  the  bath  so  that  the  air  in  the  hollows  can  escape,  which  is 
effected  by  turning  the  depressions  upwards,  or,  if  there  are 
several  depressions  on  opposite  sides,  by  turning  the  articles 
about  after  being  introduced  into  the  bath.  Air-bubbles  re- 
maining in  the  hollows  prevent  contact  with  the  solution,  no 
deposit  being  formed  on  such  places. 

It  remains  to  say  a  few  words  in  regard  to  the  so-called  polar- 
izing phenomena.  In  the  theoretical  part,  it  has  been  shown 
that  by  dipping  two  plates  of  different  metab  in  a  fluid  a  coutHer 
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or  ^larutingcurrentis  generated,  which  is  the  stronger  the  further 
the  two  metals  are  removed  from  one  another  in  the  series  of 
electro-motive  force,  and  the  more  they  differ  in  their  electrical 

bchavMor.  If  the  anodes  in  a  nickel  bath  are  of  nickel  and  the 
articles  of  copper,  the  counter-current  will  be  sli|^ht,  because 
copper  and  nickel  staiul  together  in  the  scries  of  electro-motive 
force  (p.  15).  The  counter-current,  however,  becomes  greater 
when  iron  objects  are  hung  in  the  bath,  and  greatest  with  zinc 
surfaces  which  are  to  be  nickeled,  because  zinc,  being  the  most 
electro-positive  metal,  differs  widely  in  its  behavior  from  nickel. 
Now,  since  the  counter-current  flows  in  a  direction  opposite  to 
that  of  the  current  introduced  in  the  bath,  the  latter  is  weakened, 
and  the  more  so  the  stronger  the  counter-current  is.  This  ex- 
plains why  iron  requires  a  stronger  current  for  nickeling  than 
copper  alloys,  and  zinc  a  stronger  one  than  iron. 

Now  it  may  happen  that  the  counter-current  becomes  so 
strong  as  to  entirely  annul  the  effect  of  the  principal  current, 
and  even  to  reverse  the  latter,  the  consequence  beini^  that,  in 
the  first  case,  the  formation  of  the  deposit  is  interrupted,  and, 
in  the  latter,  that  the  deposit  is  again  destroyed,  and  the  metals 
of  which  the  articles  consist  dissolve  and  contaminate  and  spoil 
the  bath.  To  avoid  this,  a  main  current  must  be  conducted  into 
the  bath,  which,  by  its  sufficiently  large  electro-motive  force, 
can  overcome  the  counter-current,  and  the  consequences  of  the 
reversion  of  the  current  can  be  prevented  by  using  the  galvano- 
meter and  observing  the  deflection  of  its  needle,  which  (accord- 
ing to  p.  95)  in  proper  time  indicates  the  appearance  of  a  re- 
versed current.  Now  if  a  nickel-plater  has  only  a  slight  current 
at  his  disposal,  it  follows  from  the  above  explanation  that  before 
nickeling  the  more  electro-positive  metals,  such  as  iron,  tin, 
zinc,  it  is  best  first  to  copper  them,  and  thereby  annul  the  action 
of  these  metallic  surfaces  as  regards  the  formation  of  the  counter- 
current. 

It  happens  comparatively  seldom  that  the  counter-current 
becomes  so  strong  as  to  destroy  the  deposits  formed,  because 
for  nickeling  poweriul  Bunsen  elements,  with  two  acids  or 
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dynamo-electric  machines  with  at  least  4  volts'  tension,  are 
generally  used ;  it  is,  however,  well  to  acquaint  the  operator 
with  all  possible  contingencies,  and  to  explain  the  reason  why 
the  articles  are  preferably  covered  with  a  strong  current. 
Spraguc  recommends  an  initial  current  of  5  volts*  tension,  but 
in  most  cases  one  ol  3.5  volts  suftices  for  nickeling  iron  and 
copper  alloys. 

Nickeling  en  masse  of  small  and  cheap  objects, — ^This  is 
effected  by  stringing  the  objects,  if  feasible,  upon  a  copper  wire, 
and  placing  a  large  glass  bead  between  every  two  objects,  to 
prevent  the  surfaces  from  sticking  together  in  the  bath.  Such 
objects  being  generally  only  slightly  nickeled,  it  suffices  to 
allow  them  to  remain  for  a  few  minutes  only  in  the  bath  with  a 
strong  current,  it  being  advisable  to  diligently  shake  the 
bundles  in  order  to  efTect  a  change  of  position  of  the  objects 
and  prevent  their  touching  one  another,  notwithstanding  the 
glass  bead  placed  between  them. 

Very  small  objects,  such  as  rivets,  pins,  etc.,  which  cannot  be 
strung  upon  wire,  are  nickeled  in  a  stoneware  dipping  basket. 
To  the  bottom  of  the  dipping  basket  is  secured  a  copper  or 
brass  wire,  which  is  connected  with  the  object-rod,  and  the 
articles,  not  too  many  at  a  time,  are  then  placed  in  the  basket. 
During  the  operation  the  articles  must  be  constantly  shaken, 
and  as  nickel  baths,  as  a  rule,  do  not  conduct  sufficiently  well 
to  properly  nickel  the  objects  in  the  basket,  it  is  advisable  to 
hold  with  one  hand  an  anode  connected  by  a  flexible  wire  with 
the  anode-rod  in  the  basket  while  the  other  hand  holds  the 
sieve  (Fig.  107)  and  constantly  shakes  and  turns  it.  For 
nickeling  in  the  dipping  basket  it  is  further  advisable  to  heat 
the  nickel  bath. 

In  place  of  a  stoneware  dipping  basket  one  of  brass  wire  to 
which  are  soldered  two  copper  wires  for  suspending  it  to  the 
object-rod  may  preferably  be  used.  From  the  soldered  places 
a  few  copper  wires  extend  to  the  bottom  of  the  basket.  To 
prevent  an  unnecessary  deposit  of  nickel  upon  the  basket  the 
latter  is  coated  with  asphalt  varnish  and  at  a  distance  of  about 
13 
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2j4  to  three  inches  below  the  basket  an  anode  is  arranged  in 
horizontal  position,  while  with  one  hand  a  hand-anode  is  held 
over  the  small  articles  in  the  basket.  By  this  arrangement  a 
thicker  deposit  is  more  quickly  obtained,  especially  if  with  the 
other  hand  the  articles  are  incessantly  stirred  by  means  of  a 
glass  or  wooden  rod. 

Warren  has  described  a  solution  of  nickel  and  one  of 
cobalt  which  can  be  decomposed  in  a  simple  cell  apparatus. 
With  the  nickel  solution,  which  was  prepared  by  dissolving  lOO 

Fig.  107. 


parts  by  weight  of  nickel  chloride  in  as  little  water  as  possible 
and  mixing  with  a  concentrated  solution  of  500  parts  of 
Rochelle  salts,  no  satisfactory  results  could  be  obtained ;  the 
cobalt  solution  however  yielded  good  results,  and  would  seem 
to  be  suitable  for  electro-plating  small  objects  cn  masse.  It  will 
be  further  discussed  under  "  Cobalting." 

Stripping  nickeled  articles. — Defective  nickeling  must,  as  a 
rule,  be  completely  removed  before  the  objects  can  be  re- 
nickeled,  since  the  second  deposit  adheres  badly  to  the  previous 
ore,  especially  if  the  latter  has  become  dry.    The  removal  of  a 
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nickel-deposit  is  in  most  cases  a  disagreeable  labor,  which,  how- 
ever, can  mnst  assuredly  be  saved  if  the  utmost  care  and  pains- 
taking cleanliness  are  observed  in  freeing  the  articles  from  grease 
and  in  regulating  the  current.  For  the  removal  of  the  nickel 
coating  the  following  stripping  acid,  which  may  be  used  either 
cold  or  tepid,  has  been  recommended :  Sulphuric  acid  of  66^ 
Be,  4  lbs. ;  nitric  acid  of  40  Be.,  i  lb. ;  water  about  i  pint.  First 
put  the  water  in  a  stoneware  jar  and  cautiously  add,  a  little  at  a 
time,  the  sulphuric  acid,  since  considerable  heat  is  generated 
when  this  acid  is  mixed  with  water.  When  the  entire  quantity 
of  sulphuric  acid  has  been  added,  pour  in  the  nitric  acid,  when 
the  bath  is  ready  for  use.  In  making  up  the  stripping  bath, 
the  proportion  of  the  acids  may  be  varied,  but  the  foregoing 
will  be  foiuid  to  answer  every  purpose.  An  addition  of  8  ozs» 
of  potassium  nitrate  to  the  bath  has  also  been  recommended. 

When  stripping  nickel-plated  articles  in  the  above  bath  it  is 
necessary  to  watch  the  operation  attentively,  since  some  articles 
are  very  lightly  coated  and  a  momentary  dip  is  frequently  suf- 
ficient to  deprive  them  of  their  nickel.  Other  articles  which 
having  been  thoroughly  well  nickeled,  require  from  some  acci- 
dental cause  to  be  stripped  and  re-nickeled,  will  need  immer- 
sion for  several  minutes — indeed  well-nickeled  articles  may  oc- 
cupy nearly  half  an  hour  in  stripping  before  the  underlying  sur- 
face is  entirely  freed  from  nickel.  The  operation  of  stripping 
should  be  conducted  in  the  open  air,  or  in  a  fire-place,  so  that 
the  acid  fumes,  which  are  very  [)ernicious,  can  escape  freely. 
The  articles  should  be  attached  to  a  stout  copper  wire,  and 
after  a  few  moments'  immersion  should  be  removed  from  the 
bath  to  ascertain  how  the  stripping  progresses;  and  the  moment 
it  is  found  that  the  nickel  has  quite  disappeared  from  every 
part,  the  article  must  be  plunged  into  clean  cold  water.  It  is 
absolutely  necessary  that  the  work  should  not  remain  in  the 
stripping  solution  one  instant  after  the  nickel  is  removed. 
When  the  stripping  has  been  properly  effected  the  underlying 
metal  exhibits  a  bright,  smooth  surface,  giving  little  evidence  of 
the  mixture  having  acted  upon  it. 
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Many  platers,  however,  prefer  to  remove  the  nickel-coating 
mechanically  by  brushing  with  emery.  From  depressions  as 
much  as  possible  is  removed  with  the  brush,  after  which  the 
object  is  freed  from  grease  and  pickled,  and  coppered  before 
nickeling.  In  this  case  the  layer  of  copper  serves  for  cement- 
ing together  the  old  and  new  deposits,  and  there  will  be  no 
danger  of  the  new  deposits  peeling  oflf  in  polishing. 

It  has  also  been  proposed  to  remove  the  nickel  from  the  articles 
by  means  of  the  battery  or  dynamo-machine  by  making  them 
the  anodes  in  a  nickel  bath ;  but  in  this  case  a  separate  solution 
should  be  emplo>  cd  for  the  purpose. 

As  a  remedy  against  the  yellowish  tone  of  the  nickeling,  Pfan- 
hauscr  recommends  suspending  the  nickeled  articles,  immedi- 
ately after  taking  them  from  the  nickel  bath,  as  anodes  in  a 
nickel  bath  acidulated  with  citric  or  hydrochloric  acid,  a  piece 
of  sheet  nickel  serving  as  the  cathode,  and  to  allow  the  current 
to  act  for  a  few  seconds.  It  is  claimed  that  thereby  the  basic 
nickel  salts  separated  togetlier  with  the  nickel,  and  to  which, 
according  to  Pfanhauscr,  the  yellowish  tinge  is  due,  are  dissolved 
and  the  nickeling  will  show  a  pure  white  tone. 

The  following  is  a  brief  resume  of  the  principal  pheno- 
mena which  may  occur  in  nickeling,  as  well  as  the  means  of 
avoiding  them: 

1.  The  articles  do  not  become  coated  with  nickel,  but  acquire 
discolored,  generally  darker  tones.  Reasons:  The  current  fs 
either  too  feeble  to  effect  the  reduction  of  nickel,  and  the  colora- 
iton  is  in  consequence  of  the  chemical  action  of  the  nickel  solu- 
tion upon  the  metals  constituting  the  objects.  Remedy:  In- 
crease the  current  or  diminish  the  area  of  suspended  objects ; 
also  examine  whether  the  current  actually  passes  into  the  bath, 
otherwise  clean  the  places  of  contact. 

2.  A  deposition  of  nickel  takes  place,  but  it  is  dark  or  spotted 
or  marbled,  even  with  a  sufficiently  strong  current.  Reasons: 
The  bath  is  either  alkaline,  which  has  to  be  ascertained  by  lit- 
mus paper,  and,  if  so,  the  slightly  acid  reaction  of  the  bath  has 
to  be  restored  by  the  addition  of  a  suitable  acid ;  orf  the  bath  is 
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too  concentrated,  in  which  case  a  separation  of  crystals  will  be 
observed — this  is  remedied  by  diluting  with  water;  or,  the 
nickel  solution  is  very  poor  in  metal,  which  can  be  remedied  by 
the  addition  of  nickel  salt ;  it  should  also  be  tested  as  to  the  ad- 
mixture of  copper,  the  production  of  dark  tones  being  fre- 
quently due  to  this — in  this  case  the  bath  is  allowed  to  work 
for  some  time,  and  if  the  content  of  copper  is  inconsiderable  a 
white  deposit  will  soon  be  obtained ;  or,  the  cleaning  and  pickl- 
ing of  the  articles  have  not  been  thoroughly  done,  which  is 
remedied  by  again  cleaning  them ;  the  conducting  power  of 
the  bath  is  insufficient,  which  is  remedied  by  the  addition  of  a 
suitable  conducting  salt. 

When  ircshl)'  prepared  baths  \  iel<l  dark  nickelin}^,  it  can 
generally  be  remedied  by  working  the  bath  Uvo  or  three  hours. 

3.  A  yellowish  tin^e  of  the  nickeling,  /uasof/s:  See  under 
2 ;  f^r,  with  cast-iron  an  insufTicicnt  mctatlic  surface,  w  hich  is 
remedied  by  repeatin^j  the  scratch-brusiiing :  or,  unsuitable 
composition  of  the  bath. 

4.  The  objects  rapidly  acquire  a  white  deposit  of  nickel,  but 
the  color  soon  changes  to  dull  gray-black,  especially  on  the 
lower  edges  and  comers,  .^^tf^^^n.*  Too  strong  a  current.  Rem' 
idies:  Regulating  the  current,  or  hanging  in  more  objects,  or 
uncoupling  elements.    Frequent  turning  of  the  articles. 

5.  The  nickeling  is  white,  but  readily  peels  off  by  scratching 
with  the  finger-nail  or  by  the  action  of  the  polishing  wheel. 
Reasons:  The  current  is  too  strong,  which  is  remedied  as  under 
4;  or,  the  bath  is  too  acid^this  is  remedied  by  the  addition 
of  spirit  of  sal  ammoniac,  potassium  carbonate,  or  nickel  car- 
bonate, according  to  the  composition  of  the  bath :  or,  insuffici- 
ent cleaning  and  pickling,  which  is  remedied  by  thorough  clean- 
ing after  removing  the  defective  deposit,  or,  if  it  cannot  be  en- 
tirely removed,  coppering. 

6.  Though  nickeling  may  proceed  in  a  regular  manner,  some 
places  remain  free  from  deposit.  Reasons:  Either  the  surfaces 
of  some  of  the  objects  touch  one  another,  or  air  bubbles  are  in- 
closed in  cavities;  or,  faulty  arrangement  of  the  anodes. 
Remedy:  Removal  of  the  causes. 
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7  The  deposit  appears  with  small  holes.  Reason:  A  deposit 
of  particles  of  dust  upon  the  objects.  Remedy:  Remove  the 
dust  from  the  surface.  When  there  is  a  general  turbidity  of  the 
bath  in  consequence  of  alkalini^,  add  the  most  suitable  acid, 
and  boil  and  filter  the  bath ;  or,  insufficient  removal  of  gas 
bubbles  from  the  objects.  Remedy:  Shake  the  object-rods  by 
blows  with  the  finger. 

8.  Deposition  takes  place  promptly  upon  the  portions  of  the 
objects  next  to  the  anodes,  while  deeper  portions  remain  free 
from  nickel  or  become  black ;  or  the  portions  covered  by  the 
suspending  wire  show  dark  lines.  Reason:  Insufficient  con- 
ducting power  of  the  bath.  With  large  depressions  this  cannot 
be  remedied  by  the  addition  of  a  suitable  conducting  salt,  but 
requires  treatment  with  the  hand-anode. 

Refreshing  nickel ^tfMx.— According  to  their  composition,  the 
amount  of  work  performed,  and  the  anodes  used,  the  baths  will 
in  a  shorter  of  longer  time  require  certain  additions  in  order  to 
keep  their  action  constant.  By  *'  refreshing"  is  not  understood 
the  small  addition  of  acid  or  alkali  from  time  to  time  required 
for  restoring  the  original  reaction  of  the  baths,  but  additions 
intended  to  increase  the  metallic  content  and  diminished  con- 
ductivity. 

The  metallic  content  is  increased  by  boiling  the  bath  with 
some  of  the  nickel  salt  used  in  its  preparation,  while  the  con- 
ductivity is  improved  by  adding,  at  the  same  time,  so  much 
conducting  salt  as  is  necessary  to  restore  the  electro-motive 
force  originally  required.  Nothing  definite  can,  of  course,  be 
said  in  regard  to  the  quantity  of  such  additions,  it  being  advis- 
able to  observe  their  effect  on  a  small  portion  of  the  bath,  so  as 
to  be  sure  not  to  spoil  the  entire  bath. 

Nickel  baths  bear,  as  a  rule,  refreshing  several  times,  but  as 
in  the  course  of  time  they  take  up  impurities,  even  when  the 
greatest  care  is  exercised,  it  is  best  to  refresh  them  at  the 
utmost  twice,  and  then  to  renew  them  entirely. 

The  treatment  of  the  articles  after  nickeling  as  well  as  after 
all  electro-plating  processes  has  already  been  described  and 
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it  is  only  necessary  here  to  refer  again  to  the  fact  that  with 
articles  of  iron  and  steel,  immersion  in  boiling  water  before 
drying  in  saw-dust  is  absolutely  necessary,  and  subsequent  dry- 
ing in  a  drying  chamber  is  also  a  great  safeguard  as  regards 
stability  and  protection  against  rust. 

Nickel  deposits  are  polished  upon  felt  disks  or  bobs  of  cloth, 
muslin,  or  flannel,  with  the  use  of  V^ienna  lime,  rouge,  etc.  (See 
"Polishing,"  page  137.)  Sharp  edges,  corners,  and  raised 
portions  should  be  held  only  with  slight  pressure  against  the 
polishing  wheels,  they  being  more  strongly  attacked  by  them 
than  flat  surfaces.  Knife-blades  and  surgical  instruments  with 
sharp  edges  require  special  care  in  polishing,  which  will  be  re- 
ferred to  later  on. 

After  polishing,  the  nickeled  objects,  especially  those  with 
depressions,  have  to  be  freed  from  polishing  dirt  by  brushing 
with  hot  soap-water  or  dilute  hot  caustic  lye,  then  rinsed  in  hot 
water  and  dried  in  clean,  fine  saw-dust. 

Objects  which  are  not  required  to  be  polished,  but  left  dead, 
that  is,  just  as  they  come  out  of  the  nickel  bath,  should  be  taken 
from  the  bath  one  at  a  time,  and  at  once  plunged  into  perfectly 
clean  hot  water  for  a  few  moments,  and  then  placed  aside  to 
dry  spontaneously.  Dead  nickel  being  very  readily  stained  or 
soiled,  even  when  touched  with  clean  hands,  the  work  should  be 
handled  as  little  as  possible. 

Nickeling  sheet  zinc, — The  nickeling  of  sheet  zinc  has  been 
surrounded  with  a  great  deal  of  mystery  by  those  engaged  in 
its  manufacture,  which  may,  perhaps,  be  excusable  on  the 
ground  that  there  is  scarcely  another  branch  of  the  electro- 
plating industry  in  which  experience  had  to  be  acquired  at  the 
sacrifice  of  so  much  money  and  time  as  in  this.  Nevertheless 
the  nickeling  of  sheet  zinc  makes  no  greater  demand  on  the  intel- 
ligence of  the  operator  than  any  other  electro-plating  process, 
it  requiring  only  an  accurate  consideration  of  the  relations  of 
the  electric  behavior  of  zinc  towards  nickel ;  consequently,  a 
knowledge  of  the  strength  of  the  counter-current  and  of  the 
chemical  behavior  of  zinc  towards  the  nickel  solution,  which 
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may  readily  dissolve  the  zinc ;  further,  a  correct  estimation  of 
the  current-intensity  required  for  a  determined  zinc  surface,  as 
well  as  of  the  proper  anode-surface,  and  the  most  suitable  com- 
position and  treatment  of  the  nickel  baths. 

With  due  observation  of  these  relations,  the  nickeling  of  sheet 
zinc  is  accomplished  as  readily  as  that  of  other  metals ;  and  the 
proposals  to  first  cover  the  sheets  in  a  bath  with  a  stronj^  cur- 
rent, and  finish  nickeling  with  a  weaker  current,  or  to  amalga- 
mate the  zinc  before  nickeling,  need  not  be  considered. 

Below  the  condititions  required  for  nickeling  sheet  zinc,  and 
the  execution  of  the  process  itself,  together  with  the  pre- 
liminary and  final  polishing  of  the  sheets,  will  be  found  fully 
described. 

The  preliminary  grinding  or  polishing  is  eflfected  upon  broad 
cloth  disks  (bufTs)  formed  of  separate  pieces  of  cloth.  The 
polishing  lathes  run  with  their  points  in  movable  bearings  se- 
cured in  a  hanging  cast-iron  frame  by  a  set  screw  and  safety 

keys,  or  preferably  as  shown  in  Fig.  94,  p.  140,  since  with  this 
construction  an  injury  to  the  grinder  by  the  lathe  jumping  out 
is  impossible. 

The  buffs,  when  new,  have  on  an  average  a  diameter  of  12  to 
16  inches,  and  a  width  of  to  8  inches;  the  principal  point 
in  the  construction  of  these  bobs  is  uniform  weight  on  all  sides, 
the  quiet  running  and  the  possibility  of  a  good  polish  without 
great  exertion  depending  on  this.  Bobs  not  well  balanced  run 
un.steadily  and  jump,  thereby  producing  fine  scratches  upon  the 
sheet.  The  bobs  are  constructed  as  follows :  A  square  piece 
of  cloth  is  folded  fourfold  and  the  closed  point  cut  off  with  a 
pair  of  scissors,  so  that  on  unfolding  the  cloth  the  hole  produced 
by  the  cut  is  exactly  in  the  centre  of  the  cloth  disk ;  according 
to  the  diameter  of  the  spindle  more  or  less  is  cut  away,  but  in 
every  case  just  sufTicicnt  that  the  piece  of  cloth  can  be  conven- 
iently puslicd  upon  the  spindle.  The  latter,  which  is  provided 
with  a  pulley  and  a  hoop  against  which  the  pieces  of  cloth  fix 
themselves,  as  well  as  with  a  nut  and  screw  for  securing  them,  is 
vertically  fasiened  in  a  vise,  and  the  separate  pieces  of  cloth  are 
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pushed  upon  it  so  that  the  second  piece  placed  in  position  forms 
an  angle  of  about  30^  (Fig.  108)  with  the 
first,  the  operation  being  thus  continued 

until  the  bob  has  the  desired  width.  Next 
a  small,  but  very  strong  iron  disk  is  laid 
upon  the  cloth  disk,  and  the  separate  pieces 
are  pressed  together  as  firmly  as  possible 
with  the  screw.  The  spindle  is  then  placed 
in  the  bearings,  and  after  adjusting  the  belt 
upon  the  pullley  the  bob  is  revolved,  a  sharp 
knife  being  held  against  it  to  remove  the  projecting  comers. 
In  polishing  sheet  zinc  the  bobs  make  2400  to  3000  revolutions 
per  minute,  according  to  whether  finely  rolled  or  rougher  sheets 
are  to  be  polished. 

For  the  purpose  of  polishing  or  grinding,  the  operator  places 
the  sheet  upon  a  support  of  hard  wood  of  the  same  size  and 
form  as  the  sheet,  and  grasps  the  two  corners  of  the  sheet 
nearest  to  his  body,  together  with  the  support,  with  the  hands, 
applying  with  the  balls  of  the  hands,  the  necessary  pressure  to 
hold  the  sheet  upon  the  support.    The  lower  half  of  the  sheet, 
that  furthest  from  the  body,  rests  upon  the  knees  of  the  opera- 
tor, and  with  them  he  presses  the  sheet  against  the  polishing 
disk,  constantly  moving  at  the  same  time,  and  at  not  too  slow 
a  rate,  the  knees  from  the  right  to  the  left,  then  from  the  left  to 
the  right,  and  so  on.    Previous  to  polishing,  a  streak  of  oil 
about  2  inches  wide  is  applied  by  means  of  a  brush  to  the 
centre  of  the  sheet  in  the  visual  line  of  the  operator,  and  the 
revolving  bob  is  impregnated  with  Vienna  lime  by  holding;  a 
large  piece  of  it  against  it,  when  polishing  of  the  lower  portion 
of  the  sheet  begins.    When  about  I  of  the  surface  has  thus 
been  polished,  the  sheet  is  turned  round  and  the  remaining 
portion  subjected  to  the  same  process.    The  sheet  is  then 
closely  inspected  to  see  whether  there  are  still  dirty  or  dull 
places,  and,  if  such  be  the  case,  it  is  polished  once  more  after 
moistening  it  with  some  oil  and  again  impregnating  the  bob 
with  Vienna  lime.   The  sheet  being  sufficiently  polished,  the 
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oil  and  polishing  dirt  are  removed  by  dry  polishing,  after  pro- 
viding the  bob  with  sufficient  Vienna  lime,  so  that  the  sheets 
when  finished  show  no  streaks  of  dirt  or  oil. 

Self-acting  sheet  polishing  maehineshBve  been  constructed  by 
Dr.  Sackur,  F.  Rauber,  EliachofT,  and  others.  Such  machines 
give  a  very  good  polish,  but  have  the  disadvantage  that  thin 
sheets  when  polished  upon  them  become  wrinkled  or  wind  up 
on  the  pohshing  roller. 

In  order  to  explain  the  principle  upon  which  these  machines 
are  constructed,  a  description  of  F.  Raubcr's  sheet  grinding  and 
polishing  machine  is  given.  With  this  machine  metallic  sheets 
of  any  length  can  be  polished  ;  by  the  simultaneous  lateral  and 
longitudinal  motion  of  the  sheets  a  faultless  polish  is  obtained, 
streaks- and  scratches  being  especially  avoided. 


Fig.  109. 
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The  machine  essentially  consists  of  the  gearing  A  and  the 
actual  polishing  machine      Figs.  109,  1 10,  ill.    The  gearing 

./  consists  of  the  two  standards  ci  a,  the  shaft  d,  a  fast  and  loose 
pullc\%  ('  c,  the  large  driving-wheel  i/,  a  small  driving-wheel, 
and  the  eccentric  /. 

The  polishing  machine  I)  consists  of  the  wooden  frame ^  with 
wooden  plate  h,  the  two  standards  1  f,  the  polishing  roller  k, 
the  iron  counter-roller  /,  the  expanding  contrivance  m,  which  is 
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effected  by  means  of  three  spiral  springs,  the  gearing  n  with  the 
rope-drum  the  rope  with  the  tongs ^,  and  the  shaking  arrange- 
ment X. 
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Tlic  machine  is  set  in  motion  by  the  enga^^ing  coupling  x  on 
the  gearing  A.  The  shaft  of  the  gearing  makes  about  200  revo- 
hitions  per  minute,  and  the  polishing  roller  k  is  revolved  by  a 
belt  from  the  driving-wheel  d.  At  the  same  time  the  gearing 
ji  is  set  in  motion  by  a  belt  from  the  driving-wheel  e,  in  conse- 
quence of  which  the  rope  is  wound  upon  the  drum  0,  and  the 
tongs  on  the  rope  draw  the  sheet  to  be  polished  under  the 
polishing  roller.  If  the  sheet  is  to  go  back,  the  rope-drum  o  is 
disengaged  by  means  of  the  coupling  and  the  polbhing 
roller  k,  which  moves  lightly  upon  the  counter-roller  /,  draws 
the  sheet  back.  To  prevent  the  sheet  from  jumping  back,  the 
brake  r  is  provided  on  the  rope-drum  o.  By  the  treadle  r,  the 
workman  is  enabled  to  transport  the  sheet  slowly  or  rapidly,  as 
may  be  required.  To  move  the  sheet  forward,  the  rope-drum  0 
is  again  engaged.  The  lateral  motion  of  the  sheet  is  effected 
by  the  shaking  contrivance  x. 

From  the  eccentric  /,  of  the  gearing  A,  the  slide  rod  /  is  con- 
nected with  the  joint  lever  x  and  the  latter  by  the  pin  s  with  the 
tabic  plate  //,  \vhcrcb\-  the  latter  when  the  machine  is  running 
is  moved  to  the  sides. 

The  centre  of  motion  of  the  table  plate  is  upon  the  pin  v.  To 
regulate  the  pressure  of  the  sheet  against  the  polishing  roller, 
the  expanding  arrangement  ;//  is  placed  under  the  table  plate  //. 
It  consists  of  three  vertical  bolts  with  spiral,  springs,  each  of 
which  can  be  screwed  up  and  down  by  a  nut. 

To  facilitate  the  lateral  motion  of  the  table  plate  //,  the  bolts 
of  the  expanding  contri\  ance  m  are  provided  with  rolls  which 
press  against  the  plate.  If  the  tension  is  sufficient  and  a  sheet 
is  to  be  introduced,  it  is  only  necessary  to  draw  the  table  plate 
down  by  means  of  the  treadle  to  push  the  sheet  under  the 
polishing  roll  k,  and  to  engage  the  tongs  In  front  of  the 
gearing  ^4  is  a  table  for  the  reception  of  the  sheet,  as  shown  in 
the  illustration. 

The  sheets  are  best  freed  from  grease  in  two  operations,  first 
dry  and  then  wet.  For  the  dry  process  use  a  very  soft  piece  of 
cloth,  and,  after  dipping  it  in  Vienna  lime  very  finely  pulverized 
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and  passed  through  a  hair  sieve,  rub  over  the  sheet  in  the  di- 
rection at  a  right  angle  to  the  polishinf^  streaks,  applying  a  very 
gentle  pressure.  For  the  wet  process  dip  a  wet  piece  of  cloth  or 
a  soft  sponge  free  from  sand  into  a  paste  of  impalpable  Vienna 
lime,  whiting,  and  water,  and  go  carefully  over  the  sheet  so  that 
no  place  remains  untouched.  Then  rinse  the  sheet  under  a 
powerful  jet  of  water,  best  under  a  rose,  being  especially  care- 
ful to  remove  all  the  lime,  going  over  the  sheet,  if  necessary, 
with  a  soft  wet  rag  and  observing  whether  all  portions  appear 
evenly  moistened.  If  such  be  the  case,  the  cleaning  is  com- 
plete, otherwise  the  sheet  has  to  be  treated  once  more  with  lime. 

If  the  sheets  are  to  be  nickeled  on  only  one  side,  two  of  them 
are  placed  together  with  their  unpolished  sides  and  fastened  on 
the  two  upper  corners  with  binding  screws  to  which  is  soldered 
a  copper  strip  about  0.39  inch  wide,  by  which  they  are  sus- 
pended to  the  conducting  rods.  Plating  is  then  at  once  pro- 
ceeded with  without  allowing  the  sheets  to  remain  exposed  to 
the  air  longer  than  is  absolutely  necessary.  Special  care  must 
be  had  that  the  lime  does  not  dry,  as  this  would  produce  stains. 

Some  manufacturers  nickel  the  cleansed  sheets  without  previ- 
ous coppering  or  brassing,  and  claim  special  advantages  for 
such  direct  nickeling.  Thb  may  be  done  with  a  bath  of  nickel 
sulphate  and  potassium  citrate  without  or  with  a  greater  or 
smaller  addition-  of  sal  ammoniac,  according  to  the  area  to  be 
nickeled  and  the  intensity  of  current  at  disposal.  However, 
sheet  zinc  directly  nickeled  does  not  show  the  warm  full  tone  of 
sheets  previously  coppered  or  brassed  ;  besides,  direct  nickel- 
ing requires  a  far  more  powerful  current,  so  that  it  is  not  even 
more  economical. 

For  the  nickeling  process  itself,  it  is  indifferent  whether  the 
sheets  are  previously  coppered  or  brassed,  but  the  choice  be- 
tween the  two  is  controlled  by  a  few  phenomena  which  must  be 
mentioned.  The  nickel  deposit  upon  brassed  sheets  shows  a 
decidedly  whiter  tone  than  that  upon  coppered  sheets,  and 
brassing  would  deserve  the  preforence  if  this  process  did  not 
require  extraordinarily  great  care  In  the  proper  treatment  of  the 
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bath,  the  nickel  deposit  readily  peeling  off  generally  in  the  bath  • 
itself,  which  seldom  or  never  occurs  with  coppered  sheet,  and 

then  may  generally  be  considered  due  to  insufficient  cleaning 
or  other  defective  manipulation. 

This  peeling  off  of  the  nickel  deposit  may  be  prevented  by 
giving  due  consideration  to  the  conditions,  and  avoiding,  on  the 
one  hand,  too  large  an  excess  of  potassium  cyanide  in  the  brass 
bath,  and,  on  the  other,  by  regulating  the  current  so  that  no 
pale  yellow  or  greenish  brass  is  precipitated.  Since  nickeling 
with  a  strong  current  requires  only  a  few  minutes  for  a  deposit 
of  sufficient  thickness  capable  of  bearing  polishing,  it  is  gener- 
ally desired  to  brass  the  sheets  at  the  same  time,  so  that  the 
operation  may  proceed  rapidly  and  continuously.  To  do  this, 
a  very  powerful  current  has  to  be  conducted  into  the  brass  bath, 
the  result  being  that  a  deposit  with  a  larger  content  of  zinc  and 
a  correspondingly  lighter  color  is  formed,  but  also  with  a 
coarser,  less  adherent  structure,  and  this  is  the  principal  reason 
why  the  nickel  deposit,  together  with  the  brass  deposit,  peels 
off.  To  avoid  this,  the  brassing  must  be  done  with  a  current 
so  regulated  that  the  deposit  separates  uniformly,  adheres  firmly, 
and  is  not  porous,  the  correct  progress  of  the  operation  being 
recognized  by  the  color  being  more  like  tombac,  and  not  pale 
yellow  or  greenish.  Where  brassing  has  to  be  done  quickly 
the  content  of  copper  in  the  brass  bath  must  be  increased  to 
such  an  extent  that  a  powerful  current  produces  a  deposit  of 
the  above-mentioned  color,  and,  hence,  too  large  an  excess  of 
potassium  cyanide  must  be  strictly  avoided. 

It  will  be  seen  that  the  brassing  requires  a  certain  attention 
which  is  not  necessary  in  coppering,  and  therefore  the  latter  is 
to  be  preferred. 

For  coppering  one  of  the  baths.  III.  or  V.,  given  under  *'  Cop- 
pering" serves,  to  which,  for  this  special  purpose,  more  potas- 
sium C3ranide  may  be  added.  The  sheets  should  remain  in  this 
bath  no  longer  than  required  to  uniformly  coat  them  with  a 
beautiful  red  layer  of  copper,  and  under  no  circumstances  must 
they  be  allowed  to  remain  until  the  coppering  commences  to 
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become  dull  or  even  discolored ;  and  they  should  come  from 
the  bath  with  a  full  or  at  least  half  lustre.  When  taken  from 
the  copper  bath  the  sheets  are  thoroughly  rinsed  in  a  large 
water  reservoir,  the  contents  of  which  must  be  frequently  re- 
newed, care  being  had  to  remove  any  copper  solution  adhering 
to  the  unpolished  sides  which  are  not  to  be  nickeled,  since  that 
would  soon  spoil  the  nickel  bath.  The  sheets  are  then  immedi- 
ately brought  into  the  nickel  bath,  it  being  best  to  suspend  two, 
three,  or  four  plates  at  the  same  time,  to  prevent  one  from  being 
more  thickly  nickeled  than  the  other,  and  take  them  out  the 
same  way.  In  suspending  the  plates  in  the  bath,  care  should 
be  had  to  bring  them  as  soon  as  possible  in  contact  with  the 
conducting  rod,  a  neglect  of  this  rule  being  apt  to  produce 
blackish  streaks  and  stains. 

Mvcry  separate  nickel  bath  in  which  sheets  are  to  be  nickeled 
must  be  fed  w  ith  the  full  current  of  a  dynamo-machine,  one  of 
250  to  300  amperes  with  4  volts'  tension  being  generally  used. 
According  to  the  number  of  sheets,  generally  6  to  8,  each  20x20 
inches,  to  be  nickeled,  the  dimensions  of  the  vats  are  as  follows: 
63  inches  long,  15^  inches  wide,  and  2$j4  inches  deep,  or,  83 
inches  long,  1$^  inches  wide,  and  25^  inches  deep.  One  to 
two  minutes  suffice  to  give  6  sheets  a  sufficiently  thick  deposit  of 
nickel  with  a  dynamo-machine  of  the  above-mentioned  capacity, 
and  2  to  3  minutes  for  eight  sheets ;  and  it  may  be  accepted  as 
a  rule  that,  with  a  bath  of  good  conductivity,  a  density  of  cur- 
rent of  from  1.4  to  1.5  amperes  and  5  volts'  tension  is  required 
per  15.5  square  inches  of  zinc  surface  for  the  solid  nickeling  of 
the  sheets.  For  nickeling  zinc  in  baths  conducting  with  diffi- 
culty, for  instance,  a  simple  solution  of  sulphate  of  nickel  and 
ammonia  without  the  addition  of  conducting  salts,  or  in  baths 
containing  boric  acid,  1.3  to  1.4  amperes  and  6  to  7  volts,  must 
be  allowed  per  1.55  square  inches  of  zinc  surface  if  the  nickeling 
is  to  be  effected  in  the  above-named  space  of  time.  A  density 
of  current  of  1.4  to  1.5  amperes  and  4  to  4^  volts,  at  which  the 
sheets  have  to  remain  in  the  bath  for  3  minutes,  is  the  most 
suitable,'  the  deposit  thus  obtained  being  in  every  respect  fault- 
less, provided  the  nickel  bath  is  of  proper  composition. 
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For  nickeling  sheet  zinc  rolled  anodes  are,  as  a  rule,  only 
used,  except  when  working  with  baths  containing  boric  acid. 
The  anode  surface  must  at  least  be  equal  to  that  of  the  zinc 

surface ;  the  distance  between  the  anodes  and  the  sheets  should 
be  from  3  to  3^  inches,  and  when  the  currcnt-strcnj^h  is  some- 
what scant  the  distance  may  be  reduced  to  2^  inches.  The 
nickel  anodes  have  to  be  taken  from  the  bath  once  daily  and 
scoured  bright  with  scratch-brushes  and  sand;  for  the  rest,  all 
the  rules  given  for  nickel  anodes  are  valid. 

Baths  used  for  nickeling  sheet  zinc  soon  become  alkaline  in 
consequence  of  the  powerful  current  used,  which  is  shown  by 
red  litmus-paper  turning  blue;  the  alkalinity  also  manifests 
Itself  by  the  bath  becoming  turbid  and  the  nickeling  not  turn- 
ing out  a  pure  white.  The  slightly  acid  reaction  is  restored  by 
citric  acid  solution.  The  appearance  of  the  dreaded  black 
streaks  and  stains  is  due  either  to  the  current  itself  being  too 
weak  or  to  its  having  been  weakened  by  an  extremely  great  re- 
sistance of  the  nickel  bath;  also  to  an  insufTicient  metallic  sur- 
face of  the  anodes,  which  may  be  either  too  small  or  not  suffi- 
ciently metallic  on  account  of  tarnishing ;  and  finally  to  an 
excessive  alkalinity  of  the  bath  or  insufficient  contact  of  the 
hooks  with  the  connecting  rods. 

The  metallic  content  of  the  bath  must  from  time  to  time  be 
augmented  by  the  addition  of  nickel  salt,  and  the  bath  filtered 
at  certain  intervals.  When  the  conductivity  abates,  it  has  to  be 
restored  by  the  addition  of  conducting-salt. 

When  the  sheets  have  been  sufficiently  nickeled,  they  are 
allowed  to  drain  off,  then  plunged  into  hot  water,  and,  after  re- 
moving the  binding-screws,  dried  by  gentle  rubbing  with  fuie 
sawdust  free  from  sand  and  passed  through  a  fine  sieve  to 
separate  pieces  of  wood.  In  all  manipulations,  the  unnickeled 
sides  are  placed  together,  while  a  piece  of  paper  of  the  size  and 
form  of  the  sheets  is  laid  between  the  nickeled  sides. 

The  nickeled  sheets  are  finally  polished,  which  is  effected  by 
placing  them  upon  supports  and  pressing  against  the  revolving 
bob  as  previously  described,  the  sheets  being,  however,  only 
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moderately  moistened  with  oil,  and  not  too  much  Vienna  lime 
applied  to  the  bob.  Polisliinj^  is  done  first  in  one  direction  and 
then  in  another,  at  a  riyht  angle  to  this  first.  After  polishing, 
the  sheets  are  finally  cleansed  with  a  piece  of  soft  cloth  and 
impalpable  Vienna  lime,  after  which  they  should  show  a  pure 
white  lustrous  nickeling,  free  from  cracks  and  stains,  and  bear 
bending  and  rebending  several  times  without  the  nickeled  de- 
posit breaking  or  peeling  off. 

Nickeling  of  tin-plate.  For  elegant  and  durable  nickeling 
tin-plate  also  requires  previous  coppering.  The  deposit  is 
effected  with  a  less  powerful  current  than  for  sheet  zinc. 
Scouring  is  done  as  described  for  sheet  zinc,  aUo  polishing  of 
the  nickeled  tin-plate. 

Nickeling  copper  and  brass  sheets.  The  treatment  of  these 
sheets  differs  from  that  of  sheet  zinc  in  that  the  roiiLfh  sheets 
are  first  brushed  with  cmer)-  aiui  tlien  polished  with  the  bob. 
After  treating  the  sheets  with  hot  caustic  lye  or  lime-paste, 
they  arc  pickled  by  brushing  them  over  with  a  solution  of  i 
part  of  potassium  cyanide  in  20  parts  of  water.  They  are  then 
thoroughly  and  rapidly  rinsed  and  immediately  brought  into 
the  bath.  To  avoid  peeling  ofT,  the  current  must  not  be  too 
strong. 

Nickeling  of  skeet-iron  and  sheet-steel, — ^Only  the  best  qualtiy 
of  sheet  should  be  used  for  this  purpose.    After  rolling,  the 

sheets  are  freed  from  scales  by  pickling,  then  passed  through 
the  fine  rolls,  and  finally  again  pickled.  If  the  nickeled  sheets 
are  not  to  exhibit  a  high  degree  of  polish,  it  suffices  to  brush 
them  before  nickeling  with  a  large  broad  fibre  brush  (p.  136) 
and  emery  No.  00.  But  for  a  high  lustre,  such  as  is  generally 
demanded,  the  sheets  have  first  to  be  ground.  For  fine  grind- 
ing the  pickled  sheets  broad  massive  cylinders  of  poplar  wood 
are  used,  which  are  covered  with  leather  and  turned  like  the 
disks  described  on  p.  133.  These  cylinders  are  10  to  f  2  inches 
in  diameter,  and  2  to  4  or  more  inches  long,  according  to  the 
size  of  the  sheets.  For  the  first  grinding,  the  cylinders  are 
coated  with  glue  and  rolled  in  emery  No.  100  to  120,  according 
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to  the  condition  of  the  sheets,  while  emery  No.  oo  is  applied  to 
the  cylinders  used  for  the  fine  grinding.  The  grinding  is  suc- 
ceeded by  brushing,  as  described  on  p.  132. 

After  preparing  a  sufficiently  smooth  surface,  the  sheets  are 
at  once  rubbed  with  a  rag  moistened  with  petrolenm,  or,  if  pre- 
ferred, with  a  rag  and  pulverized  Vienna  lime ;  they  are  then 
scoured  wet  in  the  manner  described  for  sheet-zinc,  p.  204.  The 
scouring  materia]  must  be  liberally  applied,  especially  if  the 
sheets  are  to  be  directly  nickeled  without  previous  coppering, 
as  is  advisable.  After  rinsing  ofT  the  lime-paste,  the  sheets  are 
brushed  over  with  very  dilute  sulphuric  acid  ( i  part  acid  to  25 
water),  rinsed  off,  then  lightly  brushed  over  once  more  with  lime- 
paste,  again  carefully  rinsed,  and  immediately  brought  into  the 
nickel  bath. 

The  current  sliould  be  neither  too  strong  nor  too  weak,  but 
regulated  so  that  the  nickeling  is  of  sufficient  thickness  in  15  to 
20  minutes  without  showing  a  tendency  to  peel  off.  It  is  not 
advisable  to  try  to  obtain  a  heavy  deposit  in  a  shorter  time,  be- 
cause it  would  lack  density,  which  is  the  principal  requirement 
for  nickeled  sheet-iron. 

After  nickeling,  the  sheets  are  rinsed  in  clean  water,  then 
plunged  into  hot  water  and  dried  by  rubbing  with  warm  saw- 
dust. After  this  operation,  it  is  recommended  to  thoroughly 
dry  the  sheets  in  an  oven  heated  to  between  176^  and  212^  F., 
to  expel  any  moisture  from  the  pores,  and  then  to  polish  them 
with  Vienna  lime  and  oil  or  with  rouge. 

Nickeling  of  wire. — ^Nickeling  of  wire  of  iron,  brass,  or  copper 
is  scarcely  ever  done  dn  a  large  scale ;  it  is,  however,  believed 
that  the  nickeling  of  iron  and  steel  wires — ^for  instance,  piano- 
strings— might  be  of  advantage  to  prevent  rust  or  at  least  to  re- 
tard the  commencement  of  oxidation  as  long  as  possible. 

To  nickel  single  wires  cut  into  determined  lengths,  according 
to  the  general  rules  already  given,  is  simple  enough ;  but  this 
method  cannot  be  pursued  with  wire  several  hundred  y^r&s  long, 
rolled  in  coils,  as  it  occurs  in  commerce.  Nickeling  the  wire  in 
coils,  however,  cannot  be  done,  as  only  the  upper  windings  ex- 
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posed  to  the  anodes  would  acquire  a  coat  of  nickel.  Hence  it 
becomes  necessary  to  unwind  the  coil,  and  for  continuous  work* 
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ing  pass  the  wire  at  a  slow  rate  through  the  cleansing  and  pick- 
ling baths,  as  well  as  the  nickel  bath  and  hot  water  reservoir,  as 
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shown  in  Fig.  112  in  cross-section,  and  in  Fig.  113  in  ground 
plan. 

The  unwinding  of  the  wire  is  effected  by  a  slowly  revolving 
shaft,  upon  which  the  nickeled  wire  again  coils  itself;  but  in  the 
illustration  the  shaft  is  omitted.  In  Fig.  113  four  wires  run  over 
the  four  rolls  a,  mounted  upon  a  common  shaft,  to  the  rolls  d 
upon  the  bottom  of  the  vat  A,  whereby  they  come  in  contact 
with  a  thickly  fluid  lime-paste  in  the  vat,  and  are  freed  from 
grease.  From  the  rolls  b  the  wires  run  through  the  wooden 
cheeks  t,  lined  with  felt,  which  retain  the  excess  of  lime-paste, 
and  allow  it  to  fall  back  into  the  vat  The  wires  then  pass  over 
the  roll  c  to  the  roll  d.  Between  these  two  rolls  is  the  rose  ^, 
which  throws  a  strong  jet  of  water  upon  the  wires,  thereby  free- 
ing them  from  adhering  lime-paste.  The  roll  d,  as  well  as  its 
axis,  is  of  brass,  and  to  the  latter  is  connected  the  negative  pole 
of  the  battery  or  dynamo,  so  that  by  carrying  the  wires  over  the 
roll  negative  electricity  is  conducted  to  them.  From  the 
roll  r/ the  wires  run  over  the  roll-bench  5  (Fig.  113)  to  the  vat 
which  contains  the  nickel  solution,  so  that  they  arc  subjected  to 
the  action  of  the  anodes  arranged  in  this  vat  on  both  sides  of 
the  wires.  The  wires  then  pass  over  the  roll  r,  are  rinsed  under 
the  rose  //,  and  run  finally  through  a  hot  water  reservoir  and 
sawdust  (these  two  apparatuses  are  not  shown  in  the  illustra- 
tion), to  be  again  wound  in  coils.  In  case  a  high  polish  is  re- 
quired, t!u*  nickeled  wires  may  be  run  under  pressure  through 
leather  cheeks  dusted  with  Vienna  lime. 

Nickeling  wire'gause, — Messrs.  Louis  Lang  &  Son  obtained,, 
in  1 88 1,  a  patent  for  a  method  of  nickeling  wire  gauze,  or  wire 
to  be  woven  into  gauze,  more  especially  for  the  purpose  of 
paper  manufacture.  These  wires,  which  are  generally  of  copper 
or  brass,  are  liable  to  be  attacked  by  the  small  quantities  of 
chlorine  which  generally  remain  in  the  paper  pulp,  by  which  the 
gauze  wire  eventually  suffers  injury.  To  nickel  wire  before  it 
is  woven,  it  is  wound  on  a  bobbin  and  immersed  in  a  nickel  bath 
in  which  it  is  coated  with  nickel  in  the  usual  way ;  it  is  then 
unwound  and  rewound  on  to  another  bobbin,  and  reimmersed 
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in  a  nickel  bath,  as  before,  so  as  to  coat  such  surfaces  as  were  in 
contact  with  each  other  and  with  the  first  bobbin.  To  deposit 
nickel  on  the  woven  tissues  it  may  either  be  coated  in  its  entire 
length,  as  it  leaves  the  loom,  or  in  detached  pieces.  For  this 
purpose  the  wire  gauze  is  first  immersed  in  a  pickle  bath,  and 
next  in  the  nickel  solution.  On  leaving  the  latter  it  is  rinsed 
and  then  placed  in  a  hot  air  chamber,  and  when  thoroughly  dry 
may  be  rolled  up  again  ready  for  use. 

Nickeling  of  knife'bladeSt  sharp  surgical  inUrumeniSt  etc. 

Considerable  trouble  is  frequently  experienced  in  nickeling 
sharp  edged  instruments,  the  edges  and  points  being  spoiled 
either  by  the  deposit  of  nickel  or  in  polishing.  And  yet  such 
instruments  can  be  readil)-  nickeled  in  such  a  manner  that  the 
edges  remain  in  as  good  condition  as  before. 

If  new  instruments  which  have  never  been  used  arc  to  be 
nickeled,  no  special  preparation  is  required,  it  being  only 
necessary  to  free  them  at  once  from  grease  and  bring  them  into 
the  bath.  But  instruments  which  have  been  used  or  by  bad 
treatment  have  become  partly  or  entirely  covered  with  rust 
must  be  first  freed  from  rust  by  chemical  or  mechanical  treat* 
ment  and  then  polished.  The  marks  left  by  the  stone  or  emery 
wheel  are  effaced  by  means  of  the  circular  brush,  this  treatment 
being  necessary  to  obtain  perfect  nickeling.  But  in  brushing 
the  edges  are  rendered  dull  if  special  precautionary  measures 
are  not  used.  For  instance,  the  edge  of  a  knife-blade  must 
never  come  in  contact  with  the  brush.  This  is  prevented  by 
firmly  pressing  the  blade  flat  upon  a  soft  support  of  felt  or 
cloth,  so  that  the  edge  sinks  somewhat  into  the  support,  with- 
out, however,  cutting  into  it.  The  edge  is  then  held  downward, 
and  thus  together  with  the  support  brought  against  the  revolv- 
ing brush.  In  this  manner  the  blades  may  be  vigorously 
brushed  without  fear  of  spoiling  the  edges. 

The  treatment  in  giving  them  a  high  polish  after  nickeling  is 
the  same.  Freeing  from  grease  may  be  done  in  the  usual 
manner  with  lime-paste ;  but  must  also  be  effected  upon  a  soft 


Digitized  by  Google 


214 


ELfCntO-DEFOSmOX  OF  METALS. 


^•jpjyort,  the  --h.rr\t  a-  in  polishing.  After  thorough  rinsing  in 
clean  vater  the  separate  pieces,  wUkjui  being  previously  cop- 
pcred,  are  brought  directly  into  the  nickel  bath,  the  composi- 
tron  of  which  must,  ol  coarse,  be  suitable  for  nickeling  sted 
aiticles.  The  instruments  are  first  coated  v^'ith  the  use  of  a 
Strong  current,  so  that  the  deposition  tadces  place  slowly  and 
with  great  uniformity. 

In  suspending  the  articles  in  the  badi,  care  should  be  had 
diat  neither  a  point  nor  an  edge  is  turned  towards  the  anodes. 
It  is  best  to  use  a  bath  with  anodes  on  one  side  only,  and  to 
suspend  the  blades  with  their  backs  towards  the  anodes.  U, 
for  any  reason,  the  instruments  are  to  be  suspended  between 
two  rows  of  anodes,  the  edges  should  be  uppermost,  as  near  as 
possible,  to  the  level  of  the  bath ;  but  they  should  never  hang 
deep  or  downwards. 

After  nickeling  the  instruments  are  polished  for  high  lustre, 
but  rnu-t  always  be  exposed  upon  a  soft  support,  as  above  de- 
scribed, to  the  action  of  a  felt  disk,  or,  still  better,  of  a  cloth 
bob. 

Xickelin^  of  eUctrotypes,  click's,  etc. — The  advantages  of 
nickeling  electrotypes,  etc.,  over  steeling  will  be  discussed  under 
"  Steeling,"  and  hence  on!v  the  mo^t  suitable  composition  of 
the  nickel  baths  and  the  manipulations  required  will  here  be 
given. 

The  nickel  baths  according  to  formula  III.  (page  174)  and 
formula  VII.  (page  177)  are  the  most  suitable  for  simple  nickel- 
ing, because  the  ammonium  sulphate  not  being  present  in  too 
great  an  excess,  as  well  as  the  presence  of  boric  acid,  causes 
the  nickel  to  separate  with  great  hardness.  With  nickeled 
electro-plates  three  times  as  large  an  edition  can  be  printed  as 
with  plates  of  the  same  material  not  nickeled. 

It  being  a  well-known  fact  that  a  fused  alloy  of  nickel  with 
cobalt  possesses  greater  hardness  than  either  of  the  metals  by 
themselves,  experiments  proved  that  an  electro^eposited 
nickel-cobalt  alloy  exhibited  the  same  behavior,  the  greatest 
degree  of  hardness  being  attained  with  an  addition  of  cobalt 
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varying  between  25  and  30  per  cent.  For  this  deposit  the  term 
/tard  nickeli»(^  is  proposed,  the  most  suitable  baths  for  the  pur- 
pose being  prepared  according  to  the  following  formulae :  1. 
Nickel-ammonium  sulphate  2l*l6  ounces,  cobalt-ammonium 
sulphate  5.29  ounces,  ammonium  sulphate  8.8  ounces,  water 
15  quarts;  or,  II.  Nickel-ammonium  sulphate  21.16  ounces, 
cobalt-ammonium  sulphate  5.29  ounces,  crystallized  boric  acid 
10.58  ounces,  water  15  quarts. 

Bath  No.  I.  is  prepared  by  simply  dissolving  the  salts  in 
heated  water,  and,  in  case  the  bath  is  too  acid,  adding  spirits 
of  sal  ammoniac  until  blue  litmus-paper  is  only  slightly  red- 
dened, it  is  best  to  use  rolled  and  cast  anodes  in  equal  pro- 
portions ;  and  when  the  bath  becomes  alkaline  to  restore  its 
original  slightly  acid  reaction  by  the  addition  of  citric  acid. 

To  prepare  bath  No.  II.  dissolve  the  constituents  by  boiling ; 
and  in  case  not  entirely  neutral  metallic  salts  have  been  used, 
add  to  the  hot  solution,  with  constant  stirring,  i  to  i  ^  ounces 
of  nickel  carbonate  for  the  neutralization  of  free  sulphuric  acid 
which  may  be  present.  This  bath  must  not  be  neutralized,  but 
worked  with  its  strongly  acid  reaction,  mixed  anodes  being  also 
used. 

The  bath  prepared  accordin"^  t(^  formula  Xo.  II.  deserves  the 
preference,  it  yielding  a  harder  deposit  than  bath  No.  I. 

For  the  rest,  the  treatment  of  the  baths  is  the  same  as  that 
given  for  nickel  baths  of  similar  composition  (pp.  174  and  1 77), 
and  the  process  of  h  rd  nickeling  does  not  essentially  differ 
from  ordinary  nickeling.  The  suspending  hooks  are  soldered 
to  the  backs  of  the  plates  by  means  of  the  soldering-iron  and  a 
drop  of  tin ;  or  the  plates  are  secured  in  holders  of  sheet-cop- 
per 0.1 1  inch  thick,  and  to  I  inch  wide,  of  the  form  shown 
in  Fig.  114.  The  printing  surface  is  freed  from  grease  by 
brushing  with  lime-paste,  rinsed  in  water,  and  then  brushed 
with  a  clean  brush  to  remove  the  lime  from  the  depressions. 
The  plates  are  then  hung  in  the  bath  and  covered  with  a  strong 
current.  When  everywhere  coated  with  nickel  the  current  is 
weakened  and  the  deposit  allowed  gradually  to  augment. 
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With  an  average  duration  of  nickeling  of  1$  to  20  minutes* 
with  2.8  to  3  volts,  the  deposit  will,  as  a  rule,  be  sufficiently 
resisting. 

The  nickeled  plates  are  rinsed  in  water,  then  plunged  in  hot 
water,  and  dried  in  sawdust,  when  the  nickeled  printing  surface 
may  be  brushed  over  with  a  brush  and  fine  whiting,  it  being 


claimed  that  plates  thus  treated  take  printinj^  ink  better,  while 
the  first  impressions  of  plates  not  brushed  with  whiting  are 
somewhat  dull. 

Nickel-facing  is  especially  suitable  for  copper  plates  for  color- 
printing,  the  nickel  not  being  attacked  like  copper  or  iron  by 
vermilion. 

Recovery  of  nickel  from  old  balks, — At  the  present  low  price 
of  nickel  its  recovery  from  oU  solutions  scarcely  pays.  The 
uselessness  of  the  bath  is  in  most  cases  due  to  two  causes :  it  has 

either  become  too  poor  in  ni<  tal  or  it  contains  foreign  metallic 
admixtures.  In  the  first  case,  the  expense  of  evaporating  with 
the  further  manipulation  is  out  of  proportion  to  the  value  of  the 
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nickel  recovered ;  and,  in  the  second  case,  the  reduction  of  the 
foreign  metals  is  inconvenient  and  connected  with  expenses 
making  it  unprofitable. 

Urquhart  proposes  the  foUowing  plan  for  recovering  nickel 
from  old  solutions ;  Make  a  saturated  solution  of  ammonium 
sulphate  in  warm  water,  and  add  to  it  the  old  nickel-plating 
solution  with  constant  stirring,  and,  after  the  lapse  of  a  few 
minutes,  a  granular  precipitate  of  the  double  sulphate  of  nickel 
and  ammonium  will  begin  to  separate.  The  addition  of  am- 
monium sulphate  should  be  continued  from  time  to  time  until 
the  liquid  is  colorless.  The  precipitated  salt  is  very  pure,  and 
may  be  used  directly  in  making  a  new  bath. 

To  improve  defective  nickeling. — ^With  the  basis-metal  thor- 
oughly cleansed  defective  places  should  not  occur,  but  when 
they  happen,  by  accident  or  negligence,  recourse  is  to  had  to 
"doctoring."  The  "doctor"  is  arranged  as  follows:  A  piece 
of  stout  copper  wire  is  bent  in  the  form  of  a  hook  at  each  end^ 
and  a  fragment  of  nickel  anode  is  fastened  firmly  to  one  of  the 
hooks  with  a  piece  of  twine.  The  fragment  of  anode  is  then 
wrapped  in  several  folds  of  muslin,  the  second  hook  connected 
by  a  wire  to  the  anode-rod  of  the  bath,  and  the  article  jiut  in 
contact  with  the  negative  electrode.  The  rag  end  is  now  dipped 
in  the  nickel  bath,  applied  to  the  defective  spot,  and  allowed  to 
rest  upon  it  for  a  few  moments,  then  dipped  again  and  reap- 
plied. By  repeatedly  dipping  the  rag  in  the  nickel  bath  and 
applying  it  in  this  way  a  sufficient  coating  of  nickel  may  be 
given  in  a  few  minutes ;  and  if  the  operation  is  skillfully  per- 
formed, no  trace  of  the  patch  will  be  observable  after  polishing. 

Nickeling  by  contact  and  boiling. — Franz  Stolba  has  described 
a  nickeling  process  by  contact,  which  is  executed  as  follows : — 

In  a  bright  copper  kettle  heat  to  boiling  a  concentrated  solu- 
tion of  zinc  chloride  with  an  equal  or  double  the  volume  of  soft 
water,  and  then  add  drop  b\^  drop  pure  hydrochloric  acid  until 
the  precipitate  formed  by  diluting  the  zinc  chloride  solution 
with  water  disappears.  Then  add  as  much  zinc  powder  as  will 
lie  upon  the  point  of  a  knife,  the  effect  of  this  addition  being 
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that  the  copper  of  the  kettle  as  far  as  it  comes  in  contact  with 
the  solution  is  in  a  few  minutes  zincked.  Now  bring  into  the 
kettle  sufficient  nickel  salt,  best  nickel  sulphate,  to  color  the 
fluid  perceptibly  green  ;  then  introduce  the  articles  to  be  nick- 
eled together  with  small  pieces  . of  sheet  zinc  or  zinc  wire,  so  as 
to  present  many  points  of  contact,  and  continue  boiling.  With 
a  correct  execution  of  the  process  it  is  claimed  the  articles  will 
he  uniformly  nickeled  in  15  minutes;  if  such  is  not  the  case, 
the  boiling  must  be  continued,  fresh  pieces  of  zinc  added,  or,  if 
the  solution  does  not  appear  sufficiently  green,  fresh  nickel  salt 
introduced. 

For  the  success  of  the  process 'several  conditions  are  neces- 
sary. The  metallic  articles  must  be  thoroughly  free  from 
grease,  as  otherwise  no  deposit  of  nicRel  is  formed  on  the  greasy 
places.  In  boiling,  the  solution  must  not  become  turbid  by  the 
separation  of  basic  zinc  salt,  nor  acid  by  free  hydrochloric  acid, 
otherwise  the  nickeling  will  be  dull  and  blackish.  Hence,  any 
turbidity  must  be  at  once  removed  by  adding  drop  by  drop 
hydrochloric  acid,  and  too  great  acidity  by  the  careful  addition 
of  solution  of  carbonate  of  soda.  The  articles  thus  nickeled 
are  to  be  thoroughly  washed  with  water,  dried,  and  polished 
with  whiting. 

Since  stains  are  readily  formed  by  this  process,  especially 
when  nickeling  polished  iron  and  steel  articles,  on  the  places 
where  the  metal  to  be  nickeled  comes  in  contact  with  the  zinc, 
Stolba  in  later  experiments  omitted  the  zinc,  and  thus  the  con- 
tact process  becomes  a  boiling  process.  To  a  10  per  cent, 
solution  of  zinc  chloride  add  enough  nickel  sulphate  to  give  the 
solution  a  deep  green  color  and  then  heat,  best  in  a  porcelain 
vessel,  to  the  boiling-point.  Then  without  troubling  about  the 
turbidity  of  the  bath  caused  by  the  separation  of  a  basic  zinc 
salt,  immerse  the  objects,  previously  cleansed  and  freed  from 
grease,  in  it  in  such  a  way  that  they  do  not  touch  each  other, 
or  at  least  in  only  a  few  places,  and  keep  the  whole  boiling  30 
to  60  minutes,  from  time  to  time  replacing  the  water  4ost  by 
evaporation.   The  after-treatment  is  the  same  as  given  above 
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for  the  contact  process ;  the  deposit  of  nickel  is,  of  course,  very 
thin. 

This  process,  while  suitable  for  the  amateur,  cannot  be  rec- 
ommended to  the  professional  electro-plater,  the  results  not 
being  sufficiently  sure.  A  thin  deposit  of  nickel  of  a  light  color 
may  be  obtained  upon  brass  articles,  but  that  upon  iron  articles 
is  dark  and  mostly  stained. 

Small  articles,  which  are  not  to  be  nickeled  by  the  battery, 
are  preferably  coated  by  contact  with  cobalt  by  the  process  to 
be  described  later  on,  under  *'  Electro-cobalting.'*  The  higher 
price  of  cobalt  salts  makes  little  difference,  small  quantities  only 
being  required,  and  the  color  of  cobalt  can  scarcely  be  distin- 
guished from  that  of  nickel. 

By  boiling  a  solution  of  8^  ozs.  of  nickel-ammonium  sulphate 
and  8^  ozs.  of  ammonium  chloride  in  i  quart  of  watei*,  toj^ether 
with  clean  iron  filings  free  from  pjreasc,  and  introducing  into 
the  fluid  copper  or  brass  articles,  tlic  latter  become  coated  with 
a  thin  layer  of  nickel  capable  of  bearing  light  polishing.  The 
nickel  solution  lias  to  be  frequently  renewed. 

According  U)  R.  Kaiser,  an  alloy  cont.iining  nickel  may  be 
deposited  upon  articles  by  proceeding  as  follows:  Melt  i  part 
of  copper  and  5  of  tin,  and  granulate  the  fused  mass  by  pouring 
it  through  a  heated  sheet-iron  sieve  into  a  bucket  filled  with 
water.  Boil  the  granulated  metal  thus  obtained  with  tartar  free 
from  lime,  and  add  for  every  100  parts  by  weight  of  granulated 
metal  0.5  part  of  glowed  nickel  oxide.  Then  bring  the  brass  or 
copper  articles,  previously  freed  from  grease  and  pickled,  into 
the  boiling  fluid,  and  after  boiling  for  a  short  time  they  will  ap- 
pear coated  with  a  white  alloy  resembling  German  silver.  The 
addition  of  nickel  oxide  must  be  repeated  from  time  to  time. 
Iron  and  steel  articles  are  to  be  previously  coppered.  By  add- 
ing nickel  carbonate  to  this  bath,  it  is  claimed,  coats  richer  in 
nickel  and  of  a  darker  color  than  that  of  platinum  to  blue-black 
are  obtained. 

Deposits  of  nickel  alloys. — From  suitable  solutions  of  the 
metallic  salts  nickel  may  be  deposited  together  with  copper  and 
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tin,  as  well  as  with  copper  and  zinc.  With  the  first  combina- 
tion, especially,  all  tones  from  copper- red  to  gold-shade  may  be 
obtained,  according  to  which  metal  predominates,  or  according 
to  the  cOrrent-strength  which  is  conducted  into  the  bath»  as  is 
also  the  case  in  brassing. 

A  suitable  bath  for  coating  metallic  articles  with  an  alloy  of 
nickel,  copper,  and  tin,  for  which  the  term  nickel- bronze  is  pro- 
posed,  is  obtained  by  dissolving  the  metallic  phosphates  in 
sodium  pyrophosphate  solution.  By  mixing  solution  of  blue 
vitriol  with  solution  of  sodium  phosphate,  cupric  phosphate  is 
precipitated  which  is  filtered  off  and  washed.  In  the  same 
manner  nickel  phosphate  is  prepared  from  a  solution  of  nickel- 
sulphate.  These  phosphates  are  then,  each  by  itself,  dissolved 
in  a  concentrated  solution  of  sodium  pyrophosphate*  while 
chloride  of  tin  is  directly  dissolved  in  sodium  pyrophosphate 
until  the  turbidity,  at  first  rapidly  disappearing,  disappears  but 
slowly. 

Nothing  definite  can  be  said  in  regard  to  the  mixing  propor- 
tions of  these  three  solutions,  because  the  proportions  will  have 
to  be  varied  according  to  the  desired  color  of  the  deposit  ;  the 
operator,  however,  will  soon  find  out  of  which  solution  more 
must  be  added  in  order  to  obtain  the  tone  tlesircd. 

For  depositing  an  alloy  of  nickel,  cojiper,  and  zinc,  solutions 
of  cupric  sulphate  (blue  vitriol)  and  zinc  white  in  potassium 
cyanide,  to  which  is  added  an  ammoniacal  solution  of  nickel 
carbonate,  may  be  advantageously  used. 

According  to  a  French  process,  a  deposit  of  German  silver 
maybe  obtained  as  follows :  Dissolve  a  good  quality  of  German 
silver  in  nitric  acid  and  add,  with  constant  stirring,  solution  of 
potassium  cyanide  until  all  the  metal  is  precipitated  as  cyanide. 
The  precipitate  is  then  filtered  ofT,  washed,  dissolved  in  potassium 
cyanide,  and  the  solution  diluted  with  double  the  volume  of 
water.  This  process,  however,  does  not  seem  very  feasible, 
since  nickel  separates  with  difficulty  from  its  cyanide  combi- 
nation. 

Watt  recommends  the  following  method :  Cut  up  into  small 
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pieces  sheet  German  silver  about  i  oz.,  place  the  strips  in  a 
glass  flask,  and  add  nitric  acid  diluted  with  an  equal  bulk  of 

water.  Assist  the  solution  of  the  metal  by  gentle  heat.  When 
red  fumes  cease  to  appear  in  the  bulb  of  the  flask,  decant  the 
liquor  and  apply  fresh  acid,  diluted  as  before,  to  the  undissolved 
metal,  taking  care  to  avoid  excess ;  it  is  best  to  leave  a  small 
quantity  of  undissolved  metal  in  the  flask,  by  which  an  excess 
of  acid  is  readily  avoided.  The  several  portions  of  the  metallic 
solutions  are  to  be  mixed  and  diluted  with  about  3  pints  oi  cold 
water  in  a  gallon  vessel.  Next  dissolve  about  4  ozs.  of  car- 
bonate of  potash  in  a  pint  of  water,  and  add  this  gradually  to 
the  former,  with  gentle  stirring,  until  no  further  precipitation 
takes  place.  The  precipitate  must  be  washed  several  times 
with  hot  water,  and  then  redissolved  by  adding  a  strong  solu- 
tion of  cyanide,  with  stirring,  and  about  i  oz.  of  liquid  am- 
monia. To  avoid  adding  too  great  an  excess  of  cyanide,  it  is  a 
good  plan,  when  the  precipitate  is  nearly  all  dissolved,  to  let  it 
rest  for  half  an  hour  or  so,  then  decant  the  clear  liquor,  and 
dissolve  the  remainder  of  the  precipitate  separately,  A  small 
excess  of  cyanide  solution  may  be  added  as  "free  cyanide," 
and  the  whole  mixed  together  and  made  up  to  one  gallon  with 
cold  water.  The  solution  should  then  be  filtered  or  allowed  to 
repose  for  about  12  hours,  and  the  clear  liquor  then  carefully 
decanted  from  any  sediment  which  may  be  present  from  cyanide 
impurities.  The  bath  must  be  worked  with  a  German-silver 
anode,  which  should  be  of  the  same  quality  as  that  from  which 
the  solution  is  prepared  ;  a  Bunsen  battery  should  be  employed 
as  the  source  of  electricity,  or  a  dynamo-machine. 

2.  CobalHng, 

Properties  of  cobalt. — Cobalt  has  nearly  the  same  color  as 
nickel,  with  a  slightly  reddish  tinge  ;  its  specific  gravity  is  8.56. 
It  is  exceedingly  hard,  highly  malleable  and  ductile,  and  capa- 
ble of  taking  a  polish.  It  is  slightly  magnetic,  and  preserves 
this  property  even  when  alloyed  with  mercury.  It  is  rapidly 
dissolved  by  nitric  acid,  and  slowly  by  dilute  sulphuric  and 
hydrochloric  acids. 
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For  cobalting,  the  baths  given  under  nickeling  may  be  used 
by  substituting  for  the  nickel  salt  a  corresponding  quantity  of 
cobalt  salt.  By  observing  the  rules  given  for  nickeling,  the 
operation  proceeds  with  ease.  Anodes  of  metallic  cobalt  are  to 
be  used  in  place  of  nickel  anodes. 

Nickel  being  cheaper  and  its  color  somewhat  whiter,  electro- 
plating with  cobalt  is  but  little  practised.  On  account  of  the 
greater  solubility  of  cobalt  in  dilute  sulphuric  acid  it  is,  however, 
under  all  circumstances,  to  be  preferred  for  facing  valuable  cop- 
per plates  for  printing. 

According  to  the  more  or  less  careful  adjustment  of  such 
plates  in  the  press,  many  places  of  the  facing  are  more  or  less 
attacked,  and  it  may  be  desired  to  remove  the  coating  and  make 
a  fresh  deposit.  For  this  purpose,  Gaiffe  has  proposed  the  use 
of  cobalt  in  place  of  nickel,  because  the  former  dissolves  slowly 
but  completely  in  dilute  sulphuric  acid.  He  recommends  a 
solution  of  I  part  of  chloride  of  cobalt  in  lO  of  water.  The  so- 
lution is  to  be  neutralized  with  aqua  ammonia,  and  the  plates 
are  to  be  clcctro-platcd  with  the  use  of  a  moderate  current. 

Cobalt  precipitated  from  its  chloride  solution  docs  not  how- 
ever yield  a  hard  coating,  and  hence  the  following  bath  is  recom- 
mended for  the  purpose:  Double  sulphate  of  cobalt  and  am- 
monium 21  ozs.,  cobaltous  carbonate  0.8  oz..  ciystallized  boric 
acid  io>^  ozs.,  water  10  quarts. 

The  bath  is  prepared  in  the  same  manner  as  No.  VII.,  given 
under  *'  Nickeling."   It  requires  a  tension  of  2.5  to  2.75  volts. 

To  determine  whether  and  how  much  copper  is  dissolved  in 
stripping  the  cobalt  deposit  from  cobalted  copper  plates,  a  cop- 
per plate  with  a  surface  of  7^  square  inches  was  coated  vrith 
7.71  grains  of  cobalt  and  placed  in  dilute  sulphuric  acid  (i  part 
acid  of  66^  Be.,  to  12.5  parts  of  water).  After  the  acid  had  acted 
for  16  hours,  the  cobalt  deposit  was  partially  dissolved  and  had 
partially  collected  in  lamina  upon  the  bottom  of  the  ves^I,  the 
copper  plate  beinj^  entirely  freed.  On  weighing  the  copper  plate 
it  was  shown  that  it  had  lost  about  0.0063  P^r  cent,,  this  loss 
being  apparently  chiefly  from  the  back  of  the  plate,  the  engraved 
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side  exhibiting  no  trace  of  corrosion.  This  experiment  proved 
that  there  is  no  danger  of  destroying  the  copper  plate  by  strip- 
ping the  cobalt  deposit  with  dilute  sulphuric  acid,  provided  the 
operation  is  executed  with  due  care  and  attention. 

Warren  has  described  a  cobalt  solution  which  can  be  de- 
composed in  a  single  cell  apparatus,  and  for  this  reason  would 
seem  suitable  for  electro-plating  small  articles  en  masse.  For 
the  preparation  of  this  bath  dissolve  3^  ounces  of  chloride  of 
cobalt  in  as  little  water  as  possible,  and  compound  the  solution 
with  concentrated  solution  of  Rochelle  salt  until  the  voluminous 
precipitate  at  first  formed  is  almost  entirely  redissolved,  and 
then  filter.  Bring  the  bath  into  a  vessel  and  place  the  latter  in 
a  clay  cell  filled  with  concentrated  solution  of  sal  ammoniac  or 
of  common  salt  and  containing  a  zinc  cylinder.  Connect  the 
objects  to  be  plated  to  the  zinc  by  a  copper  wire  and  allow 
them  to  dip  in  the  cobalt  solution.  With  a  closed  current  the 
objects  become  gradually  coated  with  a  lustrous  cobalt  deposit 
which,  after  2  hours,  is  sufficiently  heavy  to  bear  vigorous 
polishing  with  the  bob.  Zinc  may  be  coated  in  the  same 
manner. 

The  following  solution  has  been  recommended  by  Mr.  G.W, 
Beardslee,  of  Brooklyn,  N.  Y.,  and  is  claimed  to  3rield  a  good 
deposit  of  cobalt  which  is  very  white,  exceedingly  hard,  and 
tenaciously  adherent:  Dissolve  pure  cobalt  in  boiling  hydro- 
choloric  acid  and  evaporate  the  solution  to  dryness.  Next  dis- 
solve  4  to  6  ozs.  of  the  resulting  salt  in  i  gallon  of  distilled 
water,  to  which  add  liquid  ammonia  until  it  turns  red  litmus- 
paper  blue.  The  solution  being  thus  rendered  slightly  alka- 
line, is  ready  for  use.  A  battery  power  of  from  two  to  five 
Smce  cells  will  be  sufficient  to  do  good  work.  Care  must  be 
had  not  to  allow  the  solution  to  lose  its  slightly  alkaline  con- 
dition, upon  which  the  whiteness,  uniformity  of  deposit,  and  its 
adhesion  to  the  basis-metal  greatly  depend. 

For  cobalting  small  fancy  articles  of  copper,  brass,  or  steel, 
R.  Dayb  recommends  the  following  bath:  Dissolve  ozs.  of 
double  sulphate  of  cobalt  and  ammonium  in        quarts  of 
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water.  The  solution  should  show,  at  59**  F.,  a  specific  gravity 
of  1.01$.  The  most  suitable  current-strength  is  0.8  ampere 
with  about  two  volts.  The  size  of  the  anodes  is  of  great  influ- 
ence as  regards  the  uniformity  of  the  cobalting.    For  the 

deposition  of  cobalt  upen  brass,  copper,  steel,  or  iron,  the 
anodes  may  consist  of  rolled  cobalt  in  strips  about  2  inches 
wide  and  10  to  12  inches  long,  according  to  the  size  of  the  arti- 
cles. The  anodes  are  arranged  on  the  sides  of  the  vat,  about  6 
inches  apart.  With  the  use  of  a  large  vat — holding  from  500 
to  1000  quarts  of  bath — ^a  corresponding  series  of  such  anodes 
are  to  be  suspended  to  a  conducting  rod  which  rests  length* 
wise  upon  the  ends  of  the  vat.  The  metallic  articles  should  be 
coated  with  a  thin  film  of  cobalt  in  a  few  seconds  after  having 
been  suspended  in  the  bath,  and  the  current- strength  is  then 
reduced,  to  be  increased  only  when  more  articles  are  brought 
into  the  bath.  The  mode  of  treatment  is  different  from  that  in 
the  nickel  bath,  and,  since  cobalt  deposits  with  greater  ease 
than  nickel,  the  regulation  of  the  current  is  the  principal  point. 
The  current-strength  should  be  reduced  as  soon  as  the  articles 
are  entirely  and  nicely  coated  with  cobalt.  Copper  articles  re- 
quire at  the  beginning  a  stronger  current  than  brass  objects, 
while  for  articles  of  iron  or  steel  the  current  should  be  weaker 
than  for  either  brass  or  copper.  Places  in  relief  should  be  kept 
as  far  as  possible  from  the  anodes  to  prevent  blackening  or 
burning.  According  to  R.  Daub,  the  principal  condition  for 
the  success  of  the  operation  is  to  maintain  a  uniform  density  of 
the  bath,  either  by  the  addition  of  water  or  of  cobalt  salt,  as 
may  be  required.  The  color  of  the  deposit  is  much  influenced 
by  the  current-strength.  Thus  a  deposit  with  i  volt  and  a  large 
anode-surface  is  not  so  white  as  one  with  two  volts  and  a 
smaller  anode-surface,  about  ^  of  that  of  the  cathode.  Cast- 
brass  is  especially  suitable  for  cobalting,  as  well  as  metallic 
articles  which  are  kept  in  dry  rooms  or  used  lor  ornamental 
purposes. 

CohalHng  by  contact, — While  nickeling  by  contact  with  zinc 
yields  only  incomplete  results,  the  cobalting  of  copper  and  brass 
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articles  succeeds  very  well  with  the  use  of  the  following  bath: 
Crystallized  cobalt  sulphate  0.35  oz.,  crystallized  sal  ammoniac 
0.07  oz.,  water  i  quart.  Heat  the  bath  to  between  104°  and  1 22° 
F.,  and  immerse  the  previously  cleansed  and  pickled  articles  in 
the  bath,  bringing  them  in  contact  with  a  bright  zinc  surface  not 
too  small ;  for  small  articles  a  zinc  sieve  may  be  used.  In  3  or 
4  minutes  the  coating  is  heavy  enough  to  bear  vigorous  polishing. 


CHAPTER  VIII. 

DEPOSITION  OF  COPPER,  BRASS,  AND  BRONZE. 

I.  Coppering. 

Properties  of  copper, — Copper  has  a  characteristic  red  color, 
and  possesses  strong  lustre ;  it  is  very  tenacious,  may  be  rolled 
to  thin  lamina,  and  readily  drawn  into  fine  wire.  The  specific 
gravity  of  wrought  copper  is  8.95,  and  of  cast  8.92.  Copper 
fuses  more  readily  than  gold,  but  with  greater  difficulty  than 
silver. 

In  a  humid  atmosphere  containing  carbonic  acid,  copper  be- 
comes gradually  coated  with  a  green  deposit  of  basic  carbonate; 
when  slightly  heated  it  acquires  a  red  coating  of  cuprous  oxide, 
and  when  strongly  heated  a  black  coating  of  cupric  oxide  with 
some  cuprous  oxide.  Copper  is  most  readily  attacked  by  nitric 
acid,  but  is  slowly  dissolved  when  immersed  in  heated  hydro- 
chloric or  sulphuric  acid ;  with  exclusion  of  the  air,  it  is  not 
dissolved  by  dilute  sulphuric  or  hydrochloric  acid,  and  but 
slightly  with  admission  of  the  air.  Liqiiid  ammonia  causes  a 
rapid  oxidation  of  copper  in  the  air  and  the  formation  of  a  blue 
solution.  An  excess  of  potassium  cyanide  dissolves  copper. 
Sulphuretted  hydrogen  blackens  bright  copper. 

Copper  baths. — The  composition  of  these  baths  depends  on 
the  purpose  they  are  to  serve,  and  below  arc  mentioned  the 
most  approved  baths,  with  the  exception  of  the  acid  copper 
15 
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bath  used  for  plastic  deposits  of  copper,  which  will  be  discussed 
later  on  under  **  Copper  galvanoplasty." 

In  most  cases  the  more  electro-positive  metals,  zinc,  iron,  tin, 
etc.,  are  to  be  coppered  either  as  preparation  for  the  succeed- 
ing process  of  nickeling,  silvering,  or  gilding,  or  to  protect 
them  against  oxidation,  or  for  the  purpose  of  decoration.  The 
above-mentioned  electro-positive  metab,  however,  decompose 
acid  copper  solutions  and  separate  from  them  pulverulent  cop- 
per, while  an  equivalent  portion  of  zinc,  iron,  tin,  etc.,  is  dis- 
solved. For  this  reason,  such  solutions  of  copper  cannot  be 
used  for  coating  these  metals  for  this  purpose,  alkaline  copper 
baths  being  exclusively  employed,  which  may  be  arranged 
under  two  groups — those  containing  potassium  cyanide,  and 
those  without  it. 

Hassaucr  prepares  a  copper  bath  by  dissolving  3^  ozs.  of 
copper  cyanide  in  a  solution  of  17^  o/.s.  of  70  per  cent, 
potassium  cyanide  in  3  quarts  of  water,  boiling,  filtering,  and 
diluting  with  7  quarts  of  water  to  a  lo-quart  bath.  This  bath 
works  very  well  when  heated  to  between  113^  and  122°  F., 
but  when  used  cold  requires  a  very  strong  current,  and  hence 
the  use  of  the  following  formulse  is  recommended  :  — 

Copper  baths  for  iron  and  steel  articles. — I.  To  be  used  at  the 
ordinary  temperature, — Water  10  quarts,  bisulphite  of  soda  in 
powder  7  ozs.,  crjrstallized  carbonate  of  soda  14  ozs.,  neutral 
acetate  of  copper  7  3zs.,  75  per  cent,  potassium  cyanide  7  ozs., 
spirits  of  sal  ammoniac  4.4  ozs. 

II.  For  hot  coppering  {at  between  t4<P  and  ijS^  F,)  Roseleur 
recommends :  Water  10  quarts,  bisulphite  of  soda  in  powder 
2}  ozs.,  crystallized  carbonate  of  soda  7  ozs.,  neutral  acetate  of 
copper  7  ozs.,  75  per  cent,  cyanide  of  potassium  9^  ozs.,  spirit 
of  sal  ammoniac  4  ozs. 

The  baths  are  best  prepared  as  follows :  Dissolve  the  bisul- 
phite and  carbonate  of  soda  in  one-half  the  water,  the  potassium 
cyanide  in  the  other  half,  and  mi.x  the  copper  salt  with  the 
spirit  of  sal  ammoniac;  then  pour  the  blue  ammoniacal  copper 
■  solution  into  the  solution  of  the  soda  salts,  and  finally  add  the 
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potassium  cyanide  solution;  the  bath  will  then  be  clear  and 
colorless.  Boiling,  though  not  absolutely  necessary,  is  of  ad- 
vantage, after  which  the  solution  is  to  be  filtered. 

According  to  full  investigations  made,  the  excess  of  carbonate 
of  soda  in  formula  I.  serves  no  special  purpose,  but  on  the 
contrary,  in  many  cases,  is  directly  detrimental;  neither  is  the 
use  of  ammonia  of  any  special  advantage,  and  it  may  just  as 
well,  or  rather  belter,  be  omitted.  Further,  the  use  of  separate 
baths  for  cold  and  warm  coppering  is  at  least  questionable.  It 
is  believed  that  a  single  bath  suffices  for  both  cases,  heating 
having  been  found  of  special  advantage  only  for  rapitl  and 
thick  coppering,  or  for  obtaining  particular  shades  which  are 
produced  w  ith  difficulty  in  the  cold  bath,  but  without  trouble  in 
the  heated  bath. 

The  following  formula  may  be  highly  recommended,  a  cop- 
per bath  composed  according  to  it  always  yielding  good  and 
sure  results:— 

III.  Water  lo  quarts,  crystallized  carbonate  of  soda8|^  ozs., 
crsrstallized  bisulphite  of  soda  7  ozs.,  neutral  acetate  of  copper 
7  ozs.,  98  or  99  per  cent,  potassium  cyanide  ozs. 

The  bath  is  prepared  as  follows:  Dissolve  in  7  quarts  of 
warm  water  the  carbonate  of  aoda,  gradua/fy  add  the  bisulphite 
of  soda  to  prevent  violent  effervescence,  and  then  add,  with 
vigorous  stirring,  the  acetate  of  copper  in  small  portions. 
Dissolve  the  potassium  cyanide  in  3  quarts  of  cold  water,  and 
mix  both  solutions  when  the  first  is  cold.  By  thorough  stirring 
with  a  clean  wooden  stick  a  clear  solution  is  quickly  obtained 
which  is  allowed  to  settle  and  siphoned  off  clear.  If  after  the 
addition  of  the  potassium  cyanide  the  bath  should  not  become 
colorless,  or  at  least  wine-yellow,  add  a  small  quantity  more  of 
potassium  cyanide.  This  bath  does  not  require  a  strong  cur- 
rent, and  yields  an  especially  heavy  coppering  of  a  beautiful 
red  color;  a  current  of  0.4  ampere  at  a  tension  of  3  to  3.5  volts 
is  calculated  for  l$y>  square  inches  of  surface  of  objects. 
With  a  greater  content  of  potassium  cyanide  the  tension  may 
be  correspondingly  decreased. 
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For  coppering  sine  artUles^  Roseleur  reconiinends  the  lollow- 

ing  bath : — 

IV.  Water  to  quarts,  tartar,  free  from  lime,  6.7  ozs.,  crystal- 
lized cafbonate  of  soda  15  ozs.,  blue  vitriol  6.7  ozs.,  caustic 
soda  lye  of  i6<^  Be.  }  lb. 

To  prepare  this  bath,  dissolve  the  tartar  and  the  cnrstallized 
carbonate  of  soda  in  ^  of  the  water,  and  the  blue  vitriol  in  the 
remaining  ^,  and  mix  both  solutions.  Filter  off  the  precipi- 
tate, dissolve  it  in  the  caustic  soda  lye,  and  add  this  solution  to 
the  other. 

This  bath  works  very  well,  and  may  be  recommended  to 
electro- platers  who  copper  zinc  exclusively,  but  where  all  kinds 
of  metals  arc  to  be  coppered,  bath  No.  111.  is  to  be  preferred,  it 
yielding  equally  good  results  for  zinc. 

For  small  zinc  objects  which  are  to  be  coppered  in  a  sieve, 
bath  No.  III.  is  used,  it  being  heated  for  this  purpose,  and  a 
little  more  potassium  cyanide  added.  Roseleur  recommends 
for  the  same  purpose  a  bath  composed  as  follows:  — 

V.  Water  10  quarts,  neutral  crystallized  bisulphite  of  soda 
I  ozs.,  neutral  acetate  of  copper  8  ozs.,  75  per  cent,  potass- 
ium cyanide  12^  ozs.,  and  ammonia  Yj  oz.  The  bath  is  pre- 
pared in  the  same  manner  as  formulx  I.  to  III. 

In  preparing  copper  baths,  the  acetate  of  copper  prescribed 
in  the  preceding  formuls  may  be  replaced  by  the  carbonate  or 
sulphate,  the  substitution  of  the  latter,  after  its  previous  con- 
version into  carbonate,  being  of  special  advantage  in  order  not 
to  impart  to  the  bath  too  great  a  resbtance  by  the  potassium 
sulphate,  formed  by  reciprocal  decomposition.  The  following 
formula  is  especially  suitable  for  the  use  of  sulphate  of  copper 
(blue  vitriol) 

VI.  Blue  vitriol  \o%  ozs. 

Crystallized  carbonate  of  soda  \oy^  " 

Water   ID  quarts. 

Pulverized  bisulphite  of  soda ...     7  ozs. 
Crystallized  carbonate  of  soda .      .  ozs. 
98  to  99  per  cent,  potassium  C3ranide         8^  " 
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First  dissolve  the  lO^  ozs.  of  blue  vitriol  and  the  io}i  ozs. 
of  crystallized  carbonate  of  soda,  each  by  itself,  in  hot  water, 
and  mix  the  two  solutions ;  allow  the  precipitate  of  carbonate 
of  copper  to  settle,  and  pour  ofT  the  supernatant  clear  fluid. 
Then  pour  upon  the  precipitate  5  quarts  of  water,  add  the 
bisulphite  of  soda,  next  the  carbonate  of  soda,  and  mix  this 
solution  with  the  solution  of  the  potassium  cyanide  in  5  quarts 
of  water.  The  f!uid  rapidly  becomes  clear  and  colorless,  when 
it  is  boiled  and  filtered. 

In  a  recent  formula  cuprous  oxide,  which  is  found  in  com- 
merce under  the  name  of  cupron,  is  used  in  place  of  cupric  oxides. 

VII.  Cupron  3'<  ozs.,  99  per  cent,  potassium  cyanide  105^ 
ozs.,  pulverized  bisulphite  of  soda  10^2  ozs..  water  15  quarts. 

Dissolve  the  potassium  cyanide  in  one  half  the  prescribed 
quantity  of  water  (cold),  then  gradually  stir  in  the  cupron, and 
after  the  solution  of  the  latter  add  the  bisulphite  of  soda  pre- 
viously dissolved  in  the  other  half  of  the  water. 

In  place  of  cupron,  cuproso-cupric  sulphite,  an  article 
patented  in  Germany,  may  be  used.  This  salt  dissolves  in 
potassium  cyanide  without  perceptible  evolution  of  cyanogen, 
since  it  contains  more  than  the  sufficient  quantity  of  sulphurous 
acid  than  is  required  for  the  reduction  of  the  oxide  salt  present. 
The  baths  prepared  with  cuproso-cupric  sulphite  can  be  pre- 
pared more  cheaply  than  baths  with  cupron. 

Suitable  formulae  for  baths  with  cuproso-cupric  sulphite  are 
as  follows : — 

VIII.  Ammonia-soda  if  ozs.,  99  per  cent,  potassium  cyanide 
ozs.,  cuproso-cupric  sulphite  4}^  ozs.,  water  ib  quarts;  or, 

IX.  60  per  cent,  potassium  cyanide  14  ozs.,  cuproso-cupric 

sulphite  4^  ozs.,  water  10  quarts. 

Dissolve  the  salts  in  the  order  given  in  5  quarts  of  the  water, 
stirring  constantly,  and  then  add  the  remaining  5  quarts  of 
water. 

Of  the  many  directions  for  copper  baths  without  potassium 
cyanide,  to  which  also  belongs  the  bath  prepared  according  to 
formula  IV.,  and  which  have  chiefly  been  proposed  for  copper- 
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ing  cast  and  wrought  iron,  only  a  few  need  be  mentioned  as 
being  actually  available. 

V/eil  obtains  a  deposit  of  copper  in  a  bath  consisting  of  a 
solution  of  blue  vitriol  in  an  alkaline  solution  of  tartrate  of  potas- 
sium or  sodium.    Such  a  bath  is  composed  as  follows : — 

X.  Water  lo  quarts,  potassium  sodium  tartrate  (Rochelle 
salt)  53  ozs.,  blue  vitriol  loy^  ozs.,  60  per  cent,  caustic  soda 
28  ozs. 

The  chief  purpose  of  the  large  content  of  caustic  soda  is  to 
keep  the  tartrate  of  copper,  which  is  almost  insoluble  in  water, 
in  solution.  According  to  Weil,  the  coppering  may  be  execu- 
ted in  three  diflferent  ways,  as  follows : — 

The  iron  articles  tied  to  zinc  wires  or  in  contact  with  zinc 
strips  are  brought  into  the  bath ;  the  coppering  thus  taking 
place  by  contact.  Or,  porous  clay  cells  are  placed  in  the  bath 
containin;^  the  articles  ;  these  clay  cells  are  filled  with  soda  lye 
in  which  zinc  plates  connected  with  the  object-rods  arc  allowed 
to  dip,  the  arrangement  in  this  case  forming  an  element  with 
which,  by  the  solution  of  the  zinc  in  the  soda  lye,  a  current  is 
produced,  which  effects  the  decomposition  of  the  copper  solu- 
tion and  the  deposition.  When  saturated  with  zinc  the  soda 
lye  becomes  ineffective,  and,  according  to  Weil,  it  may  be  re- 
generated by  the  addition  of  sodium  sulphide,  which  separates 
the  dissolved  zinc  as  zinc  sulphide.  TAe  third  method  of  copper- 
mj^consfsts  in  the  use  of  the  current  of  a  battery  or  of  a  dynamo- 
machine,  in  which  case  copper  anodes  have,  of  course,  to  be 
employed. 

A  copper  bath  recommcned  by  VValenn  is  composed  of  a 
solution  of  equal  parts  of  tartrate  of  ammonia  and  potassium 
cyanide,  in  which  3  to  5  per  cent,  of  copper  (in  the  form  of 
blue  vitriol  or  moist  cupric  hydrate)  is  dissolved.  The  bath  is 
to  be  heated  to  about  140^  F. 

Copper  bath  according  to  Pfanhauser. — ^Dissolve  2^  ozs.  of 
cyanide  of  copper,  \%  drachms  each  of  pure  100  per  cent, 
potassium  cyanide  and  crystallized  sal  ammoniac,  and  5^ 
drachms  of  ammonia  soda  in  i  quart  of  lukewarm  water,  stirring 
constantly  until  all  the  salts  are  dissolved. 
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The  temperature  of  the  bath  should  be  between  68°  and  77*^ 
F.,  and  the  strength  of  current  3  volts.  Density  of  current  0.5 
ampere.  In  case  the  bath  should  become  poor  in  metal, 
cyanide  of  copper  has  to  be  added.  When  the  copper  anodes 
become  coated  with  too  great  an  abundance  of  green  slime, 
which  does  not  decrease  during  the  night  when  the  bath  is  not 
working,  some  potassium  cyanide,  about  ^  drachm  per  quart, 
should  be  added. 

Gaudmn*s  copper  bath  consists  of  a  solution  of  oxalate  of 
copper  with  oxalate  of  ammonia  and  free  oxalic  acid.  Fon- 
taine asserts  that  the  bath  works  well,  when  heated  to  between 
140*  and  I5<^  F. 

Copper  baths  containing  cyanide  cannot  be  brought  into 
pitched  vats,  vats  of  stoneware  or  enameled  iron  being  used  for 
smaller  baths,  and  for  larger,  basins  of  brick  set  in  cement,  or 
iron  reservoirs  lined  with  ebonite.  For  large  baths  containing 
potassium  cyanide  wooden  vats  lined  with  lead  can  be  used 
without  disadvantage,  since  a  slight  coating  of  cyanide  of  lead, 
which  may  be  formed  upon  the  lead,  is  insf)]uble  in  potassium 
cyanide,  and  even  if  a  small  quantity  of  c\  anide  of  lead  would 
be  dissolved  in  the  bath  by  the  presence  of  organic  acids,  a 
separation  of  lead  besides  copper  upon  the  cathodes  does  not 
take  place. 

Execution  of  coppering. — The  general  rules  given  under  nickel- 
ing, as  regards  the  suitable  composition  of  the  bath,  correct 
selection  of  anodes,  careful  scouring  and  pickling  of  the  objects 
and  proper  current-strength  also  apply  to  coppering. 

Annealed  sheets  of  pure  copper  with  as  large  a  surface  as 
possible  serve  as  anodes.  In  all  baths  containing  cyanide  the 
anodes  become,  in  a  comparatively  short  time,  coated  with  a 
greenish  slime  consisting  of  a  basic  copper  cyanide  mostly 
soluble  in  excess  of  potassium  cyanide.  When  a  very  thick 
formation  of  such  slime  takes  place,  potassium  cyanide  is  want- 
ing, and  has  to  be  added.  Other  phenomena  appearing  in 
copper  baths  containing  cyanide  may  as  well  here  be  men- 
tioned.   Too  large  an  excess  of  potassium  cyanide  causes  a 
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Strong  evolution  of  hydrogen  bubbles  on  the  objects ;  but  no 
deposition  of  copper,  or  only  a  slight  one,  takes  place,  which 
besides  has  the  tendency  to  peel  off.  If  this  phenomenon  ap- 
pears after  adding  potassium  cyanide,  the  excess  can  be  readily 
removed  by  the  addition  of  copper  salt,  best  cyanide  of  copper, 
stirred  with  a  small  quantity  of  the  bath  to  a  thinly  fluid  paste 
and  added  to  the  bath  with  constant  and  long-continued  stirring. 
After  each  addition,  a  test  is  made  whether  an  object  suspended 
in  the  bath  is  rapidly  and  regularly  coppered;  if  such  is  not 
the  case,  the  addition  of  cyanide  of  copper  is  repeated  until 
the  bath  works  in  a  faultless  and  correct  manner.  On  the  other 
iTand,  a  deposit  may  not  be  formed  for  the  want  of  potassium 
cyanide,  which  is  already  indicated  by  a  thick  formation  of  slime 
on  the  anodes,  and  by  the  fluid  acquiring  a  pale  blue  color ;  or 
the  metallic  content  of  the  bath  may  be  too  small.  While  in 
the  first  case  a  slight  addition  of  potassium  cyanide  alone  will 
cause  the  bath  to  work  correctly,  in  the  other  case,  an  addition 
of  solution  of  copper  cyanide  in  potassium  cyanide  is  required 
to  augment  the  content  of  metal  in  the  bath,  it  being  best  to 
introduce  toj;ether  with  the  metallic  cyanide  solution  a  small 
quantity  of  carbonate  and  bisulpliite  of  soda,  in  order  to  de- 
crease the  resistance  to  conductivity.  In  place  of  solution  of 
copper  cyanide  in  potassium  cyanide,  commercial  crystallized 
potassium  copper  cyanide  may  be  used.  In  coppering  with  a 
strong  current  the  anodes  become  frequently  coated  to  such 
an  extent  that  finally  no  current  passes  into  the  bath,  the  ex- 
cess of  potassium  cyanide  being  unable  to  dissolve  the  copper 
cyanide  as  rapidly  as  it  is  formed.  In  this  case  scouring  the 
anodes  is  the  only  remedy. 

Many  platers  are  of  the  opinion  that  the  articles  to  be 
coppered  do  not  require  very  careful  cleaning  and  pickling  be- 
fore plating  because  the  copper  bath  containing  potassium 
cyrnide  as  well  as  copper  baths  with  alkaline-organic  combina- 
tions sufficiently  effect  the  cleansing  and  pickling.  This  opin- 
ion, however,  is  wrong.  It  is  true  the  potassium  cyanide  dis- 
solves a  layer  of  oxide,  but  not  or  at  least  very  incompletely 
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any  grease  present  upon  the  articles,  and  hence  it  advisable  to 
free  articles  intended  for  coppering  as  thoroughly  irom  grease 
as  articles  to  be  nickeled.  ^ 

The  preliminary  scouring  and  pickling  of  the  articles  to  be 
coppered  are  executed  according  to  the  directions  given  on 
page  156.  The  same  precautions  discussed  under  nickeling 
have  to  be  used  in  suspending  the  objects  in  the  bath,  and  the 
directions  given  there  for  the  suitable  arrangement  of  the 
anodes,  etc..  also  apply  to  coppering ;  however,  a  copper  bath 
conducting  better  than  a  nickel  bath,  the  distance  between  the 
anodes  and  the  objects  may,  if  necessary,  be  somewhat  greater. 

With  a  proper  arrangement  of  jthe  anodes  and  correct  regu- 
lation of  the  current,  the  objects  should  be  entirely  coated  with 
copper  in  a  few  minutes  after  being  hung  in  the  bath.  In  five 
to  ten  minutes  the  objects  are  taken  from  the  bath  and  brushed 
with  a  scratch-brush  of  not  too  hard  brass  wires,  wliereby  the 
deposit  should  everywhere  show  itself  to  be  durable  and  ad- 
herent. Defective  places  arc  especially  thoroughly  scratch- 
brushed,  scoured,  and  pickled  ;  the  objects  are  then  returned 
to  the  bath.  For  solid  and  heavy  coppering  the  objects  remain 
in  the  bath  until  the  original  lustre  and  red  tone  of  the  copper- 
ing disappear  and  pass  into  a  dull  discolored  brown  ;  at  this 
stage  the  objects  are  again  scratch-brushed  until  they  show 
lustre  and  the  red  copper  color,  whereby  it  is  of  advantage  to 
moisten  them  with  tartar  water.  They  are  then  again  returned 
to  the  bath,  where  they  remain  until  the  dull  discolored  tone 
reappears.  They  are  then  taken  out,  scratch-brushed  bright^ 
rinsed  in  several  clean  waters,  plunged  into  hot  water,  and  finally 
dried,  first  in  sawdust  and  then  thoroughly,  at  a  high  tempera- 
ture, in  the  drying  chamber.  Special  attention  must  be  paid  to 
the  thorough  washing  of  the  coppered  objects,  because,  if  any- 
thing of  the  bath  containing  cyanide  remains  in  the  depressions 
or  pores,  smalit  dark^  round  stains  appear  on  those  places, 
which  cannot  be  removed,  or  at  least  only  with  great  difficulty, 
they  reappearing  again  in  a  short  time  after  having  been  ap- 
parently removed.    This  formation  of  stains  appears  especially 
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frequently  upon  coppered  (as  well  as  brassed)  iron  and  zinc 
castings,  which  cannot  be  produced  without  pores.  To  prevent 
the  formation  of  these  stains  the  following  method  is  recom- 
mended:  Since  the  rinsing  in  many  waters,  and  even  allowing 
the  objects  to  lie  for  hours  in  running  water,  offer  no  guarantee 
that  every  trace  of  fluid  containing  cyanide  has  been  removed, 
the  objects  are  brought  into  a  slightly  acid  bath  which  de- 
composes the  fluid,  a  mixture  of  i  part  of  acetic  acid  and  50 
parts  of  water  being  well  adapted  for  the  purpose.  The  objects 
are  allowed  to  remain  in  this  mixtitre  for  three  to  five  minutes, 
when  they  are  rinsed  off  in  water  and  dipped  for  a  few  minutes 
in  dilute  milk  of  lime.  They  are  finally  rinsed  ofT  and  dried. 
Coppered  castings  thus  treated  will  show  no  stains. 

O.  Shultz  obtained  a  patent  for  the  following  method  for  re- 
moving the  hydrochloric  acid  from  the  pores,  and  thus  prevent- 
ing the  formation  of  stains :  The  plated  objects  are  placed  in  a 
room  which  can  be  hermetically  closed.  The  air  is  then  re- 
moved from  the  room  by  the  introduction  of  steam  of  a  high 
tension,  and  by  means  of  an  air-pump,  and  water  sprinkled 
upon  the  objects.  By  this  treatment  in  vacuum  the  fluid  in  the 
pores  comes  to  the  surface  and  the  salt  solution  is  removed  by 
the  water  sprinkled  over  liie  articles. 

After  dry  ing,  the  deposit  of  copper,  if  it  is  to  show  high 
lustre,  is  polished  with  soft  wheels  of  tine  flannel  and  dry  Vienna 
lime;  commercial  polishing  red  FFF,  moistened  with  a  little 
alcohol,  is  also  an  excellent  polishing  agent  ior  copper  and  all 
other  soft  metals. 

As  is  well  known,  massive  copper  rapidly  oxidizes  in  a  humid 
atmosphere,  and  this  is  the  case  to  a  still  greater  extent  with 
electro'deposited  copper.  Hence,  the  coppered  objects,  if  they 
are  not  to  be  further  coated  with  a  non-oxidizing  metal,  have 
to  be  provided  with  a  colorless,  transparent  coat  of  lacquer  (see 
"  Lacquering"). 

It  frequently  happens  that  slightly  coppered  (as  well  as 
slightly  brassed)  objects,  especially  of  zinc,  after  some  time,  be- 
come entirely  white  and  show  no  trace  of  the  deposit.   This  b 
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due  to  the  deposit  penetrating  into  the  basis-metal,  as  already 
explained.  Lacquering  in  this  case  is  of  no  avail,  the  deposit 
also  disappearing  under  the  coat  of  lacquer.  The  only  remedy 
against  this  phenomenon  is  a  heavier  deposit. 

If  the  coppered  objects  are  to  be  coated  with  another  metal, 
drying  is  omitted,  and  after  careiul  rinsing  they  are  directly 
brought  into  the  respective  bath,  or  into  thequicking  pickle,  if, 
as,  for  instance,  in  silvering,  quicking  has  to  be  done.  In  such 
cases,  where  the  copper  deposit  serves  only  as  an  intermediary 
for  the  reception  of  another  metallic  coating,  the  objects  need  not 
to  be  coppered  as  thickly,  as  previously  described,  by  treating 
them  three  times  in  the  bath.  Preliminary  coppering  for  5  to 
10  minutes  suffices  in  all  cases,  which  is  succeeded  by  scratch- 
brushing  in  order  to  be  convinced  that  the  deposit  adheres 
firmly  and  that  the  basis- metal  is  uniformly  coated.  The  ob- 
jects are  then  hung  in  the  bath  for  5  to  10  minutes  longer  with 
a  weak  current.  In  coppering  sheet  iron  or  sheet  zinc  which  is 
to  be  nickeled,  the  sheets  are  taken  from  the  bath  alter  3  to  5 
minutes,  at  any  rate  while  they  still  retain  their  lustre,  scratch- 
brushing  being  in  this  case  omitted.  For  coppering  such  sheets 
a  current-density  of  0.5  ampere  with  a  tension  of  3.5  to  4  volts 
is  required.  The  treatment  of  copper  baths,  when  they  be- 
come inactive  or  exhibit  other  abnormal  phenomena,  has  been 
referred  to  on  p.  194 ;  all  other  rules  for  galvanic  baths  given 
in  Chap.  VI.  must  here  also  be  observed. 

For  coppering  small  ar/iclcs  m  ifias.\t'  in  sieves  it  is  recom- 
mended to  have  the  copper  baths  right  hot;  for  the  rest,  the 
process  is  the  same  as  that  given  for  nickeling  small  articles  en 
masse. 

Coppering  by  contact  and  dipping, — According  to  LudersdorfT, 
a  solution  of  tartrate  of  copper  in  neutral  potassium  tartrate 
serves  for  thb  purpose.  A  suitable  modification  of  this  bath  is 
as  follows:  Heat  10  quarts  of  water  to  140^  F.,  add  2  lbs.  of 
pulverized  tartar  (cream  of  tartar)  free  from  lime,  and  loyi  ozs. 
of  carbonate  of  copper.  Keep  the  fluid  at  the  temperature 
above  mentioned  until  the  evolution  of  gas  due  to  the  decom- 
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position  of  the  carbonate  of  copper  ceases,  and  then  add  in 
small  portions,  and  with  constant  stirring,  pure  whiting  until 
effervescence  is  no  longer  perceptible.  Filter  off  the  fluid  from 
the  tartrate  of  lime,  separate  and  wash  the  precipitate  so  that 
the  filtrate,  inclusive  of  the  wash  water,  amounts  to  lo  or  12 
quarts. 

Zinc  is  coppered  in  this  bath  by  simple  immersion  ;  other 
metals  have  to  be  brought  in  contact  with  zinc. 

To  coat  sine  plates  with  a  very  thin  hut  hard  la^er  of  copper ^ 
immerse  the  plates  in  a  bath  composed  of  100  parts  of  water 
saturated  with  cupric  chloride— cupric  chloride  40  parts,  water 
60 — 1 50  parts  of  ammonia  and  3000  parts  of  water.  For  very 
solid  coppering,  the  above-described  bath,  which  is  of  a  beautiful 
blue  color,  is  used,  and  a  saturated  solution  of  potassium 
cyanide  in  water  added  until  the  blue  of  the  first  mixture  has 
quite  disappeared.  Vox  plates  engraved  with  tlic  burin  or  for 
stamped  plates,  it  is  best  to  use  a  mixture  of  cyanide  of  copper 
with  neutral  potassium  sulphate,  to  which  is  added  a  mixture  of 
a  saturated  solution  of  blue  vitriol  in  water  and  of  water  satur- 
ated with  cyanide  of  copper.  The  bath  is  ready  for  use  when 
the  precipitate  is  completely  dissolved  and  the  fluid  entirely 
discolored. 

Another  contact  coppering  bath  is  that  prepared  according 
to  formula  X.,  proposed  by  Weil.  In  this  bath  zinc  is  also 
coppered  by  simple  immersion,  and  copper  and  iron  in  con- 
tact with  zinc  strips. 

According  to  Bacco,  a  copper  bath  in  which  zinc  may  be 
coppered  by  immersion,  and  iron  and  other  metals  in  contact 
with  zinc,  is  prepared  by  adding  to  a  saturated  solution  of  blue 
vitriol,  potassium  cyanide  solution  until  the  precipitate  of 
cyanide  of  copper  which  is  formed  is  again  dissolved.  Then 
add  iV  to  i  of  the  volume  of  liquid  ammonia  and  dilute  with 
water  to  8°  Be. 

The  so-called  brush-coppering  which  has  been  recommended 
may  here  be  mentioned.  This  process  may  be  of  practical 
advantage  for  coppering  very  lafge  objects  which  by  another 
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method  could  only  be  coated  with  difficulty.  The  deposit 
of  copper  is,  of  course,  very  thin.  The  process  is  executed 
as  follows :  The  utensils  required  are  two  vessels  of  sufficient 
size,  each  provided  with  a  brush,  preferably  so  wide  that  the 
entire  surface  of  the  object  to  be  treated  can  be  coated  with 
one  application.  One  of  the  vessels  contains  a  strongly  satu- 
rated solution  of  caustic  soda,  and  the  other  a  strongly  satu- 
rated solution  of  blue  vitriol  For  coppering,  the  well-cleansed 
object  IS  first  uniformly  coated  with  a  brushful  of  the  caustic 
soda  solution,  and  then  also  with  a  brushful  of  the  blue  vitriol 
solution.  A  quite  thick  film  of  copper  is  immediately  deposited 
upon  the  object.  Care  must  be  had  not  to  have  the  brush  too 
full  and  not  to  touch  the  places  once  gone  over  the  second 
time,  as  otherwise  the  layer  of  copper  docs  not  adhere  firmly. 

Many  iron  and  steel  objects  are  provided  with  a  thin  film  of  . 
copper  in  order  to  give  them  a  more  pleasing  appearance.  For 
this  purpose  a  copper  solution  of  lo  quarts  of  water,  i  34  ozs.  of 
blue  vitriol,  and  i  3{  ozs.  of  pure  concentrated  sulphuric  acid 
may  be  used.  Dip  the  iron  or  steel  objects,  previously  freed 
from  grease  and  oxide,  for  a  moment  in  the  solution,  moving 
them  constantly  to  and  fro :  then  rinse  them  immediately  in 
ample  water,  and  dry.  By  keeping  the  articles  too  long  in  the 
solution,  the  copper  separates  in  a  pulverulent  form  and  does 
not  adhere. 

Steel  pens,  needles'  eyes,  etc.,  may  be  coppered  by  diluting 
the  copper  solution  just  mentioned  with  double  the  quantity  of 
water,  moistening  sawdust  with  the  solution  and  revolving  the 
latter,  together  with  the  articles  to  be  coppered,  in  a  wooden 
tumbling  box  (p.  129). 

The  inlaying  of  depressions  of  coppered  art-castings  with 
black  may  be  done  in  different  ways.  Some  blacken  the  ground 
by  applying  a  mixture  of  spirit  lacquer  with  lampblack  and 
graphite,  while  others  use  oil  of  turpentine  with  lampblack  and 
a  few  drops  of  copal  lacquer.  A  very  thin  nigrosin  lacquer 
mixed  with  finely  pulverized  graphite  is  very  suitable  for  the 
purpose.    When  the  lacquer  is  dry  the  elevated  places  which 


Digitized  by  Google 


238 


ELECTRO'DEPOSmON  OF  METALS. 


are  to  show  the  copper  color  are  cleansed  with  a  linen  tag 
moistened  with  alcohol. 

£lectrol3rtically  coppered  articles  may  be  inlaid  black  by 
coating  them,  after  thorough  scouring  and  pickling,  with  arsenic 
in  one  of  the  baths  given  under  "  Electro-deposition  of  Arsenic," 
and,  after  drying  in  hot  water  and  sawdust,  freeing  the  surfaces 
and  profiles,  which  arc  to  appear  coppered,  from  the  coating  of 
arsenic  by  polisliinj;  uj)on  a  felt  wheel.  If  this  polishing  is  to 
be  avoided,  the  portions  which  are  not  to  be  black  may  be 
coated  with  stopping-oif  varnish,  and  arsenic  deposited  upon 
the  places  remaining  free. 

For  colorings  plaHnizing^  and  oxidizing  of  cop^^  see  the 
proper  chapter. 

2.  Brassing  (  Cuivre-poli  Deposit ) . 

Brass  is  an  alloy  of  copper  and  zinc  whose  color  depends  on 
the  quantitative  proportions  of  both  metals.   The  alloys  known 

zs  yciloiu  brass,  red  brass  {similor,  /ombac ),  cons\st  essentially 
of  copper  and  zinc,  wliile  those  known  as  bi//  metal,  gun  metal, 
and  the  bronzes  of  the  ancients  are  composed  of  copper  and  tin. 
Modern  bronzes  contain  copper,  zinc,  and  tin. 

The  behavior  oi  brass  towards  acids  is  nearly  the  same  as 
that  of  copper;  *it  oxidizes,  however,  less  readily  in  the  air,  is 
harder  than  copper,  malleable,  and  can  be  rolled  and  drawn 
into  wire. 

Brass  baths, — According  to  the  plan  pursued  in  this  work, 
only  the  most  approved  formulae'  will  be  given.  There  exist 
a  large  number  of  directions  for  brass  baths ;  but  we  share  the 
opinion  of  Roseleur,  that  a  brass  bath  containing  copper  and  zinc 

salts  in  nearly  equal  proportions  is  the  most  suitable  and  least 
subject  to  disturbances.  A  brass  bath  is  to  be  considered  as  a 
mixture  of  solutions  uf  cyanide  of  copper  and  cyanide  of  zinc, 
or  of  other  cop{)er-zinc  salts  in  the  most  suitable  solvent;  and 
since  a  solution  oi  cyanide  of  copper  requires  a  different  current- 
strength  from  one  of  zinc  salt,  it  will  be  seen  that  according  to 
the  greater  or  smaller  current-strength,  now  more  of  the  one. 
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and  now  more  of  the  other  metal  is  deposited,  which,  of  course, 
influences  the  color  of  the  deposit  Hence  the  proper  regula- 
tion of  the  current  is  the  chief  condition  for  obtaining  beauti- 
ful deposits,  let  the  bath  be  composed  as  it  may. 

For  all  baths  containing  more  than  one  metal  in  solution,  it 
may  be  laid  down  as  a  rule  that  the  less  positive  metal  is  first 
deposited.  In  a  brass  bath  copper  is  the  negative  and  zinc  the 
positive  metal;  and  hence  a  weaker  current  deposits  more 
copper,  in  consequence  of  which  the  deposit  becomes  redder, 
while,  vice  versa^  a  more  powerful  current  decomposes  besides 
the  copper  solution  also  a  larger  quantity  of  zinc  solution  and 
reduces  zinc,  the  color  produced  bein^  more  pale  yellow  to 
greenish.  By  bearing  this  in  mind  it  is  not  difficult  to  ob- 
tain any  desired  shades  within  certain  limits. 

I.  Brass  bath  accordiug  to  Rosclcur. — Blue  vitriol  and  zinc 
sulphate  (white  vitriol),  of  each  5  ounces,  and  crystalhzed 
carbonate  of  soda  15-^4  ounces.  Crystallized  carbonate  of  soda 
and  crystallized  bisulphite  of  soda,  of  each  7  ounces,  98  per 
cent,  potassium  cyanide  8^  ounces,  arsenious  acid  30^  grains, 
water  10  quarts. 

The  bath  is  prepared  as  follows:  In  5  quarts  of  warm  water 
dissolve  the  blue  vitriol  and  the  zinc  sulphate ;  and  in  the  other 

5  quarts  the  15^  ounces  of  carbonate  of  soda;  then  mix  both 
solutions,  with  stirring.  A  precipitate  of  carbonate  of  copper 
and  carbonate  of  zinc  is  formed,  which  is  allowed  quietly  to 
settle  for  10  to  12  hours,  when  the  supernatant  clear  fluid  is 
carefully  poured  ofi",  so  that  nothing  of  the  precipitate  is  lost. 
Washing  the  precipitate  is  not  necessary ;  the  clear  fluid  poured 
off  is  of  no  value  and  is  thrown  away.  Now  add  to  the  preci- 
pitate so  much  water  that  the  resulting  fluid  amounts  to  about 

6  quarts,  and  dissolve  in  it,  with  constant  stirring,  the  carbonate 
and  bisulphite  of  soda,  adding  these  salts,  however,  not  at  once, 
but  gradually,  in  small  portions,  to  avoid  foaming  over  by  the 
escaping  carbonic  acid.  Dissolve  the  potassium  cyanide  in  4 
quarts  of  cold  water  and  add  this  solution,  with  the  exception 
of  about  ^  pint,  in  which  the  arsenious  acid  is  dissolved  with 
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the  assistance  of  heat,  to  the  first  solutions,  and  finally  add  the 
solution  of  arsenious  acid  in  the  ^  pint  of  water  retained,  when 
the  bath  should  be  clear  and  colorless.  If  after  continued  stir- 
ring, particles  of  the  precipitate  remain  undissolved,  carefully 

add  somewhat  more  potassium  cyanide  until  solution  is  com- 
plete. 

Fresh  brass  baths  work,  as  a  rule,  more  irregularly  than  any 
other  baths  containing  cyanide,  the  deposit  being  either  too  red 
or  too  green  or  gray,  while  frequently  one  side  of  the  object  is 
coated  quite  well,  and  the  other  not  at  all.  To  force  the  bath 
to  work  correctly  it  must  be  thoroughly  boiled,  the  water  which 
is  lost  by  evaporation  being  replaced  by  the  addition  of  dis- 
tilled water  or  pure  rain  water.  If  boiling  is  to  be  avoided,  the 
bath,  as  previously  mentioned,  is  worked  through  for  hours,  and 
even  for  days,  with  the  current,  until  an  object  suspended  in  it 
is  correctly  brassed. 

The  addition  of  a  small  quantity  of  arsenious  acid  is  claimed 
to  make  tlie  brassing  brighter ;  but  the  above  mentioned  pro- 
portion of  30)^  grains  for  a  lo-quart  bath  must  not  be  ex- 
ceeded, as  otherwise  the  color  of  the  deposit  would  be  too  light 
and  show  a  gray  tone. 

II.  Crystallized  carbonate  of  soda  10^  ounces,  crystallized 
bisulphite  of  soda  7  ounces,  neutral  acetate  of  copper  4u|. 
ounces,  crystallized  chloride  of  zinc  4.4  ounces,  98  per  cent, 
potassium  cyanide  14. 11  ounces,  arsenious  acid  30^  grains, 
water  10  quarts. 

The  preparation  of  this  bath  is  more  simple  than  that  of  the 
preceding. 

Dissolve  the  carbonate  and  bisulphite  of  soda  in  4  quarts  of 
water,  then  mix  the  acetate  of  copper  and  chloride  of  zinc  with 
2  quarts  of  water,  and  gradually  add  this  mixture  to  the  solu- 
tion of  the  soda  salts.  Next  dissolve  the  potassium  cyanide  in 
4  quarts  of  water,  and  add  this  solution  to  the  first,  retaining, 
however,  a  small  portion  of  it,  in  which  dissolve  the  arsenious 
acid  with  the  assistance  of  heat.  Finally  add  the  arsenious 
acid  solution,  when  the  bath  will  become  clear.  Boiling  the 
bath,  or  working  it  through  with  the  current,  is  abo  required. 
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For  brassing  inm  in  this  bath  the  addition  of  carbonate  of 
soda  may  be  increased  up  to  35  ounces  for  a  lo-qu  art  bath, 
this  being  also  permissible  when  frequent  scratch-brushing  is 

to  be  avoided  in  coating  zinc  articles  with  a  heavy  deposit  of 
brass ;  because  it  seems  that  a  lar^e  content  of  carbonate  of 
soda  in  the  bath  considerably  retards  the  changing  of  the  brass 
color  into  a  discolored  brown,  though  the  brilliancy  of  the  de- 
posit appears  to  suffer  somewhat.  When  boiletl  from  i  to  2 
hours,  or  worked  through  with  the  current  for  10  to  12  hours, 
the  bath  prepared  according  to  formula  II.  works  very  well ;  it 
requires  a  current  of  0.5  to  0.55  ampere,  with  a  tension  of  3.5 
to  4  volts  per  1 5  }i  square  inches  surface. 

The  same  as  for  copper  baths,  cuproso-cupric  sulphite  may 
also  be  advantageously  used  for  the  preparation  of  brass  baths, 
a  suitable  formula  being  as  follows : 

III.  Pure  crystallized  sulphate  of  zinc  (zinc  vitriol  or  white 
vitriol  )  5  1 2  ozs.,  crystallized  carbonate  of  soda  73,4  ozs.  Neutral 
crystallized  bisulphite  of  soda  9)^  ozs.,  ammonia-soda  i  ozs., 
99  per  cent,  potassium  cyanide  3  ozs.,  cuproso-cupric  sulphite  3 
ozs.,  water  10  quarts. 

The  bath  is  prepared  as  follows:  Dissolve  the  sulphate  of 
zinc  in  5  quarts  of  the  water,  the  carbonate  of  soda  in  4  quarts  of 
warm  water,  and  mix  the  two  solutions.  After  complete  settling 
of  the  precipitate  of  carbonate  of  zinc  formed,  siphon  ofT  the 
supernatant  clear  fluid  as  much  as  possible,  add  5  quarts  of 
water  and  then  the  ammonia-soda.  In  the  other  5  quarts  of 
water  dissolve  the  potassium  cyanide  and  the  neutral  bisulphite 
of  soda,  and  when  solution  is  complete  add  this  solution  to  the 
first,  when  by  vigorous  stirring  the  carbonate  of  zinc  will  also 
dissolve. 

This  bath  yields  beautiful  pale  yellow  deposits  oi  a  warm 
brass  tone. 

IV.  Crystallized  carbonate  of  soda  10^  ozs.,  crystallized 
bisulphite  of  soda  7  ozs.,  cyanide  of  copper  and  cyanide  of  zinc 
of  each  $}i  ozs.,  water  10  quarts,  and  enough  98  per  cent, 
potassium  cyanide  to  render  the  solution  clear. 

16 
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To  prepare  the  bath  dissolve  the  carbonate  and  bisulphite  of 
soda  in  2  to  3  quarts  of  water,  rub  in  a  porcelain  mortar  the 
cyanide  of  copper  and  cyanide  of  zinc  with  a  quart  of  water  to 
a  thin  paste,  add  this  paste  to  the  solution  of  the  soda  salts,  and 
finally  add,  with  vigorous  stirring,  concentrated  potassium  cyan- 
ide solution  until  the  metallic  cyanides  are  dissolved.  Dilute 
the  volume  to  lo  quarts,  and,  for  the  rest,  proceed  as  given  for 
formula:  I.  and  II. 

For  brassing  sine  exclusively,  Koseleur  recommends  the  fol- 
lowing bath : — 

V.  Dissolve  9^  ozs.  of  crystallized  bisulphite  of  soda  and  14 
ozs.  of  70  per  cent,  potassium  cyanide  in  8  quarts  of  water,  and 
add  to  this  solution  one  of  4^  ozs.  each  of  neutral  acetate  of 
copper  and  crystallized  chloride  of  zinc,  ozs.  of  aqua 
ammonia,  and  2  quarts  of  water. 

For  brassing  cast-iron^  wraught-iront  and  steely  Gore  highly 
recommends  the  following  composition : — 

VI.  Dissolve  35^  ozs.  of  crystallized  carbonate  of  soda,  7 
ozs.  of  crystallized  bisulphite  of  soda,  13^  ozs.  of  98  per  cent, 
potassium  cyanide  in  8  quarts  of  water;  then  add,  with  con- 
stant stirring,  a  solution  of  fused  chloride  of  tin  3_J^  ozs.,  and 
neutral  acetate  of  copper  4'^'  ozs.,  in  2  quarts  of  water.  Boil 
and  filter.    This  bath  works  best  with  a  current  of  3.75  volts. 

Acrordint;  to  Norris  and  Johnson,  a  good  brass  bath  is  said 
to  be  obtained  as  follows: — 

VII.  Carbonate  of  ammonia  35)^  ozs.,  70  per  cent,  potassium 
cyanide  35^  ozs.,  cyanide  of  copper  and  cyanide  of  zinc,  each 
2J^  ozs.,  water  lO  quarts. 

The  large  content  of  potassium  cyanide  in  this  bath  is  unin- 
telligible. 

A  solution  for  transferring  any  eopper^xine  alloy  serving  as 

anode  is  composed,  according  to  Hess,  as  follows:  — 

VIII.  Bisulphite  of  soda  14^4  ozs.,  crystallized  sal  ammoniac 
91^  ozs.,  98  per  cent,  potassium  cyanide  ozs.,  water  10 
quarts. 

Cast  metal  plates  are  to  be  used  as  anodes.   The  transfer 
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begins  after  a  medium  strong  current  has,  for  a  few  hours, 
passed  through  the  bath.  This  bath  is  also  well  adapted  for 
the  deposition  of  tombac,  with  the  use  of  tombac  anodes ;  and 
the  most  suitable  tension  of  the  current  is  3  to  3.5  volts. 

IX.  For  brassing  all  kinds  of  metals  Wm.  Ffanhauser,  of 
Vienna,  recommends  the  following  bath : — 

Dissolve  I  ^  ozs.  each  of  cyanide  of  copper  and  cyanide  of 
zinc,  1 14  drachms  of  pure  100  per  cent,  potassium  cyanide,  i  j4 
drachms  of  crystallized  sal  ammoniac,  and  5  }4  drachms  of  am- 
monia-soda in  I  quart  of  lukewarm  water,  stirring  constantly 
until  all  the  salts  arc  dissolved.  The  bath  is  ready  for  imme- 
diate use,  and  does  not  rcqufre  boiling  or  previous  working 
through  with  the  current. 

The  temperature  of  the  bath  should  be  between  68°  and  77° 
F.  For  brassing  zinc  the  current  should  have  a  strength  of  2^ 
volts,  for  iron  3  volts,  for  chains  3  to  3  ^  volts,  and  for  small 
articles  en  masse  4  volts.    Density  of  the  current,  0.5  ampere. 

From  the  composition  of  this  bath  it  will  be  seen  that  it  con- 
tains quite  a  large  content  of  metal,  ozs.  of  cyanide  of 
copper  being  equal  to  about  drachms  of  copper,  and  lj4 
ozs.  of  cyanide  of  zinc  to  about  5  j4  drachms  of  zinc.  Hence 
the  bath  contains  about  12    drachms  of  brass  per  quart. 

Brassing  in  this  bath  succeeds  equally  well  with  all  kinds  of 
metals,  the  result  being  a  uniform  deposit  of  metal  while  the 
color,  even  of  thick  deposits,  is  a  fiery  sad  yellow.  Small  articles, 
which  are  suspended  en  masse  in  dipping  baskets,  as  well  as  steel 
chains,  and  even  cast-iron,  which  is  notoriously  difficult  to  brass, 
become  rapidly  coated  in  this  bath.  In  case  the  brass  anodes 
become  coated  with  too  great  an  abundance  of  green  slime, 
which  decreases  during  the  night  when  the  bath  is  not  working, 
some  potassium  cyanide,  about  i  l4  drachms  per  quart,  should 
be  added.  Of  course,  the  bath  must  be  supplied  from  time  to 
time  with  additions  of  fresh  cyanide  of  copper  and  cyanide  of 
zinc. 

Execution  of  brassing. — The  most  suitable  density  of  current 
for  brassing  is  0.6  to  0.7  ampere  at  3  to  4  volts. 
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As  previously  mentioned,  the  color  of  the  deposits  depends 
on  the  proportional  quantity  in  which  copper  and  zinc  are 
present,  a  strong  current  depositing  more  zinc  and  a  weak  cur- 
rent more  copper.  By  diminishing  or  increasing  the  current- 
strength  by  means  of  the  resistance  board,  a  deposit  of  a  redder 
or  more  pale  yellow  to  greenish  color  can  be  produced.  How- 
ever, with  a  bath  which  does  not  contain  copper  and  zinc  in 
the  correct  proportional  quantities,  and  especially  with  old 
baths  long  in  use,  a  determined  color  of  the  deposit  cannot  be 
produced  with  the  assistance  of  the  resistance  board.  In  such 
case  the  content  of  the  metal  lacking  in  the  bath,  which  is  re- 
quired for  the  production  of  a  determined  color,  must  be  aug- 
mented by  the  addition  bf  solution  of  the  respective  metallic 
salt  in  potassium  cyanide. 

Suppose  a  l)ath  which  originally  contained  copper  and  zinc 
salts  in  equal  proportions  has  been  long  in  daily  use.  Now, 
since  brass  contains  more  copper  than  zinc,  it  is  evident  that 
more  ol  the  former  will  be  withdraw  n  from  the  bath  than  of  the 
latter,  and  finally  a  limit  will  be  reached  when  the  bath  with  a 
current  suitable  for  the  decomposition  of  the  solution  will  deposit 
a  greenish  or  gray  brass,  and  w  ith  a  weaker  current  produce  no 
deposit  whatever.  The  only  help  in  such  a  case  is  the  addition 
of  sufficient  solution  of  cyanide  of  copper  in  potassium  cyanide, 
so  that,  even  with  quite  a  powerful  current,  a  deposit  of  a 
beautiful  brass  color  is  produced,  the  shades  of  which  can  then 
again  be  controlled  with  the  help  of  the  resistance  board. 
However,  it  must  not  be  forgotten  that  every  addition  of  a 
metallic  salt  momentarily  irritates  the  brass  bath,  making  it,  so 
to  say,  sick,  and  to  confine  this  phenomenon  to  the  narrowest 
limit,  an  addition  of  carbonate  and  bisulphite  of  soda  should  at 
the  same  time  be  made,  and  the  bath  be  worked  through  with 
the  current  as  previously  described,  until  a  test  shows  that  it 
works  in  a  regular  manner. 

Annealed  sheets  of  brass  not  rolled  too  hard,  and  of  as  nearly 
as  possible  the  same  composition  and  color  the  deposit  is  to 
show,  are  used  as  anodes.    The  anode-surface  should  be  at 
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least  twice  as  large  as  that  of  the  objects  to  be  brassed,  though 
it  is  best  to  use  as  many  anodes  as  the  anode-rods  will  hold. 

As  in  the  copper  bath,  an  abundant  formation  of  slime  on 
the  anodes  indicates  the  want  of  potassium  cyanide  in  the  bath. 
In  this  case  the  evolution  of  gas  bubbles  on  the  objects  is  very 
slight,  and  the  deposit  forms  slowly.  This  is  remedied  by  an 
addition  of  potassium  cyanide.  The  slow  formation  of  the  de- 
posit, however,  may  also  be  due  to  a  want  of  metallic  salts ;  in 
this  case  not  only  potassium  cyanide,  but  also  solution  of 
cyanide  of  copper  and  cyanide  of  zinc  in  potassium  cyanide, 
has  to  be  added.  For  this  purpose  prepare  a  concentrated 
solution  of  potassium  cyanide  in  water,  and  a  solution  of  equal 
parts  of  blue  vitriol  and  zinc  sulphate  in  water.  From  the 
latter  precipitate  the  copper  and  zinc  as  carbonates  with  a 
solution  of  carbonate  of  soda,  as  given  in  formula  I,,  p.  239. 
Aiter  allowing  the  precipitate  to  settle,  pour  off  the  clear 
supernatant  fluid  and  add  to  the  precipitate,  with  vigorous 
stirring,  of  the  potassium  cyanide  solution,  until  it  is  dissolved ; 
if  heating  takes  place  thereby,  add  from  time  to  time  a  little 
cold  water.  Add  this  solution  with  a  small  excess  of  potassium 
cyanide,  and  the  addition  of  carbonate  or  bisulphite  of  soda,  to 
the  bath,  and  boil  the  latter  or  work  it  through  with  the  current 
A  more  simple  method  is  to  procure  cyanide  of  copper  and 
cyanide  of  zinc,  or  concentrated  solutions  of  these  combina- 
tions, from  a  dealer  in  such  articles.  In  the  first  case  rub  in  a 
mortar  equal  parts  01  cyanide  of  zinc  and  cyanide  of  copper 
•with  water  to  a  thickly  fluid  paste.  Pour  this  paste  into  potas- 
sium cyanide  solution,  containing  about  7  ozs.  of  potassium 
cyanide  to  the  quart,  as  long  as  the  metallic  cyanides  dissolve 
quite  rapidly  with  stirring.  When  solution  takes  place  but 
slowly,  stop  the  addition  of  paste. 

When  a  brass  bath  contains  too  large  an  excess  of  potassium 
cyanide,  a  very  vigorous  evolution  of  gas  takes  place  on  the 
objects,  but  the  deposit  is  formed  slowly  or  not  at  all ;  besides, 
the  deposit  formed  has  a  tendency  to  peel  off  in  scratch-bnish- 
ing.    In  this  case  the  injurious  excess  has  to  be  removed,  which 
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is  efTected  by  pouring,  with  vigorous  stirring,  a  quantity  of  the 
above-mentioned  thinly  fluid  paste  of  cyanide  of  zinc  and  of 
copper  into  the  bath. 

To  avoid  unnecessary  repetition  we  refer,  as  rep;ards  the  pro- 
duction of  thick  deposits,  scatch-brushing  and  polishing  of  the 
plated  articles,  to  what  has  been  said  under  "  Execution  of 
Coppering,"  the  directions  given  there  being  also  valid  for 
brassing. 

The  deposition  of  several  metals  from  a  common  solution  ts 
not  an  easy  task,  and  requires  attention  and  experience;  if, 
however,  the  directions  given  in  this  chapter  are  followed,  the 
operator  will  be  able  to  conduct,  after  short  experience,  the 

brassing  process  with  the  same  success  as  one  in  which  but  one 

metal  is  deposited. 

In  brassing,  the  distance  of  the  objects  to  be  brassed  from 
the  anodes  is  of  considerable  importance.  If  objects  with  deep 
depressions  or  high  reliefs  are  hung  in  the  brass  bath,  it  will  be 
found  that,  with  the  customary  distance  of  3  }^  to  5  ^  inches 
from  the  anodes,  the  brassing  of  the  portions  in  relief  nearest  to 
the  anodes  will  turn  out  of  a  lighter  color  than  that  of  the  de- 
pressed portions,  which  will  show  a  redder  deposit,  the  reason 
for  this  being  that  the  current  acts  more  strongly  upon  the 
portions  in  relief,  and  consequently  deposits  more  zinc  than  the 
weaker  current,  which  strikes  the  depressions.  To  equalize  the 
difference,  the  objects  have  to  be  correspondingly  further  re- 
moved from  the  anodes,  with  lamp-fcct  up  to  9?^  inches,  and 
even  more,  when  a  deposit  of  the  same  color  will  be  every- 
where formed. 

The  brassing  of  unground  iron-castings  is  especially  trouble- 
some, and  in  order  to  obtain  a  beautiful  and  clean  deposit  the 
preliminary  scratch-brushing  has  to  be  executed  with  special 
care ;  but  even  then  the  color  of  the  brass  deposit  will  some- 
times be  found  to  possess  a  disagreeable  gray  tone.  This  is 
very  likely  largely  due  to  the  quality  of  the  iron  itself,  and  it  is 
advisable  first  to  give  the  casting  a  thin  coat  of  nickel  or  tin, 
upon  which  a  deposit  of  brass  of  the  usual  brillianiy  can  be 
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produced.  In  baths  serving  for  brassing  iron  articles,  a  large 
excess  of  potassium  cyanide  must  be  avoided ;  it  is,  however, 
an  advantage  to  increase  the  content  of  carbonate  of  soda. 

Brassing  by  contact  and  dicing, — Some  authors  have  given 
directions  for  brassing  by  contact — ^for  instance,  Bacco,  Weil, 
and  others — ^but  the  results  obtained  are  so  unsatisfactoiy,  and 
the  process  so  uncert^n,  that  it  is  not  necessary  to  enter  into 
further  details. 

The  inlaying  with  black  of  brassed  articles  is  done  in  the  same 
manner  as  described  under  "Coppering." 

For  oxidizing,  platinizing,  and  coloring  of  brass,  see  the 
proper  chapter. 

3.  Branding. 

Tbe  electro-plating  of  metallic  objects  with  bronze,  1.  a 
copper-tin  alloy,  or  an  alloy  of  copper,  tin,  and  zinc,  is  but 
seldom  practised,  the  bronze  tone  being  in  most  cases  imitated 
by  a  deposit  of  brass,  with  a  somewhat  larger  content  of  copper. 

For  coating  wrought-  and  cast-iron  with  bronze,  Gountier  re- 
commends the  following  solution 

Yellow  prussiate  of  potash  \oy^  ozs.,  cuprous  chloride 
ozs.,  stannous  chloride  (tin  salt)  14  ozs.,  sodium  hyposulphite 
14  ozs.,  water  to  quarts. 

According  to  Ruolz,  a  bronze  bath  is  prepared  as  follows : 
Dbsolve  at  122^  to  140^  F.,  cyanide  of  copper  2.1 1  ozs.,  and 
oxide  of  tin  0.7  oz.  in  10  quarts  of  potassium  cyanide  solution 
of  4^  Be.   The  solution  is  to  be  filtered. 

Eisner  prepares  a  bronze  bath  by  dissolving  21  ozs.  of  blue 
vitriol  in  to  quarts  of  water,  and  adding  a  solution  of  2^  ozs. 
of  chloride  of  tin  in  })otash  lye. 

Salzcde  recommends  the  following  bath,  which  is  to  be  used 
at  between  86^  and  95"^  F. :  Potassium  cyanide  3^  ozs.,  car- 
bonate of  potash  35^  ozs.,  stannous  chloride  (tin  salt)  0.42 
oz.,  cuprous  chloride      oz.,  water  10  quarts. 

Weil  and  Newton  claim  to  obtain  beautiful  bronze  deposits 
from  solutions  of  the  double  tartrate  of  copper  and  potash,  and 
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the  double  tartrate  of  the  protoxide  of  tin  and  potash,  with 
caustic  potash,  but  fail  to  state  the  proportions. 

The  above  formuls  are  here  given  with  all  reserve,  since  ex- 
periments with  them  failed  to  give  satisfactory  results ;  with 
Gounticr's.  Ruolz's,  and  Eisner's  baths  no  deposit  was  obtained, 
but  only  a  strong  evolution  of  hydrogen,  while  even  with  a 
strong  current  Salzcde's  bath  did  not  yield  a  bronze  deposit, 
but  simply  one  of  tin. 

The  following  method  of  preparing  a  bronze  bath  may  be 
rtcommended :  Prepare,  each  by  itself,  solutions  of  phosphate  of 
copper  and  stannous  chloride  (tin  salt)  in  sodium  pyrophos- 
phate. From  a  blue  vitriol  solution  precipitate,  with  sodium 
phosphate,  phosphate  of  copper,  allow  the  latter  to  settle,  and 
after  pouring  off  the  clear  supernatant  fluid  bring  it  to  solution 
by  concentrated  solution  of  sodium  pyrophosphate.  On  the 
other  hand,  add  to  a  saturated  solution  of  sodium  pyrophos- 
phate solution  of  tin  salt  as  long  as  the  milky  precipitate  formed 
dissolves.  Of  these  two  metallic  solutions  add  to  a  solution  of 
sodium  pyrophosphate,  which  contains  about  i  3,4  ozs.  of  the 
salt  to  the  quart,  until  the  precipitate  appears  quickly  and  of 
the  desired  color.  For  anodes,  use  cast  bronze  plates,  which 
dissolve  well  in  the  bath.  Some  sodium  phosphate  has  from 
time  to  time  to  be  added  to  the  bath,  and  if  the  color  becomes 
too  light,  solution  of  copper,  and  if  too  dark,  solution  of  tin. 

For  deposits  of  tombac  Hess's  bath  (formula  VII.,  brassing) 
with  anodes  of  plate  or  sheet  tombac  can  be  recommended ;  3 
to  3.5  volts  being  the  most  suitable  tension  of  the  current  for 
the  decomposition  of  the  bath. 

For  nickel  bronze,  see  p.  220. 

The  execution  of  bronzing  requires  the  same  attention  and 
manipulations  as  given  for  brassing. 
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CHAPTER  IX. 

DEPOSITION  OK  SILVER. 

* 

Proptriies  of  sUver, — ^Pure  silver  is  the  whitest  of  all  known 
metals ;  it  takes  a  fine  polish,  is  softer  and  less  tenacious  than 

copper,  but  harder  and  more  tenacious  than  gold.  It  is  very 
malleable  and  ductile,  and  can  be  obtained  in  exceedingly  thin 
leaves  and  fine  wire.  Its  specific  gravity  is  10.48  to  10.5,  ac- 
cording to  whether  it  is  cast  or  hammered.  It  melts  at  about 
1832°  F.  It  is  unacted  ii[)on  by  the  air,  but  in  the  atmosphere 
of  towns  it  gradually  becomes  coated  with  a  fihn  of  silver  sul- 
phide. It  is  rapidl)-  dissolved  by  nitric  acid,  nitrogen  dioxide 
being  evolved  ;  hydrochloric  acid  has  hvit  little  action  upon  it 
even  at  boiling  heat;  when  heated  with  concentrated  sulphuric 
acid  it  yields  sulphur  dioxide  and  silver  sulphate. 

Siivcr  baths. — Only  formulae  for  approved  baths  will  be  given. 

Silver  bath  for  a  heavy  elecirO'deposU  of  silver  (silvering  by 
weight). — I.  98  per  cent,  potassium  cyanide  14  ozs.,  fine  silver 
as  silver  chloride  8^  ozs.,  distilled  water  10  quarts.  • 

Iff.  98  per  cent,  potassium  cyanide  8^  ozs.,  fine  silver  as 
silver  cyanide  8^  ozs.,  distilled  water  10  quarts. 

Before  describing  the  preparation  of  the  bath  a  few  words  may 
be  said  in  regard  to  the  old  dispute  whether  it  is  preferable  to 
use  silver  cyanide  or  silver  chloride.  Without  touching  upon 
all  the  arguments  advanced,  it  may  be  asserted  by  reason  of 
conscientious  comparative  experiments  that  the  results  are  the 
same  and  that  the  life  of  the  bath  is  also  the  same  whether  one 
or  the  other  salt  has  been  used  in  the  original  preparation. 
From  a  theoretical  standpoint,  silver  cyanide  must  be  given  the 
preference;  but  as  the  disadvantages  in  respect  to  the  life  of 
the  bath  ascribed  by  some  to  silver  chloride  do  not  exist,  it 
might  be  advisable  for  tho?e  who  prepare  their  own  baths  to 
use  siivcr  chloride. 

Preparation  of  bath  I.  with  silver  chloride. — Dissolve  14  ozs. 
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oi  chemically  pure  nitrate  of  silver,  best  the  crystallized  and  not 
the  fused  article,  in  5  quarts  of  water,  and  add  to  the  solution 
pure  h3^rochloric  acid  or  common  salt  solution,  with  vigorous 
stirring  or  shaking,  until  a  sample  of  the  fluid  filtered  through 
a  paper  filter  forms  no  longer  a  white  caseous  precipitate  of 
silver  chloride  when  compounded  with  a  drop  of  hydrochloric 
acid.  These,  as  well  as  the  succeeding  operations  until  the 
silver  chloride  is  complete,  have  to  be  performed  in  a  darkened 
room,  as  silver  chloride  is  partially  decomposed  by  light.  Now 
separate  the  precipitate  of  silver  chloride  from  the  solution  by 
filtering,  using  best  a  large  bag  of  close  felt,  and  wash  the  pre- 
cipitate in  the  felt  bag  with  fresh  water.  Continue  the  washing 
until  blue  litmus-paper  is  no  lonijer  reddened  by  the  wash- 
water,  if  the  hydrochloric  acid  was  used  for  precipitating,  or,  if 
common  salt  solution  was  used,  until  a  small  quantity  of  the 
wash-water  on  being  mixed  with  a  drop  of  lunar  caustic  solu- 
tion produces  only  a  slight  milky  turbidity  and  no  precipitate. 
Now  bring  the  washed  silver  chloride  in  portions  from  the  felt 
bag  into  a  porcelain  mortar,  rub  it  with  water  to  a  thin  paste, 
and  pour  the  latter  into  the  potassium  cyanide  solution  consist- 
ing of  14  ozs.  of  98  per  cent,  potassium  cyanide  in  5  quarts  of 
water,  in  which,  with  vigorous  stirring,  the  silver  chloride  gradu- 
ally dissolves.  All  the  precipitated  silver  chloride  having  been 
brought  into  solution,  dilute  with  water  to  10  quarts  of  fluid  and 
boil  the  bath,  if  possible,  for  one  hour,  replacing  the  water  lost 
by  evaporation.  A  small  quantity  of  black  sediment  contain- 
ing silver  thereby  separates,  from  which  the  colorless  fluid  is 
filtered  oflf.  The  sediment  is  added  to  the  silver  residues  and  is 
worked  together  with  them  for  the  recovery  of  the  silver  by  one 
of  the  methods  to  be  described  later  on. 

Preparation  of  bath  \a.  with  silver  cyanide. — Dissolve  14 
ounces  of  chemically  pure  crystallized  nitrate  of  silver  in  5 
(juarts  of  water,  and  precipitate  the  silver  with  prussic  acid, 
adding  the  latter  until  no  more  precipitate  is  produced  by  the 
addition  of  a  few  drops  of  prussic  acid  to  a  filtered  sample  of 
the  fluid.    Now  filter,  wash  out,  and  proceed  for  the  rest  exactly 
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as  stated  for  the  bath  with  silver  chloride,  except  that  only  8  ^ 
ounces  of  potassium  cyanide  are  taken  for  dissolving  the  silver 
cyanide.    In  working  with  prussic  acid  avoid  inhaling  the  vapor 

which  escapes  from  the  liquid  prussic  acid,  especially  in  the 
warm  season  of  the  year ;  and  be  careful  the  acid  docs  not  come 
in  contact  with  cuts  on  the  hands.  It  is  one  of  the  most  rapidly 
acting  poisons. 

Cyanide  of  silver  may  also  be  prepared  as  follows:  Dissolve 
14  ounces  of  chemically  pure  cry  stallized  nitrate  of  silver  in  5 
quarts  of  water,  and  add  moderately  concentrated  potassium 
cyanide  solution  until  no  more  precipitate  is  formed,  avoiding, 
however,  an  excess  of  the  precipitating  agent,  as  it  would  again 
dissolve  a  portion  of  the  cyanide  of  silver.  The  precipitated 
cyanide  of  silver  is  filtered  off,  washed  and  dissolved  in  potas- 
sium cyanide,  as  above  described. 

The  bath  prepared  according  to  formula  I.  or  la.,  serves 
chiefly  for  thickly  silvering  objects  of  German  silver;  it  may, 
hoMrever,  be  used  for  silvering  other  metals  by  weight 

Siivir  bath  for  ordinary  eleetro-silvering.^Wt  98  per  cent, 
potassium  cyanide  6%  toj  ounces,  fine  silver  (as  silver  nitrate 
or  chloride),  i%  ounces;  distilled  water,  lo  quarts. 

To  prepare  the  bath  dissolve  5  >i  ounces  of  chemically  pure 
ciystallized  nitrate  of  silver  in  5  quarts  of  distilled  water;  in  the 
other  5  quarts  of  water  dissolve  the  potassium  cyanide,  and  mix 
both  solutions.  Or,  if  chloride  of  silver  is  to  be  used,  precipi- 
tate the  solution  of  3  ^^  ounces  of  the  silver  salt  in  the  same 
manner  as  <^nven  for  formula  I, ;  wash  the  precipitated  chloride 
of  silver,  and  dissolve  it  in  the  j)Otassium  cyanide  st)liition. 

Vats  of  stoneware,  enameled  iron,  or  lined  with  ebonite  mass 
are  to  be  used  for  the  silver  baths. 

Treatment  of  the  silver  baths  ;  the  silver  anodes.  Frequently 
the  error  is  committed  of  adding  too  much  potassium  cyanide 
to  the  bath.  A  certain  excess  of  it  must  be  present,  and,  in 
the  formulas  given,  this  has  been  taken  into  consideration.  For 
dissolving  the  cyanide  of  silver  prepared  from  14  ounces  of 
nitrate  of  silver,  as  given  in  formula  la,  only  about  5^  ounces 
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of  potassium  cyanide  are  required,  and  the  consequence  of  work- 
ing with  such  a  bath  devoid  of  all  excess  would  be  that,  on  the 

one  hand,  the  bath  would  ofi'er  considerable  resistance  to  the 
current,  and,  on  the  other,  that  the  deposit  would  not  be  uni- 
form and  homogeneous.  Hence  with  the  use  of  a  medium 
strong  current  about  30  to  35  per  cent,  more  potassium  cyanide 
than  fine  silver  fs  taken.  In  working  with  a  stronger  current, 
this  excess  would,  however,  be  too  large,  in  consequence  of 
which  the  deposit  would  not  adhere  properly  and  would  peel 
oflT  in  scratch-brushing.  And  again,  with  a  weak  current  the 
baths  can,  without  disadvantage,  stand  a  larger  excess.  As  a 
rule,  however,  the  proportion  between  fine  silver  and  potassium 
cyanide  in  the  above  formula  may  be  considered  as  normal,  and 
the  current-strength  will  have  to  be  regulated  so  that  a  deposit 
of  fine  structure,  which  adheres  firnil)  ,  is  formed.  The  most 
suitable  current-strength  per  isyi  square  inches  of  surface  is 
0.25  to  0.15  ampere,  and  0.5  to  0.75  volt  tension;  the  tension 
of  a  Daniel!  element  being  more  than  sufficient  for  the  decom- 
position of  the  silver  bath.  On  account  of  the  silver  bath  re- 
quiring a  current  of  slight  electro- motive  force,  the  Smee  ele- 
ment, which  yields  0.48  volt,  is  much  liked  for  silvering  in  this 
country  and  in  England.  The  Bunsen  element  may,  however, 
also  be  used  if  the  surface  to  be  silvered  is  made  to  correspond 
with  the  energy  of  such  an  element;  or  if  a  resistance  board  is 
placed  in  the  circuit,  which  is  advisable  in  all  cases.  On  ac- 
count of  the  slight  electro-motive  force  required  in  silvering 
larger  surfaces  of  objects,  the  elements  are  nut  to  be  coupled 
one  after  the  other  for  electro-motive  force,  but  alongside  one 
another  for  quantity.  In  no  case  must  an  evolution  of  hydro- 
gen be  perceptible  on  the  articles,  and  the  current  must  be 
more  weakened  the  larger  the  excess  of  potossium  cyanide  in 
the  bath. 

Whether  too  much,  or  not  enough,  potassium  cyanide  is 
present  in  the  bath  is  indicated  by  the  appearance  of  the  silvered 
objects  and  the  properties  of  the  deposit,  as  well  as  by  the  be- 
havior of  the  anodes  in  the  bath  during  and  after  silvering. 
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It  may  be  accepted,  as  a  rule,  that  with  a  moderate  current 
the  object  must,  in  the  course  of  lo  to  15  minutes,  be  coated 
with  a  thin,  dull  white  film  of  silver.  If  this  be  not  the  case  and 
the  film  of  silver  shows  a  meagre  bluish-white  tone,  potassium 
cyanide  is  wanting.  However,  if,  on  the  other  hand,  the  dull 
white  deposit  forms  within  2  to  3  minutes,  and  shows  a  crystal- 
line structure,  or  a  dark  tone  playing  into  gray- black,  the  con- 
tent of  potassium  cyanide  in  the  bath  is  too  large,  provided  the 
current  is  not  excessively  strong.  If  copper  and  brass  become 
coated  with  silver  without  the  assistance  of  the  current,  the  bath 
contains  also  too  much  potassium  cyanide. 

In  silvering,  even  if  the  objects  are  to  be  but  thinly  coated, 
insoluble  platinum  anodes  should  never  be  used,  but  only 
anodes  of  fine  silver,  whicli  arc  capable  of  keeping  the  content 
of  silver  in  the  bath  quite  constant.  I'Vom  the  behavior  and 
appearance  of  the  anotles,  a  conclusion  may  also  be  drawn  as 
to  whether  the  content  of  potassium  c\-.inide  in  the  bath  is  too 
large  or  too  small.  If  the  anoiles  remain  siKer-white  during 
silvering,  it  is  a  sure  si<;n  that  the  bath  contains  more  potas- 
sium cyanide  than  is  necessary  and  desirable;  but  if  they  turn 
gray  or  blackish,  and  retain  this  color  after  silvering  when  no 
current  is  introduced  into  the  bath  for  a  quarter  of  an  hour  or 
more,  potassium  cyanide  is  wanting.  On  the  other  hand,  the 
correct  content  of  potassium  cyanide  is  present  when  the 
anodes  acquire  during  the  silvering  process  a  gray  tone,  which, 
after  the  interruption  of  the  current,  gradually  changes  back  to 
a  pure  white. 

The  proposition  to  use  steel  plates  in  place  of  silver  anodes 
cannot  be  approved,  and  as  regards  such  anodes  the  reader  is 
referred  to  what  is  said  under  "  Gilding." 

If  it  is  shown  by  the  process  of  silvering  itself  or  by  the  ap- 
pearance of  the  articles  or  of  the  anodes  that  potassium  cyanide 
is  wanting  in  the  bath,  it  should  be  quickly  added,  though  never 
more  than  30  to  37  V>  grains  per  quart  of  bath  at  one  time,  so 
as  to  avoid  going  to  the  other  extreme.  Too  lar^^e  a  content 
of  potassium  cyanide  is  remedied  by  adding  to  the  bath,  with 
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constant  stirring,  a  small  quantity  of  cyanide  or  chloride  of 
silver  nibbed  with  water  to  a  thinly-fluid  paste,  whereby  the 
excess  is  rendered  harmless  in  consequence  of  the  formation  of 
the  double  salt  of  silver  and  potassium  cyanide.  Instead  of 
such  addition,  the  current  may,  however,  be  used  as  a  corrector 
of  the  excess.  For  this  purpose  suspend  as  many  silver  anodes 
as  possible  to  the  anode-rods,  but  only  a  single  anode  as  an 
object  to  the  object  rod,  and  allow  the  current  to  pass  for  a  few- 
hours  through  the  bath,  whereby  the  excess  of  potassium 
is  cyanide  rendered  innoxious  by  the  dissolving  silver. 

The  bath  can  be  kept  quite  constant  by  silver  anodes,  pro- 
vided potassium  cyanide  be  regularly  added  at  certain  intervals, 
and  the  anode-surface  is  equal  to  that  of  the  objects  to  be  sil- 
vered. But  since,  on  account  of  the  expense,  a  relatively  small 
anode  suriace  is  frequently  used,  the  content  of  silver  in  a  bath 
continuously  worked  will  finally  become  lower,  and  augmenta- 
tion, by  the  addition  of  silver,  will  be  required.  The  manner 
of  efTecting  this  augmentation  depends  on  whether  the  baths 
are  used  for  silvering  by  weight  or  fur  lighter  siKcring,  or 
whether  the  baths  arc  worked  without  stopping  from  morning 
till  evening.  If  the  content  of  silver  in  baths  I,  and  1^7.  is  not 
to  be  augmented  by  the  current  itself,  it  is  best  to  use  ex- 
clusively solution  of  silver  cyanide  in  potassium  cyanide.  If, 
however,  the  working  of  such  a  bath  can  for  some  time  be  in- 
terrupted, then  add  not  too  small  a  quantity  of  potassium 
cyanide  to  the  bath,  and,  after  hanging  a  small  silver  anode  on 
the  object-rod  and  a  sufficient  number  of  anodes  on  the  anode- 
rods,  dissolve  with  not  too  weak  a  current  silver  from  the  anodes 
until  the  latter,  which  at  first  remain  white,  begin  to  acquire  a 
gray  tone.  Silver  is,  of  course,  deposited  upon  the  anode  sus- 
pended as  an  object,  which  is,  however,  not  lost,  it  being  dis- 
solved later  on  when  the  anode  is  secured  to  the  anode-rod. 
The  quantity  .of  silver  dissolved  is  considerably  larger  than  that 
deposited  upon  liie  small  anode-surface  suspended  as  an  object. 

It  has  previously  been  mentioned  that  with  proper  treatment 
baths  made  with  chloride  of  silver  have  the  same  duration  of  life 
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as  those  prepared  with  cyanide  ot  silver.  The  chief  feature  of 
such  proper  treatment  is  the  augmentation  of  the  content  of 
silver  by  electrolysis,  1.  e.,  by  the  current  itself.  If  it  were  not 
possible  to  proceed  in  this  manner,  the  bath,  by  the  frequently 
repeated  additions  of  solution  of  the  chloride,  instead  of  the 
cyanide  of  silver,  in  potassium  cyanide,  would  gradually  thicken 
by  reason  of  the  potassium  chloride  which  is  thereby  simul- 
taneously introduced,  and  in  consequence  of  this  would  offer 
gfreater  resistance  to  the  current.  The  fear  expressed  by  some 
that  a  crystalline  separation  of  potassium  chloride,  and  the 
consequent  formation  of  a  porous  deposit  u[)on  the  objects, 
miLjht  take  place,  is  erroneous,  potassium  chloride  being  one  of 
the  most  soluble  salts  and  showing  but  little  tendency  to  sepa- 
rate in  crystals  from  aqueous  solutions.  The  above-mentioned 
gradual  thickening  is,  however,  a  disadvantage,  which  shows 
itself  by  the  deposit  being  less  homogeneous,  and  for  this 
reason  it  is  advisable,  when  silvering  by  weight,  to  use  silver 
cyanide  instead  of  the  chloride  for  strengthening  the  silver  bath. 

A  gradual  thickening  of  the  bath  may  also  take  place  if  potas- 
sium cyanide  containing  potash  is  used  instead  of  the  prepara- 
tion free  from  potash,  and  of  98  to  99  per  cent,  purity.  Even 
pure  fused  potassium  c)'nnidc  produces  a  thickening  of  the 
bath,  which,  however,  progresses  very  slowly.  This  thickening 
is  due  to  a  portion  of  the  excess  of  potassium  cyanide  being 
converted  b\'  the  action  of  the  air  into  potassium  carbonate. 
The  latter  thus  formed  must  from  time  to  time  be  neutralized, 
which  is  mostly  done  with  prussic  acid,  the  potassium  carbon- 
ate being  thereby  converted  into  potassium  cyanide.  Instead 
of  prussic  acid,  calcium  cyanide  or  barium  cyanide  may  be 
added  as  long  as  a  precipitate  of  calcium  carbonate  or  barium 
carbonate  is  formed,  the  clear  solution  being  separated  from 
the  precipitate  by  filtering. 

For  augmenting  the  content  of  silver  in  baths  prepared  ac- 
cording to  formula  II.,  solution  of  nitrate  of  silver  or  of  chloride 
of  silver  in  potassium  cyanide  may  unhesitatingly  be  used,  since 
the  thickening  proceeds  more  slowly  on  account  of  the  smaller 
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content  of  salt  in  the  bath,  and  because  a  cheaper  bath  can  be 
more  readily  renewed  without  the  sacrifice  oi  money  than  one  for 
heavy  silvcrin<;.  The  recovery  of  silver  from  old  baths  is  ef- 
fected by  one  oi  the  methods  given  later  on. 

To  determine  whether  the  bath  contains  silver  and  excess  of 
potassium  cyanide  in  proper  proportions,  the  following  method 
may  be  used  :  Dissolve  I  gramme  ( 1 5.43  grains)  of  chemically 
pure  ciystallized  nitrate  of  silver  in  20  grammes  (0.7  oz.)  of 
water,  and  gradually  add  this  solution,  with  constant  stirring 
with  a  glass  rod,  to  100  grammes  (3.52  ozs.)  ol  the  silver  bath 
in  a  beaker  glass  as  long  as  the  precipitate  of  silver  cyanide 
formed  dissolves  by  itself.  If,  after  adding  the  entire  quantity 
of  silver  solution,  the  precipitate  dissolves  rapidly,  too  large  an 
excess  of  potassium  cyanide  is  present  in  the  bath ;  and  vice 
veruf,  if  the  precipitate'  does  not  completely  dissolve  after 
stirring,  potassium  cyanide  is  wanting. 

While  this  experiment  allows  us  to  jud^c  of  the  proportion 
of  silver  to  potassium  cyanide,  it  does  not  throw  any  light  upon 
the  effective  content  of  silver  in  the  bath,  and  for  refreshing 
the  latter,  it  is  desirable  to  know  the  actual  content  of  silver  in  it 
To  determine  this,  mix  25  cubic  centimetres  of  the  silver  bath 
in  a  beaker  glass  with  50  cubic  centimetres  of  pure  hydro- 
chloric acid  and  50  cubic  centimetres  of  water,  and  heat  upon 
a  \t'ater  or  sand  bath  until  all  odor  of  piussic  acid  has  disap- 
peared, and  then  dilute  with  200  cubic  centimetres  of  water. 
Filter  off  the  precipitate  of  chloride  of  silver  formed  through  a 
weighed  filter,  previously  dried  at  212°  F.,  wash  the  precipitate 
with  hot  distilled  water  until  the  hltrate  is  no  longer  rendered 
turbid  by  a  drop  of  silver  solution  ( i  part  of  nitrate  of  silver  to 
20  of  water),  and  dry  at  212°  F.  until  the  weight  remains  con- 
stant. After  deducting  the  weight  of  the  dried  filter,  the  weight 
of  the  precipitated  chloride  of  silver  is  obtained,  and  from  this 
the  weight  of  the  metallic  silver  is  calculated  according  to  the 
following  formula : — 

143.5 '  108 B grammes  of  chloride  of  stiver  found:  jr. 
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The  content  of  silver  in  the  bath  per  Ijter  is  then  found  by 
multiplying  x  by  40. 

In  silvering,  the  constant  agitation  of  the  layers  of  fluid  is  of 
decided  advantage,  streaks  being  otherwise  readily  formed  upon 
the  silvered  objects.  To  keep  the  articles  in  gentle  motion  while 
in  the  bath,  one  method  is  to  connect  the  suspending  rods  to  a 
frame  of  iron  having  four  wheels,  about  3  inches  in  diameter, 
connected  to  it,  which  slowly  travel  to  and  fro  to  the  extent  of 
3  or  4  inches  upon  inclined  rails  attached  to  the  upper  edges  of 
the  tank,  the  motion,  which  is  both  horizontal  and  vertical,  be- 
ing given  by  means  of  an  eccentric  wheel  driven  by  steam 
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power.  By  another  arrangement,  the  frame  supporting  the 
juttcles  does  not  rest  upon  the  tank,  but  is  suspended  above 
the  bath,  and  receives  a  slow  swinging  motion  from  a  small 
eccentric  or  its  equivalent.  In  the  Elkington  establislunent  at 
Birmingham  the  following  arrangement  is  in  use :  All  the  sus- 
pending rods  of  the  bath  rest  upon  a  copper  mounting,  which, 
by  each  revolution  of  an  eccentric  wheel,  is  lifted  about  ^ 
inch,  and  then  returned  to  its  position ;  the  copper  mounting 
is  connected  to  the  main  negative  wire  of  the  dynamo-machine 
by  a  copper  cable.  The  same  object  may  also  be  attained  by 
17 
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giving  the  objects  a,  horizontal  instead  of  vertical  motion,  as 
shown  in  Fig.  115,  in  which  the  motion  is  produced  by  an  ec- 
centric wheel  on  the  side. 

Finally  it  remains  to  mention  a  singular  phenomenon  in 
silvering  which  has  not  yet  been  explained.  A  small  addition 
of  certain,  and  especially  of  organic,  substances,  which,  how- 
ever, must  not  be  made  suddenly  or  in  too  large  quantities,  pro- 
duces  a  fuller  and  better  adhering  deposit  of  greater  lustre  than 
can  be  produced  in  fresh  baths.  Elkington  observed  that  an 
addition  of  a  few  drops  of  carbon  disulphide  to. the  bath  made 
the  silvering  more  lustrous,  while  others  claim  to  have  used 
with  success  solutions  of  iodine  in  chloroform,  of  gutta-percha 
in  chloroform,  as  well  as  heavy  hydrocarbons,  tar,  oils,  etc. 
However,  many  baths  have  been  entirely  spoiled  by  an  attempt 
to  change  them  into  bright  working  baths  by  the  addition  of 
such  ingredients;  and  hence  it  is  best  to  leave  such  experi- 
ments alone.  There  is  no  doubt  that  a  silver  bath  becomes 
better  in  the  degree  as  it  takes  up  small  quantities  of  organic 
substances  from  dust  and  air.  I'Vesh  silver  baths  will  more 
rapid!}'  accommodate  themselves  to  regular  working  by  the  ' 
addition  of  a  few  drops  of  spirit  of  sal  ammoniac. 

After  silvering  the  objects  frequently  show,  instead  of  a  pure 
white,  a  yellow  tone,  or  they  become  yellow  in  the  air,  which  is 
ascribed  to  the  formation  of  basic  silver  salts  in  the  deposit.  To 
overcome  this  evil  it  has  been  proposed  to  allow  the  objects  to 
remain  in  the  bath  for  a  few  minutes  after  interrupting  the  cur- 
rent, whereby  the  basic  salts  are  dissolved  by  the  potassium 
cyanide  of  the  bath ;  or  the  same  object  is  attained  by  invert- 
ing the  electrodes  for  a  few  seconds,  after  plating,  thus  trans- 
forming the  articles  into  anodes.  The  electric  current  carries 
away  the  basic  salt  of  silver  in  preference  to  the  metal.  This 
operation  should,  of  course,  not  be  prolonged,  otherwise  the 
silver  will  be  entirely  removed  from  the  objects,  and  will  be  de- 
posited on  the  anodes.  For  the  same  purpose  some  electro- 
platers  hold  in  readiness  a  wariQ  solution  of  potassium  C3^ide, 
in  which  they  immerse  the  silvered  articles  for  half  a  minute. 
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It  has  been  proposed  to  add  to  the  silver  baths  a  soltitfon  of 

nickelous  cyanide  in  potassium  cyanide  in  order  to  obtain  a 
deposit  of  a  silver-nickel  alloy  which  is  claimed  to  be  dis- 
tinguished by  its  greater  hardness  and  the  property  of  not  turn- 
ing so  readily  dark.  Numerous  experiments  with  solutions  of 
cyanide  of  silver  and  nickelous  cyanide  in  potassium  cyanide  in 
all  possible  proportions,  and  under  various  tensions  of  current 
and  subsequent  analysis  of  the  deposits  obtained,  showed,  how- 
ever, only  inconsiderable  traces  of  nickel  in  the  silver  deposit, 
which  had  but  a  very  slight  influence  upon  the  hardness  and 
durability  of  the  silver. 

^  The  London  Metallurgical  Co.  endeavors  to  attain  greater 
hardness  and  power  of  resistance  of  the  silver  by  adding  zinc 
cyanide  or  cadmium  cyanide,  and  has  given  to  this  process  the 
name  of  areas  silvering.  According  to  the  patent  an  addition 
of  20  to  30  per  cent,  of  zinc  or  cadmium  to  the  silver  prevents 
the  tarnishing  of  the  plating,  and  besides  the  deposit  is  claimed 
to  be  lustrous  and  hard.  For  areas  silvering  the  appropriate 
quantity  of  zinc  or  cadmium  or  a  mixture  of  both  metals  is  con- 
verted into  potassium-zinc  cyanide  or  potassium-cadmium  cyan- 
ide, and  this  solution  is  mixed  with  a  corresponding  quantity 
of  solution  of  potassium  silver  cyanide,  with  a  small  excess  of 
potassium  cyanide.   Sheets  of  a  silver-zinc  or  a  silver-cadmium 

,_^oy  are  used  as  anodes. 

Some  English  electro-platers  claim  that  for  many  articles, 
especially  bicycles,  areas  silvering  may  be  substituted  for  nickel- 
ing. 

The  following  experiments  may  serve  as  an  illustration  re- 
garding the  value  of  this  process  as  a  substitute  for  silver-plating 
instruments  and  articles  of  luxury: — 

A  bath  was  prepared  which  contained  per  quart  231)^  troy 
grains  of  fine  silver  and  77  troy  grains  cadmium  in  the  form  of 
cyanide  double  salts  with  a  small  excess  of  potassium  cyanide. 
The  most  suitable  tension  of  current  for  the  decomposition  of 
a  pure  potassium-cadmium  c)ranide  solution  which  contained 
per  quart  154  troy  grains  of  cadmium  with  the  same  excess  of 
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potassium  cyanide  as  the  above-mentioned  mixture,  was  lound 

to  be  2  volts. 

In  electrolyzing  the  cadmium-silver  bath  at  0.7$  volt,  a  uni- 
form  silver-white  deposit  similar  to  that  of  pure  silver  was  at 
first  formed.  However,  after  two  hours  the  deeper  places  of 
the  objects  suspended  in  the  bath  showed  crystalline  ex- 
crescences which  felt  sandy  and  could  be  rubbed  ofT  with  the 
fingers.  After  scratch-brushing  the  articles  and  again  suspend- 
ing them  in  the  bath,  these  sandy  non-adhering  metallic  deposits 
were  rapidly  reformed.  An  analysis  of  the  deposit  separated 
from  the  articles  showed  96.4  per  cent  silver  and  3.2  per  cent 
cadmium.  This  deposit  could  without  difficulty  be  polished 
with  the  steel  like  a  pure  silver  deposit,  and  hence  its  hardness 
would  not  seem  greater  than  that  of  pure  silver.  Its  capability 
of  resisting  hydrogen  sulphide  as  compared  with  that  of  pure 
silver  was  scarcely  greater. 

In  another  experiment  electrolysis  was  effected  with  1.25 
volts.  The  deposit  showed  from  the  start  a  coarser  structure, 
and  the  formation  of  the  sandy  non-adhering  deposit  took  place 
much  more  rapidly.  But,  on  tlie  otlier  hand,  the  hardness  of 
the  separated  coherent  metal  was  greater  than  that  of  pure 
silver,  and  also  its  power  of  resisting  hydrogen  sulphide.  An 
analysis  of  the  deposit  showed  92.1  per  cent,  silver  and  7.8  per 
cent,  cadmium.  In  both  cases  the  deposit  was  dull  like  that  of 
pure  silver. 

With  a  greater  tension  of  current  the  quantity  of  cadmium  in 
the  deposit  increased  and  the  hardness  of  the  latter  became 
correspondingly  greater.  However,  these  deposits  could  not  be 
considered  serviceable  for  the  above-mentioned  purpose,  because 
they  could  not  be  made  of  sufficient  thickness  as  required  for 
solid  silver-plating  of  forks  and  spoons. 

Execution  of  silvering, — ^A.  Silvering  by  weight — Copper, 
brass,  and  all  other  copper  alloys  may  be  directly  silvered  after 
amalgamating  (quicking),  whilst  iron,  steel,  nickel,  zinc,  tin, 
lead,  and  Britannia  are  first  coppered  or  brassed,  and  then 
amalgamated. 
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The  mechanical  and  chemical  preparation  of  the  objects  for 
the  silvcrin<:^  process  is  the  same  as  described  on  pages  150  and 
156.  To  obtain  well-adhering  deposits  great  care  must  be  ex« 
ercised  in  freeing  the  objects  from  grease  and  in  pickling.  As 
a  rule,  objects  to  be  silvered  are  ground  and  polished ;  but 
polishing  must  not  be  carried  too  far,  since  the  deposit  of  silver 
does  not  adhere  well  to  highly  polished  surfaces ;  and  in  case 
such  highly-polished  objects  are  to  be  silvered  it  is  best  to 
deprive  them  of  their  smoothness  by  rubbing  with  pumice 
powder,  emery,  etc.,  or  by  pickling. 

The  treatment  of  copper  and  its  alloys,  German  silver  and 
brass,  which  have  chiefly  to  be  considered  in  silvering  by  weight, 
is,  therefore,  as  follows  :— 

1.  FreeittfT  from  grease  by  hot  potash  or  soda  lye  (  i  part  of 
caustic  alkali  to  8  or  10  parts  of  water),  or  by  brushing  with 
the  limc-pastc  mentioned  on  page  157. 

2.  Pickling  in  a  mixture  of  i  part,  by  weight,  of  sulphuric 
acid  of  GCP  Be.  and  10  of  water.  This  pickling  is  only  recjuired 
for  rou^h  surfaces  of  castings,  L^rcnind  articles  being  imme- 
diately after  freeing  from  grease  treated  according  to  3. 

3.  Rubbing  with  a  piece  of  cloth  dipped  in  fine  pumice 
powder  or  emery,  after  which  the  powder  is  to  be  removed  by 
washing. 

4.  Pickling  in  the  preliminary  pickle,  rinsing  in  hot  water, 
and  quickly  drawing  through  the  bright  dipping  bath  (page 
152),  and  again  thoroughly  rinsing  in  several  waters. 

5.  Amalgamating  {quicking)  by  immersion  in  a  solution  of 
mercury,  called  the  quicking  solution,  and  consisting  of  a  solu- 
tion of  0.35  ounce  of  nitrate  of  mercury  in  i  quart  of  water,  to 
which,  with  constant  stirring,  pure  nitric  acid  in  small  portions 
is  added  until  a  clear  fluid  results ;  a  weak  solution  of  potas- 
sium*mercury  cyanide  in  water  is,  however,  preferable  for 
quicking. 

6.  In  the  quicking  solution  the  objects  remain  only  long 

enough  to  acquire  a  uniform  white  coating,  when  they  are 
rinsed  in  clean  water,  and  gone  over  with  a  brush  in  case  the 
quicking  shows  a  gray  instead  of  a  white  tone. 
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The  objects  are  now  brought  into  the  silver  bath  and  secured 
to  the  suspension  rods  by  slinging-wires  of  copper.  For  forks 
and  spoons  these  wires  are  bent  on  their  extremities 
in  such  a  manner  that  the  fork  or  spoon  may  readily 
be, inserted  or  removed.  Fig.  1 16  presents  this  ter- 
minal hook.  The  straight  portion  of  these  wires 
which  dips  into  the  Hquid  is  covered  with  a  small 
tube  of  India  rubber  or  coated  with  ebonite  mass, 
which  prevents  the  useless  deposit  of  silver  upon  it. 
The  hooped  portions,  however,  become  coated  with 
silver,  which  may  be  removed  by  the  use  of  acids 
after  having  raised  the  India-rubber  tube. 
Introduce  into  the  bath  at  first  a  somewhat  more  powerful 
current,  so  that  the  first  deposit  of  silver  takes  place  quite 
rapidly,  and  after  3  minutes  regulate  the  current  so  that  in  10 
to  1 5  minutes  the  objects  are  coated  with  a  thin,  dull  film  of 
silver.  At  this  stage  take  them  from  the  bath,  and  after  seeing 
that  all  portions  are  uniformly  coated  with  silver,  scratch-brush 
them  with  a  brass  brush,  which  should,  however,  not  be  too 
fine.  In  doing  this  the  deposit  must  not  raise  up;  if  at  this 
stage  the  objects  stand  thorough  scratch-brushing,  raising  of 
the  deposit  in  burnishing  later  on  need  not  be  ieared. 

Any  places  which  show  no  deposit  of  silver  are  vigorously 
scratch-brushed  with  the  use  of  pulverized  tartar,  then  again 
carefully  cleansed  by  brushing  with  lime-paste  to  remove  any 
impurities  due  to  touching  with  the  hands,  pickled  by  dipping 
in  potassium-cyanide  solution,  rinsed  off  again,  quicked,  and 
after  careful  rinsing  returned  to  the  bath.  Special  care  must 
be  had  not  to  contaminate  the  bath  with  quicking  solution,  as 
this  would  soon  spoil  it. 

The  objects  now  remain  in  the  bath  until  the  deposit  has  ac- 
quired a  weight  corresponding  to  the  desired  thickness.  Knives, 
forks,  and  spoons  receive  a  deposit  of  2.1 1  to  3.52  ozs.  of  silver 
per  dozen,  such  deposit  being  produced  with  elements  in  10  to 
14  hours,  and  with  a  dynamo-electrical  machine  in  4  to  5  hours. 
According  to  Dr.  William  H.  Wahl,  the  amount  of  silver  de- 
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posited  upon  the  several  grades  of  plated  table-ware  manu- 
factured by  the  William  Rogers  Manufacturing  Co.,  of  Hartford, 
Conn.,  is  as  follows: — 


In  order  to  control  the  weight  of  the  deposit  proceed  as 
foUows :  After  having  removed  one  of  the  pans  of  a  sensitive 
beam  balance,  substitute  for  it  a  brass  rod  which  keeps  the  other 
pan  in  equilibrium.    Under  this  rod  place  a  vessel  filled  with 

pure  water  and  of  sufficient  diameter  and  depth  to  allow  of  the 
article  suspended  to  the  rod  dipping  entirely  into  the  water 
without  touching  the  sides  of  the  vessel.  Suppose  now  that 
several  dozen  spoons  of  the  same  size  and  shape  are  at  the 
same  time  to  be  provided  with  a  deposit  of  a  determined  weight, 
it  suffices  to  control  the  weight  of  the  deposit  of  a  single  spoon» 
and  when  this  has  acquired  the  necessary  deposit  all  the  other 
spoons  will  also  be  coated  with  a  deposit  of  silver  of  the  same 
thickness  as  the  test  spoon.  After  quicking  and  carefully  rinsing 
the  spoons,  one  of  them  is  suspended  to  the  brass  rod  of  the 
balance  so  that  it  dtps  entirely  under  water ;  the  equilibrium  is 
then  re-established  by  placing  lead  shot  upon  the  pan  of  the 
scale,  and  edding  the  weight  corresponding  to  the  deposit  the 
spoon  is  to  receive.  Now  bring  the  weighed  .s{)oon  together 
with  the  rest  into  the  bath,  and  proceed  with  the  silvering  pro- 
cess in  the  ordinary  manner.  After  some  time  the  weighed 
spooQ  is  taken  from  the  bath,  rinsed  in  water,  and  hung  to  the 
brass  rod  of  the  scale ;  if  it  does  not  restore  the  equilibrium  of 
the  latter,  it  is  returned  to  the  bath,  after  some  time  again 
weighed,  and  so  on  until  its  weight  corresponds  to  that  of  the 
lead  shot  and  weight  placed  in  the  pan  of  the  scale,  when  it  is 
assumed  that  the  balance  of  the  articles  have  also  received  their 
proper  quantity  and  that  the  operation  is  complete. 

A  more  complete  weighing  apparatus  is  the  plating  balance 


Per  gross. 


Extra  plate.    Double  plate.    Triple  plate. 
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first  used  by  Brandely  and  later  on  improved  by  Roseleur. 
The  apparatus,  which  is  shown  in  Fig.  II7»  is  designed  for 
obtaining  deposits  of  silver  "  without  supervision  and  with  con- 


Fig.  117. 


stant  accuracy,  and  which  spontaneously  breaks  the  current 
when  the  operation  is  terminated."  It  is  manufactured  in 
various  sizes,  suitable  for  small  or  large  operations. 

It  consists  of :  i .  A  wooden  vat,  the  upper  edge  of  which 
carries  a  brass  winding-rod  having  a  binding  screw  at  one  end 
to  receive  the  positive  conducting  wire  of  the  battery ;  from  this 
rod  the  anodes  are  suspended,  which  are  entirely  immersed  in 
the  solution,  and  communicate  with  brass  cross-rods  by  means 
of  platinum  wire  hooks.   These  cross-rods  are  flattened  at  their 
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Fig.  118. 


ends  so  that  they  may  not  roll,  and  at  the  same  time  have  a 
better  contact  with  the  "  winding-rod."  2.  A  cast-iron  column 
screwed  at  its  base  to  the  side  of  the  vat,  and  which  carries  near 
the  top  two  projecting  arms  of  cast-iron,  the  extremities  of 
which  are  vertical  and  forked,  and  may  be  opened  or  closed  by 
iron  clamps.  These  forks  arc  intended  for  sustaining  the  beam 
and  preventing  the  knives  from  leaving  their  bearings  under  the 
influence  of  too  violent  oscillations.  In  the 
middle  of  the  two  arms  arc  two  wedge-shaped 
recesses  of  polished  steel  to  receive  the  knife 
edges  of  the  beam.  One  of  the  arms  of  the 
column  carries  at  its  end  a  horizontal  ring  of 
iron  in  which  is  fixed  a  heavy  glass  tube  sup- 
porting  a  cup  of  polished  iron  which  is  insulated 
from  the  column  (Fig.  118). 

This  cup  has  at  its  lower  part  a  small  pocket 
of  lamb-skin  or  of  India  rubber,  which  by  means 
of  a  screw  beneath  may  be  raised  or  lowered. 
This  flexible  bottom  allows  the  operator  to 
lower  or  raise  at  will  the  level  of  the  mercury 
introduced  afterwards  into  the  iron  cup.  Another 
lateral  screw  permits  connection  to  be  made  with 
the  negative  electrode.  3.  A  cast-iron  beam  carrying  in  the 
middle  two  sharp  knife-edges  of  the  best  steel  hardened  and 
polished.  At  each  extremity  there  are  two  parallel  bearings 
of  steel  separated  by  a  notch,  and  intended  for  the  knife  edges 
of  the  scale-pan  that  receives  the  weights,  and  those  of  the 
frame  supporting  the  articles  to  be  silvered.  One  of  the  arms 
of  the  beam  is  provided  with  a  stout  platinum  wire,  placed  im- 
mediately above  and  in  the  centre  of  the  cup  of  mcrcurv'. 
According  as  the  beam  inclines  one  way  or  the  other,  this  wire 
plays  in  or  out  of  the  cup.  4.  A  scale- pan  for  weights,  with 
two  knife  edges  of  cast-steel,  which  is  attached  to  four  chains 
supporting  a  wooden  pan  for  the  reception  of  weights.  A 
smaller  pan  above  is  intended  for  the  weights  corresponding  to 
that  of  the  silver  to  be  deposited.    5.  The  frame  for  support- 
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ing  the  articles  to  be  silvered,  which  is  also  suspended  from  two 
steel  knife  ed^es,  and  the  rod  of  which  is  formed  of  a  stout 

brass  tube  attached  below  to  the  brass  frame  proper,  which  last 
is  equal  in  dimensions  to  the  opening  of  the  vat,  and  supports 
the  rods  to  which  the  articles  are  suspended. 

Fig.  1 19  shows  a  Roseleur  plating  balance,  together  with  the 
resistance  board,  voltmeter,  and  silver  bath;  and  will  be  under- 
stood without  further  explanation. 

Fiu  119. 


For  calculating  the  weight  of  the  deposit  from  the  density  of 
current,  see  "  Chemical  and  Electric  Equivalents." 

When  the  articles  have  received  a  deposit  of  the  required 
weight,  they  are  treated  for  the  prevention  of  subsequent  yellow- 
ing according  to  one  of  the  methods  given  on  p.  258,  then 
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scratch-brushed  with  the  use  of  decoction  of  soap-root,  plunged 
in  hot  water,  and  dried  in  sawdust. 

Articles  which  are  to  retain  the  beautiful  crystalline  dead 
white  with  which  they  come  from  the  bath  arc,  without  touch- 
ing them  with  the  fingers  or  knocking  them  against  the  sides  of 
the  vessel,  plunged  into  very  hot  clean  water  and  then  sus- 
pended free  to  dry  ;  immediatcl)'  after  drying  they  are  to  be 
pro\  idcd  with  a  thin  coat  of  kristallinc  or  zapon  to  protect  the 
dead  white  coating  which  readily  turns  yellow,  and,  moreover, 
is  very  sensitive. 

The  silvered  articles  having  been  scratch-brushed,  must  finally 
be  polished,  which  may  be  effected  upon  a  fine  felt  wheel  with 
the  use  of  rouge,  but  imparting  high  lustre  by  burnishing  is  to 
be  preferred,  the  deposit  being  first  treated  with  the  steel  burn- 
isher and  then  with  the  stone  burnisher,  as  explained  on  p.  149. 
The  steel  burnisher  consists  of  a  piece  of  polished  steel  varying 
in  shape  mounted  in  a  wooden  handle.  The  operation  of  burn- 
ishing is  very  simple.  Take  hold  of  the  tool  very  near  to  the 
steel  or  stone,  and  lean  very  hard  with  it  on  those  parts  which 
are  to  be  burnished,  causing  it  to  glide  by  a  backward  and  for- 
ward movement  without  taking  it  from  the  })iece.  When  it  is 
requisite  that  the  hand  should  jjass  over  a  large  surface  at  once, 
without  losing  its  point  of  support  on  the  work-bench,  in  raking 
hold  of  the  burnisher  be  careful  to  place  it  just  underneath  the 
little  finger.  By  these  means  the  work  is  done  more  quickly, 
and  the  tool  is  more  solidly  fixed  in  the  hand.  During  the 
whole  process  the  tool  must  be  continually  moistened  with 
soap-suds. 

In  some  establishments  in  which  plated  table-ware  in  large 
quantity  is  turned  out,  ingeniously  devised  burnishing  machines 
driven  by  power  are  in  use,  by  which  much  of  the  manual  labor 
is  spared.  The  knife,  spoon,  etc.,  each  supported  by  its  tips  in 
a  suitable  holder,  are  veiy  slowly  rotated,  while  the  burnishing 
tool  moves  quickly  over  the  surface,  performing  the  work 
rapidly  and  satisfactorily. 

When  the  burnishing  is  completed,  the  surface  is  wiped  off 
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longitudinally  with  an  old,  soft  calico  rag ;  sawdust,  hard  cloth, 
and  tissue  paper  produce  streaks. 

B.  Ordinary  siivering, — ^The  operations  the  objects  which  are 
to  receive  a  deposit  of  less  thickness  have  to  undergo,  are  ex- 
actly the  same  as  those  described  under  silvering  by  weight,  the 
only  difference  being  that  for  quicking  a  weaker  solution  ( 1 5  to 
31  grains  of  nitrate  of  mercury  to  i  quart  of  water)  or  very 
dilute  solution  of  potassium- mercury  cyanide  is  used,  and  that 
the  objects  remain  in  the  bath  for  a  shorter  time.  As  previ- 
ously mentioned,  iron,  steel,  zinc,  tin,  etc.,  should  first  be 
coppered  or  brassed;  however,  tin  in  its  alloys  may  also  be 
directly  silvered  in  the  silver  bath,  but  a  larger  excess  of  potas- 
sium cyanide  is  required  than  for  copper,  brass,  or  German 
silver. 

According  to  Dr.  William  H.  Wahl,  in  the  United  States,  the 
practice  of  previous  coppering  is  not  adopted  either  with  Bri- 
tannia metal  or  steel.  The  practice  of  different  establishments 
of  cleansing  their  work  differs  somewhat,  but  all  aim  at  the 
same  result,  viz.,  to  secure  a  smooth  adhering  coating  of  metal 
upon  an  inferior  base. 

The  practice  of  the  Meriden  Britannia  Co.'s  works  at  Meriden, 
Conn.,  as  observed  by  Dr.  William  H.  Wahl,  is  substantially  as 
follows :  With  Britannia  cr  **  white  metal The  article  is  first 
cleansed  of  all  f^rease  by  immersion  in  boiling  alkali ;  then  into 
dilute  muriatic  acid;  then  into  a  "striking"  solution,  viz.,  a 
weak  cyanide  of  silver  solution  with  a  large  projiortion  of  free 
cyanide  of  potassium,  and  a  large  silver  anode  operated  with  a 
very  strong  electric  current.  The  purpose  of  immersion  in  this 
solution  is  to  effect  an  instantaneous  deposit  of  silver  on  the 
metal,  to  better  insure  a  perfect  coating  in  the  silver  bath 
proper.  The  articles  remain  in  the  '*  striking  "  solution  for  a 
few  seconds  only,  as  its  action,  owing  to  the  large  proportion 
of  free  cyanide  it  contains,  is  very  prompt,  and  as  soon  as  they 
have  received  a  thin  coating,  which  takes  place  almost  imme- 
diately, they  are  removed  to  the  electro-plating  bath,  where 
they  remain  until  they  have  received  the  proper  coating  of 
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silver.  In  many  cases,  especially  with  articles  of  considerable 
size,  cleansing  in  boiling  alkali  must  be  supplemented  by  scratch- 
brushing,  in  which  case  the  acid  dip  may  be  dispensed  with,  and 
the  article,  after  thorough  rinsing  and  dipping  in  alkali  to  re- 
move finger-marks,  is  immersed  at  once  in  the  "  striking  "  solu- 
tion. 

German  silver  or  nickel  articles  are  first  cleansed  in  boiling 
alkali,  washed,  then  dipped  in  a  mixture  of  two-thirds  sulphuric 
acid  and  one-third  nitric  acid,  then  into  quicking  solution,  then 
into  the  "  striking"  solution,  and  from  this  into  the  plating  bath. 

Steel  articles  are  cleansed  in  boiling  alkali,  rinsed,  dipped  in 
muriatic  acid,  then  in  the  "striking"  solution,  and  from  this 
into  the  plating  bath.  In  case  the  articles  require  scouring  the 
acid  dip  is  dispensed  with,  [•'or  steel  two  "striking"  solutions 
are  used,  one  somewhat  richer  in  silver  than  the  other,  the 
weaker  solution  being  used  first. 

With  the  William  Rogers  Manufacturing  Co.,  Hartford,  Conn., 
the  following  is  the  general  outline  of  the  methods  in  use  for 
preparing  work  for  plating 

Far  cleansing  ( steel)  cutlery, — Immersion  in  boiling  alkali  for 
the  removal  of  grease ;  scouring ;  rinsing ;  dipping  into  strong 
muriatic  acid :  then  for  a  few  seconds  in  a  silver  "  striking " 
solution ;  then  in  a  plating  bath  until  the  required  amount  of 
silver  is  deposited. 

The  formula  for  the  "  striking  "  solution,  which  w  ill  be  given 
later  on,  is  low  in  sih  er,  rich  in  cyanide,  and  worked  with  a 
strong  current  and  silver  anode. 

Nickel-silver  (  German  silver)  for  spoons. — Immerse  in  boil- 
ing alkali ;  scouring,  if  necessary  rinsing  in  water ;  immersion 
in  acid  mixture,  composed  of  two-thirds  sulphuric  acid  and  one- 
third  nitric  acid;  dipping  in  weak  quicking  solution  (either 
very  dilute  potassium-mercury  cyanide  or  acidulated  nitrate  of 
mercury)  ;  immersion  for  a  few  seconds  in  the  silver  "  striking  " 
solution;  and  from  this  xwio  the  j)lating  bath. 

Britannia  metal  {holloiu-ware) . — Cleansing  in  alkali  as  above  ; 
rinsing  in  water ;  again  immersing  in  aikah  to  remove  finger- 
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marks,  tf  necessary,  immersing  in  the  *'  striking  "  solution,  and 
from  this  into  the  plating  solution.  A  quick! ng  solution  for 
Britannia,  sometimes  employed,  is  composed  of  a  strong  solu- 
tion of  sal  ammoniac  and  corrosive  sublimate,  into  which  the 

articles  are  dipped  after  cleansing  in  potash. 

The  silver  "  strikinj^ "  solution,  as  used  by  the  Wm.  Rogers 
Manufacturing  Co.,  of  Hartford,  Conn.,  is  composed  as  follows : — 

Rogers's siriking"  solution. — Cyanide  of  potassium  6  ozs., 
silver  %  oz.,  water  I  gallon.    Use  a  strong  current. 

Meriden  Company* s  **  striking  soluiion'* — Cyanide  of  potas- 
sium 12  to  1 6  ozs.,  silver  8  to  lO  dwts.,  water  i  gallon. 

The  plating  solution  commonly  employed  by  the  Wm.  Rogers 
Manufacturing  Co.  has  the  following  composition :  C3ranide  of 
potassium  6  ozs.,  silver  (in  chlorate)  4  ozs.,  water  i  gallon. 

The  usual  formula  of  the  Meriden  Britannia  Co.  has  the  fol- 
lowing proportions:  Cyanide  of  potassium  12  ozs.,  silver  3  ozs., 
water  i  gallon. 

In  order  to  secure  an  extra  heavy  coating  of  silver  on  the 
convex  surfaces  of  spoons  and  forks,  which,  being  subject  to 
greater  wear  than  the  other  parts,  require  extra  protection,  the 
Meriden  Britannia  Co.  uses  a  frame  in  which  the  articles  sup- 
ported therein  by  their  tips  are  placed  horizontally  in  a  shallow 
silver  bath,  and  immersed  just  deep  enough  to  allow  the  pro*- 
jecting  convexities  to  dip  into  the  bath.  By  this  artifice  these 
portions  are  given  a  second  coating  of  silver  of  any  desired 
thickness.  This  mode  of  procedure,  which  is  termed  "sec- 
tional" plating,  accomplishes  the  intended  purpose  nicely  and 
satisfactorily.  In  some  establishments  the  silvered  forks  and 
spoons  arc  placed  between  plates  of  gutta-percha  of  corre- 
sponding shape,  and  held  together  by  rubber  bands.  In  these 
plates  the  portions  to  be  provided  with  an  extra  coating  of 
silver  are  cut  out.  By  suspending  the  forks  and  spoons  thus 
protected  in  the  bath,  the  unprotected  places  receive  a  further 
layer  of  silver,  the  outlines  of  which  are  later  on  smoothed 
down  with  burnishers. 

Stopping- Off" — Stopping-oflf  is  the  manipulation  by  which 
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certain  parts  of  a  metallic  article,  which  are  already  covered 
with  an  electro-deposit  on  its  entire  surface,  are  coated  with  an- 
other metal.  For  instance,  if  it  is  desired  to  gild  the  parts  in 
relief  of  an  article,  the  other  portions  are  "  stopped-ofT,"  and 
vice  versa,  Stopping-oflT  varnish  is  prepared  by  dissolving 
asphalt  or  dammar  with  an  addition  of  mastic  in  oil  of  tur- 
pentine. Apply  with  a  brush,  and  after  thoroughly  drying  the 
articles  in  the  drying-chamber,  place  them  for  an  hour  in  very 
cold  water,  whereby  the  varnish  hardens  completely.  After 
plating,  the  varnish  is  removed,  best  with  benzine,  the  article 
plunged  in  hot  water,  and  dried  in  saw-dust. 

For  a  varnish  that  will  resist  the  solvent  power  of  the  hot 
alkaline  gilding  liquid,  Gore  recommends  the  following  compo- 
sition :  Translucent  rosin  10  parts,  yellow  beeswax  6,  extra-fine 
red  sealing-wax  4,  finest  polishing  rouge  3. 

Silvering  by  contact,  by  immersion,  and  cold  silvering  with 
paste, — For  silvering  by  contact  with  zinc,  the  bath  prepared 
according  to  formula  II.  may  be  used,  adding  about  1 7  grains 
more  of  potassium  cyanide  per  quart.  The  articles  are  to  be 
prepared  in  the  same  manner  as  for  silvering  by  weight,  and 
quicked  in  a  weak  quicking  solution.  Before  placing  the  arti- 
cles in  the  bath  they  are  wrapped  round  with  bright  zinc  wire, 
or  are  brought  in  contact  while  in  the  bath  with  a  bright  strip 
of  zinc,  care  being  hatl  to  frequently  change  the  points  of  con- 
tact to  prevent  the  formation  of  stains.  As  previously  men- 
tioned, by  the  contact  of  the  metal  to  be  silvered  with  the 
electro-positive  zinc,  a  weak  current  is  produced  which  effects 
the  deposition  of  tlie  silver,  but  this  taking  place  very  slowly,  it 
is  best  to  heat  the  silver  bath.  Silver  being  at  the  same  time 
deposited  upon  the  zinc,  the  latter  must  be  frequently  freed 
from  the  deposit  and  brightened  by  means  of  a  file  or  emery 
paper. 

By  contact  with  zinc,  silver  may  also  be  deposited  in  one  of 
the  following  baths  for  silvering  by  'immersion:  Crystallized 
nitrate  of  silver  5.64  drachms,  98  per  cent,  potassium  cyanide 
1.33  ozs.,  water  i  quart.   To  prepare  the  bath  dissolve  the 
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silver  salt  in  i  pint  of  distilled  water,  then  the  potassium 
cyanide  in  the  remaining  pint  of  water,  and  mix  the  two  solu- 
tions. The  bath  is  heated  in  a  porcelain  or  enameled  iron 
vessel  to  between  176"  and  194°  F.,  and  the  thoroughly 
cleansed  and  pickled  objects  are  immersed  in  it  until  uniformly 
coated;  previous  quicking  is  not  required.  The  deposit  is  lus- 
trous if  the  articles  are  left  but  a  short  time  in  the  bath,  but 
becomes  dull  when  they  remain  longer;  in  the  first  case  the 
deposit  is  a  mere  film,  and,  while  it  is  somewhat  thicker  in  the 
latter,  it  can  under  no  circumstances  be  called  solid. 

The  bath  gradually  works  less  eflfectively  and  finally  ceases 
to  silver,  when  it  may  be  attempted  to  restore  its  action  by  the 
addition  of  2^  to  5}^  drachms  of  potassium  C3ranide  per  quart. 
Should  this  prove  ineffectual,  the  content  of  silver  is  nearly 
exhausteti,  and  the  bath  is  evaporated  to  dryness,  and  the 
residue  added  to  the  silver  waste.  Frequent  refreshing  of  the 
bath  with  silver  salt  cannot  be  recommended,  the  silvering 
always  turning  out  best  in  a  fresh  bath. 

A  solution  of  nitrate  of  silver  in  sodium  sulphide  is,  accord- 
ing to  Roseleur,  very  suitable  for  silvering  by  immersion.  The 
solution  is  prepared  by  pouring  into  a  moderately  concentrated 
solution  of  sodium  sulphide,  with  constant  stirring,  solution  of 
a  silver  salt  until  the  precipitate  of  silver  sulphide  formed  be- 
gins to  be  dissolved  with  difficulty.  This  bath  can  be  used 
cold  or  warm,  fresh  solution  of  siK  cr  being  added  when  it  com- 
mences to  lose  its  effect.  If.  however,  the  bath  is  not  capable 
of  dissolving  the  silver  sulphide  formed,  concentrated  solution 
of  sodium  sulphide  has  to  be  added. 

For  the  preparation  of  the  solution  of  sodium  sulphide,  Rose- 
leur recommends  the  following  method : — 

Into  a  tall  vessel  of  glass  or  porcelain  (Fig.  120)  introduce  5 
quarts  of  water  and  4  pounds  of  cr3rstallized  soda,  after  pouring 
in  mercury  about  an  inch  or  so  deep  to  prevent  the  glass  tube 
through  which  the  sulphurous  acid  is  introduced  from  being 
stopped  u  p  by  crystals.  The  sulphurous  acid  is  evolved  by  heat- 
ing copper  turnings  with  concentrated  sulphuric  acid,  washing 
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the  gas  in  a  VVoulff  bottle  filled  an  inch  or  so  deep  with  water, 
and  introducing  it  into  the  bottle  containing  the  soda  solution, 
as  shown  in  the  illustration.  A  part  of  the  soda  becomes  trans- 
formed into  sodium  sulphide,  which  dissolves,  and  a  part  is  pre- 
cipitated as  carbonate.  The  latter,  however,  is  transformed 
into  sodium  sulphide  by  the  continuous  action  of  sulphurous 
acid,  and  carbonic  acid  gas  escapes  with  effervesence.  When  all 
has  become  dissolved,  the  passage  of  sulphurous  acid  should  be 
continued  until  the  liquid  slightly  reddens  blue  litmus-paper, 
and  then  allowed  to  stand  aside  for  24  hours.    At  the  end  of 


Fig.  120. 


r 


that  time  a  certain  quantity  of  crystals  will  be  found  upon  the 
mercury,  and  the  liquid  above,  more  or  less  colored,  constitutes 
the  sodium  sulphide  of  the  silvering  bath.  The  liquid  sodium 
sulphide  thus  prepared  should  be  stirred  with  a  glass  rod,  to 
eliminate  the  carbonic  acid  which  may  still  remain  in  it.  The 
liquid  should  then  be  again  tested  with  litmus-paper;  and  if  the 
blue  color  is  strongly  reddened,  carbonate  of  soda  is  cautiously 
added,  little  by  little,  in  order  to  neutralize  the  excess  of  sul- 
phurous acid.  On  the  other  hand,  if  red  litmus-paper  becomes 
blue,  too  much  alkali  is  present,  and  more  sulphurous  acid  gas 
18 
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must  be  passed  through  the  liquid^  which  is  in  the  best  condi- 
tion for  our  work  when  it  turns  litmus-paper  violet  or  slightly 
red.  The  solution  should  mark  from  22^  to  26^  Be.,  and 
should  not  come  in  contact  with  iron,  zinc,  tin,  or  lead. 

As  will  be  seen,  this  mode  of  preparing  the  sodium  sulphide 
solution  is  somewhat  troublesome,  and  it  is,  therefore,  recom- 
mended to  proceed  as  follows :  Prepare  a  saturated  solution  of 
commercial  sodium  sulphide;  the  solution  will  show  an  alka- 
line reaction,  the  commercial  salt  frequently  containing  some 
sodium  carbonate.  To  this  solution  add,  with  stirring,  solution 
of  bisulphite  of  sodium  saturated  at  122*^  F.,  until  blue  litmus- 
paper  is  slightly  reddened.  Then  add  to  this  solution  concen- 
trated solution  of  nitrate  of  silver  until  the  flakes  of  silver  sul- 
phide separated  begin  to  dissolve  with  difficulty. 

The  immersion  bath,  prepared  according  to  one  or  the  other 
method,  works  well  and  has  the  advantage  of  producing  silver- 
ing of  a  beautiful  lustre,  such  as  is  desirable  for  many  cheap 
articles.  By  allowing  the  articles  to  remain  for  a  longer  time 
in  the  bath,  the  lustrous  deposit  becomes  dull.  For  the  pro- 
duction of  a  lustrous  coating  the  bath  should  always  be  used 
cold.  It  must  further  be  protected,  as  much  as  possible,  from 
the  light,  as  otherwise  gradual  decomposition  takes  place. 

According  to  Dr.  Ebermayer  a  silver*  immersion  bath  for 
lustrous  silvering  is  prepared  as  follows:  Dissolve  1.12  ozs.  of 
nitrate  of  silver  in  water,  and  precipitate  the  solution  with 
caustic  potash.  Thoroughly  wash  the  silver  oxide  which  is 
precipitated,  and  dissolve  it  in  i  quart  t)f  water  which  contains 
3.52  ozs.  of  potassium  cyanide  in  solution,  and  finally  dilute  the 
whole  with  I  quart  more  of  water.  Vor  silvering,  the  bath  is 
li'  atcd  to  the  boiling  point,  and  the  silver  withdrawn  may  be 
replaced  by  the  addition  of  moist  silver  oxide  as  long  as  com- 
plete dissolution  takes  place.  When  the  silvering  is  no  longer 
beautiful  and  of  a  pure  white  color,  the  bath  is  useless  and  is 
then  evaporated.  Experiments  with  a  bath  prepared  according 
to  the  above  directions  were  not  satisfacfory,  the  coating  being 
dull  and  adhering  badly. 
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For  silvering  articles,  especially  those  composed  of  the  various 
alloys  of  copper,  without  the  use  of  a  current,  the  following 
process  is  recommended  in  *'  Edclmetalliiulustric."  Dissolve 
silver  in  nitric  acid  with  the  assistance  of  the  sand  or  water  bath, 
and  convert  it  into  chloride  of  silver  by  carefully  adding  hydro- 
chloric acid  or  common  salt  solution  until,  alter  repeated  stir- 
ring and  allowing  to  settle,  no  more  precipitate  is  formed. 
Now  let  the  mixture  repose,  then  pour  off  the  supernatant  fluid 
and  wash  the  white  caseous  precipitate  until  litmus*  paper  is  no* 
longer  reddened  by  the  wash-water.  Keep  the  chloride  of  sil-* 
ver  thus  obtained  in  wide-mouthed  black  bottles.  Now  prepare 
in  glazed  pots  two  baths  as  follows:  I.  A  potassium-cyanide 
bath  by  dissolving  1 1  ^  drachms  of  chloride  of  silver  and  2  ozs. 
of  potassium  cyanide  in  about  lO  quarts  of  water,  and  heating 
the  mixture  to  the  boiling  point.  2.  A  salt  bath  consisting  of 
lo  quarts  of  water,  l  i  lbs.  of  common  salt,  i  i  lbs.  of  cream  of 
tartar,  and  ozs.  of  chloride  of  silver.  J^oil  the  mixture, 
with  constant  stirring,  for  one  hour,  and  when  cold  pour  it  into 
another  pot,  in  which  it  may  be  kept.  The  articles  to  be 
treated  are  cleansed  by  treating  them  with  dilute  hydrochloric 
acid.  They  are  next  pickled  by  dipping  them  in  nitric  acid, 
and  finally  plunged  into  a  bright-dipping  bath,  consbting  of 
nitric  acid,  a  small  quantity  of  hydrochloric  acid  and  a  trace  of 
lamp-black.  They  are  then  thoroughly  rinsed  oflT,  and  thrown 
into  water  containing  a  small  quantity  of  cream  of  tartar,  where 
they  remain  until  they  are  silvered.  The  water  must  not  be 
warm  and  the  articles  should  not  remain  in  it  too  long,  other- 
wise they  will  tarnish  and  it  will  be  impossible  to  obtain  a  pure 
silvering.*  The  articles  thus  prepared  are  first  brought  into  the, 
potassium-cyanide  bath  and  gently  agitated,  when  they  become 
immediately  coated  with  a  thin  film  of  silver.  They  are  then 
rinsed  and  brought  into  a  dilute  salt  bath,  prepared  by  adding 
water  to  a  portion  of  the  salt  given  under  2,  where  they  remain 
until  they  have  acquired  a  gray-white  or  yellowish-white  color. 
They  are  then  rinsed,  returned  to  the  potassium-cyanide  bath, 
again  rinsed  and  thrown  into  clean  water,  or  dried  in  sawdust. 
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Each  rinsing  must  be  effected  in  a  different  vessel.  The  two 
baths  are  very  lasting  and  require  only  a  periodical  addition  of 
potassium  cyanide  (when  the  articles  on  being  immersed  be- 
come black,  which  turns  slowly  to  white)  or  of  chloride  of  sil- 
ver (when  the  articles  show  a  yellowish-white  color).  When 
the  dilute  salt  bath  becomes  too  weak,  a  fresh  quantity  of  the 
the  salt  bath  is  added  by  means  of  a  wooden  spoon.  The 
potassium-cyanide  bath  must  be  shaken  every  day.  During 
the  process  of  silvering  the  potassium-c>  anidc  bath  is  to  be 
kept  at  between  176^^  and  194°  F.,  and  the  salt  bath  at  above 
212°  F.  The  potassium-cyanide  bath  should  only  be  boiled 
before  use,  wiicn  making  a  fresh  addition  of  potassium  cyanide, 
or  of  chloride  of  silver.  The  silvering  obtained  with  the  use  of 
these  vats  is  pure-white,  cheap,  and  durable. 

The  process  of  coating  with  a  thin  film,  or  rather  coloring 
with  silver,  small  articles  such  as  hooks  and  eyes,  pins,  etc.. 
differs  from  the  above-described  immersion  method,  which 
effects  the  silvering  in  a  few  seconds,  in  that  the  articles  require 
to  be  boiled  for  a  longer  time.  The  process  is  as  follows: 
Prepare  a  paste  from  14.11  drachms  of  nitrate  of  silver,  pre- 
cipitated as  chloride  of  silver ;  44  ounces  of  cream  of  tartar, 
and  a  like  quantity  of  common  salt,  by  precipitating  the  solu- 
tion of  the  nitrate  of  silver  with  hydrochloric  acid,  washing  the 
chloride  of  silver  and  mixing  it  with  the  above-mentioned 
quantities  of  cream  of  tartar  and  common  salt,  and  sufficient 
water  to  a  paste,  which  is  kept  in  a  dark  glass  vessel  to  prevent 
the  chloride  of  silver  from  being  decomposed  by  the  light. 
Small  articles  of  copper  or  brass  are  first  freed  from  grease,  and 
pickled.  Then  heat  in  an  enameled  kettle  3  to  5  quarts  of 
rain-water  to  the  boiling-point;  add  2  or  3  heaping  teaspoon- 
fuls  of  the  above-mentioned  paste,  and  bring  the  metallic 
objects  contained  in  a  stoneware  sieve  into  the  bath  and  stir 
them  diligently  with  a  rod  of  glass  or  wood.  Before  placing  a 
fresh  lot  of  articles  in  the  bath  additional  silver  paste  must  be 
added.  If  finally  the  bath  acquires  a  greenish  color,  caused  by 
dissolved  copper,  it  is  no  longer  suitable  for  the  purpose,  and  is 
Ihen  evaporated  and  added  to  the  silver  residues. 
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Cold  silvering  with  /aste.^ln  this  process,  an  argentiferous 
paste,  composed  as  given  below,  is  nibbed,  by  means  of  the 
thumb,  a  piece  of  soft  leather  or  rag,  upon  the  cleansed  and 
pickled  metallic  surface  (copper,  brass,  or  other  alloys  of 
copper)  until  it  is  entirely  silvered.  The  paste  may  also  be 
rubbed  in  a  mortar  with  some  water  to  a  uniform  thinly  fluid 
mass,  and  applied  with  a  brush  to  tiic  surface  to  be  silvered. 
By  allowinf^  the  paste  to  dry  naturally,  or  with  the  aid  of  a 
gentle  heat,  the  silvering  appears.  The  application  of  the  paste 
by  means  of  a  brush  is  chiefly  made  use  of  for  decorating  with 
silver  articles  thinly  gilded  by  immersion.  For  articles  not 
gilded,  the  above-mentioned  rubbing  on  of  the  stiff  paste  is  to 
be  preferred.  ♦ 

Composition  of  argentiferous  pastes. — I.  Silver  in  the  form  of 
freshly  precipitated  chloride  of  stiver*  0.35  oz.,  common  salt 
0.55  oz.,  potash  0.7  oz.,  whiting  0.52  oz.,  and  water  a  sufficient 
quantity  to  form  the  ingredients  into  a  stifT  paste. 

II.  Silver  in  the  form  of  freshly  precipitated  chloride  of  silver* 
0.35  oz.,  potassium  cyanide  1.05  oz.,  sufficient  water  to  dissolve 
these  two  ingredients  to  a  clear  solution,  and  enough  whiting  to 
form  the  whole  into  a  stiff  paste.  This  paste  is  also  excellent 
for  polishing  tarnished  silver ;  it  is,  however,  poisonous. 

The  following  composition,  which  is  not  poisonous,  does  ex- 
cellent service:  Silver  in  the  form  of  chloride  of  silver  0.35  oz., 
cream  of  tartar  0.7  oz.,  common  salt  0.7  oz.,  and  sufiicient  water, 
to  form  the  mixture  of  the  ingredients  into  a  stiff  paste. 

Another  composition  is  as  follows  :  Chloride  of  silver  I  part, 
pearl-ash  3,  common  salt  i  3^,  whiting  i,  and  sufficient  water  to 
form  a  paste.  Apply  the  latter  to  the  metal  to  be  silvered  and 
rub  with  a  piece  of  soft  leather.  When  the  metal  is  silvered, 
wash  in  water  to  which  a  small  quantity  of  washing  soda  has 
been  added. 

Graining. — In  gilding  parts  of  watches,  gold  is  seldom  di- 
rectly applied  upon  the  copper ;  there  is  generally  a  preliminary 

^  Rram  a56  ot.  of  nitrate  of  lilver. 
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operation  called  graining,  by  which  a  grained  and  slightly  dead 
appearance  is  given  to  the  articles.  Marks  uf  the  file  are  ob- 
literated by  rubbing  upon  a  whetstone,  and  lastly  upon  an  oil- 
stone. Any  oil  or  grease  is  removed  by  boiling  the  parts  for  a 
few  minutes  in  a  solution  of  lo  parts  of  caustic  soda  or  potash 
in  100  of  water,  which  should  wet  them  entirely  if  all  the  oil 
has  been  removed.  The  articles  being  threaded  upon  a  brass 
wire,  cleanse  them  rapidly  in  the  acid  mixture  for  a  bright 
lustre,  and  dry  them  carefully  in  white  wood  sawdust.  The 
pieces  are  fastened  upon  the  even  side  of  a  block  of  cork  by 
brass  pins  with  flat  heads.  The  parts  are  then  thoroughly 
rubbed  over  with  a  brush  entirely  free  from  grease,  and  dipped 
into  a  paste  of  water  and  very  fine  pumice-stone  powder.  Move 
the  brush  in  circles,  in  order  not  to  rub  one  side  more  than  the 
other ;  thoroughly  rinse  in  cold  water,  and  no  particle  of  pumice- 
stone  should  remain  upon  the  pieces  or  the  cork.  Next  place 
the  cork  and  the  pieces  in  a  weak  mercurial  solution,  composed 
of  water  2}i  gallons,  nitrate  or  binoxide  of  mercury  oz.,  sul- 
phuric acid  I  oz.,  which  slightly  whitens  the  copper.  The 
pieces  are  passed  quickly  through  the  solution  and  then  rinsed. 
This  operation  gives  strength  to  the  graining,  which  without  it 
possesses  no  adherence. 

The  following  preparations  may  be  used  for  graining:  I. 
Silver  in  impalpable  powder  2  ozs.,  finely  pulverized  cream  of 
tartar  20  ozs.,  common  salt  4  lbs.  II.  Silver  powder  i  oz., 
cream  of  tartar  4  to  5  ozs.,  common  salt  13  ozs.  III.  Silver 
powder,  common  salt,  and  cream  of  tartar,  equal  parts  by 
weight  of  each.  The  mixture  of  the  three  ingredients  must  be 
thorough  and  efiected  at  a  moderate  and  protracted  heat.  The 
graining  is  the  coarser  the  more  common  salt  there  is  in  the 
mixture,  and  it  is  the  finer  and  more  condensed  as  the  propor- 
tion of  cream  of  tartar  is  greater,  but  it  is  then  more  difficult  to 
scratch-brush.  The  silver  powder  is  obtained  as  follows :  Dis- 
solve in  a  glass  or  porcelain  vessel  ^3  oz.  of  crystallized  nitrate 
of  silver  in  2^/  gallons  of  distilled  water,  and  place  5  or  6 
ribands  of  cleansed  copper,  ^  inch  wide,  in  the  solution. 


Digitized  by  Google 


DEPOSITION  OF  SILVER. 


279 


These  ribands  should  be  long  enough  to  allow  of  a  portion  of 
them  being  above  the  liquid.  The  whole  is  kept  in  a  dark 
place,  and  from  time  to  time  stirred  with  the  copper  ribands. 
This  motion  is  sufHcient  to  loosen  the  deposited  silver,  and 

present  fresh  surfaces  to  the  action  of  the  liquor.  When  no 
more  silver  deposits  on  the  copper,  the  operation  is  complete, 
and  there  remains  a  blue  solution  of  nitrate  of  coi)pcr.  The 
silver  powder  is  washed  by  decantation  or  upon  a  filter  until 
there  remains  nothing  of  the  copper  solution. 

For  the  purpose  of  graining,  a  thin  paste  is  made  of  one  of 
the  above  mixtures  and  water,  and  spread  by  means  of  a  spatula 
upon  the  watch  parts  held  upon  the  cork.  The  cork  itself  is 
placed  upon  an  earthenware  dish,  to  which  a  rotating  move- 
ment is  imparted  by  the  left  hand.  An  oval  brush  with  close 
bristles,  held  in  the  right  hand,  rubs  the  watch  parts  in  every 
direction,  but  always  with  a  rotary  motion.  A  new  quantity  of 
paste  is  added  two  or  throe  times  and  rubbed  in  the  manner  in- 
dicated. The  more  the  brush  and  cork  are  turned  the  rounder 
becomes  the  grain,  which  is  a  i^ood  quality,  and  the  more  paste 
added  the  larger  the  grain.  When  the  desired  grain  is  obtained 
the  pieces  are  washed  and  scratch-brushed.  The  brushes  em- 
ployed are  of  brass  wire,  as  fine  as  hair  and  very  stiff  and 
springy.  It  is  necessary  to  anneal  them  upon  an  even  fire  to 
different  degrees ;  one  soft  or  half-annealed  for  the  first  opera- 
tion or  uncovering  the  grain ;  one  harder  for  bringing  up  the 
lustre ;  and  one  very  soft  or  fully  annealed,  used  before  gilding 
for  removing  any  marks  which  may  have  been  made  by  the 
preceding  tool,  and  for  scratch-brushing  after  gilding,  which, 
like  the  graining,  must  be  done  by  giving  a  rotary  motion  to 
the  tool.  If  it  happens  that  the  same  watch  part  is  composed 
of  copper  and  steel,  the  latter  metal  requires  to  be  preserved 
against  the  action  of  the  cleansing  acids  and  of  the  graining 
mixture  by  a  composition  called  resist.  This  consists  in  cover- 
ing the  pinions  and  other  steel  parts  with  a  fatty  composition 
which  is  sufficiently  hard  to  resist  the  tearing  action  of  the 
bristle  and  wire  brushes,  and  insoluble  in  the  alkalies  of  the  gild- 
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ing  bath.  A  good  composition  is:  Yellow  wax  2  parts  by 
weight,  translucent  rosin  t,}4,  extra,  fine  red  sealing-wax  i  )^ , 
polishing  rouge  I.  Melt  the  rosin  and  sealing-wax  in  a  porce- 
lain dish,  upon  a  water-bath,  and  afterwards  add  the  yellow  wax. 
When  the  whole  is  thoroughly  fluid,  gradually  add  the  rouge 
and  stir  with  a  wooden  or  glass  rod.  Withdraw  the  heat,  but 
continue  the  stirring  until  the  mixture  becomes  solid,  otherwise 
all  the  rouge  will  fall  to  the  bottom.  The  flat  parts  to  receive 
this  resist  are  slightly  heated  and  then  covered  with  the  mixture, 
which  melts  and  is  easily  spread.  For  covering  steel  pinions 
employ  a  small  gouge  of  copper  or  brass  fixed  to  a  wooden 
handle.  The  metallic  part  of  the  gouge  is  heated  upon  an  alco- 
hol lamp,  and  a  small  quantity  of  resist  is  taken  with  it.  The 
composition  soon  melts,  and  by  turning  the  tool  around  the 
steel  pinion  thus  becomes  coated.  Use  a  scratch-brush  with 
long  wires,  as  their  flexibility  prevents  the  removal  of  the  com- 
position. When  the  resist  is  to  be  removed  after  gilding,  put 
the  parts  into  warm  oil  or  tepid  turpentine,  then  into  a  very  hot 
soap-water  or  alkaline  solution;  and,  lastly,  into  fresh  water. 
Scratch-brush  and  dry  in  warm,  white  wood  sawdust.  The 
holes  of  the  pinions  are  cleansed  and  polished  with  small  pieces 
of  very  white,  soft  wood,  the  friction  of  which  is  sufficient  to 
restore  the  primitive  lustre.  The  gilding  of  parts  of  copper  and 
steel  requires  the  g^atest  care,  as  the  slightest  rust  destro3rs 
their  future  usefulness.  Should  some  gold  deposit  upon  the 
steel,  it  should  be  removed  by  rubbing  with  a  piece  of  wood 
and  impalpable  pumice  dust,  tin-putty,  or  rouge. 

The  gilding  of  the  grained  watch  parts  is  effected  in  a  bath 
prepared  according  to  formula  I.  or  III.,  given  under  "  Deposi- 
tion of  Gold." 

T/ie  silvering  of  fine  copper  ivirc  is  efifected  in  an  apparatus 
similar  to  that  shown  in  Fig.  112,  p.  21 1,  a  reservoir  containing 
potassium  cyanide  solution  for  pickling  the  cleansed  wire  being 
added  and  placed  in  front  of  the  silver  bath.  Lustre  is  im- 
parted to  the  silvered  wire  by  drawing  through  a  draw-plate. 
Further  details  will  be  found  under  "  Gilding." 
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Incrustaiums  with  silver,  gold^  and  other  metals, — By  incrust- 
ing  is  understood  the  inlaying  of  depressions,  produced  by  en- 
graving or  etching  upon  a  metallic  body,  with  silver,  gold,  and 
other  metals,  such  as  Japanese  incrustations,  which  arc  made  by 
mechanically  pressing  the  silver  or  gold  into  the  depressions. 
Such  incrustations,  however,  can  also  be  produced  by  electro- 
deposition,  the  process  being  as  follows :  The  design  which  is 
to  be  incrusted  upon  a  metal  is  executed  with  a  pigment  of 
white-lead  and  glue-water  or  gum-water.  The  portion  not  cov- 
ered by  the  design  is  then  coated  with  stopping-ofl*  varnish.  The 
article  is  next  placed  in  dilute  nitric  acid»  whereby  the  pigment 
is  first  dissolved,  and  next  the  surface  etched,  which  is  allowed 
to  progress  to  a  certain  depth.  Etching  being  finished,  the 
article  is  washed  in  an  abundance  of  water  and  immediately 
brought  into  a  silver  or  gold  bath,  in  which  by  the  action  of  the 
current  the  exposed  places  are  filled  up  with  metal.  This  being 
done,  the  "  stopping-off "  varnish  is  removed  with  benzine,  the 
surface  ground  smooth,  and  polished.  In  this  manner  one- 
article  may  be  incrusted  with  several  metals  ;  for  instance,  brass 
may  be  incrusted  with  copper,  silver,  and  gold,  and  by  oxidizing 
or  coloring  portions  of  the  copper  beautiful  effects  can  be  pro- 
duced. The  principal  requisites  for  these  incrustations  are 
manual  skill  and  much  patience ;  expensive  apparatus  is  not 
required,  every  skilled  electro-plater  being  able  to  execute  the 
work. 

Imitation  of  niel  or  nicllcd  silvcrins^. — By  nielling  is  under- 
stood the  inlaying  of  designs,  produced  either  by  engraving  or 
stamping,  with  a  black  mixture  of  metallic  sulphides.  The 
nielling  powder  is  prepared  by  melting  silver  20  parts  by  weight, 
copper  90  parts  and  lead  150  parts.  To  the  liquid  metallic 
mass  add  26^  ozs.  of  sulphur  and  oz.  of  sal  ammoniac, 
quickly  cover  the  crucible,  and  continue  heating  until  the  excess 
of  sulphur  is  volatilized.  Then  pour  the  contents  of  the  cruci- 
ble into  another  crucible,  the  bottom  of  which  is  covered  about 

inch  deep  with  flowers  of  sulphur,  cover  the  crucible  and  allow 
the  mixture  to  cool.  When  cold  bring  the  contents  once  more 
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to  the  fusing  point  and  pour  the  fused  mass  in  a  thin  stream 
into  a  bucket  filled  with  water,  whereby  granulated  metal  is 
formed,  which  can  be  readily  reduced  in  a  mortar  to  a  fine 
powder.  This  powder  is  mixed  with  sal  ammoniac  and  gum- 
water  to  a  thin  paste.  This  paste  is  brought  into  the  designs 
produced  by  engraving  or  stamping  and  after  drying  burnt  in 
in  a  muffle.  When  cold  any  roughness  is  removed  by  grinding, 
and  after  polishing,  a  sharp  black  design  in  white  silver  is 
obtained. 

To  imitate  niel  by  electro-deposition  the  design  is  executed 
upon  the  surface  with  a  pigment  consisting  of  white  lead  and 
glue  or  gum-water.  The  portions  which  arc  to  remain  free  are 
coated  with  "  stopping-off  "  varnish,  and  the  design  is  uncovered 
by  etcliing  with  very  dilute  nitric  acid.  The  article  is  then 
brouf^ht  as  the  anode  into  dilute  sohition  of  ammonium  sul- 
pliicie,  while  a  small  sheet  of  platinum  connected  to  the  nega- 
tive pole  is  dipped  into  the  solution.  Sulphide  of  silver  being 
formed,  the  design  becomes  rapidly  black  gray,  and  after  re- 
moving the  "stopping-off"  varnish  with  benzine,  stands  out  in 
sharp  contrast  from  the  white  silver. 

Upon  brass  nielling  may  be  imitated  by  silvering  the  article 
and  then  engraving  the  design,  by  which  the  silver  is  removed 
and  the  brass  uncovered.  The  article  is  then  brought  into  the 
black  bright  dip,  by  which  the  uncovered  brass  is  colored  black 
while  the  silvered  portions  remain  unchanged.  If  portions  in 
relief  are  to  be  made  black,  the  silvering  is  removed  by  grind- 
ing, the  article  dipped  into  cream  of  tartar  solution  and  then 
brought  into  the  black  bright  dip.  This  process  is  largely  em- 
ployed b)'  manufacturers  of  buttons  when  silvered  buttons  are 
to  be  supplied  with  the  name  of  the  firm  and  the  quality  number 
in  black. 

0/(i  {antique^  silvcriug. — To  give  silvered  articles  an  antitjue 
appearance,  coat  them  with  a  thin  paste  of  6  parts  graphite,  I 
red  ochre,  and  sufficient  spirits  of  turpentine.  After  drying,  a 
gentle  rubbing  with  a  soft  brush  removes  the  excess  of  powder, 
and  the  reliefs  are  set  off  (discharged)  by  means  of  a  rag 
dipped  into  alcohol. 
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A  tone  resembling  antique  silvering  is  also  obtained  by  brush- 
ing the  silvered  articles  with  a  soft  brush  moistened  with  very 
dilute  alcoholic  solution  of  chloride  of  platinum. 

In  order  to  impart  the  old  silver  tinge  to  small  articles,  such 
as  buttons,  rings,  etc.,  they  are  agitated  in  the  above-mentioned 
paste,  and  then  tumbled"  with  a  large  quantity  of  dry  sawdust 
until  the  desired  shade  is  obtained. 

Many  operators,  at  the  present  day,  produce  the  antique 
silvering  by  bet^innin<j  with  the  oxidizinj^  process  about  to  be 
described,  and  setting;  off  the  reliefs  by  means  of  a  hard  brush 
and  ])umice-stone,  or  Spanish  white.  This  last  process  is 
almost  exclusively  used  lor  metallic  mountings  of  books  and 
albums. 

Oxidized  silver. — This  term  is  incorrect,  as  by  it  is  under- 
stood not  an  oxidation*  but  a  combination  with  sulphur  or 
•chlorine.  Solution  of  pentasulphide  of  potassium  (liver  of 
sulphur  of  the  shops)  is  generally  used  for  the  purpose.  Im- 
merse the  articles  in  a  solution  of  2.75  drachms  of  liver  of 
sulphur  and  5  ^  drachms  of  ammonium  carbonate  in  i  quart 
of  water  heated  to  176^  F.,  and  allow  them  to  remain  until  they 
have  acquired  the  desired  dark  tone.  Immediately  after  im- 
mersion the  articles  become  pale  gray,  then  darker,  and,  finally, 
deep  black-blue.  For  coloring  in  this  manner  the  silvering 
should  not  be  too  thin;  for  articles  with  a  very  thick  deposit  of 
silver,  solution  of  double  tlic  strength  may  be  used.  Very 
slightly  silvered  articles  cannot  be  oxidized  in  this  manner,  as 
the  bath  would  remo\  e  the  siK-erin^^,  or  under  the  most  favor- 
able circumstances  produce  only  a  gray  color.  If  the  operation 
is  not  successful,  and  the  articles  come  from  the  bath  stained 
or  otherwise  defective,  dip  them  in  a  warm  potassium  cyanide 
solution  which  rapidly  dissolves  the  silver  sulphide  formed. 

Pi.  yellow  color  is  imparted  to  silvered  articles  by  immersion 
in  a  hot  concentrated  solution  of  chloride  of  copper,  rinsing  and 
drying. 

Striping  silvered  articles. — ^When  a  silvering  operation  has 
failed,  or  the  silver  is  to  be  stripped  from  old  silvered  articles, 
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different  methods  have  to  be  used  according  to  the  nature  of 
the  basis-metal.  Silvered  iron  articles  are  treated  as  the  anode 
in  potassium  cyanide  solution  in  water  (1:20),  the  iron  not 
being  brought  into  solution  by  potassium  cyanide.  As  cathode 
suspend  in  the  solution  a  few  silver  anodes  or  a  copper  sheet 
rubbed  with  an  oily  rag ;  the  silver  precipitates  upon  the  copper 
sheet,  but  does  not  adhere  to  it.  Articles,  the  basis  of  which  is 
copper,  are  best  stripped  by  immersion  in  a  mixture  of  equal 
parts  of  anhydrous  (fuming)  sulphuric  acid  and  nitric  acid  of 
40  Be.  This  mixture  makes  the  copper  passive,  it  not  being 
attacked  while  the  silver  is  dissolved.  Care  must,  however,  be 
had  not  to  introduce  any  water  into  the  acids,  nor  to  let  them 
stand  without  being  hermetically  closed,  since  by  absorbing 
moisture  from  the  air  they  become  dilute  and  may  then  exert  a 
dissolving  effect  upon  the  copper.  The  fuming  sulphuric  acid 
may  also  be  heated  in  a  shallow  pan  of  enameled  cast-iron  to 
between  300^  and  400^  F.  Then  at  the  moment  of  using  it, 
pinches  of  diy  and  pulverized  nitrate  of  potassium  (saltpetre) 
are  thrown  into  it,  and  the  article,  held  with  copper  tongs,  is 
plunged  into  the  liquid.  The  silver  is  rapidly  removed,  while 
the  copper  or  its  alloys  is  but  slightly  corroded.  According 
to  the  rapidity  of  the  solution,  fresh  additions  of  saltpetre  are 
made.  All  the  silver  has  been  dissolved  when,  after  rinsing  in 
water  and  dipping  the  articles  into  the  cleansing  acids,  they  pre- 
sent no  brown  or  black  spots,  that  is  to  say,  when  they  behave 
like  new.  In  this  hot  acid  stripping  proceeds  more  quickly  than 
in  the  cold  acid  mixture,  but  the  latter  acts  more  uniformly. 

Dt  fcrmination  of  cUctro-di-positcd  si/rrrin(^. — By  applying  to 
genuine  silvering,  a  drop  of  nitric  acid  of  1.2  specific  gravity,  in 
which  red  chromate  of  potash  has  been  dissolved  to  saturation, 
a  red  stain  of  chromate  of  silver  is  formed.  According  to 
Grager,  this  method  may  also  be  used,  to  a  certain  extent,  for 
the  recognition  of  other  white  metals  which  may  be  mistaken 
for  silver.  A  drop  of-  the  mixture  applied  to  German  silver 
becomes  brown,  no  red  stain  appearing  after  rinsing  with  water ; 
upon  Britannia  the  drop  produces  a  black  stain ;  sine  is  etched 
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-without  a  colored  spot  remaining  behind ;  upon  amalgamated 
metals  a  brownish  precipitate  is  formed,  which  does  not  adhere 

and  is  washed  away  by  water;  upon  the  drop  also  acquires 
a  brownish  color,  and  by  diluting  with  water  a  yellow  precipi- 
tate is  formed;  upon  lead  a  beautiful  yellow  precipftate  is 
formed. 

Custom-house  officers  in  Germany  are  directed  by  law  to  use 
the  following  process  for  the  determination  of  genuine  silver- 
ing: Wash  a  pliice  on  the  article  with  ether  or  alcohol,  dry 
with  blotting  paper,  and  apply  to  the  spot  thus  cleansed  a  drop 
of  a  I  to  2  per  cent,  solution  of  crystallized  bisulphite  of  soda 
prepared  by  boiling  1.05  ozs.  of  sodium  sulphite  and  2.36 
drachms  of  flowers  of  sulphur  with  0.88  oz,  of  water  until  the 
sulphur  is  dissolved,  and  diluting  to  i  quart  of  fluid.  Allow 
the  drop  lo  remain  upon  the  article  about  ten  minutes  and  then 
rinse  off  with  water.  Upon  silver  articles  a  full,  round,  steel- 
gray  spot  is  produced.  Other  white  metals  and  alloys,  with  the 
exception  of  amalgamated  copper,  do  not  show  this  phe- 
nomenon, there  appearing  at  the  utmost  a  dark  ring  at  the  edge 
of  the  drop.  Amalgamated  copper  is  more  quickly  colored 
and  acquires  a  more  dead-black  color  than  silver. 

Rec9very  of  silver  from  old  silver  baths,  etc, — Old  solutions 
which  contain  silver  in  the  form  of  a  silver  salt  are  easily  treated. 
It  is  sufficient  to  add  to  them,  in  excess,  a  solution  of  common 
salt,  or  hydrochloric  acid,  when  all  the  silver  will  be  precipi- 
tated in  the  state  of  chloride  of  silver,  which,  after  washing,  may 
be  employed  for  the  preparation  of  new  baths. 

For  the  recovery  of  silver  from  solutions  which  contain  it  as 
c)'anidc,  the  solutions  may  be  evaporated  to  dryness,  the  residue 
mixed  with  a  small  quantity  of  calcined  soda  and  potassium 
cyanide,  and  fused  in  a  crucible,  whereby  metallic  silver  is 
formed,  which,  when  the  heat  is  sufficiently  increased,  will  be 
found  as  a  button  upon  the  bottom  of  the  crucible ;  or  if  it  is 
not  desirable  to  heat  to  the  melting-point  of  silver,  the  fritted 
mass  is  dissolved  in  hot  water,  and  the  solution  containing  the 
soda  and  cyanide  quickly  filtered  ofT  from  the  metallic  silver. 
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The  evaporation  of  large  quantities  of  iluid»  to  be  sure,  is  in- 
convenient, and  requires  considerable  time.  But  the  reducing 
process  above  described  is  without  doubt  the  most  simple  and 

least  injurious. 

According  to  the  wet  incthod  the  bath  is  strongly  acidulated 
with  hydrochloric  acid,  provision  being  made  for  the  cftectual 
carrying  off  of  the  hydrocyanic  acid  liberated.  Remove  the 
precipitated  chloride  of  silver  and  cyanide  of  copper  by  filtra- 
tion, and,  after  thorough  washing,  transfer  it  to  a  porcelain  dish 
and  treat  it,  with  the  aid  of  heat,  with  hot  hydrochloric  acid, 
which  will  dissolve  the  cyanide  of  copper.  The  resulting 
chloride  of  silver  is  then  reduced  to  the  metallic  state  by  mixing 
it  with  four  times  its  weight  of  crystallized  carbonate  of  soda 
and  half  its  weight  of  pulverized  charcoal.  The  whole  is  made 
into  a  homogeneous  paste,  w  hich  is  thoroughly  dried,  and  then 
introduced  into  a  strongly  heated  crucible.  When  all  the 
material  has  been  introduced,  the  heat  is  raised  to  promote 
complete  fusion  and  to  facilitate  the  collection  of  the  separate 
globules  of  silver  into  a  single  button  at  the  bottom  of  the 
crucible,  where  it  will  be  found  after  cooling.  If  granulated 
silver  is  wanted,  pour  the  metal  in  a  thin  stream  and  from  a 
certain  height  into  a  large  volume  of  water. 

Still  simpler  is  the  reduction  of  the  chloride  of  silver  by  pure 
zinc;  for  this  purpose  suspend  the  chloride  of  silver  in  water,, 
add  hydrochloric  acid,  and  place  pure  zinc  rods  or  granulated 
zinc  in  tiie  fluid.  The  zinc  dissolving,  metallic  silver  is  sepa- 
rated, which  is  filtered  off,  washed,  and  dried. 

To  precipitate  the  silver  from  silver  solutions  containing 
potassium  cyanide  it  suffices  to  place  a  bright  sheet  of  zinc  in 
the  solution,  though  the  simultaneous  use  of  a  sheet  of  zinc  and 
a  sheet  of  iron  is  more  suitable.  While  with  the  use  of  zioc 
alone  the  silver  sometimes  adheres  firmly  to  the  zinc,  it  always 
separates  in  a  pulverulent  form  when  zinc  and  iron  are  em- 
plo)  cd.  It  is  only  necessary  to  wash  the  separated  silver, 
which,  as  a  rule,  contains  copper,  and  after  drying  to  dissolve 
it,  best  in  warm  concentrated  sulphuric  acid.    The  solution  is. 
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diluted  with  water  and  the  dissolved  silver  precipitated  by 
means  of  strips  of  copper.  The  silver  thus  obtained  is  perfectly 
pure.  If  the  content  ot  copper  is  small,  it  may  be  removed 
from  the  silver  precipitated  with  zinc  by  fusing  with  a  small 
quantity  of  saltpetre  and  borax. 


CHAPTER  X. 

DEPOSITION  OF  GOLD. 

Gold  is  chiefly  found  in  the  metallic  state,  and  generally 
alloyed  with  more  or  less  silver,  copper,  and  iron.  The  follow- 
ing analyses  will  serve  to  show  the  general  composition  of  the 
native  metal 
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Gold  is  one  of  the  few  metals  possessing  a  yellow  color ;  pre- 
cipitated from  its  solution  with  green  vitriol  or  oxalic  acid,  it 
appears  as  a  brown  powder  without  lustre,  which  on  j)ressing 
with  the  burnisher  accpiires  the  color  and  lustre  of  fused  gold. 
Pure  gold  is  nearly  as  soft  as  leati,  but  possesses  considerable 
tenacity.  In  order  to  incrt  asc  its  hardness  when  used  for  arti- 
cles of  jewelry  and  for  coinage  it  is  mixed  with  silver  or  copper. 
The  '*  fineness  of  gold,"  or  its  proportion  in  the  alloy,  is  usually 
expressed  by  stating  the  number  of  carats  present  in  24  carats 
of  the  mixture.  Pure  gold  is  stated  to  be  24  carats  "  fine ; " 
standard  gold  is  22  carats  **  fine ; "  18  carat  gold  is  a  mixture  of 
18  parts  of  gold  and  6  of  alloy.  Gold  is  the  most  malleable  and 
ductile  of  the  metals ;  it  may  be  beaten  out  into  leaves  not  ex- 
ceeding TirVinF^      A  millimeter  in  thickness.   When  beaten 
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out  into  thin  leaves  and  viewed  by  transmitted  light  gold  ap- 
pears green ;  when  very  finely  divided  it  is  dark  red  or  black. 
The  specific  gravity  of  fused  gold  is  I9.35»  and  of  precipitated 
gold  powder  from  19.8  to  20.2.  Pure  gold  melts  at  about 
2016^  F.,  and  in  fusing  exhibits  a  sea-green  color.  The  melt- 
ing-points of  alloyed  gold  vary  according  to  the  degree  of  fine- 
ness. Thus,  23  carat  gold  melts  at  2012®  F. ;  22  carat  at' 
2009°;  20  carat  at  2002°;  18  carat  at  1995°;  15  carat  at 
1992^^;  13  carat  at  1990°;  12  carat  at  1987°;  10  carat  at 
1982  ;  9  carat  at  1979°;  8  carat  at  1973^  ;  7  carat  at  i960  . 
The  fineness  of  gold  may  be  approximately  estimated  by  means 
of  the  touch- stone,  a  balsatic  stone  formerl)'  obtained  from  Asia 
Minor,  but  now  procured  from  Saxony  and  Bohemia.  The 
sample  of  gold  to  be  tested  is  drawn  across  the  stone,  and  the 
streak  of  metal  is  treated  with  dilute  nitric  acid;  from  the 
rapidity  of  the  action  and  the  intensity  of  the  green  color  pro- 
duced^due  to  the  solution  of  the  copper — as  compared  with 
streaks  made  by  allo)^  of  known  composition,  the  assayer  is 
enabled  to  judge  of  the  proportion  of  inferior  metal  which  is 
present.  Gold  preserves  its  lustre  in  the  air  and  is  not  acted 
upon  by  any  of  the  ordinary  acids.  Nitric,  hydrocholoric,  or 
sulphuric  acid  by  itself  does  not  dissolve  gold,  but  it  dissolves 
in  acid  mixtures  which  develop  chlorine,  hence  in  aqua  rcgi<i 
(nitro-hydrochloric  acid). 

The  gold  found  in  commerce  under  the  name  of  shcll-s^old  or 
painter  s  ,i^oi(/,  which  is  used  in  painting  and  for  rc{)aii  ing 
smaller  defects  in  electro-gilding,  is  prepared  by  triturating 
waste  in  the  manufacture  of  leaf  Ljold  with  water,  diluted  honey 
or  gum-water.  Gold  solution  may  also  be  precipitated  with 
antimonic  chloride.  The  resulting  precipitate  is  triturated  with 
barium  hydrate,  extracted  with  hydrochloric  acid,  and  after 
washing,  the  gold  powder  is  triturated  with  gum  arable  solu- 
tion. 

Gold  baths, — Electro-gilding  may  be  done  with  the  aid  of 
heat  or  in  the  cold,  large  objects  being  generally  gilded  in  the 
cold  bath,  and  smaller  objects  in  the  hot  bath.   The  latter  has 
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the  advantage  of  requiring  less  cuitent-strength,  besides  yield- 
ing deposits  of  greater  density  and  uniformity  and  of  sadder, 
richer  tones.  Baths  for  hot  gilding  work  with  a  moderate  con- 
tent of  gold — 11^  to  12}4  grains  of  gold  per  quart — ^while 
baths  for  cold  gilding  should  contain  not  less  than  54  grains 
per  quart. 

*  Some  authors — for  instance,  Eisner,  Briant,  Selm,  and  others 

— give  the  preference  to  baths  prepared  with  potassium  ferro- 
cyanide ;  while  others,  like  Elkington  nnd  Rcgnault,  work  with 
a  solution  of  gold-salt  and  potassium  bicarbonate  ;  and  Bottcher, 
Leuchtenberg,  and  others  recommend  a  solution  of  cyanide  of 
gold  in  potassium  cyanide.  With  proper  treatment  of  the  bath, 
good  results  may  be  obtained  with  either.  Howx^ver,  the  use 
of  baths  prepared  with  potassium  ferrocyanide  cannot  be  recom- 
mended on  account  of  the  secondary  decompositions  which 
take  place  during  the  operation  of  plating,  and  because  the 
baths  do  not  dissolve  the  gold  anodes.  In  the  following,  only 
approved  formulae  for  the  preparation  of  gold  baths  will  be 
given : — 

I.  Baik  for  cold  gilding, — Fine  gold  in  the  form  of  fulmin- 
ating gold  54  grains,  98  per  cent  potassium  cyanide  0.35  to 
0.5  oz.  (according  to  the  current-strength  used)»  water  i  quart. 

To  prepare  this  bath,  dissolve  54  grains  of  fine  gold  in  aqua 
regia  in  a  porcelain  dish  heated  over  a  gas  or  alcohol  flame,  and 
evaporate  the  solution  to  dryness.  Continue  the  heating  until 
the  solution  is  thickly  fluid  and  liark  brown,  and  on  cooling 
congeals  to  a  dark  brown,  foliated  mass.  Heating  too  strongly 
should  be  avoided,  as  this  would  cause  decomposition  and  the 
auric  chloride  would  be  converted  into  aurous  chloride,  and 
eventually  into  metallic  gold  and  escaping  chlorine.  The 
neutral  chloride  of  gold  prepared  in  this  manner  is  dissolved  in 
I  pint  of  water  and  aqua  ammonia  added  to  the  solution  as 
long  as  a  yellow-brown  precipitate  is  formed,  avoiding,  how- 
ever, a  considerable  excess  of  aqua  ammonia.  The  precipitate 
of  fulminating  gold  is  filtered  off,  washed,  and  dissolved  in  i 
quart  of  water  containing  0.5  oz.  of  potassium  cyanide  in  solu- 
«9 
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tion.  The  solution  is  boiled,  replacing  the  water  lost  by 
evaporation,  until  the  odor  of  ammonia  which  is  liberated  by 
dissolving  the  fulminating  gold  in  potassium  cyanide  disappears 
when  it  is  filtered.  Instead  o!  dissolving  the  gold  and  pre- 
paring neutral  chlorfde  ol  gold  by  evaporating,  it  is  more  con- 
venient to  use  1 08  grains  of  chemically  pure  neutral  chloride  of 
gold  as  furnished  by  chemical  works,  and  precipitate  the  ful- 
minating gold  from  its  solution. 

Too  large  an  excess  of  potassium  cyanide  yields  gold  deposits 
of  an  ugly,  pale  color.  When  working  with  a  more  powerful 
current,  the  excess  of  potassium  cyanide  need  only  be  sli<;ht; 
with  a  weaker  current  it  must  be  larger.  With  10  per  cent, 
excess  of  free  potassium  cyanide,  the  most  suitable  current- 
strength  is  3  volts. 

The  fulminating  gold  should  not  be  dried,  as  in  this  condition 
it  is  highly  explosive,  but  should  be  immediately  dissolved 
while  in  a  moist  state. 

For  cold  gilding,  Roseleur  recommends  the  following  bath: 

II.  Fine  gold  as  neutral  chloride  of  gold  0.35  oz.,  98  per 
cent,  potassium  cyanide  0.7  oz.,  water  i  quart. 

Dissolve  the  gold-salt  from  0.35  oz.  of  fine  gold  or  about  0.7 
oz.  of  neutral  chloride  of  gold  in  ^  pint  of  water,  and  the  potas- 
sium cj'anide  in  i  %  pints  of  water,  and  after  mixing  the  solu- 
tions boil  for  half  an  hour,  The  preparation  of  this  bath  is 
more  simple  than  that  of  formula  I.,  but  the  color  of  the  gold 
deposit  obtained  with  the  latter  is  warmer  and  sadder  than  with 
the  first.  The  high  content  of  gold  in  the  bath,  prc[)ared 
according  to  formula  II.,  readily  causes  .1  red-brown  gold  de- 
posit, and  hence  special  attention  has  to  be  paid  to  the  regu- 
lation of  the  current. 

l''or  those  who  prefer  gold  baths  prepared  with  yellow  prus- 
siate  of  potash  instead  of  potassium  cyanide,  the  following 
formula  for  cold  gilding  is  given  :  — 

III.  Yellow  prussiate  of  potash  (potassium  ferrocyanide)  0,5 
oz.,  carbonate  of  soda  0.5  oz..  fine  gold  (as  chloride  of  gold  or 
fulminating  gold)  "    75  grains,  water  i  quart. 
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To  prepare  the  bath,  heat  the  solutions  of  the  yellow  prussiate 
of  potash  and  of  the  carbonate  of  soda  in  the  water  to  the  boil- 
ing-point, add  the  gold-salt,  and  boil  ^  hour,  or  with  the  use 

of  fresh Iv  precipitated  fulminating  gold,  until  the  odor  of  am- 
monia disappears.  After  cooling,  the  solution  is  mixed  with  a 
quantity  of  distilled  water  corresponding  to  the  water  lost  by 
evaporation,  and  filtered.  This  bath  gives  a  beautiful  bright 
gilding  upon  all  metals,  even  upon  iron  and  steel.  Suitable 
current-strength  3.25  to  3.26  volts. 

Gold  bath  for  hot  gilding, — IV.  Fine  gold  (as  fulminating 
gold)  15.4  grains,  98  per  cent,  potassium  cyanide  77  grains, 
water  l  quart. 

This  bath  is  prepared  in  the  same  manner  as  that  according 
to  formula  I.,  from  1 5.4  grains  of  fine  gold,  which  is  converted 
into  neutral  chloride  of  gold  by  dissolving  in  aqua  regia  and 
evaporating;  or  dissolve  directly  29.32  to  30.75  grains  of 
chemically  pure  neutral  chloride  of  gold  in  water,  precipitate 
the  gold  as  fulminating  gold  with  aqua  ammonia,  wash  the  pre- 
cipitate, dissolve  it  in  water  containing  the  potassium  cyanide, 
and  heat  until  the  odor  of  ammonia  disappears,  replacing  the 
water  lost  by  evaporation.  This  bath  yields  a  beautiful  sad 
gilding  of  great  warmth.  All  that  has  been  said  in  regard  to 
the  content  of  potassium  cvanide  in  the  bath  prepared  accord- 
ing to  formula  I.  also  applies  to  this  bath.  The  temperature 
should  be  bet  .vccn  158^  and  176°  F.,  and  the  current-strength 
2.0  to  2.5  volts. 

Roseleur  recommends  for  hot  gilding :  V.  Chemically  pure 
crystallized  sodium  phosphate  211  ozs.,  neutral  sodium  sul- 
phide 0.35  oz.,  potassium  cyanide  30.86  grains,  fine  gold  (as 
chloride)  15.43  grains,  distilled  water  1  quart. 

If  this  bath  is  to  serve  for  the  direct  gilding  of  steely  only  15.43 
instead  of  30.86  grains  of  potassium  cyanide  are  to  be  used. 
Dissolve  in  a  porcelain  dish,  with  the  aid  of  moderate  heat,  the 
sodium  phosphate  and  sodium  sulphide,  and  when  the  solution 
is  cold^  add  the  neutral  chloride  of  gold  prepared  from  15.43 
grains  of  gold»about  30.86  grains  of  ci  "^^^mercial  chloride  of 
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gold,  and  the  potassium  cyanide ;  for  use,  heat  the  bath  to 
between  158®  and  167^  F. 
Conrad  Taucher  recommends  the  following  formulx  for  hot 

gilding: — 

VI.  Sodium  phosphate  14  ozs.,  sodium  bisulphite  35^  ozs., 
sodium  bicarbonate  1^  ozs  ,  caustic  potash  ozs.,  potas- 
sium cyanide  14  drachms,  gold  in  the  form  of  neutral  chloride 
8j/2  drachms,  distilled  water  10  quarts. 

With  the  exception  of  the  chloride  of  gold,  all  the  salts  may 
be  dissolved  together.  The  solution,  if  necessary,  is  filtered 
and  the  gold  solution  added.  The  bath  is  used  at  between  122° 
and  140°  F.  It  yields  a  very  beautiful  gilding,  but  requires  a 
quite  strong  current  for  its  decomposition.  It  is  not  suitable 
lor  the  direct  gilding  of  steel. 

VII.  Yellow  pnissiate  of  potash  (potassium  ferrocyanide)  5)^ 
ozs.,  pure  potassium  carbonate  i}(  ozs.,  sal  ammoniac  11^ 
drachms,  gold  in  the  form  of  neutral  chloride  $yi  drachms, 
water  5  quarts. 

Dissolve  with  the  assistance  of  heat  the  first  three  salts,  filter, 
and  when  cold  add  the  chloride  of  gold.  Then  heat  again  and 
boil  for  half  an  hour,  replacing  the  water  lost  by  evaporation. 

Many  electro-platers  prepare  the  gold  baths  widi  the  assist* 

ance  of  the  electric  current.  For  this  purpose  prepare  a  solu- 
tion of  3.52  ozs.  of  potassium  c)  ani(lc'  (98  to  99  per  cent.)  per 
quart  of  water,  and  after  heating  to  between  122^  and  140^  F. 
conduct  the  current  of  two  Hunscn  elements  through  two  sheets 
of  gold,  not  too  small,  which  arc  suspended  as  electrodes  in  the 
potassium  cyanide  solution.  The  action  of  the  current  is  inter- 
rupted when  the  solution  is  so  far  saturated  with  gold  that  an 
article  immersed  in  it  and  connected  to  the  negative  pole  in 
place  of  the  other  gold  sheet  is  gilded  with  a  beautiful  warm 
tone.  By  weighing  the  sheet  of  gold  serving  as  anode,  the 
amount  of  gold  which  has  passed  into  the  solution  is  ascer- 
tained. According  to  English  authorities,  a  good  gold  bath 
prepared  according  to  this  method  should  contain  3.52  ozs.  of 
j>otassium  cyanide  and  0.7  oz.  of  fine  gold  per  quart  of  water. 
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The  only  advantage  of  this  mode  of  preparing  the  bath  is  that 
it  excludes  a  possible  loss  of  gold  which  may  occur  in  dissolv- 
ing gold,  evaporating  the  gold  solution,  etc.,  by  breaking  the 
vessel  containing  the  solution.  However,  by  using  commercial 
chemically  pure  chloride  of  gold  such  loss  is  avoided,  and  the 
bath  prepared  according  to  the  formulae  given  yields  richer 
tones  than  a  gold  bath  produced  by  electrolysis.  Besides,  the 
preparation  of  the  gold  bath  with  the  assistance  of  the  electric 
current  can  only  be  considered  for  smaller  baths,  since  the  sat- 
uration of  a  larger  volume  of  potassium  c)anidc  solution  re- 
quires considerable  time,  and  the  potassium  cyanide  is  strongly 
decomposed  by  long  heating. 

Management  of  gold  baths. — It  is  advisable  to  keep  the  con- 
tent of  gold  in  the  baths  prepared  according  to  the  difTcrent 
formulae  as  constant  as  possible,  which  is  best  effected  by  the 
use  of  fine  gold  anodes.  Insoluble  platinum  anodes  are  better 
liked  in  gilding  than  for  all  other  electro-plating  processes, 
partly  because  they  are  cheaper,  and  partly  because  they  are 
recommended  in  most  books  on  the  subject  However,  a  bath 
which  has  become  low  in  gold  does  not  y\e\d  a  beautiful  gold 
color,  and  has  to  be  frequently  strengthened  by  the  addition  of 
chloride  of  gold,  the  preparation  of  which  consumes  time  and 
causes  expense,  so  that  the  use  of  gold  anodes  is  the  cheapest 
in  the  end.  The  employment  of  anodes  of  platinum  strips  or 
platinum  wire  may,  perhaps,  be  advocated  for  coloring  the  de- 
posit, /.  e.,  for  the  purpose  of  obtaining  certain  tones  of  color 
when  gilding  in  the  hot  bath.  By  allowing  the  platinum  anode 
to  dip  onh'  slightly  in  the  bath  a  pale  gilding  is  obtained,  be- 
cause the  current  thereby  becomes  weaker  ;  by  immersing  the 
anode  deeper  the  color  becomes  more  yellow,  and  by  immersing 
it  entirely  the  tone  becomes  more  reddish.  However,  instead 
of  producing  these  effects  of  the  current-strength  by  the  anode, 
which  requires  the  constant  presence  of  the  operator,  it  is  better 
to  obtain  the  coloration  by  means  of  the  resistance  board.  By 
placing  the  handle  upon  "  strong  "  a  reddish  gold  tone  is  ob« 
tained,  and  by  placing  it  upon  "weak**  a  paler  gold  tone, while 
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the  beautiful  gold  yellow  lies  in  the  middle  between  the  two  ex- 
tremes. However,  since  even  with  the  use  of  gold  anodes  the 
content  of  gold  in  the  bath  is  not  entirely  restored,  the  bath  has 
after  some  time  to  be  strengthened,  which  is  effected  by  a  solu- 
tion of  fulminating  gold  or  chloride  of  gold  in  potassium  cyan- 
ide, according  to  the  composition  of  the  bath. 

As  in  the  silvering  baths,  the  excess  of  potassium  cyanide  in 
the  gold  baths  is  also  partially  converted  into  potassium  carbo- 
nate by  the  action  of  the  air,  the  heat,  etc.,  and  it  is,  therefore, 
advisable  from  time  to  time  to  add  a  small  quantity  of  potas- 
sium cyanide. 

Gold  baths  for  cold  gilding  are  kept  in  vats  of  stoneware  or 
enameled  iron,  or  small  baths  in  glass  vats,  which,  to  protect 


Fig.  181. 


them  against  breaking,  are  placed  in  a  wooden  box.    Baths  for 

hot  gildin<^  require  enameled  iron  vats  in  which  they  can  be 
heated  by  a  direct  fire,  or  better,  by  placint;  in  hot  water  (water 
bath),  or  by  steam.  For  small  i^old  baths  for  hot  gilding,  a 
porcelain  dish  resting  uj)()n  a  short-legged  iron  tripod  may  be 
used.  (Fig.  121.)  Ik-ncath  the  iron  trii)f)d  is  a  gas  burner 
supplied  with  gas  by  means  of  flexible  India-rubber  tubing  con- 
nected to  an  ordinary  gas  burner.   Across  the  porcelain  dish 
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are  placed  two  glass  rods  around  which  the  pole-wires  are 

wrapped.  In  heating  larger  baths  in  enameled  vats  over  a 
direct  fire  it  may  happen  that  on  the  places  most  exposed  to 
the  heat  the  enamel  may  blister  and  peel  off ;  it  is,  therefore, 
better  to  heat  the  baths  in  a  water  or  steam  bath.  Vor  this 
purpose  have  made  a  box  of  stout  iron  or  zinc  sheet  about 
^  inch  wider  and  longer,  and  about  4  inches  deeper  than  the 
enameled  vat  containing  the  gold  bath.  To  keep  the  level  of 
the  water  constant,  the  box  is  to  be  provided  with  a  water  inlet 
and  overflow  pipe.  In  this  box  place  the  vat  so  that  its  edges 
rest  upon  those  of  the  box,  and  make  the  joints  tight  with  tow. 
The  water-bath  is  then  heated  over  a  gas  flame  or  upon  a  hearth, 
the  water  lost  by  evaporation  being  constantly  replaced,  so  that 
the  enameled  vat  is  always  to  half  its  height  surrounded  by  hot 
water.  I''or  heating  by  steam  the  arrangement  is  the  same,  only 
a  valve  for  the  introduction  and  a  pipe  for  the  discharge  of 
steam  are  substituted  for  the  water  inlet  and  everflow  pipe. 

Execution  of  gilding. — Like  all  other  electro-plating  opera- 
tions, it  is  advisable  to  execute  gilding  with  an  external  source 
oi  current;  that  is,  to  use  a  battery  or  other  source  of  current 
separated  from  the  bath,  and  to  couple  the  apparatuses  as  pre- 
viously described  and  illustrated  by  Figs.  52  and  54. 

To  be  sure,  there  ate  still  gilders  who  gild  without  a  battery 
or  separate  external  source  of  current  and  obtain  good  results, 
the  process  being,  as  a  rule,  employed  only  in  gilding  small 
articles.  The  apparatus  used  for  this  ])urpose  consists  of  a  glass 
vessel  containing  the  gold  solution  comi^oundcd  with  a  large 
excess  of  potassium  cyanide  and  a  porous  clay  cell  filled  with 
very  dilute  sulphuric  acid  or  common  salt  .•solution,  which  is 
placed  in  the  glass  vessel;  care  should  be  taken  to  have  the 
fluids  in  both  vessels  at  the  same  level.  Immerse  in  the  clay 
cell  an  amalgamated  zinc  cylinder  or  zinc  plate,  to  which  a 
copper  wire  is  soldered.  Outside  the  cell  this  copper  wire  is 
bent  downwards,  and  the  article  to  be  gilded,  which  dips  in  the 
gold  solution,  is  fastened  to  it.  In  working  with  this  apparatus 
there  is  always  a  loss  of  gold,  since  the  gold  solution  penetrates 
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through  the  porous  cell,  and  on  coming  in  contact  with  the  zinc 
is  reduced  by  it,  the  gold  being  separated  as  black  powder  upon 
the  zinc.  In  cleaning  the  apparatus  this  black  slime  has  to  be 
carefully  collected  and  worked  for  fine  gold. 

For  the  sake  of  greater  solidity,  only  articles  of  silver  and 
copper  and  its  alloys  should  be  directly  gilded,  while  all  other 
metals  are  best  first  brassed  or  coppered.  Cleaning  from  grease 
and  pickling  is  done  in  tlic  same  manner,  as  described  on  page 
156.  The  preparation  of  the  articles  for  gilding  difters  from 
that  for  silvering  only  in  that  the  surfaces  which  later  on  are  to 
appear  with  high  lustre  are  not  artificially  roughened  with 
emery,  pumice,  or  by  pickling,  because,  on  the  one  hand,  the 
gold  deposit  seldom  needs  to  be  made  extravagantly  heavy, 
and  the  rough  surface  formed  would  require  more  laborious 
polishing  with  the  burnishers ;  and,  on  the  other,  the  gold  de- 
posits adhere  quite  well  to  highly- polished  surfaces,  provided 
the  current  strength  is  correctly  regulated,  and  the  bath  accu- 
rately composed  according  to  one  of  the  formulae  given.  Quick- 
ing  the  articles  before  gilding,  which  is  recommended  by  some 
authors,  is  not  necessary. 

The  current-strength  must,  under  no  circumstances,  be  so 
great  that  a  decomposition  of  water  and  consequent  evolution 
of  hydrogen  on  the  objects  take  place,  since  otherwise  the  gold 
would  not  deposit  in  a  reguline  and  coherent  form,  but  as  a 
brown  powder.  By  regulating  the  current  strength  so  that  it 
just  suffices  for  the  decomposition  of  the  bath,  and  avoiding  a 
considerable  surplus,  a  very  dense  and  uniform  deposit  is 
formed ;  and  by  allowing  the  object  to  remain  long  enough  in 
the  bath,  a  beautiful,  dull  gold  deposit  can  be  obtained  in  all 
the  baths  prepared  according  to  the  formuhx  given.  It  may, 
however,  be  mentioned  that  this  mode  of  dull  gilding  is  the 
most  expensive,  since  it  requires  a  ver\'  heavy  deposit,  and  it 
will,  therefore,  be  better  to  deaden  the  surface  previous  to  gild- 
ing according  to  a  process  to  be  described  later  on. 

For  gilding  with  cold  baths  two  freshly  filled  Bunsen  ele- 
ments coupled  for  tension  suffice  in  almost  all  cases,  while 
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for  hot  baths  one  element  is,  as  a  rule,  sufficient*  if  the  anode 
surface  is  not  too  small.  The  more  electro- positive  the  metal 
to  be  gilded  is,  the  weaker  the  current  can  and  must  be. 

Though  gold  solutions  are  good  conductors  and,  therefore, 

the  portions  which  do  not  hang  directly  opposite  the  anodes 
gild  well,  for  the  solid  gilding  of  larger  objects  it  is  recom- 
mended to  frequently  change  their  positions  except  when  they 
arc  entirely  surrounded  by  anodes. 

The  inner  surfaces  of  hollow-ware,  such  as  drinking-cups,. 
milk  pitchers,  etc.,  are  best  gilded  after  freeing  them  from 
grease  and  pickling,  by  filling  the  vessel  with  the  gold  bath  and 
suspending  a  current^carrying  gold  anode  in  the  centre  of  the 
vessel,  while  the  outer  surface  of  the  latter  is  brought  in  con- 
tact with  the  negative  conducting  wire.  The  lips  of  vessels  are 
gilded  by  placing  upon  them  a  cloth  rag  saturated  with  the  gold 
bath  and  covering  the  rag  with  the  gold  anode. 

For  gilding  in  the  C0I4  bath  the  process  is  as  follows :  The 
objects,  thoroughly  freed  from  grease  and  pickled  (and  if  of 
iron,  zinc,  tin,  Britannia,  etc.,  previously  coppered),  arc  hung 
in  the  bath  by  copper  wires,  where  they  remain  with  a  weak 
current  until  in  about  8  or  lO  minutes  they  appear  uniformly 
gilded.  At  this  stage  they  are  taken  from  the  bath,  rinsed  in  a 
pot  filled  with  water,  which,  after  working  for  some  time,  is 
added  to  the  bath  to  replace  the  water  lost  by  evaporation,  and 
brushed  mth  a  fine  brass  scratoh-brush  and  tartar  solution. 
They  are  then  thoroughly  rinsed,  again  freed  from  grease  by 
brushing  with  lime-paste  and  then  returned  to  the  bath,  where 
they  remain  until  they  have  acquired  a  deposit  of  sufficient 
thickness. 

If  it  is  intended  to  give  them  a  very  heavy  deposit,  it  is  advis- 
able to  scratch-brush  them  several  times  with  the  use  of  tartar 
or  its  solution.  For  gilding  by  weight  the  same  plan  as  given 
for  silvering  (p.  260)  is  pursued. 

For  gilding  with  the  hot  bath  the  operations  are  the  same^ 
with  the  exception  that  a  weaker  current  is  introdued  into  the 
bath  and  the  time  of  the  gilding  process  shortened.  Frequent 
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scratch-brushing  also  increases  the  solidity  of  the  deposit  and 
prevents  the  premature  turning  to  a  dead  brown-black.  Since 
in  hot  gilding  more  gold  than  intended  is  readily  deposited,  it 
is  especially  advisable  to  place  a  resistance  board  in  the  circuit, 
as  otherwise  the  operator  must  remain  standing  alongside  of  the 
■  bath  and  regulate  the  effect  of  the  current  by  immersing  the 
anodes  more  or  less. 

With  a  somewhat  considerable  excess  of  potassium  cyanide, 
and  if  the  objects  to  be  gilded  are  not  rapidl)'  brought  in  con- 
tact with  the  current-carrying  object  rod,  hot  gold  baths  cause 
the  solution  of  some  metal.  Therefore,  when  silver  or  silvered 
objects  arc  constantly  gilded  in  them  they  yield  a  somewhat 
greenish  gilding  in  consequence  of  the  absorption  of  silver,  or 
a  reddish  gilding  due  to  the  absorption  of  copper,  if  copper  or 
coppered  articles  are  constantly  gilded  in  them.  Hence,  for 
the  production  of  such  green  or  reddish  color,  gilding  baths 
which  have  thus  become  argentiferous  or  cupriferous  may  be 
advantageously  used.  In  order  to  obtain  a  deposit  of  green  or 
red  gold  with  fresh  baths,  the  tone-giving  addition  of  metal  must 
be  artificially  effected,  as  will  immediately  be  seen. 

If,  however,  such  extreme  tones  are  not  desired,  the  content 
of  gold  in  the  baths  may  be  exhausted  for  preliminary  gilding 
with  the  use  of  platinum  anodes,  the  sad  gold  color  being  then 
given  in  a  freshly  prepared  bath. 

The  gold  deposits  are  polished,  in  the  same  manner  as  silver 
deposits,  with  the  burnisher  and  red  ochre,  and  moistening  with 
solution  of  soap,  decoction  of  flaxseed,  or  soap-root,  etc. 

Red  gilding. — In  order  to  obtain  a  red  gold  with  the  formulae 
given,  a  certain  addition  t)f  cyanide  of  copper  dissolved  in  potas- 
sium cyanide  has  to  be  made  to  them.  The  quantity  of  such 
addition  cannot  be  well  expressed  b)'  figures,  since  thecurrent- 
streULith  with  which  the  articles  arc  *:;ildcci  exerts  considerable 
influence.  It  is  best  to  triturate  the  c)  anide  of  copper  in  a 
mortar,  to  a  paste  with  water,  and  add  of  this  paste  to  a  mode- 
rately concentrated  potassium  cyanide  solution  as  long  as 
cyanide  of  copper  is  dissolved.    Of  this  copper  solution  add. 
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gradually  and  in  not  too  large  portions,  to  the  gold  solution 
until,  with  the  current-strength  used,  the  gold  deposit  shows 
the  desired  red  tone.  The  absorption  of  copper  by  tlic  bath 
may  also  be  efifected  by  replacing  the  gold  anodes  by  co])per 
anodes  and  circulating  the  current  (suspending  a  few  gold 
anodes  to  the  object  rod).  The  direct  addition  of  cyanide  of^ 
copper  is,  however,  preferable. 

For  the  determination  of  the  content  of  copper  required  for 
the  purpose  of  obtaining  a  beautiful  red  gold,  a  bath  for  hot 
gilding  which  contained  10.8  grains  of  gold  per  quart  was  com- 
pounded with  a  solution  of  cyanide  of  copper  in  potassium 
cyanide  with  i  .08  grains  content  of  copper.  The  tone  of  the 
gilding,  which  previously  was  pure  yellow,  immediately  passed 
into  a  pale  red  gold.  By  the  further  addition  of  1.08  grains  of 
copper  a  fiery  red  gold  tone  was  obtained,  while  a  third  addi- 
tion of  1 .08  grains  of  copper  yielded  a  color  more  approach- 
ing that  of  copper  than  of  gold.  These  experiments  show 
that  20  per  cent,  of  copper  of  the  weight  of  gold  contained  in 
the  bath  seems  to  be  the  most  suitable  proportion  for  obtain- 
ing a  beautiful  red  gold. 

Green  gilding, — To  obtain  a  greenish  gilding,  solution  of 
cyanide  or  chloride  of  silver  in  potassium  cyanide  has  to  be 
added  to  the  gold  bath.  It  is  not  easy  to  prepare  greenish 
gilding  of  a  pleasing  color,  and  to  obtain  it  the  current-strength 
must  be  accurately  proj)ortioned  to  the  object-surface,  since 
with  too  weak  a  current  silver  predominates  in  the  deposit,  the 
gilding  then  turning  out  whitish,  while  too  strong  a  current  de- 
posits too  much  gold  in  proportion  to  silver,  the  gilding 
becoming  yellow,  but  not  green. 

Rose-color  gilding  TRAy  ht  ohXsATied  by  the  addition  of  suit- 
able quantities  of  copper  and  silver  solution,  but  such  colora- 
tion requires  much  attention  and  thought. 

Dead  gilding, — ^As  previously  mentioned,  a  beautiful  dead 
gold  deposit  may  be  obtained  by  the  use  of  any  of  the 
formulae  given  and  a  correctly  regulated  current,  and  allowing 
sufficient  length  of  time  for  gilding;  but  the  heavy  deposit  of 
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gold  required  for  this  process  makes  it  too  expensive,  and  it  is 
therefore  advisable  to  produce  dead  gilding  without  excessively 
heavy  deposits  by  previous  deadening  of  the  basis-surface. 
The  process  of  graining  has  already  been  described  on  p.  277 ; 
anoiker  method  h  to  deaden  the  first  thin  deposit  of  gold  with 
the  deadening  scratch-brush,  and  then  to  give  a  second  deposit 
of  gold,  which  also  turns  out  dead  upon  the  deadened  surface. 
However,  this  operation  of  deadening  with  the  scratch-brush 
requires  considerable  skill,  and  it  is  therefore  best  to  deaden 
the  surface  according  to  one  of  the  following  methods : — 

For  this  purpose,  the  mixture  of  i  volume  of  saturated  solu- 
tion of  bichromate  of  potash,  and  2  volumes  of  concentrated 
hydrochloric  acid,  mentioned  on  p.  156,  may  be  used.  Brass 
articles  are  allowed  to  remain  in  the  mixture  several  hours^ 
and  are  then  quickly  drawn  through  the  bright-dipping  bath ; 

Or,  by  depositing  upon  the  articles  a  coating  of  frosted  silver 
and  then  gilding  in  a  good  gold  bath.  Unfortunately,  this 
method  is  somewhat  expensive,  and  the  burnished  parts  are 
greenish.  Moreover,  the  intermediary  coat  of  silver  is  easily 
affected  by  sulphurous  gases,  the  gilding  being  thereby 
blackened. 

More  advantageous  is  the  process  of  providing  the  articles 
with  a  dead  copper  coating  in  the  acid  galvanoplastic  copper 
bath,  then  quicking  them,  and  finally  gilding.  This  gilding  is 
very  handsome  in  lustre  and  color. 

Dead  gilding  on  zinc, — ^By  the  following  process  of  deposit- 
ing gold  on  zinc,  effects  similar  to  those  of  fire-gilding  on  bronze 
are  produced.  The  zinc  is  first  heavily  co})pered  in  one  of  the 
copper  baths  previously  given,  and  is  then  brought  into  a  silver- 
ing bath  (with  use  of  a  battery)  or  into  an  acid  copper  bath 
(see  "  Galvanoplasty  "),  according  to  whether  deadening  is  to 
be  effected  with  silver  or  copper.  In  deadening  in  the  acid 
copper  bath  care  should  be  taken  that  the  suspending  wires  are 
in  contact  with  the  object-rod  before  immersing  the  coppered 
zinc  object  in  the  bath.  However,  this  process  of  coppering 
zinc  in  the  acid  copper  bath  is  a  very  delicate  operation,  it  being 
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requently  observed  that  even  with  an  apparently  very  heavy 
coppering  in  the  electro-coppering  bath,  brownish-black  spots 
appear  on  the  objects  when  brought  into  the  acid  bath,  the 
copper  being  deposited  on  these  spots  in  a  pulverulent  form  by 
the  contact  of  the  acid  bath  with  the  zinc.  If  this  is  observed, 
the  objects  have  to  be  immediately  taken  from  the  bath,  and 
after  thorough  scratch-brushing  again  thoroughly  and  quickly 
coppered  in  the  electro-coppering  bath  before  returning  them  to 
the  acid  copper  bath.  It  may  be  recommended,  first  to  provide 
the  coppered  zinc  objects  with  a  thin  coat  of  nickel,  and  then 
to  copper  them  in  the  acid  copper  bath. 

When  the  deposit  seems  of  sufficient  thickness,  the  zinc  is 
washed  in  a  large  quantity  of  water,  drawn  through  a  weak 
solution  of  mercurous  nitrate,  and  brought  into  a  hot  gilding 
bath  composed  as  follows:  Water  10  quarts,  sodium  phosphate 
21  ozs.,  sodium  bisulphite  ozs.,  potassium  cyanide 
drachms,  gold  (in  the  form  of  chloride)  5^  drachms. 

At  first  quite  a  strong  current  is  used,  which  is  gradually  re- 
duced up  to  the  moment  when  the  object  is  taken  from  the  bath. 

Colimng  of  the  gilding, — It  has  been  frequently  mentioned 
that  the  most  rational  and  simple  process  of  giving  certain 
tones  of  color  to  the  gilding  is  by  means  of  a  stronger  or  weaker 
current.  Many  operators,  however,  cling  to  the  old  method  of 
effecting  the  coloration  by  gilder's  wax  or  brushing  with  certain 
mixtures,  and  for  this  reason  this  process,  which  is  generally 
used  for  coloring  fire-gilding,  shall  be  briefly  mentioned. 

To  impart  to  the  gold-deposit  a  redder  color,  the  gilding-wax 
is  prepared  with  a  greater  content  of  copper,  while  lor  greenish 
gilding  more  zinc-salt  is  added.  There  -are  innumerable  re- 
ceipts for  the  preparation  of  gilding-wax,  nearly  every  gilder 
having  his  own  receipt,  which  he  considers  superior  to  all 
others.  Only  two  formulae  which  yield  good  results  will  here 
be  given,  one  (I.)  for  nddisk  gilding  and  one  (II.)  for  greenish 
gilding. 

I.  Wax  12  parts  by  weight,  pulverized  verdigris  8,  pulver- 
ized sulphate  of  zinc  4,  copper  scales  4,  borax  I,  pulverized 
bloodstone  6,  copperas  2. 
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n.  Wax  12  parts  by  weight,  pulverized  verdigris  4,  pulver> 
ized  sulphate  of  zinc  8,  copper  scales  2,  borax  i ,  pulverized 
bloodstone  6,  copperas  2. 

Gilder's  wax  is  prepared  as  follows :  Melt  the  wax  in  an  iron 
kettle,  add  to  the  melted  mass,  with  constant  stirring,  the  other 
ingredients,  pulverized  and  intimately  mixed,  in  small  portions, 
and  stir  until  cold,  so  that  the  powder  cannot  settle  on  the 
bottom  or  form  lumps.  Finally,  mould  the  soft  mass  into 
sticks  about  %  inch  in  diameter. 

The  operation  for  applying  the  gilder's  wax  is  as  follows : 
Coat  the  heated  gilded  articles  uniformly  with  the  wax  and 
burn  off  over  a  charcoal  fire,  frequently  turning  the  articles. 
After  the  extinguishment  of  the  wax  flames,  plunge  the  articles 
into  water,  scratch-brush  with  wine- vinegar,  dry  in  sawdust, 
and  polish. 

To  give  gilded  articles  a  beautiful,  rich  appearance,  the  fol- 
lowing process  may  also  be  used:  Mix  3  parts  by  weight  of 
pulverized  alum,  6  of  saltpetre,  3  of  sulphate  of  zinc,  and  3  of 
common  salt,  with  sufficient  water  to  form  a  thinly-fluid  paste.. 
Apply  this  paste  as  uniformly  as  possible  to  the  articles  by 
means  of  a  brush,  and  after  drying,  heat  the  coating  upon  an 
iron  plate  until  it  turns  black ;  then  wash  in  water,  scratch- 
brush  with  wine-vinegar,  dry,  and  polish. 

According"  to  a  French  receipt^  the  same  result  is  attained  by 
mixing  pulverized  blue  vitriol  3  parts  b>^  weight,  verdigris  7, 
sal  ammoniac  6,  and  saltpetre  6,  with  acetic  acid  3 1 ;  immers- 
ing the  gilded  articles  in  the  mixture  or  applying  the  latter 
with  a  brush  ;  then  heating  the  objects  upon  a  hot  iron  plate 
until  they  turn  black,  and,  after  cooling,  pickling  in  concen- 
trated sulphuric  acid. 

Some  gilders  iviprovc  bad  font  s  of  g;ilding  by  immersing  the 
articles  in  dilute  solution  of  nitrate  of  mercury  until  the  ijilding 
appears  white ;  the  mercury  is  then  evaporated  over  a  flame 
and  the  articles  are  .scratch-brushed.  Others  apply  a  paste  of 
pulverized  borax  and  water,  heat  until  the  borax  melts,  and 
then  quickly  immerse  in  dilute  sulphurfc  acid. 
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Incrustations  with  f^old  are  produced  in  the  same  manner  as 
incrustations  with  silver  described  on  p.  281. 

Gilding  of  metallic  wire  and  gauze. — Fine  wire  of  gilded 
copper  and  brass  is  much  used  in  the  manufacture  of  metallic 
fringes  and  lace,  for  epaulettes  and  other  purposes.  The  fine 
copper  and  brass  wires  being  drawn  through  the  draw-irons 
and  wound  upon  spools  by  special  machines,  and  hence  not 
touched  by  the  hands,  freeing  from  grease  may,  as  a  rule,  be 
omitted.  The  first  requisite  for  gilding  is  a  good  winding 
machine,  which  draws  the  wires  through  the  gold  bath  and 

Fig.  122. 


wash  boxes,  and  further  effects  the  winding  of  the  wire  upon 
spools.  The  principal  demand  made  in  the  construction  of 
such  a  machine  is  that  by  means  of  a  simple  manipulation  a 
great  variation  in  the  speed  with  which  the  wire  or  gauze 
passes  through  the  gold  bath  can  be  obtained.  This  is  neces- 
sary in  order  to  be  able  to  regulate  the  thickness  of  the  gild- 
ing by  the  quicker  or  slower  passage  of  the  wire.  A  machine 
well  adapted  for  this  purpose  is  that  constructed  by  J.  W. 
Spaeth  and  shown  in  Fig.  122. 
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The  variation  in  the  passage  of  the  wire  is  attained  by  the 
two  friction-pulleys  F,  which  sit  upon  a  common  shaft  with 
the  driving-pulley,  R,  and  transmit  their  velocity  by  means 
of  the  friction-pistons  KK'  to  the  friction-pulley  P,  which  is 
firmly  connected  to  the  belt-pulley  R  driving  the  spool  spindle. 
Since  by  a  simple  device  the  pist6ns  K  and  K*  may  be  shifted, 
it  is  clear  that  the  transmission  of  the  number  of  revolutions 
from  Fto  F\s  dependent  on  the  position  of  the  friction  pistons 
K  and  ICt  and  that  the  velocity  will  be  the  greater  the  shorter 
the  distance  they  are  from  the  centre  of  friction-pulleys  F  and  F, 
In  order  that  the  friction  between  /%  and  F  may  always  be 
sufficient  for  the  transmission  of  the  motion,  even  when  the 
pistons  are  worn,  four  weights,  G,  are  provided,  which  press  the 
above-mentioned  parts  firmly  against  each  other. 

In  front  of  each  spool  of  this  machine  is  inserted  a  small 
enameled  iron  vat  which  contains  the  gold  bath,  and  is  heated 
by  a  gas  flame  to  about  167°  F.  Between  this  bath  and  the 
winding  machine  is  another  small  vat  with  hot  water  in  which 
the  gilded  wire  is  rinsed. 

The  wires  unwind  from  a  reel  placed  in  front  of  the  gold 
.baths,  run  over  a  brass  drum  which  is  connected  to  the  negative 

Fiu.  123. 


pole  of  the  source  of  current,  and  transmits  the  current  to  the 
wires;  the  dipping  of  the  wires  into  the  gold  bath  is  effected 
by  porcelain  drums,  which  arc  secured  to  heavy  pieces  of  lead 
placed  across  the  vats  as  shown  in  Fig.  123.  The  gilded  wire 
being  wound  upon  the  spools  of  the  winding  machine,  these 
spools  are  removed  and  thoroughly  dried  in  the  drying  cham- 
ber. The  wire  is  then  again  reeled  off  on  to  a  simple  reel,  in 
•doing  which  it  is  best  to  pass  it  through  between  two  soft 
j>ieces  of  leather  to  increase  its  lustre. 
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The  most  suitable  gold  bath  is  that  prepared  according  to 
formula  IV'.;  the  currcnt-slrciif^th  should  be  from  6  to  8  volts, 
which  will  produce  a  deposit  of  sufficient  thickness  even  with 
the  wire  passing  at  the  must  raj)i(l  rate  throuL^h  the  bath. 

Giidifisj^  hy  contacttby  immersion^  and  by  friction. — For  contact 
gilding  by  touching  with  zinc,  formula?  I.,  II.,  IV.,  and  V.,  may 
be  used,  IV.  and  V.  being  especially  suitable  if  the  addition  of 
potassium  cyanide  is  somewhat  increased  and  the  baths  are 
sufficiently  heated. 

A  contact  gold  bath  prepared  with  yellow  prussiate  of  potash 
according  to  the  following  formula  also  yields  a  good  deposit : 

VIII.  Fine  gold  as  chloride  of  gold  54  grains,  yellow  prussiate 
of  potash  I  oz.,  potash  i  oz.,  common  salt  i  oz.,  water  i  quart. 
The  bath  is  prepared  as  given  for  formula  III.;  for  use,  heat  it 
to  boiling. 

Gilding  by  contact  is  done  the  same  way  as  silvering  by  con- 
tact. The  points  of  contact  must  be  frequently  changed,  since 
in  the  gold  bath  intense  stains  are  still  more  readily  formed  than 
in  the  silver  bath. 

For  gilding  by  contact,  Conrad  Taucher  recommends  the  fol- 
lowing bath:  Distilled  water  10  quarts,  sodium  or  potassium 
pyrophosphate  28  ozs.,  prussic  acid  drachms,  crystallized 
chloride  of  gold  1 3  ^  drachms. 

To  prepare  the  batli,  bring  into  a  porcelain  vessel  or  into  a 
dish  of  enameled  cast-iron  9  quarts  of  distilled*  water  and  add 
the  28  ozs.  of  pyrophosphate,  stirring  constantl)'  with  a  glass 
rod.  Then  heat,  and  when  solution  is  complete  filter  and  set 
aside  to  cool. 

While  filtering  the  solution,  the  chloride  of  gold  is  prepared 
by  bringing  into  a  small  glass  flask  5  ^  drachms  of  fine  rolled 
gold,  14  drachms  of  pure  hydrochloric  acid,  and  8^  drachms 
of  pure  nitric  acid.  Apply  a  gentle  heat  to  the  bottom  of  the 
flask.    In  a  few  seconds  vigorous  effervescence  accompanied 

*  Hie  me  of  distilled  wtter  b  necetaacy,  otherwise  the  lime  salts  contained  in 
ordinary  water  would  decompose  a  portion  of  the  pyrophosphate. 
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by  the  evolution  of  orangc-rcd  vapors  takes  place,  and  the  ^o\d 
in  a  few  minutes  dissolves  to  a  reddish-yellow  fluid.  To  evapo- 
rate an  excess  of  acids,  which  if  brou<^ht  into  the  bath  might 
cause  serious  disturbances  and  even  render  the  bath  entirely 
useless,  the  flask  is  placed  upon  a_picce  of  sheet-iron  provided 
in  the  centre  with  a  hole  about  o.  1 1  inch  in  diameter,  and 
heated  upon  a  stove  or  over  a  spirit  lamp.  When  no  more 
vapors  escape  and  the  solution  has  become  thickly-fluid  and 
has  acquired  an  intense  hyacinth-red  color,  remove  the  flask 
from  the  fire  by  means  of  wooden  pincers  and  let  cool.  If  prop- 
erly prepared,  the  chloride  of  gold  then  congeals  to  an  aggre- 
gate of  safTron-yellow  acicular  crystals.  If  the  color  of  the 
latter  is  red,  too  much  heat  has  been  applied.  Such  chloride 
of  gold  is  very  suitable  for  the  preparation  of  electro-gilding 
baths,  but  if  tt  is  to  be  used  for  contact  gilding  a  small  quantity 
of  the  above-mentioned  two  acids  has  to  be  added,  and,  after 
heating,  the  mass  has  to  be  again  evaporated. 

It  frequently  happens  that  by  careless  manipulation  the  gold 
is  "burnt,"  /.  c,  the  auric  chloride  is  decomposed  by  too  long, 
continued  heating  and  is  convcrtcfl  into  insoluble  aureus 
chloride,  or  even  into  pulverulent  metallic  gold.  If  such  is  tlic 
case,  the  treatment  with  the  above-mentioned  mixture  of  acids 
has  to  be  repeated.  The  object  of  the  perforated  piece  of 
sheet-iron  on  which  the  flask  is  placed  for  the  purpose  of 
evaporating  the  solution  is  to  prevent  the  sides  of  the  flask 
from  being  heated  too  strongly,  as  otherwise  the  thin  layers  of 
chloride  of  gold  solution  might  be  decomposed. 

In  practice  porcelain  capsules  which  are  heated  in  a  sand 
bath  are  generally  used  for  dissolving  gold.  Fig.  124  shows 
such  a  capsule  with  glass  funnel  in  a  sand  bath  over  a  gas 
stove.  The  purpose  of  the  glass  funnel  is  to  prevent  any  fluid 
from  being  thrown  from  the  capsule  at  the  moment  of  the  eflfer- 
vescence  caused  by  the  action  of  the  acids  upon  the  metal. 

The  cold  cr)  stallized  chloride  of  gold  in  the  fl.isk  or  the  cap- 
sule is  now  dissolved  in  a  small  (juantity  of  distilled  water, 
solution  being  effected  almost  immediately.     The  solution  is 
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poured  upon  a  filter  of  filtering  paper  in  a  gjlass  funnel  placed 
upon  a  clean  bottle.  A  small  piece  of  paper  should  be  inserted 
between  the  funnel  and  the  neck  of  the  bottle,  so  that  the  air 
can  escape  from  the  latter  and  the  fluid  run  off  from  the  filter. 


Fic  134. 


The  object  of  filtering  is  to  separate  the  small  quantity  of 

chloride  of  silver  formed  from  the  little  silver  which  is  present 
even  in  the  purest  commercial  gold.  To  bring  all  the  gold  into 
the  bath,  repeatedly  wash  the  bottle  and  the  filter  with  a  small 
quantity  of  distilled  water. 

Now  mix  the  cold  solution  of  the  pyrophosphate  and  that  of 
the  chloride  of  gold  by  pouring  the  latter  graeually  into  the 
former  and  stirring  with  a  glass  rod.  Then  add  the  4^  drachms 
of  pnissic  acid  and  heat  to  the  boiling  point,  when  the  bath  is 
ready  for  use. 

When  mixed  cold  the  bath  has  a  yellow  or  yellow- greenish 
color,  which  disappears  as  the  temperature  rises.    However,  the 

fluid  sometimes  becomes  currant-red  or  violet,  which  indicates 
that  it  contains  too  little  prussic  acid.  This  is  remedied  by 
adding  drop  by  drop  prussic  acid  until  the  fluid  is  entirely  dis- 
colored. Great  care  must,  however,  be  exercised  in  adding  the 
acid,  as  on  excess  of  it  renders  the  gilding  pale. 
By  following  the  directions  above  given,  the  bath  is  very  suit- 
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able  for  producing  a  beautiful  yellow  gilding  on  objects  previ- 
ously thoroughly  cleansed.  The  articles  should  be  passed 
through  a  very  weak  solution  of  mercurous  nitrate,  otherwise 

the  gilding  shades  and  becomes  reddish.  The  articles  to  be 
giklcd  must  be  constantly  moved  in  the  bath  ;  they  arc  sus- 
pended to  hooks  or  brought  into  the  bath  in  dipping  baskets  of 
stoneware  or  brass. 

Gilding  is  finished  in  a  few  seconds.  Tlie  articles  are  then 
washed  in  clean  water,  dried  in  dry  and  warm  sawdust,  and  if 
necessary,  immediately  polished. 

By  neglecting  the  precautionary  measures  given  above,  the 
gilding  sometimes  appears  tarnished  and  dissimilar  in  tone  It 
is  then  colored  or  treated  with  the  so-called  matt  for  gilded 
articles. 

For  this  purpose  melt  equal  parts  of  the  following  salts  in 
their  water  of  crystalization  at  about  2 12^  F. :  Ferrous  sulphate 
(green  vitriol),  zinc  sulphate  (white  vitriol),  alum,  and  salt- 
petre. 

■  Thoroughly  wet  every  portion  of  the  defective  gilding  by  turn- 
ing the  articles  about  in  this  mixture.  Then  place  them  in  the 
centre  of  a  cylindrical  stove,  in  which  the  coal  burns  between 
the  sides  and  a  c)  lindricnl  i^rate,  so  that  the  entire  heat  radiates 
toward  the  empty  space  in  the  centre.  The  salts  melt  and  then 
get  into  a  fiery  flux,  the  entire  mass  accjuirin^  a  dull  eartiicn 
color.  When  on  touching  the  articles  with  the  moistened 
finger  a  slight  hissing  noise  is  heard,  the  temperature  is  sufTi- 
ciently  high  and  the  articles  are  thrown  into  weak  starch-water 
acidulated  with  sulphuric  acid.  The  coating  of  salts  dissolves 
immediately  and  the  gilding  presents  a  beautiful  warm  and  uni- 
form appearance.  This  operation  can,  of  course,  only  be  exe- 
cuted if  the  entire  article  has  been  gilded. 

Baihs  for  gilding  by  dipping.  The  following  two  formulas 
have  stood  the  test : 

I.  Crystalized  sodium  pyrophosphate  2.82  ozs.,  12  per  cent, 
prussic  acid  4.51  drachms,  crystalized  chloride  of  gold  1.12 
drachms,  water  i  quart.   Heat  the  bath  to  the  boiling  point, 
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and  immerse  the  pickled  objects  of  copper  or  its  alloys,  mov- 
ing them  constantly  until  gilded.  Iron,  steel,  tin,  and  zinc 
should  be  previously  coppered,  coating  the  objects  with  mercury 
(quicking)  being  entirety  superfluous. 

All  gold  baths  prepared  with  sodium  pyrophosphate,  when 
fresh,  give  rapid  and  beautiful  results,  but  they  have  the  dis- 
advantage of  rapidly  decomposing,  and  consequently  can  seldom 
be  completely  exhausted.  In  this  respect  the  following  formula 
answers  much  better: 

II.  Crystalizcd  sodium  phosphate  2.82  drachms,  chemically 
pure  caustic  potash  1.69  drachms,  chloride  of  i;old  0.56 
drachm,  98  per  cent,  potassium  cyanide  9.03  drachms,  water  I 
quart.  Dissolve  the  sodium  phosphate  and  caustic  potash  in 
}^  of  the  water,  and  the  potassium  cyanide  and  chloride  of 
gold  in  the  remaining  j^,  and  mix  both  solutions.  Heat  the 
solution  to  the  boiling  point.  This  bath  can  be  almost  entirely 
exhausted,  it  not  being  decomposed  by  keeping.  Should  the 
bath  become  weak,  add  about  drachms  of  potassium 
cyanide,  and  use  it  for  preliminary  dipping  until  no  more  gold 
is  reduced.  To  complete  gilding,  the  objects  subjected  to  such 
preliminary  dipping  are  then  immersed  for  a  few  seconds  in  a 
freshly-  prepared  bath  of  the  composition  given  above. 

The  layer  of  gold  formed  is  in  all  cases  very  thin,  the  amount 
of  gold  deposited  corresponding  to  the  quantity  of  basis-metal 
which  has  been  dissolved. 

III.  One  of  the  best  directions  for  ;j,il(lin^  without  the  use  of 
a  current  is,  accordin;^  to  the  "  ICdelinetallindustric,"  as  follows: 
Prepare  a  solution  of  gold  in  aqua  regia  (2  parts  hydrochloric 
acid  and  i  part  nitric  acid).  The  solution  of  the  gold  is 
effected  in  a  porcelain  dish,  best  in  a  sand  or  water  bath, 
whereby  heavy  brown  acid  vapors  of  hyponitrous  acid  are 
evolved.  When  all  is  dissolved  allow  the  acid  to  evaporate 
until  the  fluid  has  acquired  a  deep  brown  color  and  no  more 
acid  vapors  arise.  Then,  after  cooling,  dilute  the  solution  with 
water  and  keep  it  in  a  bottle  for  future  use.  Next  dissolve  in 
the  bath  6  j{  drachms  of  potassa  aad  1 1  ^  drachms  of  sodium 
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phosphate,  and  add  enough  gold  solution  that  the  bath  con- 
tains about  2^  drachms  of  gold.  To  this  bath,  containing 
about  8  to  10  quarts  of  fluid,  add  care&Uy,  with  constant 
stirring,  i  ^  ozs.  of  potassium  cyanide,  and  then  let  it  thor- 
oughly boil  for  some  time.  After  cooling  the  bath  to  about 
176*^  or  158**  F.,  suspend  the  articles  in  it  and  keep  the  bath  at 
this  temperature.  The  bath  only  requires  an  occasional  addi- 
tion of  gold  solution  (when  the  gilding  becomes  gray  or  dirty), 
or  of  potassium  cyanide  (when  the  gilding  becomes  foxy),  and, 
with  proper  treatment,  can  be  used  for  a  long  time. 

Gilding  of  porcelain,  glass,  etc. — The  pyropliosphatc  baths 
given  above  may  be  advantageously  employed  for  gilding 
porcelain,  glass,  stoneware,  etc.,  the  process  being  as  follows  : — 

Neutral  platinic  chloride  is  intimately  triturated  with  enough 
lavender  oil  to  form  a  thin  syrup.  Of  this  preparation  a 
scarcely  perceptible  film  is  applied  by  means  of  a  small  brush 
to  the  article  to  be  ornamented.  When  dry,  the  article  is  heated 
in  a  muffle  to  a  dark  red  heat  At  this  temperature  the  essen- 
tial oil  partially  volatilizes,  while  another  portion  is  decom- 
posed, and  reduces  by  its  hydrogen  the  platinic  chloride  to 
metallic  platinum,  the  result  being  a  coating  of  metal  of  a  finely 
polished  appearance.  When  cold  the  article  is  immediately 
drawn  through  nitric  acid,  which  does  not  attack  the  platinum, 
but  remov  es  any  impurities  which  might  make  its  surface  dull. 
The  article  is  then  washed  in  a  large  quantity  of  water,  wrapped 
with  fine  brass  wire  in  such  a  manner  that  the  wire  touches  the 
platinized  places  at  many  points,  and  is  then  brought  into  the 
•  gold  bath.  In  a  feu-  minutes  the  jilatinum  is  coated  with  a 
beautiful  smooth  him  of  gold,  which  adheres  well,  and  only  re- 
quires rubbing  witli  chamois. 

By  this  method  the  expensive  work  of  polishing  is  rendered 
unnecessary,  which  with  articles  having  many  depressed  places 
is  besides  almost  impossible.  If  the  gilding  is  too  red,  add  to 
the  bath  a  few  drops  of  the  double  cyanide  of  potassium  and 
silver. 

Gilding  by  friction, — ^This  process  is  variously  termed  gilding 
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zuith  the  rag,  with  the  thumb,  with  the  eork.  It  is  chiefly  em- 
ployed upon  silver,  though  sometimes  also  upon  brass  and  cop- 
per. The  operation  is  as  follows:  Dissolve  1.12  to  1.69 
drachms  o(  chloride  of  gold  in  as  little  water  as  possible,  to 
which  has  previously  been  added  0.56  drachm  of  saltpetre. 
Dip  in  this  solution  small  linen  rags,  and.  after  allowing  them 
to  drain  off,  dry  them  in  a  dark  place.  These  rags  saturated 
with  gold  solution  are  then  charred  to  tinder  at  not  too  great  a 
heat,  whereby  the  chloride  of  gold  is  reduced,  partially  to 
protochloride  and  partially  to  finely  divided  metallic  gold. 
This  tinder  is  then  rubbed  in  a  porcelain  mortar  to  a  fine  uni- 
form powder. 

To  gild  with  this  powder,  dip  into  it  a  charred  cork  moistened 
with  vinegar  or  salt  water  and  rub,  with  not  too  gentle  a  pres- 
sure, the  surface  of  the  article  to  be  gilded,  which  must  be 
previously  cleansed  from  adhering  grease.  The  thumb  of  the 
hand  may  be  used  in  place  of  the  cork,  but  in  both  cases  care 
must  he  had  not  to  moisten  it  too  much,  as  otherwise  the 
powder  takes  badly.  After  gilding  the  surface  may  be  care- 
fully burnished. 

For  gilding  by  friction  a  solution  of  chloride  of  gold  in  an 
excess  of  potassium  cyanide  may  also  be  used,  after  thickening 
the  solution  to  a  paste  by  rubbing  in  whiting.  The  paste  is 
applied  to  the  previously  zincked  metals  by  means  of  a  cork,  a 
piece  of  leather,  or  a  brush.  Martin  and  Peyraud,  the  origina- 
tors of  this  method,  describe  the  operation  as  follows:  Articles 
of  other  metals  than  zinc  are  placed  in  a  bath  consisting  of 
concentrated  solution  of  sal  ammoniac,  in  which  has  been 
placed  a  quantity  of  granulated  zinc.  The  articles  are  allowed 
to  boil  a  few  minutes,  whereby  they  acquire  a  coating  of  zinc. 
For  the  preparation  of  the  gilding  composition,  dissolve  11.28 
drachms  of  chloride  of  gold  in  a  like  quantity  of  water,  and  add 
a  solution  of  2. 1 1  ozs.  of  potassium  cyanide  in  as  little  water  as 
possible  (about  2.8  ozs.).  Of  this  solution  add  so  much  to  a 
mixture  of  3.52  ozs.  of  fine  whitin<;  and  2.82  drachms  of  pul- 
verized tartar  that  a  paste  is  formed  which  can  "be  readily  ap- 
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plied  with  a  brush  to  the  article  to  be  gilded.  When  the  arti- 
cle is  coated,  heat  it  to  between  140°  and  158°  F,  After 
removing  the  dry  paste  by  washing,  the  gilding  appears  and 
can  be  polished  with  the  burnisher. 

Fire  or  mercury  gilding, — Before  the  introduction  of  electro- 
plating, nearly  all  substantial  gilding  was  effected  by  this  pro- 
cess. However,  the  cost  is  much  greater,  the  execution  of  the 
process  presenting  many  difficulties,  and  besides  the  workman 
is  constantly  exposed  to  the  very  injurious  mercurial  vapors. 
The  resulting  gilding,  however,  is  distinguished  by  great  solidity. 

The  execution  of  fire  gilding  begins  with  the  preparation  of 
the  amalgam  of  gold.  For  this  purpose  put  a  weighed  quantity 
of  fine  gold  in  a  crucible  and  heat  to  dull  redness.  The  re- 
quisite proportion  of  mercury,  8  parts  to  i  of  gold,  is  now 
added,  and  the  mixture  is  stirred  with  a  slightly  crooked  iron 
rod,  the  heat  being  kept  up  until  the  gold  is  entirely  dissolved 
by  the  mercury.  Pour  the  amalgam  into  a  small  dish  about 
3  parts  filled  with  water,  and  work  about  with  the  fingers  under 
the  water  to  squeeze  out  as  much  of  the  excess  of  mercury  as 
possible.  To  facilitate  this  the  dish  is  slightly  inclined,  to  allow 
the  superfluous  mercury  to  flow  from  the  mass,  which  soon  ac- 
quires a  pasty  condition  capable  of  receiving  the  impression  of 
tlie  fingers.  Afterward  squeeze  the  amalgam  in  a  chamois 
leather  bag,  by  which  a  further  quantity  of  mercury  is  liberated. 
The  amalgam,  which  remains  after  this  final  treatment,  consists 
of  about  33  parts  of  mercury  and  57  parts  of  gold  in  100  parts. 
The  mercur>'  which  is  pressed  through  the  bag  retains  a  good 
deal  of  gold,  and  is  employed  in  preparing  fresh  batches  of 
amalf^am.  It  is  important  that  the  mercury  employed  should 
be  pure. 

To  apply  the  amalgam,  a  solution  of  nitrate  of  mercury  is  em- 
ploN'cd  which  is  prepared  by  dissolving  in  a  glass  flask  100  j)arts 
of  mercury  in  i  10  parts  of  nitric  acid  of  specific  gravity  1.33, 
gentle  heat  being  employed  to  assist  the  chemical  action. 
The  red  fumes  given  off  must  be  allowed  to  escape  into  the 
chimney,  since  they  are  very  deleterious  when  inhaled.  When 
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the  mercury  is  all  dissolved  the  s9lution  is  to  be  diluted  with 
about  25  times  its  weight  of  distilled  water,  and  bottled  for  use» 
The  pasty  amalgam  is  spread  with  the  blade  of  a  knife  upon 
a  hard,  flat  stone.  The  article,  after  being  well  cleaned  and 
scratch' brushed,  is  treated  as  follows :  Take  a  small  scratch- 
brush,  formed  of  stout  brass  wire,  dip  in  the  solution  of  nitrate 
of  mercury,  then  draw  over  the  amalgam  ;  pass  the  brush  care- 
fully over  the  surface  to  be  gilded,  repeatedly  dipping  the 
brush  in  the  mercurial  solution  and  drawing  it  over  the  amal- 
gam until  the  entire  surface  is  uniformly  and  sufficiently 
coated.  Then  rinse  the  article  well,  and  dry.  The  next 
operation  is  the  evaporation  of  the  mercury.  For  this  pur- 
pose a  charcoal  fire,  resting  upon  a  cast-iron  plate,  has  been 
generally  adopted,  a  sim'ple  hood  of  sheet-iron  being  the  only 
means  of  protection  from  the  injurious  effects  of  the  mercurial 
vapors.  When  the  amalgamated  article  is  rinsed  and  dried,  it 
is  exposed  to  the  glowing  charcoal,  turned  about  and  heated 
by  degrees  to  the  proper  point,  then  it  is  withdrawn  from  the 
fire  by  means  of  long  pincers  or  tongs.  The  article  is  then 
taken  in  the  left  hand,  which  should  be  protected  with  a  leather 
glove,  turned  over  the  fire  in  every  direction,  and  while  the 
mercury  is  volatilising  the  article  should  be  struck  with  a  long- 
haired brush  to  equalize  the  amalgam  coating  and  force  it  upon 
such  parts  as  may  appear  to  require  it.  When  the  mercury 
has  become  entirely  volatilized  the  gilding  has  a  dull,  greenish- 
yellow  color.  If  any  bare  places  are  apparent,  they  are 
touched  up  with  amali,^am  and  the  article  is  a<;ain  submitted  to 
the  fire,  care  being  taken  to  expel  the  mercury  gradually.  The 
article  is  then  well  scratch-brushed.  When  it  is  of  a  pale 
greenish  color,  heat  it  again  to  expel  any  remaining  mercury, 
when  it  acquires  the  orange-yellow  of  fine  gold.  If  required 
to  be  bright,  it  is  burnished  in  the  ordinary  way.  If  the  gild- 
ing is  to  be  dead,  secure  the  article  by  means  of  iron  wire  to 
the  end  of  an  iron  rod  and  coat  it  with  a  hot  paste  consist- 
ing of  saltpetre,  common  salt,  and  alum;  then  expose  the 
article  to  a  bright  fire,  turning  it  in  every  direction  until  the 
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coat  of  the  mixture  fuses  and  begins  to  run  off;  then  remove 
the  article  from  the  (ire  and  throw  it  in  a  wooden  vat  contain- 
ing a  large  quantity  of  water.  The  coat  of  salts  covering  the 
article  is  immediately  dissolved,  and  the  gilding  presents  a 
beautiful  dead  appearance.  To  stand  this  process  of  deadening 
the  article  must  be  well  gilded,  especially,  as  frequently  hap- 
pens, if  the  operation  does  not  succeed  the  first  time. 

Red  streaks  arc  often  observed  on  otherwise  successful  gild- 
in|T.  These  streaks  are  caused  by  the  iron  wire  wliich  has 
been  wrapped  round  the  article.  They  disappear  by  phinging 
the  article  in  dilute  nitric  acid,  or,  still  better,  in  pure  hydro- 
chloric acid. 

For  tiie  sake  of  completeness,  a  method  of  gilding  which 
gives  to  some  parts  of  the  article  a  lustrous  and  to  others  a 
dead  appearance  may  here  be  mentioned.  It  is  a  combination 
of  fire-gilding  with  electro-deposition,  the  dead  places  being  pro- 
duced by  the  former  operation  and  the  lustrous  places  by  the 
latter.  The  operation  is  as  follows :  The  places  which  are  to 
be  dead  are  first  gilded  with  amalgam,  heated,  scratch-brushed 
and  raised.  The  entire  article  is  then  gilded  with  the  assistance 
of  the  battery,  no  attention  being  paid  to  any  gold  depositing 
upon  the  surfaces  already  gilded.  The  entire  surface  is  then 
carefully  scratch-brushed,  and  the  eledtro-gilded  surfaces  are 
next  coated  with  a  paste  of  flake-white,  water  and  glue,  and  then 
with  a  thick  paste  of  clay,  the  fire-gilded  surfaces  remaining 
free.  The  whole  is  then  allowed  to  dry,  when  the  fire- gilded 
surfaces  are  deadened  by  being  treated,  as  above  described,  with 
a  hot  paste  of  saltpetre,  conmioii  salt,  and  alum.  The  coatings 
of  flake-white  and  clay  arc  then  dissolved  by  means  of  water 
acidulated  with  hydrochloric  acid.  The  only  purpose  of  these 
coatings  is  to  prevent  a  too  intense  action  of  the  heat  upon  the 
electro- gilded  portions.  The  latter,  if  m  rcssary,  are  then  again 
scratch-brushed,  which  must,  however,  be  done  with  the  greatest 
care  to  avoid  injury  to  the  dead  portions.  The  article  is  finally 
polished. 

The  following  process,  however,  is  better  and  more  con- 
venient:— 
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The  surfaces  which  arc  to  remain  dead  are  first  gilded  and 
deadened,  and  then  coated  with  varnish.  When  dry  the  article 
is  pickled ;  the  acid  does  not  attack  the  varnished  surfaces. 
The  object  is  then  brought  into  the  electro-gilding  bath,  which 
also  does  not  attack  the  varnish.  When  the  desired  shade  of 
gold  has  been  obtained,  the  article  is  taken  from  the  bath  and 
the  varnish  removed  by  means  of  benzine.  The  article  is  then 
washed  in  a  warm  potassium  cyanide  solution,  next  in  boiling 
water,  and  finally  dried.  The  dead  gilding,  no  matter  by  which 
process  it  may  have  been  produced,  is  only  suitable  for  arti- 
cles not  exposed  to  friction,  a  slight  toucli  with  the  fingers 
being  sufficient  to  deprive  it  of  its  delicate  lustre. 

Old  dead  gilding  may  be  improved  by  boiling  with  potash 
and  washing  in  dilute  sulphuric  or  nitric  acid.  This  suffices 
for  the  removal  of  stains  caused  by  grease,  smoke,  or  dust.  If, 
however,  the  gilding  is  worn  off,  the  article  has  to  be  scratch- 
brushed  and  regilt. 

Du  Fresne  gives  a  method  of  gilding,  which  is  also  a  com- 
bination of  fire-gilding  with  electro-deposition.  It  is  executed 
as  follows : — 

The  articles  are  galvanized  with  the  assistance  of  the  current, 

in  a  mercurial  solution  consisting  of  cyanide  of  mercury  in 
potassium  cyanide,  with  additions  of  carbonate  and  phosphate 
of  soda,  then  gilded  in  an  ordinary  gilding  bath,  next  again 
coated  w  ith  mercury,  then  again  gilded,  and  so  on,  until  a  de- 
posit of  sufficient  thickness  is  obtained.  The  mercury  is  then 
evaporated  over  glowing  coals,  and  the  articles,  after  scratch- 
brushing,  are  burnished. 

According  to  another  process,  the  articles  are  gilded  in  a  bath 
consisting  of  per  cent,  potassium  cyanide  i  .2  ozs.,  cyanide 
of  gold  921/2  grains,  cyanide  of  mercury  92  grains,  distilled 
water  I  quart,  a  strong  current  being  used.  The  articles  being 
sufficiently  gilded,  the  mercury  is  evaporated,  the  articles 
scratch-brushed  and  finally  polished. 

Removifij^  ij^oid  from  i^Udcd  articles — "  Strippin^^.'' — Gilded 
articles  of  iron  and  steel  are  best  stripped  by  treating  them  as 
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the  anode  in  a  solution  of  from  2  to  2  ^4  ozs.  of  98  per  cent» 
potassium  cyanide  in  i  quart  of  water,  and  suspending  a  copper 
plate  greased  with  oil  or  tallow  as  the  cathode.  Gilded  silver- 
ware is  readily  strii)j)cd  by  hcatin^^  to  flowing  and  then  im- 
mersing in  dilute  sulphuric  acid,  whereby  the  layer  of  gold  cracks 
off,  the  glowing  and  subsequent  immersion  in  dilute  sulphuric 
acid  being  repeated  until  all  the  gold  is  removed.  Before  glow- 
ing and  immersing  in  dilute  sulpliuric  acid,  the  articles  may  first 
be  provided  with  a  coating  of  a  paste  of  sal  ammoniac,  flowers  of 
sulphur,  borax,  and  nitrate  of  potash,  which  is  allowed  to  dry. 
On  the  bottom  of  the  vessel  containing  the  dilute  sulphuric  acid 
the  gold  will  be  found  in  laminae  and  scales,  which  are  boiled 
with  pure  sulphuric  acid,  washed,  and  finally  dissolved  in  aqua 
regia,  and  made  into  chloride  of  gold  or  fulminating  gold. 

To  strip  articles  of  silver,  eopper,  or  Gennati  silver  which  will 
not  bear  glowing,  the  solution  of  gold  may  be  effected  in  a  mix- 
ture of  I  lb.  of  fuming  sulphuric  acid,  2.64  ozs.  of  concentrated 
hydrochloric  acid,  and  1. 3  ozs.  of  nitric  acid  of  40°  Be.  Dip 
the  articles  in  the  warm  acid  mixture  and  observe  the  pro- 
gressive action  of  the  mixture  by  frequently  removing  the 
articles  from  it.  The  articles  to  be  treated  must  be  perfectly 
dry  before  immersing  in  the  acid  mixture,  and  care  must  be 
had  to  preserve  the  latter  from  dilution  with  water  in  order  to 
prevent  the  acids  from  acting  upon  the  basis-metal. 

Determination  of  ij^enuine  gilding. — Objects  apparently  gilded 
are  rubbed  upon  the  touchstone,  and  the  streak  obtained  is 
treated  with  pure  nitric  acid  of  1.3010  1.35  specific  gravity. 
The  metal  contained  in  the  streak  thereby  dissolves,  and  as  far 
as  it  is  not  gold  disappears,  while  the  gold  remains  behind. 
The  stone  should  be  thoroughly  cleansed  before  each  operation, 
and  the  streak  should  be  made  not  with  an  edge  or  a  corner  of 
the  object  to  be  tested,  but  with  a  broader  surface.  If  no  gold 
remains  upon  the  stone,  but  there  is,  nevertheless,  a  suspicion 
of  the  article  being  slightly  gilded,  proceed  with  small  articles 
as  follows :  Take  hold  of  the  article  with  a  pair  of  tweezers,  and 
after  washing  it  first  with  alcohol,  and  then  with  ether,,  and 


Digitized  by  Gopgle 


DEI'USITION  OF  GOLD.  317 

drying  upon  blotting  paper,  pour  over  it  in  a  test  glass,  cleansed 
with  alcohol  or  ether,  according  to  the  weight  of  the  article, 
0.084  to  5.64  draclims  of  nitric  acid  of  1.30  specific  gravity  free 
from  chlorine.  The  article  will  be  immediately  dissolved,  and 
if  it  has  been  gilded  never  so  slightly,  perceptible  gold  spangles 
will  remain  upon  the  bottom  of  the  glass. 

Recovery  of  gold  from  gold  bathSt  ffc, — To  recover  the  gold 
ironi  old  cyanide  gilding  baths,  evaporate  the  bath  to  dryness, 
mix  the  residue  with  litharge,  and  fuse  the  mixture.  The  gold 
is  contained  in  the  lead  button  thus  obtained.  The  latter  is 
then  dissolved  in  nitric  acid,  whereby  the  gold  remains  behind 
in  the  form  of  spangles.  These  spangles  are  filtered  off  and 
dissolved  in  aqua  regia. 

The  luliowing  nu  thod  is  used  for  the  recovery  of  gold  by  the 
UH-t  process:  The  bnth  containing  gold,  silver,  and  copper  is 
acidulated  with  hydrochloric  acid,  which  causes  a  disengage- 
ment of  hydrocyanic  acid.  This  gas  is  extremely  poisonous, 
for  which  reason  the  operation  should  be  carried  on  in  the  open 
air  or  where  there  is  a  good  draught  or  ventilation  to  carry  off 
the  fumes.  A  precipitate  consisting  of  the  cyanides  of  gold 
and  copper  and  chloride  of  silver  is  formed.  This  is  well 
washed  and  boiled  in  aqua  regia,  which  dissolves  the  gold  and 
copper  as  chlorides,  leaving  the  chloride  of  silver  behind.  The 
solution  containing  the  gold  and  copper  is  evaporated  nearly 
to  drv  ness  in  order  to  remove  the  excess  of  acid,  the  residue  is 
dissolved  in  a  small  quantity  of  water,  and  the  gold  precipitated 
therefrom  as  a  brown  metalic  powder  by  the  addition  of 
sulphate  of  iron  (copperas).    The  copper  remains  in  solution. 

Finely  divided  zinc — so-called  zinc-dust — is  an  excellent 
agent  for  the  precipitation  of  gold  in  a  pulverulent  form  from 
cyanide  gilding  baths.  By  adding  zinc- dust  to  an  exhausted 
cyanide  gilding  bath,  and  throroughly  shaking  or  stirring  it 
from  time  to  time,  all  the  gold  is  precipitated  in  two  or  three 
days.  The  quantity  of  zinc  required  for  precipitation  depends 
of  course  on  the  quantity  of  gold  present,  but  generally  speak- 
ing, Yz  lb.  or  at  the  utmost  i  lb.  of  zinc-dust  will  be  required 
for  100  quarts  of  exhausted  gilding  bath. 
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The  pulverulent  gold  obtained  is  washed,  treated  first  with 
hydrochloric  acid  to  remove  adhering  zinc -dust,  and  next  with 
nitric  acid  to  free  it  from  silver  and  copper. 

From  the  acid  mixtures  serving  for  dead  pickling  {^old,  or 
for  stripping,  the  gold  is  precipitated  by  solution  of  sulphate  of 
iron  (copperas)  added  in  excess.  The  gold  present  is  precipi- 
tated as  a  brown  powder  mixed  with  ferric  oxide.  This 
powder  is  filtered  off  and  treated  in  a  porcelain  dish  with  hot 
hydrochloric  acid,  which  dissolves  the  iron.  The  gold  which 
remains  behind  is  then  filtered  off,  and,  after  washing,  dissolved 
in  aqua  regia  in  order  to  work  the  solution  into  fulminating 
gold  or  neutral  chloride  of  gold. 


CHAPTER  XI. 

DEPOSITION  OF  PLATINUM  AND  PALLADIUM. 

t  DKPusrn<»f  or  Platwum. 

Properties  ofpiatinum, — Pure  platinum  is  white  with  a  grayish 
tinge ;  it  is  as  soft  as  copper,  malleable,  and  very  ductile.  At  a 
white  heat  it  can  be  welded,  but  is  fusible  only  with  the  oxyh> - 
drogen  blow  pipe  or  by  the  electric  current.  Its  specific  gravity 
is  21.4. 

Air  has  no  oxidizing  action  upon  platinum  ;  it  is  scarcely 
acted  upon  by  any  single  acid  ;  prolonged  boiling  with  con- 
centrated sulphuric  acid  appears  to  dissolve  the  metal  slowly. 
The  best  solvent  for  it  is  aqua  regia,  which  forms  the  tetrachlo- 
ride, PtClf.  Chlorine,  bromine,  suiphur,  and  phosphorus  com- 
bine directly  with  platinum,  and  fusing  saltpetre  and  caustic 
alkali  attack  it. 

Besides,  in  the  malleable  and  fused  state,  platinum  may  be 
obtained  as  a  very  finely  divided  powder,  the  so-called  plaHnum 
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black,  which  is  precipitated  with  zinc  from  diUitc  solution  of 
platinum  chloride  acidulated  with  hydrochloric  acid. 

Platinum  baths. — In  view  of  the  valuable  properties  of 
platinum  of  oxidizing  only  under  certain  difficult  conditions, 
of  possessing  an  agreeable  white  color,  and  of  taking  a  fine 
polish,  it  seems  strange  that  greater  attention  has  not  been 
paid  to  the  electro-deposition  of  this  metal  than  is  actually 
the  case.  The  reason  for  this  may  perhaps  be  found  in  the 
fact  that  the  baths  formerly  employed  for  experiments  pos- 
sessed many  great  defects,  causing  the  operator  many  diffi- 
culties, and  besides  allowed  only  of  the  production  of  thin 
deposits.  Giving  due  consideration  to  the  requirements  of  the 
process  of  the  electro- clcpt)sition  of  platinum  and  w  itii  the  use 
of  a  suitable  bath,  deposits  of  platinum  of  a  certain  thickness 
can  be  readily  produced,  and  necessary  conditions  will  be  de- 
scribed under  "Treatment  of  platinum  baths." 

The  platinum  baths  formerly  proposed  did  not  yield  quite 
satisfactory  re^^ults,  the  content  of  platinum  being  too  small  in 
some  of  them,  while  with  others  dense  deposits  could  not  be 
obtained.  A  more  recent  formula  by  Boettger,  however,  gives 
a  quite  good  bath.  A  moderately  dilute  solution  of  sodium 
citrate  is  added  to  platoso-ammonium  chloride  until  an  excess 
of  the  latter  no  longer  dissolves,  even  after  continued  boiling. 
The  following  proportions  have  been  found  very  suitable.  Dis- 
solve lyyi  ozs.  of  citric  acid  in  2  quarts  of  water,  and  neutral- 
ize with  caustic  soda.  To  the  boiling  solution  add,  with  con- 
stant stirring,  the  platoso-ammonium  chloride  freshly  precipi- 
tated from  2.64  ozs.  of  chloride  of  platinum,  heat  until  solution 
is  complete,  allow  to  cool,  and  dilute  with  water  to  5  quarts. 
To  decrease  the  resistance  of  the  bath,  0.7  or  0.8  oz.  of  sal 
ammoniac  may  be  ailded ;  a  lar<^er  addition,  however,  will 
cause  the  se[)aration  of  dark-colored  platinum. 

The  i)latoso-amm(>ninm  chloride  is  prepared  by  adding;  to  a 
concentrated  solution  of  chloride  of  platinum  concentrated 
solution  of  sal  ammoniac  until  a  yellow  precipitate  is  no  longer 
formed  on  adding  a  further  drop  of  sal  ammoniac.   The  preci- 
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pitate  is  filtered  off  aiul  brought  into  the  boiling  solution  of 
sodium  citrate.  This  bath  works  very  uniformly  if  the  content 
of  platinum  is  from  time  to  time  replenished. 

The  Bright  Platinum  Plating  Company/'  ot  London,  has 
patented  the  following  composition  of  a  platinum  bath: 
Chloride  of  platinum  o.<^B  oz.,  sodium  phosphate  19^  ozs., 
ammonium  phosphate  3.95  oxs.,  sodium  chloride  0.98  oz.,  and 
borax  0.35  oz.,  are  dissolved,  with  the  aid  of  heat,  in  6  to  8 
quarts  of  water,  and  the  solution  is  boiled  for  10  hours,  the 
water  lost  by  evaporation  being  constantly  replaced.  The  re- 
sults obtained  with  this  bath  were  not  much  better  than  with 
Bottger's. 

Dr.  W.  H.  Wahl  gives  the  following  directions  for  preparing 
platinum  baths:* — 

Alkaline  platiuatv  bath. — Platinic  hydrate  2  ozs.,  caustic 
potassa  (or  soda)  8  ozs.,  distilled  water  i  gallon. 

Dissolve  one-half  of  the  caustic  potassa  in  a  quart  of  distilled 
water,  add  to  this  the  platinic  hydrate  in  small  quanrity  at  a 
time,  facilitating  solution  by  stirring  with  a  glass  rod.  When 
solution  is  effected,  stir  in  the  other  half  of  alkali  dissolved  in  a 
quart  of  water ;  then  dilute  with  enough  dfstilled  water  to  form 
one  gallon  of  solution.  To  hasten  solution,  the  caustic  alkali 
may  be  gently  heated,  but  this  is  not  necessary,  as  the  platinic 
hydrate  dissolves  very  freely.  This  solution  should  be  worked 
with  a  current  of  about  two  volts,  and  will  yield  metal  of  an  al- 
most  silvery  whiteness  upon  polished  surfaces  of  copper  and 
brass,  and  quite  freely.  There  should  be  slight,  if  any,  percep- 
tible evolution  of  h)'drogcn  at  the  cathode,  but  a  liberal  evolu- 
tion of  oxygen  at.  the  annilc.  v\n  addition  of  a  small  [)r(»j)ortion 
of  acetic  acid  to  this  hath  iinprt)vcs  its  operation  where  a  heavy 
deposit  is  desired.  The  anode  must  be  of  platinum  or  carbon, 
and  owiuf;  to  the  readiness  with  which  the  metal  is  deposited 
an  excess  of  anode-surface  is  to  be  avoided.  Articles  of  steel, 
nickel,  tin,  zinc,  or  German  silver  will  be  coated  with  black  and 

*  Journal  of  the  Franklin  InsUtate,  July,  1890. 
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more  or  less  non-adherent  platinum ;  but  by  giving  objects  of 
these  metals  a  preliminary  thin  electro-deposit  of  copper  in  the 
hot  cyanide  bath  they  may  be  electro-platinized  in  the  alkaline 

platinate  bath  equally  as  well  as  copper.  The  bath  may  be 
worked  hot  or  cold,  but  it  is  recommended  to  work  it  at  a  tem- 
perature not  exceeding  100  '  V.  It  may  be  diluted  to  one- half 
the  strength  indicated  in  the  formula  and  still  yfeld  excellent 
results.  The  surface  of  the  objects  should  be  highly  })olished 
by  buffing  or  otherwise  prior  to  their  introduction  into  the  bath, 
if  the  resulting  deposit  is  designed  to  be  brilliant. 

The  deposition  of  platinum  takes  place  promptly.  In  five 
minutes  a  sufficiently  heavy  coating  will  be  obtained  for  most 
purposes.  The  deposited  metal  is  so  soft,  however,  that  it  re- 
quires to  be  buffed  very  lightly.  A  heavier  deposit  will  appear 
gray  in  color,  but  will  accept  the  characteristic  lustre  of  platinum 
beneath  the  burnisher. 

An  oxaitOe  solutum  is  prepared  by  dissolving  i  oz.  of  platinic 
hydrate  in  4  ozs.  of  oxalic  acid  and  diluting  the  solution  to  the 
volume  of  one  gallon  with  dbtilled  water.  The  solution  should 
be  kept  acidified  by  the  occasional  addition  of  some  oxalic  acid. 
The  simplest  plan  of  using  this  bath,  which  requires  no  atten- 
tion to  proportions,  is  simply  to  work  with  a  saturated  solution 
of  the  oxalate,  keeping  an  undissolved  excess  always  present  at 
the  bottom  of  the  vessel.  An  addition  of  a  small  quantity  of 
oxalic  acid  now  and  then  will  be  found  advantageous.  The 
double  salts  of  oxalic  acid  with  platinum  and  the  alkalies  may 
be  formed  by  saturatfng  the  binoxalatc  of  the  desired  alkali  with 
platinic  hydrate  and  maintaining  the  bath  in  normal  metallic 
strength  by  the  presence  of  an  undissolved  residuum  of  platin- 
ous  oxalate. 

The  double  oxalates  are  not  so  soluble  in  water  as  the  simple 
salt.  The  oxalate  baths,  both  of  single  and  double  salts,  may  be 
worked  cold  or  hot  (though  not  to  exceed  150**  F.)  with  a 
current  of  comparatively  low  pressure.  The  metal  will  deposit 
bright,  reguline,  and  adherent  on  copper  and  brass.  Other 
metallic  objects  must  receive  a  preliminary  coppering  as  above. 
21 
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The  deposited  metal  is  dense,  with  a  steely  appearance,  and 

can  be  obtained  of  any  desired  thickness. 

The  deposit  obtained  in  the  oxalate  bath  is  sensibly  harder 
than  that  from  the  alkaline  platinate  bath,  and  will  bear  bufhng 
tolerably  well. 

The  phosphate  bath  may  be  prepared  by  the  following 
formula : 

Phosphoric  acid,  syrupy  (specific  gravity  1.7),  8  ozs., 
platinic  hydrate  i  to  i  >^  ozs.,  distilled  water  i  gallon. 

The  acid  should  be  moderately  diluted  with  distilled  water 
and  the  solution  of  the  hydrate  effected  at  the  boiling  tempera- 
ture. Water  should  be  added  cautiously  from  time  to  time  to 
supply  that  lost  by  evaporation.  When  solution  has  taken 
place,  the  same  should  be  diluted  with  sufTicient  water  to  make 
the  volume  i  gallon.  The  solution  may  be  worked  cold  or 
heated  to  100°  F.,  and  with  a  current  much  stronger  than  that 
required  for  the  platinates  and  oxalates.  The  ammonio  (and 
sodio)  platinic  phosphates  may  be  formed  from  the  simple 
phosphate  by  carefully  neutralizing  the  solution  of  the  phos- 
phate with  ammonia  (or  soda) ;  then  adding  an  excess  of 
phosphoric  acid,  or  enough  to  dissolve  the  precipitate  formed, 
and  an  additional  quantity  to  insure  a  moderate  amount  of  free 
phosphoric  acid  in  the  bath.  The  phosphate  baths  will  be 
maintained  of  normal  strength  by  additions  of  platinic  hydrate, 
the  solutions  of  which  will  need  to  be  assisted  by  heating  the 
bath,  preferably  at  the  close  of  each  day's  work.  The  nictai 
yielded  by  the  electrolysis  of  these  phosphate  solutions  is 
brilliant  and  adherent.  It  has  the  same  steely  appearance  as 
that  exhibited  by  the  oxalate  solutions,  but  to  a  less  pro- 
nounced degree.  The  physical  properties  of  the  deposited 
metal  are  in  other  respects  like  those  described  in  connection 
with  that  obtained  from  the  oxalate  baths. 

Management  of  platinum  baths, — Copper  and  brass  may  be 
directly  coated  with  platinum,  but  iron,  steel,  and  other  metals 
have  to  be  previously  coppered  ;  without  preliminary  copper- 
ing these  metals  would  soon  decompose  the  platinum  bath. 
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independent  of  the  fact  that  no  perfect  deposit  of  platinum  can 
be  produced  upon  them  without  the  cementing  intermediary 
layer  of  copper. 

Platinum  baths  must  be  used  hot,  and  even  then  require  a 
current  of  5  to  6  volts.  An  abundant  evolution  of  gas  must 
appear  on  the  objects  and  the  anodes;  the  anode-surface 
(platinum  anodes)  must  not  be  too  small,  and  should  be  only  at 
a  few  centimetres  distance  from  the  objects.  Since  the  platinum 
anodes  do  not  dissolve,  the  content  of  platinum  in  the  bath  be* 
comes  constantly  smaller,  and  the  bath  must  from  time  to  time 
be  strengthened.  It  is  then  heated  in  a  porcelain  dish  or  en* 
ameled  vessel  to  the  boiling-point,  some  fresh  solution  of  sodium 
citrate  is  added,  and  platoso-ammonium  chloride  introduced  as 
long  as  solution  takes  place.  A  concentrated  solution  of 
platoso-ammonium  chloride  may  be  kept  at  hand  and  a  small 
quantity  of  it  at  intervals  be  added  to  the  bath. 

Execution  of  platinising, — ^The  objects  thoroughly  freed  from 
grease  and  pickled,  and,  if  necessary,  coppered,  are  suspended 
in  the  bath  heated  to  between  176^  and  194*^  F.;  this  tempera- 
ture must  be  kept  up  during  the  entire  operation.  The  current 
should  be  of  sufficient  strength  and  the  anodes  placed  so  close 
to  the  objects  that  a  liberal  evolution  of  gas  appears  on  the 
anodes.  For  platinizing  large  objects  it  is  recommended  to  go 
round  them,  at  a  distance  of  0.31  to  0.39  inch,  with  a  hand- 
anode  of  platinum  sheet,  which  should  not  be  too  small  and 
should  be  connected  to  the  anode- rod.  When  the  current  has 
vigorously  acted  for  8  to  10  minutes,  the  objects  are  taken  from 
the  bath,  dried,  and  polished.  However,  for  the  production  of 
heavy  deposits^for  instance,  upon  points  of  lightning-rods — 
the  deposit  is  vigorously  brushed  with  a  steel-wire  scratch-brush 
or  fine  pumice  powder.  The  objects  are  then  once  more  freed 
from  grease  and  returned  for  10  to  15  minutes  longer  to  the 
bath  to  receive  a  further  deposit  of  platinum  with  a  weaker  cur- 
rent, which  must,  however,  be  strong  enough  to  cause  the 
escape  of  an  abundance  of  ^as  bubbles.  The  objects  are  then 
taken  out,  and,  after  immersion  in  hot  water,  dried  in  sawdust. 
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The  deposit  is  then  well  burnished,  first  with  the  steel  tool, 
and  finally  with  the  stone,  whereby  the  gray  tone  disappears 
and  the  deposit  shows  the  color  and  lustre  of  massive  platinum 
sheet.    Points  of  lightning-rods  platinized  in  this  manner  were 

without  flaw  after  an  exposure  to  atmospheric  influences  for 
more  than  six  years. 

Platinizing  of  glass. — Glass  may  be  platinized  by  means  of 
the  galvanic  current  as  follows:  Dissolve  14 drachms  of  platinic 
hydrate  in  175^  ozs.  of  a  10  per  cent,  solution  of  caustic  soda 
or  potash.  Add  to  the  solution  17^  ozs.  more  of  the  alkali 
solution  and  dilute  with  water  to  2  quarts.  The  temperature  of 
the  bath  should  not  exceed  100°  F.,  and  the  strength  of  the 
current  should  be  two  volts. 

Platinising  by  contact — ^Though  a  thick  deposit  cannot  be 
produced  by  the  contact-process,  Fehling's  directions  may  here 
be  mentioned  as  suitable  for  giving  a  thin  coat  of  platinum  to 
fancy  articles.  He  recommends  a  solution  of  5.64  drachms  of 
chloride  of  platinum  and  7  ozs.  of  common  salt  in  i  quart  of 
water,  which  is  made  alkaline  by  the  addition  of  a  small  quantity 
of  soda  lye,  and  for  use  heated  to  the  boiling  point. 

If  larger  articles  are  to  be  platinized  by  contact,  free  them 
from  grease,  and  after  pickling,  and  if  necessary,  coppering, 
wrap  them  round  with  zinc  wire  or  place  them  upon  a  bright 
zinc  sheet  and  introduce  them  into  the  heated  bath.  All  the 
remaining  manipulations  are  the  same  as  in  other  contact  pro- 
cesses. 

Recovery  of  platinum  from  platinum  solutions. — From  not  too 
large  baths,  precipitation  of  the  platinum  with  sulphuretted 
hydrogen  is  the  most  suitable  method,  and  preferable  to  evapo* 
rating  and  reducing  the  metal  from  the  residue.  The  process  is 
as  follows :  Acidulate  the  platinum  solution  with  hydrochloric 
acid,  and,  after  warming  it,  conduct  sulphuretted  hydrogen  into 
it.  The  metal  (together  with  any  copper  present)  precipitates 
as  sulphide  of  platinum.  The  precipitate  is  filtered  off,  dried, 
and  glowed  in  the  air,  whereby  metallic  platinum  remains  be- 
hind.  From  larger  baths  the  platiuum  may  be  precipitated  by 
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suspending  bright  sheets  of  iron  in  the  acidulated  bath.  In 
both  cases  the  precipitated  platinum  is  treated  with  dilute  nitric 
acid  in  otdcr  to  dissolve  any  copper  present.  After  filtering  ofT 
and  washing  the  pure  platinum,  dissolve  it  in  aqua  regia  ;  the 
solution  is  then  evaporated  to  dr>'ness  in  the  water  bath,  and 
the  chloride  of  platinum  thus  obtained  may  be  used  in  making 
a  new  bath. 

2.  Deposition  of  Palladium. 

ProptrHes  of  palladium. — Palladium,  when  compact,  has  a 
white  color  and  possesses  a  lustre  almost  equal  to  that  of  silver. 
Its  specific  gravity  is  about  12.0;  it  is  malleable  and  ductile, 
and  may  be  fused  at  a  white  heat.  In  the  oxyhydro;^en  flame 
it  is  volatilized,  forming  a  green  vapor.  It  is  less  permanent  in 
the  air  than  platinum.  It  is  dissolved  by  nitric  acid;  it  is 
scarcely  attacked,  however,  by  hydrochloric  or  sulphuric  acid. 
Hydriodic  acid  and  free  iodine  coat  it  with  the  black  palladium 
iodide. 

On  account  of  the  high  price  of  its  salts,  palladium  has  been 
but  little  used  for  electro-plating  purposes ;  nor  for  the  same 
reason,  is  it  likely  to  be  more  extensively  employed  in  the 
future. 

According  to  M.  Bertrand,  the  most  suitable  bath  consists  of 
a  neutral  solution  of  the  double  chloride  of  palladium  and 
ammonium,  which  is  readily  decomposed  by  3  Bunscn  ele- 
ments coupled  one  behind  the  other  (therefore  about  5.4  volts). 
A  sheet  of  palladium  is  used  as  anode. 

A  solution  of  palladium  cyanide  in  potassium  cyanide  does 
not  jneld  as  good  results  as  the  above  bath. 

Palladium  possessing  the  property  of  not  being  blackened  by 
sulphuretted  hydrogen,  it  is  for  this  reason  frequently  used  for 
coating  silver-plated  metallic  articles  with  a  thin  deposit  of  it. 

Palladium  has  also  of  recent  years  been  employed  for  plat- 
ing watch  movements.  According  to  M.  Filet.  4  milligrammes 
(about  iV  grain)  of  palladium  is  sufficient  to  coat  the  works  of 
an  ordinary  sized  watch.    M.  Fiict  recommends  the  following 
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bath:  Water  2  quarts,  chioride  of  palladium  s}4  drachms, 

phosphate  of  ammonia  3^  ozs.,  phosphate  of  soda  17)^  ozs., 
benzoic  acid  2  )4  drachms. 

Deposits  of  iridium  and  rhodium  have  rccentl)-  been  produced 
from  baths  similar  in  composition  to  those  mentioned  under 
palladium.  But  as  these  metals  would  be  used  lor  plating  pur- 
poses only  in  isolated  cases,  it  is  not  necessary  to  enter  into 
details. 


CHAPTER  XII. 

DEPOSITION  OF  TIN,  ZINC,  LEAD,  AND  IRON. 

I.  Deposition  of  Tin. 

Properties  of  tin. — Tin  is  a  white,  highly  lustrous  metal ;  it 
possesses  but  little  tenacity,  but  has  a  high  degree  of  malleabil- 
ity, and  tin-foil  may  be  obtained  in  leaves  less  than  ^Vth  of  a 
milli-metre  in  thickness.  Tin  melts  at  about  446^  F.  and  evap- 
orates at  a  high  temperature;  the  fused  metal  shows  great 
tendency  to  crystallize  on  congealing.  By  treating  the  surface 
of  melted  tin  with  a  dilute  acid,  the  crystalline  structure  ap- 
pears as  designs  {moire  mitallique)^  resembling  the  ice-flowcrs 
on  frosted  windows. 

Tin  remains  quite  constant  even  in  moist  air,  and  resists  the 
influence  of  an  atmosphere  containing  sulphuretted  hydrogen. 
Strong  hydrochloric  acid  quickly  dissolves  tin  on  heating,  evolv- 
ing hydrogen  and  forming  stannous  chloride.  Dilute  sulphuric 
acid  has  but  little  action  on  the  metal ;  when  heated  with  con- 
centrated sulphuric  acid,  sulphur  dioxide  is  evolved.  Dilute 
nitric  acid  dissolves  tin  in  the  cold  without  evolution  of  gas ; 
concentrated  nitric  acid  acts  vigorousl)  upon  the  metal,  whereby 
oxide  of  tin,  which  is  insoluble  in  the  acid,  is  formed.  Alkaline 
lyes  dissolve  the  metal  to  sodium  stannate,  hydrogen  being 
thereby  evolved. 
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Tin  baths.  The  bath  used  by  Roseleur  for  tinning  with  the 
battery  works  very  well.    It  is  composed  as  follows : 

I.  Pyrophosphate  of  soda  3.5  ozs.,  tin-salt  (fused)  0.35  oz., 
water  10  quarts.  To  prepare  the  bath  dissolve  the  pyrophos- 
phate of  soda  in  10  quarts  of  rain  water,  suspend  the  tin-salt  in 
a  small  linen  bag  in  the  solution,  and  move  the  bag  to  and  fro 
until  its  contents  are  entirely  dissolved. 

Objects  of  sine,  copper,  and  brass  arc  directly  tinned  in  this 
bath  with  a  current  of  slight  tension.  Articles  of  iron  and  steel  are 
first  coppered  or  preliminarily  tinned  in  a  bath  prepared  according 
to  formula  VIII.,  (see  p.  33 1 )  the  deposit  of  tin  being  then  aug- 
mented in  bath  I.  with  the  battery  current.  Cast-tin  anodes  as 
large  as  possible  are  used,  which,  however,  will  not  keep  the  con- 
tent of  tin  in  the  bath  constant.  It  is  therefore  necessary,  from 
time  to  time,  to  add  tin-salt,  which  is  best  done  by  preparin^^  a 
solution  of  3.5  ozs.  of  pyro[)hosphate  of  soda  in  i  quart  of  water 
and  introducing  into  the  solution  tin  salt  as  long  as  the  latter 
dissolves  clear.  Of  this  tin  essence  add  to  the  bath  more  or 
less,  as  maybe  required,  and  also  augment  the  content  of  pyro- 
phosphate of  soda,  if,  notwithstanding  the  addition  of  tin-salt, 
the  deposition  of  tin  proceeds  sluggishly. 

Though  the  bath  composed  according  to  formula  I.  suffices 
for  most  purposes,  an  alkaline  tin  bath,  first  proposed  by  Eisner 
and  later  recommended  by  Maistrasse,  Fearn,  Birgham,  and 
others,  with  or  without  addition  of  potassium  cyanide,  may  be 
mentioned  as  follows:  — 

II.  Crystallized  tin-salt  0.7  oz.,  water  i  quart,  and  potash  lye 
of  10"  Beaume  until  the  precipitate  formed  dissolves. 

As  seen  from  the  formula  the  solution  of  tin-salt  is  com- 
pounded with  potash  lye  of  the  stated  concentration  (or  with  a 
solution  of  I  oz.  of  pure  caustic  potash  in  water),  until  the  pre- 
cipitate of  stannous  hydrate  again  dissolves. 

Some  operators  recommend  the  addition  of  0.35  oz.  of  potas- 
sium cyanide  to  the  solution. 

Without  potassium  cyanide  the  bath  requires  3.75  to  4  volts, 
and  with  it,  3.5  volts. 
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In  testing  Salzede's  bronze  bath  (p.  247),  it  was  found  to 
yield  quite  a  good  deposit  of  tin  directly  upon  cast-iron,  and  it 
was  successfully  used  for  this  purpose  by  omitting  the  cuprous 
chloride  and  using  14. 11  drachms  of  stannous  chloride,  so  that 
the  composition  became  as  follows : — 

Ila.  98  per  cent,  potassium  cyanide  3.5  ozs.,  carbonate  of 
potassium  35^  ozs.,  stannous  chluiidc  14.1  i  drachms,  water  10 
quarts.    W  ith  4  volts  a  heavy  deposit  was  rapidly  obtained. 

III.  A  tin  bath  of  stannous  chloride,  caustic  soda,  and  potas- 
sium cyanide,  given  by  Pfanhauser,  contains  i\%  drachms  of 
stannous  chloride,  equal  to  about  yyi  drachms  of  metallic  tin 
per  quart.  It  is  still  more  advantageous  to  use  double  the 
quantity  of  tin,  the  composition  of  the  bath  being  then  as 
follows : — 

Water  10  quarts,  fused  stannous  chloride  14  ozs.,  caustic  soda 
17    ozs.,  100  per  cent,  potassium  cyanide  3^^  ozs. 
The  bath,  as  above  composed,  contains  about  15  drachms  of 

metallic  tin  per  quart,  and  with  3)^  volts  furnishes  a  deposit  of 
tin  of  about  4-^4  grains  pei  hour. 

Pfanhauser  has  made  new  experiments  and  found  that  still 
more  favorable  results  are  obtained  with  a  solution  of  I  ozs. 
of  stanno-ammonium  chloride  in  i  quart  of  water,  a  deposit  of 
9^  grains  of  tin  per  hour  being  obtained  with  a  current  of 
only  volts. 

The  solution  of  the  salt  is  readily  effected.  Cast-tin  anodes 
are  to  be  used. 

The  temperature  of  the  bath  should  be  between  68°  and  77° 
F.    In  case  the  bath  becomes  poor  in  metal,  stanno-ammonium 

chloride  is  added. 

The  deposit  of  tin  is  rather  rough,  but  can  be  readily  made 
bright  by  treatment  with  brass  scratch-brushes. 

IV.  A  tin  bath  given  b>*  Taucher  is  composed  as  follows: 
Water  500  quarts,  sodium  or  p\Tn phosphate  11  lbs.,  crystallized 
tin-salt  21  ozs.,  or,  still  better,  fused  tin-salt  17)^  ozs. 

Bring  the  water  into  a  tank  completely  lined  with  plates  or 
anodes  of  tin  joined  together  and  connected  with  the  positive 
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pole  wire.  Dissolve  the  p3rrophosphate  in  the  water,  stirring 
constantly.  Place  the  tin-salt  in  a  copper-sieve,  and  immerse 
the  latter  about  one-half  in  the  solution ;  an  abundant  milky 

turbidity  is  immediately  formed,  which,  however,  disappears  on 
stirring.  When  all  the  tin-salt  is  dissolved,  remove  the  sieve, 
and  the  tin-bath,  which  now  forms  a  clear  fluid,  either  colorless 
or  of  a  slightly  yellowish  color,  is  ready  for  use,  it  being  only 
necessary  to  secure  the  articles  to  be  tinned  to  the  rods  con- 
nected with  the  negative  pole.  The  anodes  do  not  suffice  to 
keep  the  bath  saturated,  and  hence,  when  the  deposit  becomes 
weaker,  small  quantities  of  equal  parts  of  tin-salt  and  of  sodium 
pyrophosphate  have  to  be  added.  The  solution  of  these  salts 
should  always  be  eflfected  with  the  assistance  of  a  sieve  to  prevent 
small  pieces  of  tin-salt  from  falling  to  the  bottom  of  the  bath, 
where  they  would  be  enveloped  by  an  almost  insoluble  crust 
and  remain  nearly  unchanged. 

This  tin  bath  is  suitable  for  all  kinds  of  metals,  the  deposit 
obtained  combining  with  considerable  solidity  a  matted  and 
white  appearance  closely  resembling  silver. 

Management  of  tin  baths. — Tin  baths  should  not  be  used  at  a 
temperature  below  68°  F.;  they  require  (formulae  I.  and  11.)^ 
according  to  their  composition,  a  current  of  2  to  3  volts,  so  that 
two  Bunsen  elements  coupled  one  after  the  other  suffice  for  all 
purposes.  Too  strong  a  current  causes  a  pulverulent  reduction 
of  the  tin,  which  does  not  adhere  well,  while  with  a  suitable 
current-strength  quite  a  dense  and  reguline  deposit  is  obtained. 
Cast-tin  plates  with  as  large  a  surface  as  possible  are  used  as 
anodes.  The  choice  of  the  tin-salt  exerts  some  influence  upon 
the  color  of  the  tinning.  By  using,  for  instance,  crystallized  tin- 
salt,  which  is  always  acid,  in  preparing  the  bath  according  to 
formula  I.,  a  beautiful  white  tinning  with  a  bluish  tinge  is  ob- 
tained, which,  however,  does  not  adhere  so  well  as  that  pro- 
duced with  fused  tin- salt.  Again,  the  latter  yields  a  somewhat 
.dull  gray  layer  of  tin,  and,  therefore,  the  effects  of  the  bath 
will  have  to  be  corrected  by  the  addition  of  one  or  the  other 
salt 
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As  previously  mentioned,  iron  and  sfec!  objects  arc  best  sub- 
jected to  a  light  preliminary  tinnin;j^  by  boiling  in  the  bath  V'lII. 
(see  p.  331 )  ;  however,  instead  of  this  preliminary  tinning,  they 
may  first  be  electro-coppered  and,  after  scratch- brushing  the 
copper  deposit,  brought  into  the  tin  bath. 

When  the  action  of  the  bath  becomes  sluggish,  it  has  to  be 
refreshed  (for  formula  I.)  by  the  9ddition  of  tin  salt  and  pyro- 
phosphate of  soda,  or  (for  formula  II.)  by  the  addition  of  potash 
lye  and  tin-salt. 

Process  of  Hnning, — From  what  has  been  said,  it  will  be  evi- 
dent  that  the  execution  of  tinning  is  simple  enough.  After 
being  freed  from  grease  and  pickled,  the  objects  are  brought 
into  the  bath  and  tinned  with  a  weak  current.  For  heavy  de- 
posits of  tin  the  objects  are  frequently  taken  from  the  bath  and 
the  deposit  is  thoroughly  brushed  with  a  brass  scratch-brush, 
not  too  hard,  and  moistened  with  dilute  sulphuric  acid  ( i  part 
acid  of  66^  He.  to  25  water)  when,  after  rinsing  in  water,  the 
articles  are  returned  to  the  bath.  If,  with  the  use  of  too  strong 
a  current,  the  color  of  the  deposit  is  observed  to  turn  a  dark 
dull  gray,  scratch-brushing  must  be  repeated.  When  the  tin- 
ning is  finished  the  articles  are  brushed  with  a  brass  scratch- 
brush  and  decoction  of  soap-root,  then  dried  in  sawdust  and 
polished  with  fine  whiting. 

Timmng  by  contact  and  boiling* — ^For  tinning  by  zinc  contact 
in  the  boiling  tin  bath  the  following  solutions  may  be  recom- 
mended - 

V.  According  to  Gerhold:  Pulverized  tartar  and  alum,  of 
each  3.5  ozs.,  fused  stannous  chloride  14  drachms,  rain-water 

10  quarts. 

VI.  According  to  Roseleur :  Potassium  pyrophosphate  7  ozs., 
crystallized  stannous  chloride  (tin-salt),  1 1  drachms,  fused  stan- 
nous chloride  2.8  ozs.,  rain-water  10  quarts. 

VII.  According  to  Roseleur,  for  tinning  by  immersion  :  Potas- 
sium pyrophosphate  5.6  ozs.,  fused  stannous  chloride  1. 23  ozs., 
rain-water  10  quarts. 

Formulae  V.  and  VI.  yield  good  results.    For  tinning  by  con- 


Digitized  by  Google 


DEPOSITION  OF  TIN,  ZINC,  LEAD,  AND  IRON. 


tact,  heat  the  bath  to  boiling  and  suspend  the  clean  and  pickled 
objects  in  contact  with  pieces  of  zinc,  or,  better,  wrapped  around 
with  zinc  wire  spirals,  care  being  had  from  time  to  time  to  shift 
them  about  to  j^rcvent  staining.  Large  baths  which  cannot  be 
readily  headed  are  worked  cold,  the  objects  being  covered  with 
a  large  zinc  plate;  in  the  cold  bath  the  formation  of  the  tin  de- 
posit requires,  of  course,  a  longer  time.  By  using  the  electric 
•current  the  deposit  can  be  made  as  heavy  as  desired.  By  im- 
inersion  in  the  bath  prepared  according  to  formula  VII.,  zinc 
-can  only  be  coated  with  a  very  thin  film  of  tin,  which,  however, 
•by  the  use  of  a  battery,  can  be  made  as  heavy  as  desired. 

For  tinning  by  contact  in  a  cold  bath,  Zilken  has  patented 
the  following  solution :  Dissolve  with  the  aid  of  heat  in  100 
quarts  of  water,  tin-salt  7  to  10.5  ozs.,  pulverized  alum  10.5 
ozs.,  common  salt  15^  ozs.,  and  pulverized  tartar  7  ozs.  The 
cold  solution  forms  the  tin  bath.  The  objects  to  be  tinned  are 
to  be  wrapped  round  with  strips  of  zinc.  Duration  of  the  pro- 
cess 8  to  10  hours. 

Tinning  soiution  for  iron  and  steel  articles, — VIII.  Crystal- 
lized ammonium-alum  7  ozs.,  crystallized  stannous  chloride  2.8 
drachms,  fused  stannous  chloride  2.8  drachms,  rain-water  10 
quarts  Dissolve  the  ammonium-alum  in  the  hot  water,  and 
when  dissolved  add  the  tin-salts.  The  bath  is  to  be  used  boil- 
ing hot  and  kept  at  its  original  strength  by  an  occasional  addi- 
tion of  tin-salt.  The  clean  and  pickled  iron  objects,  being 
immersed  in  the  bath,  become  in  a  few  second.^  coated  with  a 
firmly  adlicring  film  of  tin  of  a  dead,  white  color,  which  may 
be  polished  by  scratch-brushing  or  scouring  with  sawdust  in 
the  tumbling  drum.  Tinning  by  boiling  in  this  bath  is  the 
most  suitable  preparation  for  iron  and  steel  objects,  which  are 
to  be  provided  with  a  heavy  electro-deposit  of  tin.  To  be  en- 
tirely sure  of  success  it  is  recommended  thoroughly  to  scratch- 
brush  the  objects,  then  to  return  them  once  more  to  the  bath, 
and  finally  to  suspend  them  in  a  bath  composed  according  to 
formula  I.  or  II. 

A  tinning  solution  for  small  drass  and  copper  artielis  (pins. 
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eyes,  hooks,  etc.),  consists  of  a  boiling  solution  of:  Pulverized 
tartar  3.5  ozs.,  stannous  chloride  (tin-salt)  14.11  drachms, 
water  10  quarts.    After  heating  the  bath  to  the  botling-point, 

immerse  the  objects  to  be  tinned  in  a  tin  sieve  or  in  contact 
with  pieces  oi  zinc ;  frequent  stirring  with  a  tin  rod  shortens 
the  process. 

Another  solution^  given  by  B^ttger,  also  yields  good  results : 
Dissolve  oxide  of  tin  by  boiling  with  potash  lye,  and  place  the 
copper  or  brass  objects  to  be  tinned  in  the  boiling  solution  in: 
contact  with  tin  shavings. 

Elsnei^s  bath  yields  equally  good  results.  It  consists  of  a 
solution  of  equal  parts  of  tin-salt  and  common  salt  in  rain- 
water.  The  manipulation  is  the  same  as  given  above. 

A  durable  codting  of  tin  is  also  produced  with  the  use  of 
potassium  stannate,  which  is  prepared  as  follows:  Tin  is  melted 
and  then  granulated  by  pouring  it  into  water.  The  granulated 
tin  is  brought  into  a  vessel  of  glass  or  porcelain  and  crude  nitric 
acid  poured  over  it,  whcrcb)-,  with  strong  effervescence  of  the 
fluid  and  the  evolution  of  brown-red  vapors,  it  is  converted  into 
a  white  powder  consisting  of  stannic  oxide.  The  latter  is  sep- 
arated from  the  unchanged  tin  by  washing  with  water,  and 
dried.  The  dry  powder  is  mixed  with  pure  potash  in  the  pro- 
portion of  3  parts  stannic  oxide  and  4  parts  potash.  The 
mixture  is  melted  in  an  iron  crucible  and  the  fused  mass  poured 
upon  a  stone  slab.  It  consists  of  potassium  stannate  and  is 
dissolved  in  boiling  water.  Potassium  stannate  may  also  be 
prepared  by  adding  to  a  solution  of  tin-salt  in  water  aqua  am- 
monia as  long  as  a  precipitate  is  formed.  The  mass  is  then 
allowed  to  drain  off  upon  a  linen  cloth  and  repeatedly  washed 
with  water.  The  residue,  consisting  of  stannous  hydrate,  is 
boiled  with  strong  potash  lye,  and  the  solution  of  potassium 
stannate  thus  obtained  diluted  with  water. 

The  tinning  of  needles  is  effected  by  spreading  them  out  upon 
a  sieve  and  immersing  the  latter  in  the  bath ;  larger  articles  are 
touched  with  a  tin-rod  while  in  the  bath.  The  temperature  of 
the  bath  should  be  between  122^  and  212^  F.    Larger  articles 
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of  brass  or  bronze  are  best  coppered  previous  to  tinning,  which 
is  effected  by  wrapping  theoi  with  iron  wire  and  immersing  them 
in  dilute  sulphuric  acid  for  a  short  time ;  hydrochloric  acid  may 
be  substituted  for  the  sulphuric  acid. 

Tinning  may  also  be  effected  by  dissolving  1  part  tin-salt  in 
10  parts  water,  adding  to  the  solution  one  of  2  parts  of  caustic 
potash  in  20  of  water  and  stirring  until  the  fluid  is  clear.  The 
articles  to  be  tlifned  are  placed  upon  a  tin  plate.  The  latter  is 
brought  into  the  hot  bath  and  touched  on  several  places  w  ith 
tin  rods. 

To  give  articles  of  brass,  copper,  or  iron  a  thin,  superficial 
coating  of  tin,  dip  them  in  a  solution  of  tin-salt  in  which  granu- 
lated tin  has  been  lying  for  some  time,  then  dust  them  with  tin- 
powder,  rub  them  with  a  woollen  rag,  and  repeat  the  operation 
until  the  article  appears  tinned. 

A  characteristic  method  of  tinning  by  Stolba  is  as  follows : 
Prepare  a  solution  of  1.75  ozs.  of  tin-salt  and  5.64  drachms  of 
pulverized  tartar  in  one  quart  of  water;  moisten  with  this  solu- 
tion a  small  sponge  and  dip  the  latter  into  pulverulent  zinc. 
By  then  rubbing  the  thoroughly-cleansed  and  pickled  articles 
with  the  sponge  they  imediately  become  coated  with  a  film  of 
tin.  To  obtain  uniform  tinning,  the  sponge  must  be  repeatedly 
dipped  now  into  the  solution  and  then  into  the  zinc-powder, 
.and  the  rubbing  continued  for  a  few  minutes. 

For  coloring  and  platinizing  tin^  see  special  chapter. 

2.  Deposition  of  Zinc. 

Properties  of  zinc. — Zinc  is  a  bluish-white  metal,  possessing 
high  metallic  lustre.  It  melts  at  776°  F.  At  the  ordinary 
temperature  zinc  is  brittle,  but  it  is  malleable  at  between  212° 
and  3CK)°  F.,  and  can  be  rolled  into  sheets;  at  392  I"",  it  again 
becomes  brittle  and  may  be  readily  reduced  to  powder.  The 
specific  gravity  of  zinc  varies  from  about  6.86  to  7.2.  When 
strongly  heated  in  the  air  or  in  oxygen  it  burns  with  a  greenish- 
white  flame,  producing  dense  white  fumes  of  the  oxide. 

In  moist  air  it  becomes  coated  with  a  thin  layer  of  basic  car- 
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bonate,  which  protects  the  metal  beneath  from  further  oxida- 
tion. Pure  zinc  dissolves  slowly  in  the  ordinary  mineral  acids, 
but  the  commercial  article  containing  foreign  metals  is  rapidly 
attacked,  with  evolution  of  hydrogen. 

Zinc  being  a  very  electro-positive  metal,  precipitates  most  of 
the  heavy  metals  from  their  solutions,  cspcciall)'  copper,  silvt  r, 
lead,  antimony,  arsenic,  tin,  cadmium,  etc.,  this  being  the  rca'-on 
why  in  dissolving  impure  zinc  the  admixed  metals  do  not  pass 
into  solution  so  long  as  zinc  in  excess  is  present.  Caustic 
alkalies  also  dissolve  zinc  with  formation  of  an  oxide  and  free 
hydrogen,  especially  when  it  is  in  contact  with  a  more  electro- 
negative metal. 

Zinc  in  contact  with  iron  protects  the  latter  from  rust,  and 
also  prevents  copper  from  dissolving  when  in  contact  with  it. 

Zinc  baths.  Although  most  metals  can  be  readily  plated 
with  a  thin,  firmly-adhering  layer  of  zinc,  experiments  to  pro- 
duce in  an  easy  and  convenient  manner,  upon  shaped  articles, 
really  uniform  thick  deposits  which  would  answer  all  require- 
ments, particularly  the  prevention  of  the  oxidation  of  iron, 
have  not  been  entirely  successful.  The  zinc  deposits  first  upon 
the  projecting  edges  and  portions  of  the  objects,  while  the  por- 
tions at  a  greater  distance  from  the  anodes  are  either  not  coated 
at  all  or  only  with  a  ver>'  thin  film,  no  matter  whether  the  zinc 
bath  is  prepared  so  as  to  conduct  readily  or  not  readily.  In 
electro-zincking  smooth  sheet  iron  this  drawback  does  not 
make  itself  felt,  but,  on  the  other  hand,  the  fact  that  with  the 
most  suitable  current-strength  for  a  normal  and  homogeneous 
deposit  the  latter  is  formed  too  slowly,  is  an  obstacle  to  the 
substitution  of  elcctro-zincking  for  the  ordinary  process  of  gal- 
vanizing. Numerous  exhaustive  experiments  have  been  made 
to  produce  in  a  practicable  manner  and  in  a  short  time  a  zinc- 
deposit  of  sufficient  thickness  upon  iron,  and  while  some  of 
these  experiments  were  successful  in  so  far  that  zinc  deposits 
were  produced  which,  as  regards  thickness  and  density,  were 
not  only  equal,  but  superior  to  those  by  the  ordinary  galvaniz- 
ing method,  the  cost  considerably  exceeded  that  of  the  latter 
process. 
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Better  results  are  obtained  in  zincking  articles  with  depres- 
sions by  depositing  not  pure  zinc  but  zinc  in  combination  with 
other  metals.  In  doing  this,  of  course,  zinc  must  be  present 
largely  in  excess  if  the  deposit  is  to  have  the  effect  of  pure 
zinc  in  protecting  the  plated  article  from  rust.  By  the  addi- 
tion of  salts  of  magnesium  and  aluminium  to  the  zinc  bath, 
Schaag  and  others  have  endeavored  to  deposit  zinc  with  a  con- 
tent of  these  metals.  While  the  possibility  of  depositing  alu- 
minium from  aqueous  solutions  is  doubtful,  it  is  very  likely 
that  in  Schnag's  patented  process  neither  the  magnesium  nor 
the  aluminium  is  the  effective  agent,  but  the  tin  or  mercury, 
salts  of  which,  Schaag  also  adds  to  the  zinc  bath.  Hut  such 
additions  are  nothing  new,  since  deposits  of  zinc-tin  alloys  with 
and  without  mercury  salts  have  for  many  years  been  produced. 
The  same  eflfect  is  produced  by  an  addition  of  tin  and  nickel 
to  the  zinc  bath,  and  experiments  have  conclusively  shown  that 
deposits  upon  iron  produced  in  such  a  bath  protect  the  iron 
from  rust  as  well  as  a  deposit  of  pure  zinc. 

Below  the  pure  zinc  baths  mostly  used  are  gfven : 

I.  Sulphate  of  zinc  (white  vitriol)  2.8  ozs.,  ammonium  sul- 
phate I  ^  ozs.,  sal  ammoniac  1 1  drachms,  water  i  quart.  Dis- 
solve the  salts  in  the  heated  water  and  use  the  bath  at  68^  F. 
The  current-strength  should  only  be  slightly  greater  than  nec- 
essary for  the  decomposition  of  the  bath ;  the  current  of  two 
Bunsen  elements  coupled  one  after  the  other  is  quite  too  strong, 
and  must,  therefore,  be  correspondingly  weakened  by  the 
resistance- board. 

As  anodes,  rolled  zinc  sheets  of  not  too  small  dimensions  are 
to  be  used.  This  bath  is  suitable  for  heavily  zincking  objects 
(sheets  and  plates)  of  wrotis^lit-  and  cast-iron ,  steel,  and  all 
other  metals,  but  not  for  zincking  hollow  articles  if  anodes  can- 
not at  equal  distances  be  placed  around  them.  The  most  suit- 
able tension  is  2.8  to  3  volts. 

II.  Caustic  potash  2  ozs.,  chloride  of  zinc  51^  drachms,  sal 
ammoniac  11  drachms,  water  i  quart.  Dissolve  the  caustic 
potash  in  one-half  of  the  water,  and  the  chloride  of  zinc  and 
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sal  ammoniac  in  the  other  half,  and  mix  the  solution  with 
stirring.  The  result  is  a  clear  fluid  which  requires  a  current  of 
2.5  to  3  volts  for  its  decomposition.  Zinc  sheets  are  also  used 
as  anodes.  In  this  bath  the  deposit  upon  hollow  objects  pro- 
ceeds better  than  in  the  preceding,  though  frequent  turning  of 
the  articles  is  necessary. 

III.  Alum  ozs.,  hydrated  oxide  of  zinc  5^  drachms, 
water  i  quart.  Dissolve  14  drachms  of  sulphate  of  zinc  in  i 
pint  of  water,  and  carefully  add  potash  lye  until  a  further  drop 
of  it  no  longer  produces  a  precipitate.  Since  potash  lye  dis- 
solves the  hydrated  oxide  of  zinc,  an  excess  has  to  be  avoided. 
The  precipitate  is  filtrred  off,  washed  with  water,  and  the  hy- 
drated oxide  of  zinc,  while  still  moist,  is  heated  together  with 
the  solution  of  3  ozs.  of  alum  in  i  quart  of  water,  whereby  it 
is  completely  dissolved.  This  bath  requires  a  current  of  3  to 
3.5  volts, 

IV.  Sulphate  of  zinc  (white  vitriol)  2.8  ozs.,  water  i  quart, 
and  potash  lye  sufficient  to  redissolve  the  precipitated  hydrated 
oxide  of  tin.  This  bath  also  works  quite  well,  and  requires 
from  2.75  to  3  volts  and  1.5  amperes  per        square  inches. 

Solution  of  cyanide  of  zinc  in  potassium  cyanide  may  also 
be  used  for  zincking,  such  a  bath  having  been  warmly  recom- 
mended by  some  authors.  However,  the  production  of  deposits 
of  some  thickness  requires  a  long  time,  and  the  deposit  itself 
shows  a  tendency  to  peel  off. 

ExecuHoK  of  zinckittg.  Next  to  thorough  cleansing  and 
pickling  the  objects,  especially  iron  castings,  and  regulatings 
the  current,  electro-zincking  depends  on  the  frequent  turning 
and  changing  of  the  objects  in  the  bath,  since  the  deposit  is 
chiefly  fi>rnied  upon  the  portions  nearest  to  the  anodes,  and 
not  at  all,  or  with  difficulty,  upon  the  portions  away  from  the 
anotles.  If.  notwitlistanding  frequent  changing,  some  portions 
do  not  ac(juire  a  deposit,  recourse  must  be  had,  as  in  nickeling, 
to  the  hand  anode.  Next  to  frequently  changing  the  articles 
in  the  bath,  it  is  recommended  to  scratch-brush  them  several 
times,  especially  if  heavy  deposits  are  to  be  produced.  It  is 
also  advisable  to  somewhat  heat  the  baths,  if  possible. 
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It  is  of  advantage  to  superficially  zinc  iron  objects  by  a  com- 
bined process  o{  contact  and  boiling,  and  then  to  augment  the 
layer  of  zinc  in  the  bath. 

After  thorough  scratch-brushing  with  a  steel  brush,  not  too 
hard,  and  a  decoction  of  soap-root,  the  zincked  objects  are 
rinsed  in  lime-water,  then  plunged  Into  hot  water,  and  dried 
in  saw-dust;  polishing  is  effected  upon  soft  cloth  bobs  with 
Vienna  lime  and  oil. 

For  zincking  iron  by  contact  quite  a  concentrated  solution  of 
chloride  of  zinc  and  sal  ammoniac  in  water,  only,  is  suitable,  in 
which  the  objects  are  placed  in  contact  with  large  surfaces  of  zinc. 

To  coat  brass  and  copper  with  a  bright  layer  of  zinc  proceed 
as  follows :  Boil  commercial  zinc-gray,  /.  e.,  very  finely-divided 
metallic  zinc,  several  hours  with  concentrated  solution  of  caus- 
tic soda.  Then  immerse  the  articles  to  be  zincked  in  the  boil- 
ing fluid,  when,  by  continued  boiling,  the  articles  will  in  a  short 
time  become  coated  with  a  very  bright  layer  of  zinc.  When  a 
copper  article  thus  coated  with  zinc  is  carefully  heated  in  an 
oil  bath  to  between  248^  and  284**  F.,  the  zinc  alloys  with  the 
copper,  forming  a  sort  of  bronze  similar  to  tombac. 

Weil  zincks  copper  and  coppered  objects  by  immersing  them 
in  a  boiling  concentrated  solution  of  caustic  potash  in  contact 
with  zinc.  The  coating  thus  obtained  is  said  to  be  adherent 
and  brilliant. 

For  coloring  and  platinising  zinc,  see  special  chapter. 

Zinc  alloys. — The  production  of  tlie  principal  zinc  alloy, 
brass,  by  the  galvanic  method,  having  already  been  mentioned, 
and  also  that  of  a  zinc-nickel-copper  alloy  (German  silver),  it 
remains  to  give  an  alloy  of  zinc  with  tin,  or  of  zinc,  tin  and 
nickel,  which  can  be  produced  by  the  use  of  the  battery. 

A  suitable  bath  for  depositing  this  alloy  consists  of :  Chloride 
of  zinc  6^  drachms,  crystallized  stannous  chloride  9  drachms, 
pulverized  tartar  9drachms,  pyrophosphate  of  soda  2^  drachms, 
water  1  quart  Dissolve  the  salt  at  a  boiling  heat,  and  filter 
the  cold  solution,  when  it  is  ready  for  use.  For  anodes,  cast 
plates  of  equal  parts  of  tin  and  zinc  are  used. 
22 
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These  deposits  have  no  special  advantages,  but,  on  the  other 
hand,  a  deposit  containing  zinc  in  large  excess  has  the  same  ef- 
fect of  protecting  iron  from  rust  as  a  deposit  of  pure  zinc. 

By  preparing  a  bath  which  contains  as  conducting  salt  sodium 
citrate,  and  ammonium  chloride,  and  the  chlorides  of  the  metals 
in  the  proportion  of  4  zinc  chloride  to  i  tin  chloride,  a  deposit 
is  obtained  which  not  only  is  a  perfect  protection  against  rust, 
but  also  enters  far  better  into  depressions  than  pure  zinc.  By 
adding  to  the  bath  a  small  quantity  of  chloride  of  mercuiy  or  of 
nickel,  alloys  of  zinc,  tin  and  mercury  or  of  zinc,  tin  and  nickel 
are  formed  which  are  distinguished  from  pure  zinc  deposits  by 
a  finer  structure. 

3.  Deposition  of  Lead. 

The  properties  of  lead  only  interest  us  in  so  far  as  it  being 
less  attacked  by  most  mineral  acids  than  other  metals,  objects 
have  been  coated  with  it  in  order  to  protect  them  against  the 
action  of  such  agents.  For  decorative  purposes  electro- 
deposits  of  lead  are  not  used,  and  those  as  a  protection  against 
chemical  influences  cannot  be  produced  of  sufficient  thickness 
for  that  purpose. 

Lead  baths. — I.  Dissolve,  by  continued  boiling,  caustic  potash 
1.75  ozs.  and  finely  pulverized  litharge  O.17  oz.  in  I  quart  of 
water. 

II.  According  to  Watt,  tlic  following  solution  is  used : 
Acetate  of  lead  0. 17  oz.,  acetic  acid  0.17  oz.,  water  i  quart. 

The  bath  prepared  according  to  formula  I.  deserves  the 
preference. 

Lead  baths  require  anodes  of  sheet- lead  or  cast-lead  plates, 
a  very  weak  current,  and  in  order  to  produce  a  dense  deposit 
of  sonle  thickness,  the  objects  have  to  be  frequently  scratch- 
brushed.  Iron  is  best  previously  coppered.  Superoxide  of 
lead  being  separated  upon  the  anodes,  they  have  to  be  fre- 
quently cleansed  with  a  scratch-brush.  The  formation  of 
superoxide  of  lead  is  utilized  for  the  production  of  the  so- 
called  Nobili's  rings  (electrochromy),  which  will  be  mentioned 
below. 


Digitized  by  Google 


DEI'OSITIOX  OF  TIN,  ZINC,  LEAD,  AND  IRON.  339 


To  coat  gun  barrels  and  other  articles  of  steel  or  iron  with 
superoxide  of  lead  as  a  protection  against  rust,  suspend  the 
bri^t  articles  as  anodes  in  a  solution  of  nitrate  of  lead  mixed 

with  ammonium  nitrate. 

Lcadiui^  by  contact  is  effected  by  suspendinpj  the  objects, 
previously  thoroughly  freed  from  grease,  in  the  boilinj^  solution 
prepared  according  to  formula  I.,  in  contact  with  a  piece  of 
tin. 

Metallic  chromes  (Nobili's  riui^s,  iridescent  colors,  electro- 
chromy,)  The  separation  of  superoxide  of  lead  upon  the 
anodes  or  upon  objects  suspended  as  anodes,  produces  superb 
effects  of  colors.  For  the  production  of  such  colors,  a  bath  is 
prepared  by  boiling  for  half  an  hour  3^  ozs.  of  caustic  potash, 
14  drachms  of  litharge,  and  i  quart  of  water.  The  operation 
is  as  follows :  Suspend  the  articles,  carefully  freed  from  grease 
and  pickled,  to  the  anode-rods,  and  with  a  weak  current  intro- 
duce in  the  lead  solution  a  thin  platinum  wire  connected  with 
the  object-rod  by  flexible  copper  wire,  without,  however,  touch- 
ing the  article.  The  latter  will  successively  become  colored 
with  various  shades — ^yellow,  green,  red,  violet,  and  blue.  By 
the  continued  action  of  the  current,  these  colors  pass  into  a 
discolored  brown,  which  also  appears  in  the  bc^inniui^  if  the 
current  is  too  strong,  or  the  platinum  wire  be  immersed  too 
deep.  Such  unsuccessful  coloration  has  to  be  removed  by 
rapidly  dipping  in  atjua  fortis,  and,  after  rinsing  in  water,  sus- 
pending the  article  in  the  bath.  For  coloring  not  too  large 
surfaces,  a  medium-sized  Bunsen  element  is,  as  a  rule,  sufhcient, 
if  the  platinum  wire  be  immersed  about  ^  inch. 

Colors  of  all  possible  beautiful  contrasts  may  be  obtained  by 
perpendicularly  placing  between  the  objects  to  be  colored  and 
the  platinum  wire  a  piece  of  stout  parchment  paper,  or  pro- 
viding the  latter  with  many  holes  or  radial  segments. 

Another  process  of  producing  these  effects  of  colors  is  as 
follows:  Prepare  a  concentrated  solution  of '  acetate  of  lead 
(sugar  of  lead),  and  after  being  filtered,  pour  it  into  a  shallow 
porcelain  dish.   Then  immerse  a  plate  of  polished  steel  in  the 
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solution,  and  allow  it  to  rest  upon  the  bottom  of  the  dish. 
Now  connect  a  small  disc  of  sheet  copper  with  the  wire  proceed- 
ing from  the  zinc  element  of  a  constant  battery  of  two  or  three 

cells,  the  wire  connected  with  the  copper  clement  being  placed 
in  contact  with  the  steel  plate.  If  now  the  copper  disc  be 
brought  as  close  to  the  steel  plate  as  possible  without  touching 
it,  in  a  few  moments  a  series  of  beautiful  prismatic  colorations 
will  appear  upon  the  steel  surface,  when  the  plate  should  be 
removed  and  rinsed  in  clean  water.  These  colorations  are 
films  of  lead  in  the  state  of  peroxide,  and  the  varied  hues  are 
due  to  the  difference  in  thickness  of  the  precipitated  peroxide 
of  lead,  the  light  being  reflected  through  them  from  the  pol- 
ished metallic  surface  beneath.  By  reflected  light  every  pris- 
matic color  is  visible,  and  by  transmitted  light  a  series  of  pris- 
matic colors  complementary  to  the  first  colors  will  appear 
occupying  the  place  of  the  former  series.  The  colors  are  seen 
to  the  greatest  perfection  by  placing  the  plate  before  a  window 
with  the  back  to  the  light,  and  holding  a  piece  of  white  paper 
at  such  an  angle  as  to  be  reflected  upon  its  surface.  The 
colorations  are  not  of  a  fugitive  character,  but  will  bear  a  con- 
siderable amount  of  friction  without  being  removed.  In  proof 
of  the  lead  oxide  being  deposited  in  films  or  layers,  it  may  be 
stated  that  if  the  deposit  be  allowed  to  proceed  a  few  seconds 
beyond  the  time  when  its  greatest  beauties  are  exhibited,  the 
coloration  will  be  less  marked,  and  become  more  or  less  red, 
green  or  brown.  If  well  rubbed,  when  dry,  with  the  finger  or 
fleshy  part  of  the  hand,  a  rich  blue  colored  film  will  be  laid 
bare  by  the  removal  of  the  delicate  film  above  it. 

The  plan  recommended  by  Mr.  Gassiot  to  obtain  the  metallo- 
chrdmes  is  to  place  over  the  steel  plate  a  piece  of  card  cut 
into  some  regular  device,  and  over  this  a  rim  of  wood,  the 
copper  disc  being  placed  above  this.  Very  beautiful  effects 
are  obtained  when  a  piece  of  fine  copper  wire  is  turned  up  in 
the  form  of  a  ring,  star,  cross  or  other  pattern,  and  connected 
with  the  positive  electrode,  this  being  in  fact  one  of  the  simplest 
and  readiest  methods  of  obtaining  the  colorations  upon  the 


Digitized  by  Googlc 


DEPOSITION  OF  TIN,  ZINC,  LEAD,  AND  IRON.  341 

polished  metal.  Metallo-chromy  is  extensively  employed  in 
Nuremberg  to  ornament  metallic  toys*  It  has  been  adopted 
in  France  for  coloring  bells,  and  in  Switzerland  for  coloring 
the  hands  and  dials  of  watches.  In  using  the  lead  solutions  to 
produce  metallic  chromes,  it  must  be  remembered  that  me- 
tallic lead  becomes  deposited  upon  the  cathode,  consequently 
the  solutions  in  time  become  exhausted,  and  must  therefore  be 
renewed  by  the  addition  of  the  lead  salt. 

4.  Deposition  of  Iron  ( Steeling), 

The  principal  practical  use  of  the  electro-deposition  of  iron 
is  to  cover  printing  plates  of  softer  metals  with  a  coating  of 
"steel,"  to  increase  their  wearing  qualities.  The  steeling  of 
printing  plates,  however,  has  no  advantage  over  nickeling  or 
cobalting,  which  has  been  introduced  with  the  best  success. 

Steel  baths. — I.  According  to  Varrentrapp:  Pure  green 
vitriol  43^  ozs.,  sal  ammoniac  3^  ozs.,  water  l  quart.  Boil 
the  water  for  hour  to  remove  all  air,  and,  after  cooling,  add 
the  green  vitriol  and  sal  ammoniac.  By  the  action  of  the  air, 
and  the  oxygen  appearing  on  the  anodes,  this  bath  is  readily 
decomposed,  insoluble  basic  sulphate  of  iron  being  separated 
as  a  delicate  powder,  which  has  to  be  frequently  removed 
from  the  fluid  by  filtering.  To  decrease  decomposition,  the 
double  sulphate  of  iron  and  ammonium,  which  can  be  more 
readily  obtained  pure  and  free  from  oxide,  may  be  used. 

II.  Sal  ammoniac  3^  ozs.,  water  i  quart.  This  neutral 
solution  of  sal  ammoniac  may  be  made  into  an  iron  bath  by 
hanging  in  it  iron  sheets  as  anodes,  suspending  an  iron  or 
copper  plate  as  cathode,  and  allowing  the  current  to  circulate 
until  a  regular  separation  of  iron  is  attained,  which  is  generally 
the  case  in  5  to  6  hours.  Although  a  separation  of  hydrated 
oxide  of  iron  also  takes  place  in  this  bath,  it  is  in  a  less  degree 
than  in  that  prepared  according  to  formula  I.  For  the  pro- 
duction of  not  too  heavy  a  deposit  of  iron,  some  operators  claim 
to  have  obtained  the  best  results  with  this  bath. 

According  to  Boettger  the  following  bath  serves  for  steeling : 
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III.  Potassium  ferrocyanidc  (yellow  prussiate  of  potash) 
0.35  oz.,  Rochelle  salt  0.7  oz.,  distilled  water  200  cubic  centi- 
meters. To  this  solution  is  added  a  solution  of  1.60  drachms 
of  persulphate  of  iron  in  50  cubic  centimeters  of  water,  whereby  a 
moderate  separation  of  Berlin  blue  takes  place.  Then  add,  drop 
by  drop,  with  cbnstant  stirring,  solution  of  caustic  soda  until 
the  blue  precipitate  has  disappeared.  The  clear  slightly  yellow- 
ish solution  thus  obtained  can  be  directly  used  for  steeling. 
This  bath  is  considered  excellent  for  coating  engraved  copper- 
plates with  iron. 

For  the  production  of  eUctrotypes  in  iron  the  following  baths 
(IV.  and  V.)  are  most  suitable: — 

IV.  Ammonio-ferrous  sulphate  i  y{  ozs..  water  i  quart.  The 
solution  must  be  kept  absolutely  neutral,  which  according  to 
Klein's  suj^gestion  is,  on  the  one  hand,  to  be  attained  by  the  use 
of  large  anode-surfaces,  and,  on  the  other,  by  suspending  in  the 
bath  a  copper  plate  and  connecting  it  with  the  anodes.  It 
would  seem  more  advantageous  to  maintain  the  neutrality  of 
the  bath  by  suspending  in  it  small  bags  filled  with  carbonate  of 
magnesia. 

V.  This  steel  bath  highly  recommended  by  Klein  consists  of 
a  solution  of  equal  parts  of  green  vitriol  and  sulphate  of  mag- 
nesia, which  is  kept  neutral  by  bags  filled  with  carbonate  of 
magnesia  suspended  in  the  fluid.  The  most  suitable  concentra- 
tion of  the  solution  corresponds  to  a  specific  gravity  of  1.55 ; 
and  according  to  the  most  recent  experiments,  the  current- 
density  should  at  the  utmost  amount  to  0.02  ampere  per  151^ 
square  inches,  with  a  distance  of  i  >^  inches  of  the  anodes  from 
the  plate,  this  distance  to  be  gradually  increased. 

For  steeling  his  copper  printing  plates,  which  are  frequently 
of  quite  large  dimensions,  C.  Obernetter,  of  Munich,  employs 
the  following  method  :  The  plate  to  be  steeled  is  first  freed 
from  all  color,  which  is  best  effected  by  means  of  chloroform  or 
oil  of  turpentine.  It  is  then  thoroughly  washed  and  brushed 
by  means  of  a  bristle-brush  with  potash  lye  or  a  solution  of  i 
part  potassium  cyanide  in  20  parts  water,  and  again  washed.  * 
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In  this  state  the  plate  is  suspended  to  the  cathode  of  the  steel- 
ing bath.  A  clean  steel  plate  serves  as  anode.  Both  the 
anode  and  cathode  are  in  a  horizontal  position.  Bubbles  form- 
ing on  the  cathode  are  readily,  removed  by  means  of  a  feather. 
In  about  five  minutes  the  plate  is  thoroughly  steeled. 

The  iron  bath  consists,  according  to  Obemetter,  of  ferrous 
sulphate  30  parts  by  weight,  iron-alum  30,  sal  ammoniac  60, 
dissolved  in  warm  distilled  water  1000. 

The  solution  is  allowed  to  stand  for  two  days,  and  is  then 
filtered  twice.    It  should  also  be  filtered  every  time  before  use. 

After  steeling,  the  plate  is  cleansed  in  the  above  described 
manner,  and  oiled  to  prevent  rusting. 

When  during  the  operation  of  printing  the  deep  places  of  the 
plate  commence  to  become  red,  /.  c,  when  the  copper  shines 
through,  the  steeled  plate  may  be  re-steeled,  but,  according  to 
Obernetter,  this  should  not  be  done  more  than  jnce.  It  is  best 
in  every  case  to  first  remove  the  old  steeling  with  dilute  sul- 
phuric or  nitric  acid,  and  then  to  re-steel  the  plate. 

According  to  Obernetter's  statements,  21,000  copies  were 
printed  from  a  plate  thus  steeled  without  the  plate  suffering 
any  injury,  the  last  impression  being  in  every  respect  equal  to 
the  first. 

For  decorative  purposes,  a  deep  black  deposit  of  iron  may, 
according  to  *'  La  Metallurgie,"  be  produced  as  follows :  Dis- 
solve as  large  a  quantity  of  steel  filings  as  possible  in  50  quarts 
of  commercial  hydrochloric  acid.  The  saturation  of  the  solu- 
tion is  recognized  by  a  sediment,  which  no  longer  dissolves, 
being  formed  on  the  bottom  of  the  vessel.  Then  add  2  lbs.  of 
white  arsenic,  and  vigorously  stir  the  mixture.  The  arsenic 
dissolves  very  slowly,  but  the  bath  cannot  be  considered  fin- 
ished until  all  of  it  is  dissolved,  and  the  color  obtained  by  means 
of  the  bath  is  the  deeper  the  more  complete  the  solution  of  the 
arsenic.  The  articles  to  be  treated  are  connected  to  the  nega- 
tive pole  of  the  battery,  iron  and  carbon  plates  serving  as 
anodes.  For  a  bath  of  50  quarts,  two  Bunsen  elements  about 
7^'  inches  high  are  required,  and  the  bath  being  very  acid,  the 
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articles  must  be  connected  with  the  battery  prior  to  immersion. 
Upon  copper  and  brass  the  deposit  is  directly  produced,  but 
iron  articles  being  attacked  by  the  bath,  are  first  provided  with 
a  coat  of  nickel.  The  deposit  of  iron  upon  this  nickel  coating 
is  very  beautiful,  and  has  been  designated  as  "  black  nickel* 
ling."  The  coating  must,  of  course,  be  protected  from  oxida- 
tion by  a  colorless  lacquer. 

Managiment  of  iron  ^iks.^As  previously  mentioned,  the 
insoluble  precipitate  from  time  to  time  formed  in  the  bath  has 
to  be  removed  by  filtration.  This  precipitate  is,  however, 
very  delicate,  *and  when  stirred  up  might  settle  upon  the  ob- 
jects and  prevent  the  adherence  of  the  deposit.  It  is,  therefore, 
advisable  to  use  for  steel  baths,  vats  of  much  greater  depth 
than  correspond  to  the  height  of  the  objects,  whereby  the 
stirring  up  of  the  sediment  in  suspending  the  objects  in  the 
bath  is  best  avoided.  The  baths  must  be  kept  thoroughly 
neutral,  which  may  be  effected  in  various  ways.  One  method 
has  already  been  mentioned  in  connection  with  formula  IV. ; 
another  method,  which  has  been  used  with  decided  success, 
consists  in  precipitating,  excluding  the  air  as  much  as  possible, 
a  solution  of  pure  green  vitriol  with  ammonium  carbonate, 
quickly  filtering  off  the  ferrous  carbonate,  washing  the  latter 
once  or  twice  in  cold  water  previously  boiled,  stirring  it  while 
moist  into  the  bath,  and  allowing  it  to  settle  for  one  hour. 

Execution  of  steeling, — Only  the  manipulations  for  the  pro- 
duction of  thin  deposits  will  here  be  discussed.  The  production 
of  heavy  galvanoplastic  deposits  of  iron  will  be  explained  later 
on  under  *'  Galvanoplasty." 

The  clean  and  pickled  objects  are  coated  in  the  baths  ac- 
cording to  formulae  T.  and  II.  with  a  current  of  i  to  1.25  volts, 
and  the  anodes  at  a  distance  of  3  3i^  to  4^  inches,  after  which 
the  current  is  reduced  to  0.75  or  i  volt.  To  produce  iron  de- 
posits of  any  kind  o{  thickness,  the  escape  of  the  hydrogen 
bubbles  which  settle  on  the  objects  must  b«  promoted  by 
frequent  blows  with  the  finger  upon  the  object-rod.  As  anodes, 
iron  sheets  of  a  large  surface  freed  from  scale  by  pickling  are 
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to  be  used.  When  steeling  is  finished,  the  articles  are  thor- 
oughly rinsed,  then  plunged  into  very  hot  water,  and,  after 
drying  in  sawdust,  placed  for  several  hours  in  a  drying  cham- 
ber heated  to  about  212°  F.,  to  expel  all  moisture  from  the 
pores. 

Steeling  by  contact  is  readily  effected  by  touching  the  objects 
with  zinc,  best  in  a  bath  prepared  according  to  formula  I. 


CHAPTER  XIII. 
DEPOSITION  OF  ANTIMONY,  ARSENIC,  ALUMINIUM. 

I.  DeposiHon  of  AnHmony, 

Properties  of  Antimony. — Electro- deposited  antimony  pos- 
sesses a  gray  lustre,  while  native,  fused  antimony  shows  a 
silver-white  color.  Antimony  is  hard,  ver>''  brittle,  and  may 
easily  be  reduced  to  powder  in  a  mortar.  It  melts  at  842^  F., 
and  at  a  strong  red  heat  takes  fire  and  burns  with  a  white  flame, 
forming  the  trioxide.  Its  density  is  6.8.  It  is  permanent  in  the 
air  at  ordinary  temperatures.  Cold,  dilute,  and  concentrated 
sulphuric  acid  have  no  effect  upon  antimony,  but  the  hot  con- 
centrated acid  forms  sulphide  of  antimony.  By  nitric  acid  the 
metal  is  more  or  less  energetically  oxidized,  according  to  the 
strength  and  temperature  of  the  acid. 

Antimony  baths. — Electro-depositions  of  antimony  arc  but  sel- 
dom made  use  of  in  the  industries,  though  they  are  very  suit- 
able for  the  production  of  contrasts  in  decorating.  Gore  dis- 
covered the  explosive  power  of  depositions  of  antimony  chloride, 
or  of  antimony  containing  hydrochloric  acid.  According  to 
Gore,  a  bath  consisting  of  tartar  emetic  3  ozs.,  hydrochloric 
acid  4^  ozs.,  tartaric  acid  3  ozs.,  and  water  i  quart,  yields  a 
gray  crystalline  deposit  of  antimony.  This  bath  requires  a 
current  of  about  3  volts.  The  deposit  possesses  the  property* 
of  exploding  when  scratched  with  a  hard  object.   The  explo- 
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sion  of  the  deposit  is  caused  by  a  content  of  chloride  of  anti- 
mony. Bottger  found  3  to  5  per  cent,  of  chloride  of  antimony 
in  the  deposit,  and  Gore  6  per  cent.  A  similar  explosive  de- 
posit is  obtained  by  clectrolyzing  a  simple  solution  of  chloride 
of  antimony  in  hydrochloric  acid  (liquid  butter  of  antimony, 
liquor  stitii  cklorati)  with  the  current. 

A  lustrous  non-explosive  deposit  of  antimony  is  obtained  by 
boiling  4.4  ozs.,  of  carbonate  of  potash,  2.1 1  ozs.,  of  pulverized 
antimony  sulphide,  and  i  quart  of  water,  for  i  hour,  replacing 
the  water  lost  by  evaporation,  and  filtering.  Use  the  bath 
boiling  hot,  employing  cast  antimony  plates  or  platinum  sheets 
as  anodes. 

Another  antimony  bath  may  be  prepared  by  dissolving  freshly 

precipitated  sulphide  of  antimony  with  an  excess  of  sulphide  of 
ammonia.  It  yields  a  very  lustrous  and  adherent  deposit  of 
antimony,  which,  in  6  to  8  minutes,  is  of  sufficient  thickness  to 
bear  polishing  with  Vienna  lime  upon  rapidly  revolving  cloth 
wheels.  An  unpleasant  feature  of  this  bath  is  that  during  the 
plating  process  much  sulphur  is  separated,  which  renders  the 
bath  turbid,  so  that  it  has  to  be  frequently  filtered.  With  the 
use  of  platinum  anodes,  this  separation  of  sulphur  is,  of  course, 
still  greater  than  with  antimony  anodes. 

2.  Deposition  of  Arsenic, 

Properties  of  arj^iV.— Arsenic  has  a  gray-white  color,  a 
strong  metallic  lustre,  is  very  brittle,  and  evaporates  at  a  red 
heat.  In  dry  air  arsenic  retains  its  lustre,  but  soon  turns  dark 
in  moist  air.  It  is  scarcely  attacked  by  dilute  hydrochloric 
and  sulphuric  acids,  while  concentrated  sulphuric  acid  as  well 
as  nitric  acid  oxidizes  it  to  arsenious  acid.  If  caustic  alkalies 
arc  fused  together  with  arsenic,  a  portion  of  the  latter  is  con- 
verted into  alkaline  arsenate. 

Arsenic  batJis. — Deposits  of  arsenic  arc  more  frequently 
used  than  antimony  deposits  for  decorative  purposes:  for  in- 
stance, to  color  gray  the  dead  background  of  brassed  lamp- 
legs,  vases,  etc.,  while  the  prominent  portions  are  bright  brass. 
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A  solution  suitable  for  depositing  arsenic  upon  all  kinds  of 
metals  is  as  follows : 

I.  Pulverized  arsenious  acid  i  ^  ozs.,  crystallized  pyrophos- 
phate of  soda  0.7  oz.,  98  per  cent,  potassium  cyanide  1 1^  ozs., 
water  i  quart. 

Dissolve  the  pyrophosphate  of  soda  and  the  potassium  cyanide 
in  the  cold  water,  and  after  adding,  with  stirring,  thie  arsenious 
acid,  heat  until  the  latter  is  dissolved.    In  heating,  fumes  con- 

tainiiifj  prussic  acid  escape,  the  inhalation  of  which  must  be 
carefully  avoided.  The  bath  is  used  warm,  and  requires  a 
vigorous  current  of  at  least  4  volts,  so  that,  at  the  least.  3 
Bunsen  elements  have  to  be  coupled  for  tension.  After  sus- 
pending the  objects  they  are  first  colored  black-blue,  the 
color  passing  with  an  increased  thickness  of  the  deposit  into 
pale  blue,  and  finally  into  the  true  arsenic  gray.  Platinum 
sheets  or  carbon  plates  are  to  be  used  as  anodes. 

Instead  of  a  bath  prepared  according  to  formula  I.,  a  solu- 
tion of  the  following  composition  may  be  used : — 

II.  Sodium  arsenate  i  ^  ozs.,  98  per  cent,  potassium  cyanide 
0.8  oz.,  water  1  quart.  Boil  the  solution  for  half  an  hour,  then 
filter  and  use  it  at  a  temperature  of  at  least  167^  to  176^  F., 
with  a  strong  current ;  it  yields  a  good  deposit. 

Large  baths,  to  be  used  cold,  must  be  more  concentrated, 
and  require  a  stronger  current  than  hot  baths. 

W  hen  the  baths  begin  to  work  irregularly  and  sluggishly, 
they  have  to  be  replaced  by  fresh  solutions. 

In  the  execution  of  deposits  of  arsenic  and  antimony  the 
same  rules  are  to  be  observed  as  for  the  other  electro-plating 
processes. 

Deposits  of  antimony  and  arsenic  by  contact  and  immersion 
are  much  used  for  coloring  brass  and  copper,  as  well  as  iron 
(browning  of  gun-barrels)  and  silver.  Most  frequently  a  warm 
solution  of  antimony  trichloride  (the  butter  of  antimony  of 
commerce)  in  hydrochloric  acid  is  used  for  this  purpose,  in 
which  the  clean  and  pickled  brass  articles  acquire  a  coating  of 
a  steel  gray  color  with  a  bluish  tinge.   By  using  instead  a  hot 
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mixture  of  chloride  of  arsenic  with  a  small  quantity  of  water,  a 
steel'gray  color  without  a  bluish  tinge  is  obtained. 

By  immersing  brass  in  a  solution  of  20  parts  by  weight  of 
arsenious  acid,  40  of  hydrochloric  acid,  800  of  water,  and  10  of 
sulphuric  acid  heated  to  between  122^  and  140®  F.,  it  becomes 
black  by  the  separation  of  pulverulent  arsenic ;  after  rinsing  in 
water  and  drying  the  coat  adheres  quite  well.  By  contact  with 
zinc  the  deposit  is  obtained  in  a  shorter  time  and  adheres 
better. 

3.  De^sitiom  of  Aluminium, 

Properties  of  aluminium. — Aluminium  is  a  white  silvery  metal 
with  an  almost  imperceptible  bluish  tinge.  It  is  extremely 
light,  the  specific  gravity  being  only  2.58,  is  very  malleable  and 
ductile,  takes  a  high  polish,  and  is  not  liable  to  tarnish  in  the 
air.  It  melts  at  about  ijoo^F.  Its  principal  common  impur- 
ities are  iron  and  silicon. 

Aluminium  does  not  seem  to  possess  any  qualities  which 
would  make  it  advantageous  as  an  electro-deposit  upon  other 
metals.  Many  solutions  have  been  proposed  which  it  was 
claimed  should  give  good  deposits  of  the  metal,  but,  on  trial, 
have  been  found  to  be  worthless.  The  solutions  given  below 
are  claimed  to  give  good  results,  but  are  here  mentioned  with 
due  reserve. 

Aluminium  baths. — ^I.  Bertrand  states  that  he  has  deposited 
aluminium  upon  a  plate  of  copper  in  a  solution  of  the  double 
chloride  of  aluminium  and  ammonium  by  using  a  strong  current 
from  three  Bun  sen  elements,  the  bath  being  worked  at  140°  F. 

II.  Gozc  s  process. — Mr.  Goze  obtained  a  deposit  of  alumin- 
ium by  the  single-cell  method  from  a  dilute  solution  of  the 
chloride.  The  liquid  was  placed  in  a  jar  in  which  was  im- 
mersed a  porous  cell  containing  dilute  sulphuric  acid ;  an 
amalgamated  zinc  plate  was  immersed  in  the  acid  solution  and 
a  plate  of  copper  in  the  chloride  solution,  the  two  metals  being 
connected  by  a  copper  conducting  wire.  At  the  end  of  some 
hours  the  copper  plate  became  coated  with  a  lead-colored  de- 
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posit  of  aluminium,  which,  when  burnished,  presented  the  same 
degree  of  whiteness  as  platinum  and  did  not  appear  to  tarnish 
readily  when  immersed  in  cold  water  or  exposed  to  the  atmos- 
phere, but  was  acted  upon  by  dilute  sulphuric  and  nitric  acids. 

III.  The  following  formula  is  given  by  Mr.  Herman  Reinbold, 
who  states  that  it  jdelds excellent  results:  Dissolve  50  parts  by 
weight  of  alum  in  300  of  water,  and  to  this  add  10  parts  of 
aluminium  chloride.  The  solution  is  to  be  heated  to  200®  F., 
and,  when  cold,  39  parts  of  potassium  cyanide  are  to  be  added. 
A  feeble  current  should  be  used. 

IV.  A  new  method  for  the  electro-deposition  of  aluminium  is 
as  follows:*  To  a  20  per  cent,  solution  of  ammonium-alum  in 
warm  water  add  a  solution  of  about  the  same  quantity  of  pearl- 
ash  and  of  a  small  quantity  of  ammonium  carbonate.  The  mix- 
ture effervesces  and  yields  a  precipitate,  which  is  filtered  off 
and  thoroughly  washed  with  water.  Over  the  precipitate  thus 
obtained  pour  a  warm  solution  of  16  per  cent,  ammonium  alum 
and  8  per  cent,  pure  potassium  cyanide,  and  boil  the  whole  in 
a  closed  iron  vessel  for  30  minutes.  The  proper  proportions 
for  the  solutions  are  as  follows :  First  alum  soiuHon  :  Ammon- 
ium-alum 4  lbs.,  warm  water  10  quarts.  Pearl-ash  soluHon  : 
Pearl-ash  4  lbs.,  warm  water  10  quarts,  ammonium  carbonate 
A%  to  5^  drachms.  Second  alum  solution  :  Ammonium-alum 
8  lbs.,  warm  water  25  quarts,  potassium  cyanide  4  lbs.,  then 
add  20  quarts  of  water  and  about  4  lbs.,  more  of  potassium 
cyanide,  and  let  the  whole  boil  for  about  hour.  The 
filtered  solution  is  then  ready  for  use  as  the  electrolytic 
bath.  As  anodes  perforated  aluminium  plates  arc  used,  which 
can  be  raised  antl  lowered.  The  cathodes  receive  tlie  deposit. 
The  bath  is  maintained  at  a  temperature  of  between  80*^  and 
149°  F.  By  adding  pieces  of  other  metaU,  such  as  gold,  silver, 
nickel,  copper,  etc.,  to  the  aluminium  anodes,  the  color  of  the 
deposit  may  be  somewhat  changed.  If  the  deposit  shows  a 
gray  coloration  it  is  made  lustrous  by  dipping  in  a  solution  of 
caustic  soda,  which  also  prevents  oxidation. 

*  Neueste  Kitinduogen  und  LrfabruogcD,  vul.  xix.,  p.  353. 
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Several  companies,  in  the  past,  have  been  selling  sheet  iron 
purporting  to  be  plated,  or  "  galvanized"  as  they  call  it,  with 
aluminium  or  with  alloys  of  aluminium  and  tin.  It  is  a  fact 
that  alloys  of  aluminium  and  tin  can  be  coated  on  sheet  iron 
.  according  to  the  process  outlined  as  having  been  carried  on  by 
the  Tacony  Iron  &  Metal  Company  of  Philadelphia,  for  plating 
the  iron  columns  of  the  Public  Buildings  of  that  City,  but  in 
most  cases  sheet  iron  purporting  to  be  plated  with  alumin- 
ium have  been  found  on  analysis  to  contain  no  aluminium  at  all. 
In  the  plating  of  the  columns  of  the  Philadelphia  Public  Buildings 
by  the  Tacony  Iron  &  Metal  Company,  the  process  consisted  of 
plating  the  metal  with  an  alloy  of  75  percent,  aluminium  and  25 
per  cent.  tin.  The  iron  columns  were  first  cleansed  and  then 
electro- plated  with  copper  in  an  alkaline  bath,  a  thickness  of 
something  like  ,V,  inch  of  copper  being  obtaineti  in  an  acid 
sulphate  bath.  The  aluminium-tin  alloy  was  deposited  at  a 
temperature  of  I  ^o'^  F.,  at  a  current  density  of  8  amperes  per 
square  foot,  from  pure  aluminium  anodes,  in  a  bath  having  the 
following  composition :  Saturated  solution  aluminate  of  soda 
75  parts,  stannate  of  soda  25  parts.  The  bath  also  contained 
some  potassium  cyanide. 

Electro-depositions  upon  aluminium, — ^The  electro-deposition 
of  other  metals  upon  aluminium  presents  many  difficulties 
which  are  chiefly  due  to  the  behavior  of  this  metal  in  the  plat- 
ing baths.  The  deposits  to  be  sure  are  formed  but  they 
possess  no  adherence,  and  especially  baths  containing  potas- 
sium  cyanide  yield  the  worst  results  in  consequence  of  the 
effect  of  alkaline  solutions  upon  the  basis-metal.  Since  the 
production  of  aluminium  has  so  largely  increased  and  a  great 
number  of  articles  of  lu.'^ury  and  for  practical  use  are  now  made 
of  this  metal,  the  need  of  decorating  such  articles  by  electro- 
plating or  covering  them  entirely  with  other  metals  has  been 
felt,  since  tlie  color  of  aluminium  is  by  no  means  a  sympathetic 
one.  Look  into  a  show  window  where  aluniinium  articles  are 
exposed — nothing  but  gray  in  graw  Offended,  the  eye  of  the 
observer  turns  away  and  seeks  a  more  agreeable  rest. 
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Aluminium  behaves  so  differently  from  other  metals  towards 
the  cleansing  agents  usually  used  that  different  methods  from 
those  previously  described  have  to  be  employed  in  preparing 
it  lor  plating.  Nitric  acid  has  almost  no  eflfect  on  aluminium, 
and  pickle  just  as  little ;  but,  on  the  other  hand,  the  metal  is 
attacked  by  concentrated  hydrochloric  acid,  dilute  hydrofluoric 
acid,  and  especially  by  alkaline  lyes.  Hence  if  polished  articles 
of  aluminium  are  to  be  prepared  for  plating,  alkaline  lyes  will 
have  to  be  avoided  in  freeing  them  from  grease,  it  being  best 
to  use  only  benzine  for  the  purpose.  Unpolished  articles  may 
without  hesitation  be  freed  from  grease  with  caustic  potash  or 
soda  lye,  anti  for  the  production  of  a  dead  white  surface  be  for 
a  short  time  pickled  in  dihite  hydrofluoric  acid  and  then  tlior- 
Qughly  rinsed  in  running  water.  For  producing  an  electro- 
deposit  upon  aluminium  it  has  been  considered  advisable  to 
6rst  copper  the  metal,  and  the  Aluminium  Gesellschaft  of 
Neuhausen  recommends  for  this  purpose  a  solution  of  nitrate  of 
copper.  But  the  adherence  of  the  copper  deposit  proved  also 
insufficient,  because  in  the  subsequent  silvering,  nickeling,  etc., 
the  deposit  raised  up. 

The  copper  bath  recommended  by  Delval,  consisting  of 
sodium  pyrophosphate  3  ozs.,  copper  sulphate  (copper 
vitriol)  ^4  oz.,  sodium  bisulphite  ^  oz.,  water  I  quart,  also 
proved  unreliable. 

According  to  a  patented  process,  plating  of  aluminium  is 
claimed  to  be  elTected  successfully  and  without  defect  by  lightly 
coating  the  metal  with  silver  amalgam  in  a  silver  bath  com- 
pounded with  potassium  mercury  cyanide.  However,  this 
treatment  also  did  not  always  yield  reliable  results. 

The  best  and  most  reliable  process  is  without  doubt  the  one 
patented,  in  1893,  by  Prof.  Nees.  It  consists  in  first  immersing 
*  the  aluminium  articles  previously  freed  from  grease  in  caustic 
soda  lye  until  the  action  of  the  lye  upon  the  metal  is  recognized 
by  gas  bubl^les  rising  to  the  surface.  The  articles  without  be- 
ing previously  rinsed  are  then  for  a  few  minutes  immersed  in  a 
solution  of  77  troy  grains  of  chloride  of  mercury,  rinsed,  again 
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brought  into  the  caustic  soda  lye  and  then,  without  rinsing, 
suspended  in  the  silver  bath.  The  deposit  of  silver  thus  ob- 
tained adheres  very  firmly,  and  can  be  scratch-brushed  and 
polished  with  the  steel  without  raising  up.  It  can  also  be 
directly  gilded,  brassed,  or,  after  previous  coppering  in  the 
potassium  cyanide  copper  bath,  provided  with  a  heavy  deposit 
of  nickel  and  polished  upon  polishing  disks. 

The  Mannesmann  Pipe  Works,  Germany,  produce  durable 
electro-deposits  by  brushing  the  aluminium  with  solutions  of 
sulphide  of  gold  and  sulphide  of  silver  in  balsam  of  sulphur  * 
and  volatile  oils,  and  burning  in  the  metals  in  a  mufHe  under 
exclusion  of  the  air  at  840^  to  930P  F.  The  thin  layers  of  metal 
which  are  separated  adhere  firmly  to  the  aluminium  and  are 
then  provided  with  any  electro-deposit  desired.  According  to 
a  process  patented  by  the  same  corporation  the  articles  are 
provided  with  a  firmly  adhering  (?)  film  of  zinc  by  immersing 
them  in  a  boiling  solution  of  zinc  dust  in  caustic  soda,  and  are 
then  electro-plated. 


CHAPTER  XIV. 

GALVANOPLASTY  (REPRODUCTION). 

By  galvanoplasty  proper  is  understood  the  production,  with 
the  assistance  of  the  electric  current,  of  copies  of  articles  of 

various  kinds,  true  to  nature,  and  of  sufficient  thickness  to  form 
a  resisting  body,  which  may  be  separated  from  ^  the  object 
serving  as  a  mould. 

Copper  is  the  most  suitable  metal  for  galvanoplastic  pro- 
cesses, that  which  is  precipitated  by  electrolysis  showing  the 
followint^  valuable  properties:  It  may  be  precipitated  chemic- 
ally pure,  and  in  this  state  is  less  capable  of  change  than  ordi- 

*  Solution  of  sulphur  in  linseed  oil. 
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nary  commercial  copper  or  the  ordinarily  used  copper  alloys,  its 
strength  of  extension  being  20  per  cent  greater  than  that  of 
melted  copper;  its  hardness  is  also  greater  than  that  of  melted 
copper,  while  its  specific  gravity  (8.85)  lies  between  that  of 
cast  and  rolled  copper. 

The  physical  properties  ot  copper  deposited  by  electrolysis 
arc  dependent  on  the  condition  of  the  bath,  as  well  as  on  the 
intensity  and  tension  of  the  working  current.  The  bath  used 
for  precipitating  the  copper  is  in  all  cases  a  solution  of  blue 
vitriol.  Smec  had  originally  proved  by  experiments  that  copper 
is  obtained  as  a  more  tenacious  and  fine-grained  deposit  when 
the  current-strength  is  as  great  as  possible,  without,  however, 
evolution  of  hydrogen  taking  place;  while  copper  in  pulveru- 
lent, sandy  form  is  obtained  with  a  current-strength  that  liber- 
ates hydrogen,  and  in  coarsely  crystalline  form  when  the  cur- 
rent-strength is  very  slight. 

At  a  more  recent  period,  von  Hubl  instituted  a  series  of 
83^tematic  experiments  for  the  determination  of  the  conditions 
under  which  deposits  with  diflferent  physical  properties  are  ob- 
tained. Hubl  worked  with  5  per  cent,  neutral,  and  5  per  cent, 
acid,  sohitions  of  copper,  as  welt  as  with  20  per  cent,  neutral, 
and  20  per  cent,  acid  solutions.  The  neutral  solutions  were 
prepared  by  boiling  blue  vitriol  solution  with  carbonate  of 
copper  in  excess,  and  the  acid  solutions  by  adding  2  j)er  cent, 
of  sulphuric  acid  of  66°  Be.  I  he  result  was  that  in  the  neutral 
5  per  cent,  solutions  less  brittle  deposits  were  obtained  with  a 
small  current-density  than  in  a  more  concentrated  solution, 
though  the  appearance  of  the  deposits  was  the  same.  The  ex- 
periments with  acidulated 'baths  confirmed  the  fact  that  free  sul- 
phuric acid  promotes  the  formation  of  very  fine-grained  deposits 
even  with  very  slight  current-densities,  and  it  appears  that  the 
brittleness  of  copper  deposited  from  acid  baths  is  influenced 
less  by  the  concentration  than  by  the  current-density  used. 

The  processes  used  in  galvanoplasty  may  be  arranged  in  two 
classes,  viz.,  the  deposiHon  of  copper  with  or  without  the  use  of 
external  sources  of  current^  the  first  comprising  galvanoplastic 

23 
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deposits  produced  by  means  of  the  singU'Cell  apparahtSt  and 
the  other  those  by  the  battery  or  dynamo- machine. 

I.  GalvanoplasHc  Deposition  in  the  Cell  Apparatus. 

The  cell  apparatus  consists  of  a  vessel  containing  blue  vitriol 
solution  kept  saturated  by  a  few  cr>'stals  of  blue  vitriol  placed 
in  a  muslin  bag  or  a  small  perforated  box  of  wood,  stoneware, 
etc.  In  this  vessel  arc  placed  round  or  square  porous  clay 
cells  (diaphragms)  which  contain  dilute  sulphuric  acid  and  a 
zinc  plate,  the  zinc  plates  being  connected  with  each  other  and 
with  the  objects  to  be  moulded — which  may  be  either  metallic 
or  made  conductive  by  graphite— by  copper  wire  or  copper 
rods.  The  objects  to  be  moulded  play  the  same  role  as  the 
copper  electrode  in  a  Daniel!  element,  and  the  cell  apparatus 


Fig.  125. 


is  nothing  else  but  a  species  of  Daniell  clement  in  which  the 
internal,  instead  of  an  external,  current  is  utilized.  As  soon  as 
the  circuit  is  closed  by  the  contact  of  the  objects  to  be  moulded 
with  the  zinc  of  the  porous  cell,  the  electrolytic  process  begins ; 
the  zinc  is  oxidized  by  the  oxygen  and  with  the  sulphuric  acid 
forms  zinc  sulphate  (white  vitriol),  while  the  copper  is  reduced 
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from  the  blue  vitriol  solution  and  deposited  in  a  homogeneous 
layer  upon  the  articles  to  be  moulded. 

A  simple  apparatus,  frequently  used  by  amateurs  for  mould- 
ing metals,  reliefs,  etc.,  is  shown  in  Fig.  125. 

In  a  cylindrical  vessel  of  glass  or  stoneware  filled  with  satu- 
rated blue  vitriol  solution  is  placed  a  porous  clay  cell,  and  in 
the  latter  a  zinc  cylinder  projecting  about  0.039  to  0.079  inch 
above  the  porous  clay  cell.  To  the  zinc  is  soldered  a  copper 
ring,  as  plainly  shown  in  the  illustration.  The  clay  cell  is 
filled  with  dilute  sulphuric  acid  (l  acid  to  30  water),  to  which 
some  amalgamating  sail  may  be  suitably  added.  The  articles 
to  be  moulded  are  suspended  to  the  copper  ring,  care  being 
had  to  have  the  surfaces  which  are  to  be  covered  near  and 
opposite  to  the  cell.  To  supplement  the  content  of  copper, 
small  linen  or  sail-cloth  bags  filled  with  blue  vitriol  are  attached 
to  the  upper  edge  of  the  vessel. 

Fig.  126  shows  another  form  of  cell-apparatus  which  is 
much  used  in  printing  establishments  for  the  production  of 


cliches.  A  is  a  large  box  lined  with  gutta-percha.  In  this 
box  is  suspended  a  smaller  box,  />,  the  bottom  of  which  is 
formed  of  a  disk  of  leather  or  parchment.  To  the  side  of  this 
box  are  nailed  strips,  d.  To  these  strips  is  secured  a  piece  of 
stout  linen,  which  serves  partially  as  a  support  of  the  zinc 
plate  if  M  and  partially  to  prevent  impurities  of  the  zinc  from 
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falling  upon  the  leather  disk.  The  zinc  plate  is  connected 
with  the  strap  which  is  made  of  sheet  copper.  In  the  box 
A  lies  the  board  A  which  is  sufficiently  weighted  with  strips 
of  lead  to  prevent  it  from  floating  in  the  fluid.  To  prevent  the 
separation  of  copper,  these  lead  strips  are  coated  with  a  varnbh 
made  from  sealing-wax  or  with  gutta-percha.  To  the  upper 
side  of  the  board  is  nailed  the  copper  strap  A'^  which  is  insu- 
lated as  far  as  it  touches  the  fluid  and  the  t>oard  by  a  coating 
of  gutta-percha.  The  binding  screw  E  connects  the  two 
copper  straps.  A  perforated  copper  sheet  bent  in  the  form  of 
a  gutter  dips  above  in  the  copper  solution.  During  the  ope- 
ration this  copper  sheet  is  kept  filled  with  crystals  of  blue 
vitriol,  and  serves  to  maintain  a  uniform  saturation  of  the  fluid. 

To  produce  deposits  with  this  apparatus,  the  first  matrice  is 
laid  upon  the  portion  of  copper  strap  upon  the  board  D.  The 
copper  strap  is  then  connected  with  the  conducting  surface  by 
driving  a  brass  pin  through  the  matrice  and  the  strap  into  the 
board.  Underneath  the  other  end  of  the  matrice  is  placed  a 
small  piece  of  copper  sheet  insulated  by  gutta-percha,  so  that 
it  projects  y6  to  ^  inch  beneath  the  matrice!  It  is  also 
brought  in  contact  with  the  conducting  surface  by  means  of  a 
brass  pin.  Upon  this  sheet  is  placed  the  second  matrice, 
which  is  also  secured  with  a  brass  pin,  and  so  on,  until  all  the 
moulds  upon  which  copper  is  to  be  precipitated  are  upon  the 
board.  The  surfaces  of  the  moulds,  as  well  as  the  heads  of 
the  pins,  are  then  carefully  rubbed  with  graphite,  and  the 
board  is  brou<^ht  into  the  box  filled  with  blue  vitriol  solution. 
The  box  B  with  the  zinc  plate  is  then  suspended  in  the  box  .4, 
and  after  fillin^j  it  with  dilute  sulphuric  acid,  the  two  copper 
straj)s  are  connected  by  the  binding  screw  /:.  The  electric 
current  then  passes  throu<;h  the  latter  and  the  pin  to  the  sur- 
face of  the  first  matrice,  and  after  depositing  copper  upon  it 
passes  through  the  second  pin  and  the  small  copper  plate  to 
the  second  matrice,  and  so  on,  eflfecting  a  uniform  deposit  of 
copper  upon  all  conducting  suriaces  connected  with  each  other. 

Lar^  apparatus, — ^To  cover  large  surfaces,  use  large,  square 
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vats  of  stoneware,  or  of  wood,  lined  with  lead,  gutta-percha,  or 
another  substance  unacted  upon  by  the  bath,  for  baths  up  to 
three  feet  long,  stoneware  vats  are  to  be  preferred. 

Fig.  127  shows  the  French  form  of  cell  apparatus.  In  the 
middle  of  the  vat,  and  in  the  direction  of  its  length,  is  disposed 
a  row  of  cylindrical  cells,  close  to  each  other,  each  provided 
with  its  zinc  cylinder.  A  thin  metallic  ribbon  is  connected 
with  all  the  binding  screws  of  the  cylinder,  and  is  in  contact  at 


Fig.  127. 


its  extremities  with  two  metallic  bands  on  the  ledges  of  the 
depositing  vat.  The  metallic  rods  supporting  the  moulds  arc 
in  contact  with  the  metallic  bands  of  the  ledges,  and,  there- 
fore, in  connection  with  the  zincs. 

The  German  form  of  cell  apparatus  is  shown  in  Fig.  128.  It 
is  provided  with  long,  narrow,  rectangular  cells  of  a  correspond- 
ingly greater  height  than  the  column  of  fluid. 

Across  the  vat  are  placed  three  conducting  rods  connected 

with  each  other  by  binding  screws  and  copper  wire.  To  the 
centre  rod,  which  lies  over  the  cells,  are  suspended  the  zinc 
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plates  by  means  of  a  hook,  while  the  two  outer  rods  yerve  for 
the  reception  of  the  moulds. 


Fia  128. 


The  size  of  the  zinc  surfaces  in  the  simple  apparatus  should 
be  about  equal  to  that  of  the  surfaces  to  be  moulded,  if  dilute  sul- 
phuric acid  ( I  acid  to  30  water)  is  to  be  used.  For  particulars 
see  *'  Execution  of  the  Galvanoplastic  Deposition  of  Copper." 

The  copper  bath  for  the  celt  apparatus  consists  best  of  a  mode- 
rately saturated  solution  of  pure  blue  vitrol,  free  from  iron,  in 
water  free  from  lime,  and  should  show  about  18°  to  20°  Be.,  a 
bath  of  100  quarts  requiring  about  20  to  24  lbs.  of  blue  vitriol. 
The  following  table  gives  the  approximate  content  of  pure 
crystallized  blue  vitriol  at  diflferent  degrees  Be.,  and  at  59^  F. 


Degrees,  B^. 

Weight  by  volume. 

This  tolation  containt 
oyiUllited  blue  titiioL 

1.035 

5  per  cent. 

II 

« 

12^^   

1.088 

u 

% 

1. 113 

:i 

M 

I.I3I 

<4 

17^   

I.I  >o 

M 

18   

1. 138 

ao 

M 

19^   

I.I47 

21 

M 

20*=   

WVi 

M 

H 

« 

1.176 

«5 

M 
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While  to  a  copper  bath  working  with  the  use  of  an  external 
source  of  current,  more  or  less  sulphuric  acid  is  added,  accord- 
ing to  requirement,  baths  in  the  single  cell  apparatus  do  not 
require  such  addition,  because  a  considerable  quantity  of  the 
acid  in  the  clay  cell  j^radually  penetrates  by  osmose  into  the 
bath,  and  not  only  of  the  acid  alone,  but  also  of  the  white 
vitriol  solution  formed,  whereby  the  working  duration  of  the 
bath  is  considerably  reduced.  Furthermore,  the  sulphuric 
acid  liberated  by  the  separation  of  copper  from  the  blue  vitriol 
finds  no  saturation ;  so  that  such  a  bath  finally  contains  an  ex- 
cess of  acid  which  for  the  production  of  good  deposits  must 
from  time  to  time  be  removed,  if  it  is  not  preferred  to  throw 
the  bath  away  and  make  a  fresh  one.  The  simplest  method  of 
removing  the  excess  of  acid  is  to  add  to  the  bath  pure  carbon- 
ate of  copper  as  long  as  strong  effervescence  takes  place,  blue 
vitriol  being  thereby  formed,  and  hence  the  bath  at  the  same 
time  strengthened.  Some  operators  remove  the  excess  of 
acid  by  adding  to  the  bath  whiting  free  from  iron  until  no 
more  efTervescence  takes  place,  and  then  filtering  off  from  the 
calcium  sulphate  (gypsum)  formed.  The  first-mentioned  pro- 
cess is,  however,  preferable  in  every  respect. 

2.  Galvanoplastic  Deposition  by  the  Battery  and  Dynamih 

Machine, 

Since  it  has  been  shown  in  the  preceding  section  that  a  cell 
apparatus  is  to  be  considered  as  a  Danicll  element  closed  in 
itself,  it  will  not  be  difficult  to  comprehend  that  in  economical 
respects  no  advantage  is  offered  by  the  production  of  galvano- 
plastic depositions  by  a  separate  battery,  because  in  both  cases 
the  chemical  work  is  the  same  and  the  zinc  dissolved  by  the 
use  of  the  Daniell  or  Bunsen  element  effects  no  greater  quantity 
of  copper  deposit  in  the  bath  than  the  same  quantity  of  zinc 
dissolved  in  the  cells  of  the  single  apparatus.  In  other  re- 
spects the  use  of,  a  battery,  however,  offers  great  advantages. 
The  employment  of  external  sources  of  current  requires  the 
same  arrangement  as  shown  in  Figs.  52  and  54,  pp.  96  and  98  ; 
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copper  anodes  bcin<,'  placed  in  the  bath,  which  are  connected 
with  the  anode  pole  of  the  batter)'. 

Hy  this  arranf^emciU,  u  hilc  the  copper  is  being  deposited 
upon  the  mould,  the  copper  anodes  become  dissolved  by  the 
sulphuric  acid  set  free,  forming  sulphate  of  copper,  which  con- 
tinued action  keeps  the  copper  content  of  the  bath  quite  con- 
stant. Furthermore,  no  foreign  metallic  admixtures  reach  the 
bath,  as  is  the  case  in  the  single  cell  apparatus,  by  the  white 
vitriol  solution  penetrating  from  the  clay  cell  into  the  bath  and 
causing  the  formation  of  rough  and  brittle  deposits  of  copper. 
The  principal  advantage,  however,  is  that  by  placing  a  resist- 
ance board  in  the  circuit  the  current-strength  can  be  controlled 
so  that  the  deposits  can  be  quickly  covered  with  a  strong 
current  and  then  augmented  with  a  weaker  current,  and  that 
by  intelligently  regulating  the  current- strength,  deep  depres- 
sions can  also  be  covered,  which  is  difficult  in  the  single  cell 
apparatus. 

A.  Depositions  with  the  Battery. 

The  Daniell  element  described  on  p.  35,  which  yields  a 
tension  of  about  i  volt,  is  much  liked  for  this  purpose.  Since 
the  copper  bath  for  galvanoplastic  purposes  requires  for  its  de- 
composition an  electromotive  force  of  only  0.5  to  i  volts,  it  will 
be  best  for  slightly  depressed  moulds  to  couple  the  elements 
for  quantity  (Fig.  3,  p.  20),  alongside  of  each  other;  and  only 
in  cases  where  the  particular  kind  of  moulds  requires  a  current 
of  stronger  tension,  to  couple  two  elements  for  tension  one 
after  the  other,  an  excess  of  current  being  rendered  innoxious 
by  means  of  the  resistance  board  or  by  suspending  larger 
surfaces. 

Bunsen  elements  may,  however,  be  used  to  great  advantage, 
since  the  zincs  of  the  iJaniell  elements  become  tarnished  with 
copper  and  have  to  be  frequently  cleansed  if  the  process  is  not 
to  be  retarded  or  entirely  interrupted.  The  Hunsen  elements 
need  only  be  coupled  for  quantity,  their  electromotive  j)o\ver 
being  considerably  greater.    To  be  sure,  the  running  expenses 
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are  much  greater  than  with  Daniell  elements,  at  least  when 
nitric  acid  is  used  for  filling.    AH  that  has  been  said  under 

"  Electro-plating  arrangements  in  particular,"  p.  89,  in  regard 
to  conducting  the  current,  the  resistance  boards,  conducting, 
rod.  anodes,  etc.,  is  also  valid  for  plants  for  the  galvanoplastic 
deposition  of  copper  with  the  battery. 

B.  Depositions  with  Dynamo- Machines, 

It  is  best  to  use  dynamos  capable  of  yielding  a  large  quantity 
of  current  with  a  tension  of  2,  or,  at  the  utmost,  2%  volts.  In 
order  to  avoid  repetition,  the  reader  is  referred  to  what  has 
been  said  under  "Arrangements  with  dynamo-electric  ma- 
chines," p.  109,  the  directions  given  there  applying  also  to  the 
galvanoplastic  process.  Since  only  in  very  rare  cases  the 
object-surface  will  be  the  same  in  all  baths,  it  will  be  advisable 
to  supply  each  of  the  baths,  if  several  of  them  arc  worked  with 
one  dynamo-machine,  with  a  resistance-board  and  a  voltmeter. 

Copper  baths  for  galvanoplastic  depositions  with  a  separate 
source  of  current, — ^The  directions  for  the  composition  of  the 
bath  vary  very  much,  some  authors  recommending  a  copper 
solution  of  18^  Be.  which  is  brought  up  to  22^  Be.  by  the  addi- 
tion of  pure  concentrated  sulphuric  acid.  Others  again  increase 
the  specific  gravity  of  the  bath  up  to  25^  Be.  by  the  addition  of 
sulphuric  acid,  while  some  prescribe  an  addition  of  5  to  7  per 
cent,  of  sulphuric  acid.  It  is  difficult  to  give  a  general  formula 
suitable  for  all  cases,  because  the  addition  of  sulphuric  acid  will 
vary  accordin;^^  to  the  current-strength  at  disposal,  the  nature  of 
the  moulds,  and  the  distance  of  the  anodes  from  the  objects. 
The  object  of  adding  sulphuric  acid  is,  on  the  one  hand,  to 
render  the  bath  more  conductive  and,  when  used  in  proper  pro- 
portions, to  make  the  deposit  more  elastic  and  smoother,  and 
prevent  the  brittleness  and  coarse-grained  structure  which, 
under  certain  conditions,  appear.  When  depositing  with  a 
battery,  somewhat  more  sulphuric  acid  may  be  added  to  the 
bath  than  when  employing  the  current  of  a  dynamo-electric 
machine.    The  following  compositions  have,  in  most  cases, 
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been  found  suitable  tor  the  reproduction  of  shallow  as  well  as 
of  deep  moulds. 

I.  For  depositing  with  the  dynamo, — Blue  vitriol  solution  of 
18°  Be.  100  quarts,  pure  sulphuric  acid  of  66*^  Be.  i  to 
quarts. 

II.  For  depositing  with  the  battery. — ^Blue  vitriol  solution  of 
18°  Be.  100  quarts,  pure  sulphuric  acid  of  66^  Be.  to  2 
quarts. 

For  some  special  uses,  the  composition  of  the  bath  has  to  be 
somewhat  modified,  which  will  be  referred  to  later  on.  In  re- 
gard to  the  elasticity i  strength  and  hardness  of  galvanoplastic 
depositions  of  copper,  v.  Hiibl  found  that  copper  of  great 
toughness,  but  of  less  hardness  and  strength,  is  obtained  with  a 
current  density  of  0.6-1.0  ampere  from  an  18  per  cent,  blue 
vitriol  solution,  and  copper  of  great  hardness  and  strength,  but 
of  little  toughness,  with  2  to  3  amperes,  from  a  20  per  cent, 
solution. 

For  copf>er  priiitini^-pialis,  a  20  per  cent,  solution,  com- 
pounded with  3  per  cent,  of  sulphuric  acid,  and  with  the  use  of 
a  current-density  of  1.3  amperes,  was  found  most  suitable. 

Many  operators  prefer  as  a  bath  a  s<^lution  of  pure  blue  vitriol 
of  22°  Be.,  without  any  addition  of  sulphuric  acid.  A  good 
deposit  is  obtained  in  such  a  bath,  but  a  tension  of  2  to  2^ 
volts  is  required,  while  acidulated  baths  need  only  to  i  ^ 
volts,  according  to  the  content  of  acid. 

Very  fine  deposits  have  also  been  obtained  in  baths  consist- 
ing of  a  blue  vitriol  solution  of  21^  Be,  brought  up  to  22^  by 
the  addition  of  sulphuric  acid.  This  shows  that  it  is  not  neces- 
sary  to  stick  to  a  fixed  unlimited  composition  of  the  baths, 
provided  it  is  understood  how  to  bring  the  current-condition 
into  harmony  with  the  composition. 

According  to  the  composition  of  the  bath,  a  fixed  minimum 
and  maximum  current-density  correspond  to  it,  which  must 
not  be  exceeded  if  useful  deposits  are  to  be  obtained.  I  here 
is,  however,  a  further  difil'erence  according  to  whether  the 
bath  is  at  rest  or  in  motion,  v.  Hiibl  obtained  the  follow uig 
results : — 
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Compodtion  of  lolttlion. 

Mininum  and  maximum  currentKlenri^ 
per  15.5  square  inches. 

With  solution  at   j  With  solution  in 
rest.               gentle  motion. 
Amptees.       {  Ampircs. 

1 

15  per  cent,  bhie  vitriol,  without  sulphuric 

3.6  to  3.9       1       3.9  to  5.8 

1.5  "  2.3      \      2.3  "  3.0 
M  "  5-«       1       S-i  "  6.8 
8.0  <*  JjO       I  4J0 

15  per  cent,  blue  vitriol,  with  6  per  ceoU 
20  per  cent.  Une  vitriol,  without  sulpbiiric 

ao  per  cent  bine  vitriol,  with  6  per  cent. 

Touching  the  addition  of  sulphuric  acid,  it  was  shown  that 
no  difference  in  the  texture  of  the  deposit  is  perceptible  if  the 
addition  oi  acid  varies  between  2  and  8  per  cent. 

The  preceding  tablp  shows  that  a  copper  bath  in  gentle 
motion  can  stand  considerably  higher  current  densities,  and 
hence  will  work  with  correspondingly  greater  activity  than  a 
bath  at  rest  In  the  electrol)rtic  refining  of  copper  it  was 
found  that  for  the  faultless  deposition  of  copper  the  bath  must 
be  maintained  entirely  homogeneous  in  all  its  parts.  When  a 
copper  bath  is  at  rest  qnd  the  depositing  operation  in  progress, 
the  upper  layers  of  the  bath  become  poorer  in  copper  than 
the  lower,  while  at  the  same  time  they  contain  more  sulphuric 
acid.  This  difference  in  the  composition  of  the  upper  and 
lower  layers  has  the  disadvantage  that  the  portions  dipping 
into  the  layers  richer  in  copper  become  more  thickly  coppered 
than  those  in  the  upper  layers.  Baths  which  are  constantly 
in  gentle  motion  show  less  inclination  to  the  formation  of 
knots  and  other  rough  excrescences,  and  hence  the  current- 
density  may  be  greater  than  with  solutions  at  rest  resulting  in 
the  deposition  being  effected  with  greater  rapidity.  These 
experiences  gathered  in  electro-metallurgical  operations  on  a 
large  scale,  have  been  advantageously  applied  to  galvanopiasty. 
The  constant  motion  of  the  copper  bath  may  be  effected  in 
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various  ways.  Stirring  by  hand 
is  frccitiently  relied  upon,  but  it 
is  liable  to  be  accidentally 
omitted,  and  being  of  necessity 
intermittent  allows  time  for 
partial  separation  to  occur  be- 
tween two  consecutive  stirrings. 
Mechanical  agitation,  which  is 
more  certain  in  its  eflTects,  may 
be  applied  by  working  a  small 
screw  propeller  slowly  at  one 
end  of  tlic  bath,  or  by  blowing 
air  into  the  solution  constantly 
throii^^h  a  tube  passing  to  the 
bottom  of  the  vat.  by  means  of 
a  fan- blower  or  other  arrange- 
ment. 

Where  many  copper  baths 
are  in  operation,  the  agitation 
of  the  bath  may  be  effected  as 
follows :  The  baths  are  arranged 
in  the  form  of  steps ;  near  thfc 
bottom  each  bath  is  provided 
with  a  leaden  outlet-pipe  (Fig. 
129),  which  terminates  over 
the  next  bath  over  a  distribut- 
ing gutter,  or  as  a  perforated 
pipe,  //.  From  the  last  bath 
the  copper  solution  flows  into  a 
reservoir,  E,  from  which  it  is 
forced  by  means  of  a  hard- 
rubber  punij),  /,  into  the  reser- 
voir, A,  placed  at  a  higher 
level ;  from  it  again  passes 
through  the  baths  C,  and 
D.    A  leaden  steam  coil  msy. 
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if  necessary,  be  placed  in  A,  to  increase  the  temperature  if  it 
should  have  become  too  low.  Over  A  a  wooden  frame  cov- 
ered with  felt  may  be  placed;  the  copper  solution  flowing 
upon  the  frame  and  passing  through  the  felt  is  thereby  filtered. 

Whatever  motion  is  given  to  the  bath  it  must  be  sufficiently 
vigorous  to  insure  thorough  mixture  of  the  solution,  but  with- 
out disturbing  the  relative  positions  ()f  anode  and  cathode,  and 
the  mechanism  must  be  so  applied  that  it  in  no  way  lessens  the 
facilities  for  examining  the  progress  of  deposition. 

Annealed  sheets  of  pure  copper  are  used  as  anodes ;  impure 
anodes  introduce  other  metallic  constituents  into  the  bath, 
which  might  result  in  a  brittle  deposit.  It  is  recommended 
daily  to  free  the  anodes  from  adhering  residues  by  brushing, 
so  as  to  decrease  the  collection  of  slime  in  the  bath. 

The  anodes  should 'present  at  least  as  large  a  surface  as  the 
cathodes ;  for  flat  moulds  the  distance  between  them  and  the 
anodes  may  be  two  to  three  inches,  but  has  to  be  increased  for 
deeper  .moulds.  The  copper  withdrawn  from  the  bath  by 
deposition  being  only  partially  replaced  by  the  anodes,  the  con- 
tent of  free  acid  will  increase  in  consequence  of  the  reduction 
oi  the  content  of  copper.  'However,  the  copper  wanting  can  be 
readily  replaced  by  suspending  bags  filled  with  blue  vitriol  in 
the  bath,  while  too  large  an  excess  of  acid  is  removed  by  the 
addition  of  copper  carbonate. 

Deierminatian  of  free  acid.  The  free  acid  is  determined  by 
titrating  the  copper  solution  with  normal  soda  solution,  congo 
paper  being  used  as  an  indicator.  Bring  by  means  of  a  pipette, 
10  cubic  centimeters  of  the  copper  bath  into  a  beaker  glass, 
dilute  with  the  same  quantity  of  distilled  water,  and  add  drop 
by  drop  from  a  burette  normal  soda  solution,  stirring  con- 
stantly, until  Congo  paper  is  no  longer  colored  blue,  when 
moistened  with  a  drop  of  the  solution  in  the  beaker  glass. 
The  cubic  centimeters  of  normal  soda  solution  consumed 
multiplied  by  4.9  gives  the  number  of  grammes  of  sulphuric 
acid  in  the  liter. 

Suppose  up  to  the  appearance  of  the  final  reaction  by  means 
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of  Congo  paper,  which  indicates  that  all  the  tree  sulphuric  acid 
has  been  saturated  by  the  normal  soda  solution,  1 1 .99  cubic 
centimeters  of  normal  soda  solution  had  been  used  for  10 
cubic  centimeters  of  copper  bath»  then  one  liter  of  the  bath 
contains  1 1.9x4.9  «>=  58.31  grammes  of  sulphuric  acid. 

Determination  of  the  content  of  copper  according  to  Hain, — 
This  method  is  based  upon  the  conversion  of  blue  vitriol  and 
potassium  iodide  into  copper  iodide  and  free  iodine.  By  de- 
termining the  quantity  of  separated  free  iodine  by  titrating 
with  solution  of  sodium  hyposulphite  of  known  content,  the 
content  of  blue  vitriol  is  found  by  simple  calculation.  The 
process  is  as  follows :  Bring  10  cubic  centimetres  of  the  copper 
bath  into  a  measuring  flask  holding  liter,  neutralize  the 
freed  acid  by  the  addition  of  dilute  soda  lye  until  a  precipitate 
of  bluish  cupric  iiydratc,  which  docs  not  disappear  even  with 
vigorous  shaking,  commences  to  separate.  Now  add,  drop  by 
drop,  dilute  sulpiuiric  acid  until  the  precipitate  just  dissolves; 
then  fill  the  measuring  flask  up  to  the  mark  with  distilled 
water,  and  mix  by  vigorous  shaking.  Of  this  solution  bring 
10  cubic  centimetres  by  means  of  a  pipette  into  a  flask  of  100 
cubic  centimetres'  capacity  and  provided  with  a  glass  stopper ; 
add  10  cubic  centimetres  of  a  10  per  cent,  potassium  iodide 
solution,  dilute  with  some  water,  and  allow  the  closed  vessel  to 
stand  about  10  minutes.  Now  add  from  a  burette,  with  con- 
stant stirring,  a  decinormal  solution  of  sodium  hyposulphite 
until  starch-paper  is  no  longer  colored  blue  by  a  drop  of  the 
solution  in  the  flask.  Since  i  cubic  centimetre  of  deci* 
normal  solution  corresponds  to  0.0249  grammes  of  blue  vitriol 
( SB  0.0063  gramme  of  copper),  the  content  of  blue  vitriol  in 
one  liter  of  the  solution  is  found  by  multiplying  the  number  of 
cubic  centimetres  of  decinormal  solution  consumed  by  24.9. 
For  the  correctness  of  liic  result  it  is  necessary  that  the  copper 
bath  should  be  free  from  iron. 

Suppose  7.2  cubic  centimetres  of  decinormal  solution  of  sod- 
ium iiyposulphite  have  been  used,  the  bath  would  contain 
7.2  X  24.9  =  179.28  grammes  of  blue  vitriol. 


Digitized  by  Google 


GALVANOPLASTY  (REPRODUCTION).  367 


If  now  by  these  two  determinations,  the  content  of  Iree  acid 
and  of  blue  vitriol  in  the  bath  has  been  ascertained,  a  com- 
parison with  the  contents  originally  present  in  preparing  the 
bath  will  show  how  many  grammes  per  liter  the  content  of  acid 

has  increased,  and  how  many  grammes  the  content  of  copper 
has  decreased.  Tlien  by  a  simple  calculation  it  is  found  how 
much  dry  pure  carbonate  of  copper  has  to  be  added  per  liter  of 
solution  to  restore  tlie  original  comj)osition.  For  each  gramme 
more  of  sulphuric  acid  than  originally  present,  1.26  grammes  of 
carbonate  of  copper  have  to  be  added,  and  each  gramme  of 
carbonate  of  copper  increases  the  content  of  blue  vitriol  2.02 
grammes  per  liter  of  bath.  By  reference  to  these  data  the 
operator  is  enabled  to  calculate  whether  the  quantity  of  carbon- 
ate of  copper  added  for  the  neutralization  of  the  excess  of  free 
acid  suffices  to  restore  the  original  content  of  blue  vitriol; 
or  whether,  and  how  much,  blue  vitriol  per  liter  has  to  be 
added. 

Preparation  of  moulds  { inalrit  ts )  in  p/astic  inatcrial. — If  a 
negative  of  the  original  for  the  production  of  copies  is  not  to  be 
made  by  direct  deposition  upon  a  metallic  object,  the  negative 
has  to  be  prepared  by  moulding  the  original  in  a  plastic  mass, 
which  on  hardening  will  retain  the  forms  and  lines  of  the  design 
to  the  finest  hatchings.  Gutta-percha,  wax  (stcarinc,  etc.), 
plaster  of  Pans,  glue,  and  a  few  readily  fusible  metals  are  suit- 
able materials  for  this  purpose. 

Since  the  galvanoplastic  process  as  far  as  it  applies  to  electro^ 
typings  will  next  be  considered,  we  iirst  direct  our  attention  to 
the  preparation  of  moulds  or  matrices  of  gutta-percha  and  wax, 
the  only  materials  suitable  for  this  purpose,  and  which  are 
generally  used. 

I.  Moiildine:;  in  ^^uttapocha. — F"or  the  reproduction  of  the 
fine  lines  of  a  wood-cut  or  copper-plate,  pure  gutta-percha  freed 
by  various  cleansing  processes  from  the  woody  fibres,  earthy 
substances,  etc.,  found  in  the  crude  product,  is  very  suitable. 
Besides  the  requisite  degree  of  purity,  the  gutta-percha  should 
possess  three  other  properties,  viz.,  it  must  become  highly 
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plastic  by  hcatinrr,  witlioiit,  however,  becoming  sticky^  and 
finally  it  should  rapidly  harden. 

The  most  simple  way  of  softening  ^utta-pcrcha  is  to  place  it 
in  water  of  176°  to  194°  F.  When  thoroughly  softened  no 
hard  lumps  should  be  felt  in  kneadmg  with  the  hands,  in  doing 
which  the  latter  should  be  kept  thoroughly  moistened  with 
water.  A  fragment  corresponding  to  the  size  of  the  object  to 
be  moulded  is  then  rolled  into  a  plate  about  ^  to  ^  inch  thick. 
To  facilitate  the  detachment  of  the  mould  after  cooling,  the 
surfaces  of  the  objects  to  be  moulded,  as  well  as  the  side  of  the 
gutta-percha  which  is  to  receive  the  impression,  should  be  well 
brushed  with  black-lead  (plumbago  or  graphite).  The  black- 
leaded  surfaces  are  then  placed  one  upon  the  other,  and  after 
gently  pressing  the  gutta-percha  with  the  hand  upon  the 
original  the  whole  is  placed  in  the  press.  To  stop  the  further 
movement  of  the  picss-plate  and  prevent  injury  to  the  mould 
by  too  strong  a  pressure,  small  iron  blocks,  somewhat  higher 
than  the  frame  containing  the  object  to  be  moulded  and  the 
gutta-percha  plates  are  placed  on  both  sides  of  the  frame.  The 
screw  of  the  press  is  then  made  to  act  until  the  press-plate 
touches  the  iron  blocks ;  under  this  pressure  the  gutta-percha 
is  allowed  to  cool  and  harden. 

For  making  the  impression  of  the  form  in  the  moulding  com- 
position, a  moulding  press  is  used  which  is  capable  of  giving  a 
gradual  and  powerful  pressure.  Fig.  1 30  represents  a  form  of 
moulding  press  in  common  use,  and  known  as  the  "  toggle  " 
press.  It  consists  of  a  massive  frame  having  a  planed  movable 
bed  over  which  a  head  is  swung  on  pivots  and  counter-balanced 
by  a  heavy-weight,  as  shown,  so  that  it  can  be  readily  thrown 
up,  leaving  the  bed  exposed,  the  black-leaded  type-form  being 
placed  on  the  bed.  The  well  black-leaded  case  is  attached  by 
clamps  to  the  movable  head,  or  the  form  (also  black-leaded)  is 
laid  face  down  on  the  case,  and  the  head  is  then  turned  down 
and  held  in  place  by  the  swinp[ing  bar  (shown  turned  back  in 
the  cut).  All  bein^  ready,  the  toggle-pressure  is  put  on  by 
means  of  the  hand  wheel  and  screw,  the  result  being  to  raise 
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the  bed  of  the  press  witli  an  enormous  pressure,  causing  the 
face  of  the  type-form  to  impress  itself  into  the  exposed  mould- 
ing surface. 

Fig.  130. 


Fig.  131  represents  a  form  of  "  hydraulic  press"  less  com- 
monly used  than  that  just  described.  It  is  provided  with  pro- 
jecting rails  and  sliding  plate,  on  which  the  form  and  case  are 
arranged  before  being  placed  in  the  press.  The  pump,  which 
is  worked  by  hand,  is  supported  by  a  frame-work  on  the  cistern 
below  the  cylinder,  and  is  furnished  with  a  graduated  adjust- 
able safety-valve  to  give  any  desired  pressure. 
24 
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Fig.  131. 


2.  Monlding  in  wax  {stcaritu  ). — Beeswax  is  a  very  useful 
material  for  preparing  moulds,  but,  like  stearine,  it  is  accord- 
ing to  the  temperature  now  softer  and  now  harder,  which  must 
be  taken  into  consideration.  In  the  cold,  pure  beeswax  is 
quite  brittle  and  apt  to  become  full  of  fissures  in  pressing.  To 
decrease  the  brittlcness  certain  additions  are  made  to  the  wax, 
Urquart  recommending  the  following  mi.xture,  which  is  fre- 
quently used  in  England  :  Beeswax  85  parts  by  weight,  Venice 
turpentine  13,  black-lead  finely  pulverized  2. 

According  to  Volkmer,  a  good  mixture  is  obtained  by  melt- 
ing together  70  parts  of  wax  and  30  of  stearine.  Watt  prefers 
a  mixture  consisting  of  70  parts  of  wax,  26  of  stearine.  and  4 
of  litharge  or  flake-white.  G,  L.  v.  Kress  recommends  the 
following  mi.xture:  White  wax  42.32  ozs.,  stearine  14. 11  to 
21.16  ozs.,  tallow  10.58  ozs.,  graphite  1.76  ozs.  First  melt  the 
asphalt  over  a  moderate  fire,  then  add  the  wa.x,  stearine,  and 
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tallow,  and  when  these  are  melted,  the  graphite ;  stir  until  the 
mixture  begins  to  congeal. 

To  prepare  the  wax  mould  pour  the  melted  composition 
into  flat  metallic  trays  provided  with  loops  for  suspension  in 
the  bath.  When  the  composition  is  nearly  set  remove  any 
bubbles  of  air  or  impurities  from  the  surface  with  blotting- 

Fk;.  132. 


paper.  After  black-leading  the  surface  press  the  original,  also 
black-lcadcd,  upon  the  composition  and  submit  the  whole  to 
pressure  until  cold.  When  the  black-leading  has  been  care- 
fully done  there  is  no  difficulty  in  detaching  the  original  after 
cooling;  many  operators  slightly  oil  the  surface  of  the  original 
instead  of  black-leading. 
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When  the  mould  of  gutta-percha  or  wax  has  been  properly 
made,  it  is  thoroughly  black-lcadcd  in  order  to  give  it  a  con- 
ducting surface  upon  uhicli  the  electro-deposition  of  the  copper 
may  take  place.  Black- leading  must  be  very  thorough  so  that 
the  black-lead  penetrates  into  evcr\-  line  and  letter  of  the  mould, 
otherwise  the  copper  deposited  on  the  surface  will  be  an  im- 
perfect copy  of  the  original,  and  it  will  be  useless  to  place  the 
mould  in  the  bath.  The  black-lead  used  in  every  stage  of  the 
electrotjrping  process  must  be  of  the  purest  description  and  in 
the  most  minute  state  of  division.  The  best  material  for  the 
purpose  is  prepared  from  the  purest  selected  Ceylon  graphite, 
which  is  ground  by  rolling  with  heavy  iron  balls  until  it  is  re> 
duced  to  a  dead-black,  impalpable  powder. 

Black-leading  the  moulds  is  performed  either  by  hand  or 
more  commonly  by  machines. 

Fig.  132  shows  one  of  these  machines  with  its  cover  removed 
to  exhibit  its  construction.  It  has  a  traveling  carriage  holding 
one  or  more  forms,  which  passes  backward  and  forward,  under 
a  laterally  vibrating  brush.  Beneath  the  machine  is  placed  an 
apron  which  catches  the  powder,  which  is  again  used. 

Another  construction  of  a  black -leading  machine  is  shown  in 
Fig.  133,  the  details  of  which  will  be  understood  without  lengthy 
descriptipn.  The  moulds  are  placed  upon  the  slowly  revolving, 
horizontal  wheel  upon  which  the  brush  moves  rapidly  up  and 
down  with  a  vertical,  and  at  the  same  time  laterally,  vibrating 
motion.  The  blr.ck-k  '.ding  space  being  closed  air-tight,  scat- 
tering of  black-lead  dust  is  entirely  prevented,  the  excess  of 
black-lead  collecting  in  a  vessel  placed  in  the  [)edestal. 

On  account  of  the  dirt  and  dust  caused  by  the  dry  process 
of  black  leading,  some  electrotypers  prefer  the  wet  process  in- 
vented by  Mr.  Silas  F.  Knight,  of  New  York.  This  process  is 
designed  to  work  more  quickly  and  neatly,  producing  moulds 
that  are  thinly,  evenly,  and  perfectly  covered.  The  moulds  are 
placed  upon  a  shelf  in  a  suitable  receptacle,  and  a  rotary  pump 
forces  an  emulsion  of  graphite  and  water  over  their  surfaces 
through  a  traveling  fine-rose  nozzle.  This  process  is  pro- 
nounced to  be  rapid,  efficient,  neat,  and  economical. 
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With  very  deep  forms  of  type,  it  is  sometimes  of  advantage 
to  first  coat  the  black-leaded  surface  with  copper,  in  order  to 
obtain  a  uniform  deposit  in  the  bath.  The  process  is  as  fol- 
lows :  Pour  alcohol  over  the  black-leaded  form,  let  it  run  ofif 
and  then  place  the  form  horizontally  over  a  water  trough. 
Now  pour  over  the  form  blue  vitriol  solution  of  15°  to  16^  Be., 
dust  upon  it  from  a  pepper-box  some  impalpably  fine  iron  fil- 
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ings  and  brush  the  mixture  over  the  whole  surface,  which  thus 
becomes  coated  with  a  thin,  bright,  adherent  film  of  copper. 
Should  any  portion  of  the  surface  after  such  treatment  remain 
uncoppered,  the  operation  is  repeated.  The  excess  of  copper 
is  washed  ofT  and  the  form,  after  being  provided  with  the  neces- 
sary conducting  wires,  is  ready  for  the  bath. 

Gilt  or  silvered  black-lead  is  also  sometimes  used  for  very 
deep  forms.  It  is,  however,  cheaper  to  mix  the  black-lead 
with       its  weight  of  finest  white  bronze  powder  from  finely 
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divided  tin.  When  forms  thus  black-leaded  are  brought  into 
the  copper  bath,  the  particles  of  tin  become  coated  with 
copper,  also  causing  a  deposit  upon  the  black-lead  particles  in 
contact  with  them. 

After  black-leading  the  workman  takes  one  or  several  stout 
copper  wires,  the  ends  of  which,  after  thorough  cleansing,  he 
heats  for  an  instant,  and  imbeds  them  in  the  wax  on  the  side  of 
the  mould.  The  surface  of  this  wire  is  carefully  exposed,  and 
by  Mray  of  precaution  the  place  is  rubbed  with  black-lead  with 
the  finger  to  restore  the  black-lead  surface  that  may  have  been 
disturbed.  Trifling  as  this  circumstance  of  exposing  the  im- 
bedded wire  may  appear,  the  galvanic  deposit  of  the  copper 
on  the  face  of  the  mould  would  be  impossible  were  it  ne- 
glected, as  the  mass  of  wax  bcinj^  a  non-conductor  of  elec- 
tricity a  galvanic  current  could  not  otherwise  be  established. 
The  exposure  of  the  wire,  therefore,  is  essential  in  order  that 
the  surface  of  the  mould  may  be  rendered  properly  conductive 
to  insure  the  uniform  deposition  of  copper  upon  it.  To  con- 
fine the  deposit  of  copper  where  it  is  actually  desired,  and  to 
prevent  it  from  unnecessarily  spreading  over  the  edges  of  the 
mould,  a  tool  called  the  "  building  iron "  is  heated  and  run 
over  the  mould  so  as  to  destroy  the  continuity  of  the  black- 
lead  surface,  save  where  the  deposit  of  copper  is  wanted. 

In  order  that  the  deposition  of  copper  may  be  as  nearly  uni- 
form in  thickness  as  possible  over  the  entire  surface  of  the 
mould,  it  becomes  necessary,  where  a  large  surface  is  to  be 
coated,  to  provide  as  much  niletallic  surface  as  possible  on 
which  the  deposit  of  copper  may  commence  and  spread.  One 
method  of  accomplishing  this,  is  to  attach  one  or  more  pieces 
of  metal  to  the  wax  on  the  edges  of  the  mould,  and  connect 
them  with  the  slinyiii^  wires  by  good  metallic  connections. 

Avery  practical  device  in  this  connection  is  the  "  electric- 
connection  f^ripper  "  of  Messrs.  K.  Hoe  &  Co.,  of  New  York. 
This  arrangement  is  designed  to  hold  and  sustain  the  moulding 
case,  and  at  the  sane  time  to  make  an  electric  connection  with 
the  prepared  conducting  face  of  die  mould  only ;  consequently. 
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leaving  the  metal  case  itself  entirely  out  of  the  current,  so  that 
no  copper  can  be  deposited  on  it 

Gutta-percha  being  specifically  lighter  than  water,  moulds  of 
this  material  have  to  be  provided  with  a  piece  of  heated  lead 

stuck  to  the  back  to  prevent  them  from  floating,  and  to  force 
them  to  occupy  a  perpendicular  position  opposite  to  the  anodes. 

The  moulds  arc  suspended  in  the  bath  in  the  same  manner 
as  in  other  galvanic  processes,  special  care  being  had  that  their 
surfaces  hang  parallel  to  the  anodes,  so  that  all  portions  may 
receive  a  uniform  deposit.  Before  placing  the  mould  in  the 
bath,  pour  over  it,  while  in  a  horizontal  position,  a  mixture  of 
equal  parts  of  alcohol  and  water ;  by  this  means,  a  uniform 
moistening  of  the  mould  in  the  bath  is  attained,  and  the  settle- 
ment of  air-bubbles  on  it  prevented. 

For  the  production  of  a  dense,  coherent,  and  elastic  deposit 
in  the  acid-copper  bath,  the  chief  requisite  is  to  have  the 
current-strength  in  the  correct  proportion  to  the  surface  to  be 
coated,  this  applying  to  deposition  with  the  single-cell  appar- 
atus, as  well  as  with  an  external  source  of  current. 

The  stronger  the  sulphuric  acid  in  the  clay  cells  of  the 
simple  apparatus  is,  with  the  greater  rapidity  it  acts  upon  the 
zinc  plates,  and  the  more  quickly  is  the  copper  deposited  upon 
the  moulds.  If  the  zinc  surface  of  the  clay  cells  is  very  large 
in  proportion  to  the  surface  of  the  moulds,  the  deposition  of 
copper  also  takes  place  with  correspondingly  greater  rapidity. 
However,  a  rapid  deposition  of  copper  is  to  be  avoided,  if  de- 
posits possessing  the  above-mentioned  desirable  properties 
are  to  be  obtained,  because  a  deposit  forced  too  much,  turns 
out  incoherent,  lacking  in  density,  is  frequently  blistered,  and, 
with  too  strong  action,  is  even  pulverulent.  The  color  of  the 
deposit  furnishes  a  certain  criterion  for  its  quality;  a  red- 
brown  color  indicating  an  unsuitable  deposit,  and  a  beautiful 
rose  color  a  good  serviceable  one. 

One  part  of  concentrated  sulphuric  acid  of  66°  Be.  to  30  of 
water  has  formerly  been  given  as  the  proper  proportions  for 
the  dilute  acid  used  for  filling  the  clay  cells,  provided  the  zinc 
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surface  be  about  the  same  as  that  of  the  moulds.  If  the  zinc 
surface  is  smaller  than  that  of  the  moulds,  stronger  acid  may 
be  used;  but  if  it  is  larger,  the  acid  will  have  to  be  more 
dilute.  The  correct  concentration  of  the  acid  in  the  clay  cells 
may  be  readily  determined  by  the  progressive  result  of  the  de- 
posit and  its  color.  Deep  moulds  require  a  stronger  current, 
and  hence  acid  of  greater  strength  than  flat  moulds ;  however, 
if  after  such  deep  moulds  are  provided  with  a  preliminary 
deposit,  the  current  proves  too  strong  for  the  correct  progress 
of  the  operation,  its  action  may  be  weakened  by  either  dilut- 
ing the  acid  in  the  clay  cells  with  water,  or  by  taking  out  a 
few  zinc  plates,  or  by  hanging  a  few  copper  sheets  upon  the 
object  rods,  or  suspending  more  moulds. 

For  the  deposition  of  copper  with  a  separate  source  of  current 
(battery  or  dynamo),  the  same  that  has  been  said  above  applies 
as  regards  the  current-strength,  which  must  be  brought  to  a 
suitable  degree  by  the  resistance  board.  The  most  suitable 
current-density  for  the  production  of  a  good  deposit  is  1.5  to  2 
amperes  per  iSl4  square  inches  of  surface  of  moulds  for  baths 
for  depositions  with  a  separate  source  of  cm  rt-nt,  given  on  page 
362,  if  at  rest,  and  2  to  3  amperes  if  in  motion. 

Since  even  for  deeper  moulds  a  tension  of  1.5  volts  suffices,  if 
the  bath  is  acidulated,  the  more  powerful  Bunsen  elements  will 
have  to  be  coupled  alongside  one  another,  but  two  of  the 
weaker  Daniell  or  Lallande  elements  one  after  the  other,  and  of 
such  groups,  as  many  as  are  required  will  have  to  be  coupled 
alongside  one  another  for  quantity  of  current  (see  page  20),  to 
make  the  active  zinc  surface  nearly  equal  to  that  of  the  moulds. 
However,  for  flat  moulds  coupling  the  separate  weaker  elements 
alongside  one  another  is  also  sufficient.  When  the  moulds  are 
coated  with  copper  on  every  side,  and  also  the  deeper  portions, 
the  current  is  weakened  if  a  copper  deposit  of  pulverulent  or 
coarse-grained  structure  and  of  a  dark  color  should  appear  on 
the  edges  of  the  moulds,  and  it  is  feared  th.it  the  deposit  upon 
the  design  or  type  might  also  turn  out  pulverulent.  The  cur- 
rent, however,  should  only  be  sufficiently  weakened  to  prevent 
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a  further  progress  of  the  dark  deposit  on  the  edges  towards  the 
interior  of  the  surface  of  the  mould.  If,  however,  by  too  strong 
a  current  the  separation  of  a  pulverulent  deposit  upon  the  de- 
sign has  already  taken  place,  the  deposit  may  generally  be 
saved-,  if  the  fact  is  noticed  in  time,  and  the  current  correspond- 
ingly weakened,  as  the  layers  arc  firmly  united  by  tlic  coherent 
copper  tlicn  deposited. 

The  current  of  the  d\  namo-iii3chine  must  also  be  sufficiently 
weakened  b\^  the  resistance  board  in  front  of  the  bath,  or  by 
that  of  the  machine  to  guarantee  the  good  quality  oi  the  deposit. 
For  deeper  moulds  the  tension  for  covering  may  amount  to  I 
or  1.5  volts,  and  for  very  deep  and  steep  moulds  to  1.5  or  2 
volts.  But  when  the  moulds  are  completely  covered  the  cur- 
rent is  reduced  to  about  0.75  volt,*  and  the  operation  finished 
with  this  tension. 

.  The  average  time  required  for  the  production  of  a  sufficiently 
.  heavy  deposit  with  the  dynamo-machine  is  from  7  to  8  hours. 

In  this  time  the  deposit  acquires  a  thickness  of  about  ^  milli- 
metre (0.013  inch),  which  corresponds  to  a  weight  of  about  25 
grammes  (14. 11  drachms)  of  copper  per  isj4  square  inches. 

Now,  since  it  frequently  happens  that  an  electrotype  has  to 
be  finished  and  delivered  in  a  hurry,  the  work  may  have  to  be 
continued  during  the  night ;  but  as  it  may  not  be  desirable  to 
have  the  dynamo  running,  either  a  cell  apparatus  or  accumu- 
lators have  to  be  employed.  In  using  a  cell  apparatus,  it  is 
advisable  to  first  quickly  coat  the  moulds  by  the  current  of  the 
dymrno,  and  then  finish  the  deposit  in  the  apparatus. 

In  modem  times  accumulators  have  been  successfully  used 
for  the  same  purpose. 

A  detailed  description  of  the  accumulators  and  directions 
for  their  treatment  may  lu  re  be  omitted,  they  being  furnished 
by  the  manufacturers  of  the  various  systems.  F.ach  accumu- 
lator consists  of  a  number  of  alternately  positive  and  negative 
lead  plates  immersed  in  a  vessel  filled  with  dilute  sulphuric 

*  Thefe  cunent'itreiigtht  refer  to  fonnulae  I.  and  II.  given  on  ptge  563. 
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acid.  By  conducting  the  current  of  a  dynamo-machine  Into 
the  accumulator  so  that  the  positive  current  passes  into  the 
positive  plates,  and  the  negative  current  into  the  negative 
plates,  lead  peroxide  is  formed  upon  and  in  the  porous  posi- 
tive plates  by  the  co-operation  of  the  sulphuric  acid  and  the 
oxygen  appearing  on  the  positive  pole,  and  the  greater  the 
quantity  of  lead  peroxide  thus  formed,  the  more  electricity  is 
stored  in  the  accumulators.  These  operations  are  called  charg- 
ing the  accumulator.  By  interrupting  the  introduction  of  a 
current  and  closing  the  circuit  of  the  positive  and  negative 
plate  systems  by  the  introduction  of  electrodes  in  an  electro- 
lyte (galvanic  bath),  a  current  is  developed  whereby  the  lead 
peroxide  of  the  positive  plates  which  has  been  formed  is  re- 
duced to  lead,  while  the  negative  plates  are  oxidized  to  lead 
peroxide.  This  process  is  termed  discharging.  The  chemical 
processes  appearing  thereby  are  of  more  complicated  nature 
than  here  given,  but  are  omitted  so  as  to  render  comprehension  • 
of  the  process  less  difficult.  The  directions  for  charging  and 
discharging  the  accumulator  must  be  strictly  followed,  and  re- 
quire great  attention,  as  charging  with  too  strong  a  current,  or 
a  too  abundant  discharge  may  cause  the  rapid  destruction  of 
the  plates.  The  charging  is  best  done  during  the  day  with  a 
special  small  dynamo. 

The  electro-chemical  process  of  forming  storage  batteries, 
although  discovered  in  Europe  many  years  ago,  has  only  been 
developed  during  the  last  six  or  eight  years.  Since  then  It 
has  constantly  been  growing  in  favor  until  now,  as  made  in 
this  country,  the  electro-chemically  formed  storage  battery  has 
strength  through  the  proper  adjustment  of  its  mechanical 
parts,  durability  by  reason  of  the  quantity  and  quality  of 
material  used  therein,  high  efficiency  through  the  purely 
electro-chemical  action  given  by  a  special  process,  and  large 
capacity  for  its  wei^^ht  by  reason  of  the  deep  and  thorough 
formation  of  the  active  material. 

The  diagram,  F'ig.  134,  shows  the  connections  of  a  plant  as 
installed  by  the  Electro-Chemical  Storage  Battery  Co.,  of  New 
York  City. 
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By  suitable  manipulation  of  the  switches  and  rheostats  it  is 
possible  to  make  the  following  connections:  i.  The  dynamo 
alone  can  be  used  on  the  baths.  2.  The  batteries  alone  can  be 
used  on  the  baths.  3,  Th^-  d\  namo  can  be  used  on  the  baths 
and  the  batteries  charged  with  the  excess>current,  while  at  the 
same  time  steadying  the  dynamo  current.  4.  The  dynamo 
and  batteries  can  be  used  in  multiple  on  the  baths,  giving  a 
greatly  increased  capacity. 

Detaching  the  deposit  from  the  mould. — ^When  the  mould  has 
received  a  suitable  deposit,  it  is  taken  from  the  bath,  rinsed  in 
water,  and  all  edges  which  might  obstruct  the  detachment  of  the 
deposit  from  the  mould  are  removed  with  a  knife.  From  gutta- 
percha moulds  the  deposit  is  gradually  lifted  by  inserting  under 
one  comer  a  flat  horn  plate  or  a  thin  dull  brass  blade  and  ap- 
plying a  very  moderate  pressure ;  particles  of  gutta-percha 
which  may  remain  adherent  are  carefully  burnt  off  over  a  flame. 
Wax  moulds  are  placed  in  an  inclined  position,  and  a  stream  of 
hot  water  is  poured  over  the  copper  surface,  by  which  means 
the  wax  is  sutTiciently  softened  to  allow  the  shell  of  copper  to 
be  stripped  off.  This  may  be  done  by  taking  hold  of  one  cor- 
ner of  the  shell  and  quickly  lifting  it  as  the  hot  water  flows  over 
it.  In  removing  the  shell  care  should  be  taken  to  keep  it 
Straight,  as  otherwise  it  will  be  difficult  to  back  and  finish  it 
properly. 

Baching  the  deposit  or  shell. — ^The  tinning  of  the  back  of  the 
shell  is  the  next  operation,  and  has  for  its  object  to  strengthen 
the  union  between  the  shell  and  the  backing  metal.  For  this 
purpose  the  back  of  the  shell  is  cleansed  by  brushing  with 

soldering  fluid,"  made  by  allowing  muriatic  acid  to  take  up 
as  much  zinc  as  it  will  dissolve,  and  diluting  with  about  ^  of 
water,  to  which  some  sal  ammoniac  is  sometimes  added.  Then 
the  shell,  face  down,  is  heated  by  laying  it  ujjon  an  iron  solder- 
ing plate,  floated  on  a  bath  of  melted  stcreotv  pc  metal,  and, 
when  hot  enough,  melted  solder  (half  lead  and  half  tin)  is 
pouretl  over  the  back,  which  gives  it  a  clean,  bright,  metallic 
covering.    Or,  the  shell  is  placed  downward  in  the  backing- 
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pan,  brushed  over  the  back  with  the  soldering  fluid,  alloyed 
tinfoil  spread  over  it,  and  the  pan  floated  on  the  hot  backing 
metal  until  the  foil  melts  and  completely  covers  the  shell. 
When  the  foil  is  melted  the  backing  pan  is  swung  on  to  a 
leveling  stand,  and  the  melted  backing  metal  is  carefully 
poured  on  the  back  of  the  shell  from  an  iron  ladle,  commenc- 
ing at  one  of  the  corners  and  gradually  running  over  the  sur- 
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face  until  it  is  covered  with  a  backing  of  sufficient  thickness. 
Another  method  is  as  follows:  After  tinning  the  shell  it  is 
allowed  to  take  the  temperature  of  the  backing  metal  on  the 
floating  iron  plate.  The  plate  is  then  removed  from  the  melted 
metal,  supported  in  a  level  position  on  a  table  having  project- 
ing iron  pins  on  which  it  is  rested,  and  the  melted  stereotype 
metal  is  carefully  ladled  to  the  proper  thickness  on  the  back  of 
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the  tinned  shell.  This  process  is  called  "backing."  The 
thickness  of  the  nietal*backing  is  about  an  eighth  of  an  inch. 
A  good  composition  for  backing  metal  consists  of  lead  90 
parts,  tin  5,  and  antimony  5. 

Finishing. — For  this  purpose  the  plates  go  first  to  the  saw 
tabic  (Fit;.  135  ).  for  the  removal  of  the  rou^^h  edges  by  means 
of  a  circular  saw.    The  plates  are  then  shaved  to  take  off  any 


Fig.  136. 


roughness  from  the  back  and  make  them  of  even  thickness. 
In  large  establishments  this  portion  of  the  work,  which  is  very 
laborious,  is  done  with  a  power  planing  or  shaving  machine, 
types  of  which  are  shown  in  Figs.  136  and  137,  Fig.  136  being 
a  shaving  machine  with  steam  one  way,  and  Fig.  1 37  one  with 
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steam  both  ways.  The  flatness  of  the  plates  is  then  tested  with 
a  straight  edge  and  any  unevenness  rectified  by  gentle  blows 
with  a  polished  hammer,  taking  every  care  that  the  face  be  not 
damaged.  The  plate  then  passes  to  the  hand  shaving  machine, 
where  the  back  is  shaved  down  to  the  proper  thickness,  smooth 
and  level.  The  edges  of  the  plate  are  then  planed  down  square 
and  to  a  proper  size,  and  finally  the  plates  are  mounted  on 
wood  type-high.    Book-work  is  generally  not  mounted  on 
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wood,  the  plates  being  left  unmounted  and  finished  with 
beveled  edges,  by  which  they  arc  secured  on  suitable  plate- 
blocks  of  wood  or  iron  supplied  with  gripping  pieces,  which 
hold  them  firmly  at  the  proper  height  and  enable  them  to  be 
properly  locked  up. 

Finally,  it  remains  to  say  a  few  words  about  the  process  by 
which  a  copy  may  be  directly  made  from  a  metallic  surface 
without  the  interposition  of  wax  or  gutta-percha.    If  the  me- 
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tallic  surface  to  be  moulded  were  free  from  grease  and  oxide, 
the  deposit  would  adhere  so  firmly  as  to  render  its  separation 
without  injury  almost  impossible.  Hence,  the  metallic  original 
must  first  undergo  special  preparation,  so  as  to  bring  it  into  a 
condition  favorable  to  the  detachment  ol  the  deposit.  This  is 
done  by  thoroughly  rubbing  the  original  with  an  oily  rag,  or, 
still  better,  by  lightly  silvering  it  and  exposing  the  silvering  for 
a  few  minutes  to  an  atmosphere  of  sulphuretted  hydrogen, 
whereby  sulphide  of  silver  is  formed,  which  is  a  good  conduc- 
tor, but  prevents  the  adherence  of  the  deposit  to  the  original. 
For  the  purpose  of  silvering,  free  the  surface  of  the  metallic 
original  (of  brass,  copper,  or  bronze)  from  grease,  and  pickle 
it  by  washing  with  dilute  potassium  cyanide  solution  (  i  part 
potassium  cyanide  to  20  water.)  Then  brush  it  over  with  a 
solution  of  4j/^  drachms  of  nitrate  of  silver  and  i  oz.  6  drachms 
of  potassium  cyanide  (9S  per  cent.)  in  one  quart  of  water;  or, 
still  better,  immerse  the  original  for  a  few  seconds  in  this  bath, 
until  the  surface  is  uniformly  coated  with  a  film  of  silver.  The 
production  of  the  layer  of  sulphide  of  silver  is  effected  accord- 
ing to  the  process  described  later  on  (p.  393).  The  negative 
thus  obtained  is  also  silvered,  made  yellow  with  sulphuretted 
hydrogen,  and  a  deposit  of  copper  is  then  made,  which  repre- 
sents an  exact  copy  of  the  original.  Instead  of  sulphurizing 
the  silvering  with  sulphuretted  hydrogen,  it  may  also  be  iodized 
by  washing  with  dilute  solution  of  iodine  in  alcohol.  The 
washed  plate,  prior  to  bringing  it  into  the  copper  bath,  is  for 
some  time  exposed  to  the  light. 

To  prevent  the  separation  of  copper  on  the  back  of  the  me- 
tallic original  to  be  copied,  it  is  coated  with  asphalt  lacquer, 
which  must  be  thoroughly  dry  before  bringing  into  the  bath. 
When  the  deposit  of  copper  is  of  sufficient  thickness,  the  plate 
is  taken  from  the  bath,  rinsed  in  water,  and  dried.  The  edges 
are  then  trimmed  off  b\'  f\V\n<^  or  cutting  to  facilitate  the  sepa- 
ration of  the  shell  ironi  the  orii^inal. 

Of  course  only  metals  which  are  not  attacked  by  the  acid 
copper  solution  can  be  directly  brought  into  the  bath.  Steel 
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plates  must  therefore  first  be  thickl>-  coj)|HMcd  in  tlic  alkaline 
copper  bath,  and  even  this  {precaution  docs  not  al\va\'S  protect 
the  plate  from  corrosion.  It  is  therefore  better  to  produce  in 
a  silver  bath  (formula  I.,  p.  249)  a  copy  in  silver  of  sufTicient 
thickness  to  allow  of  the  separation  oi  both  plates.  The  silver 
plate  is  iodized,  and  from  it  a  copy  in  copper  is  made  by  the 
galvanoplastic  process.  The  copper  plate  thus  obtained  is  an 
exact  copy  of  the  original,  and  after  previous  silvering,  the 
desired  number  of  copies  may  be  made  from  it 

EUdro-ttchini:;. — ^The  lines  produced  by  the  ordinary  process 
of  etching  actually  represent,  when  viewed  under  the  micro- 
scope, a  continuous  scries  of  irregular  depressions  and  small 
cavities,  and  when  some  depth  is  required  they  are  apt  to  be 
corroded  underneath,  and  to  increase  so  much  in  width  that  the 
plates  are  frequently  spoiled.  None  of  these  objections  applies 
to  the  galvanic  process  of  etching,  which  is  the  invention  of 
Thomas  Spencer.  Each  line,  when  viewed  under  the  micro- 
scope, represents  a  perfect  furrow,  and  is  just  rough  enough — 
for  instance,  in  the  preparation  of  printing  plates — ^to  hold  the 
printing  ink.  Lines  of  considerable  depth  may  be  produced 
without  the  danger  of  extending  in  width  or  corroding  under- 
neath. The  comers  of  the  intersection  of  two  lines  are  as 
sharp  as  if  the  lines  were  engraved.  A  chief  requisite  for 
electro-etching  is  a  good  etching  ground,  since  it  may  fre- 
quently happen  that  the  latter  may  answer  very  well  for  the 
ordinary  process,  but  is  not  capable  of  offering  sufficient  re- 
sistance to  the  electric  current.  A  great  advantage  in  electro- 
etching  is  that  the  solvent  is  always  of  the  same  strength,  and, 
therefore,  constant  in  its  action,  and  that  there  is  no  evolution 
of  acid  vapors  which  are  injurious  to  the  respiratory  organs. 

The  operation  of  electro-etching  is  conducted  as  follows :  A 
conducting  wire  is  soldered  with  tin  solder  to  the  object,  and 
the  latter  is  then  coated  with  the  etching  ground.  The  design 
is  then  traced  with  a  graver,  taking  care  that  the  tool  lays  bare 
the  metal  in  all  the  lines.  The  object  thus  prc[)ared  is  con- 
nected with  the  positive  pole  and  suspended  in  the  bath,  while 
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a  plate  of  the  same  metal  as  the  object  is  secured  to  the  nega- 
tive pole.  The  bath  consists  of  a  dilute  acid  corresponding 
to  the  metal  of  the  object.    For  silver,  dilute  nitric  acid  is  used  ; 

for  gold  and  platinum,  water  acidulated  with  aqua  rc^ia  ;  for 
copper,  brass,  and  zinc,  water  acidulated  with  sulphuric  acid  ; 
and  for  tin,  water  acidulated  with  hydrochloric  acid.  Haths 
containing  the  metal  to  be  etched  in  solution,  however,  work 
better  than  acids  diluted  with  water.  Thus,  for  gold  and 
platinum,  chloride  of  gold  and  platinic  chloride  are  used;  for 
silver,  solution  of  nitrate  of  silver ;  for  copper  and  brass*  solu- 
tion of  blue  vitriol ;  for  iron  and  steel,  solution  of  green  vitriol, 
or  of  ammonium  chloride,  or  a  combination  of  both ;  for  zinc, 
solution  of  white  vitriol  or  of  chloride  of  zinc,  etc.  There  are 
besides  various  metallic  salts  suitable  for  etching  by  themselves 
or  in  combination  with  the  above-named  salts. 

As  itcliiuc^  ground  various  compositions  may  be  employed, 
it  being,  however,  best  to  use,  if  possible,  one  which  can  be 
readil)'  removed.  A  mixture  of  equal  parts  of  asphalt  and 
copal  varnish  forms  a  good  etching  ground  ;  also  a  composi- 
tion obtained  by  melting  together  asphalt  2]^  parts,  wax  2, 
rosin  i ,  and  black  pitch  2.  However,  the  following  composi- 
tion, which  resists  25  per  cent,  nitric  acid,  is  to  be  preferred. 
It  b  prepared  as  follows:  Melt  yellow  wax  4  parts,  Syrian 
asphalt  4,  black  pitch  i,  and  white  Burgundy  pitch  i.  When 
the  mixture  boils  gradually  add,  with  constant  stirring,  4  parts 
more  of  pulverized  Syrian  asphalt.  Continue  boiling  until  a 
sample  poured  upon  a  stone  and  allowed  to  cool  breaks  in 
bending.  Then  pour  the  mixture  into  cold  water  and  shape  it 
into  small  balls,  which  for  use  are  ilissolved  in  oil  of  turpentine. 

Since  the  current  strength  is  under  perfect  control,  the  etch- 
ing may  be  carried  to  any  depth  desired.  Some  portions  may 
be  less  etched  than  others  by  taking  the  plate  from  the  bath, 
and,  after  washing  and  drying,  coating  the  portions  which  arc 
not  to  be  further  etched  with  lacquer,  and  returning  the  plate 
to  the  bath. 

Printing  plates  on  relief  may  in  this  manner  be  prepared  by 
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slightly  etching  the  bared  design  of  a  copper-plate  in  the  gal- 
vanoplastic  copper  bath,  and  then  bringing  the  plate  as  object 
in  contact  with  the  nc^^ativc  pole,  wliilc  a  plate  of  chemically 
pure  copper  serves  as  anode.  The  deposited  copper  unites 
firmly  with  the  rouj^h  copper  (»f  tlie  etched  plates,  and  after  re- 
moving the  etchinij-i^round  with  benzine  or  oil  of  turpentine 
the  design  apj)ears  in  relief. 

Hcliograpky, — By  this  trrm  are  undi  r^tood  several  methods 
of  printing,  in  which  plates  of  asphalt,  chrome  gelatine,  etc., 
produced  by  exposure  to  light,  arc  used.  For  our  purposes 
only  the  method  is  of  interest  by  which  from  the  negative,  pro- 
duced by  the  action  of  light,  a  galvanoplastic  reproduction — 
printing  plates  in  high  and  low  relief — ^in  metal  is  made.  The 
heliographic  process  invented  by  Pretsch  and  improved  by 
Scamoni,  consists  in  taking  by  photography  a  good  negative  of 
the  engraving  or  other  object  to  be  reproduced,  developing 
with  green  vitriol,  reinforcing  with  pyrogallic  acid  and  silver 
solution,  and  then  fixing  with  sodium  hyposulphite  solution  in 
the  same  manner  as  customary  for  photographic  negatives.  A 
further  reinforcement  with  chloride  of  mercury  solution  then 
takes  place  until  the  layer  ajipears  lij;ht  gray.  Now  wash 
thoroui^hly  and  intcnselv  blacken  the  light  portions  by  pouring 
upon  them  dilute  potassium  cyanide  solution.  As  in  the  photo- 
graphic process,  the  solutions  must  be  applied  in  abundance 
and  without  stopping,  as  otherwise  streaks  and  stains  are 
formed.  After  washing,  the  plate  is  dried,  further  reinforced, 
and  finally  coated  with  colorl*  ss  negative  varnish.  From  this 
negative  a  positive  collodion  picture  is  taken,  which  is  in  the 
same  manner  developed,  reinforced,  and  6xed,  the  reinforce- 
ment with  pyrogallic  acid  being  continued  until  the  picture  is 
quite  perceptibly  raised.  After  careful  washing,  pour  upon  the 
plate  quite  concentrated  chloride  of  mercury  solution,  which 
has  to  be  frequently  renewed,  until  the  picture,  at  first  deep 
black,  acquires  a  nearly  white  color,  and  the  lines  are  percept- 
ibly strengthened.  Now  wash  with  distilled  water,  next  with 
dilute  potassium  iodide  solution,  and  finally  with  ammoniacal 
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water,  whereby  the  picture  acquires  first  a  greenish,  then  a 
brown,  and  finally  a  violet-brown  color.  After  draining,  the 
plate  may  progressively  be  treated  with  solutions  of  platinum 
chloride,  gold  chloride,  green  vitriol,  and  pyrogallic  acid,  the 
latter  exerting  a  solidifying  effect  upon  the  pulverulent  metallic 
deposits.  The  metallic  relief  is  now  ready ;  the  layer  is  slowly 
dried  over  alcohol,  and  the  plate,  when  nearly  cold,  quickly 
coated  with  a  thin  rosin  varnish,  which,  after  momentary  dry- 
ing, remains  sufficiently  sticky  to  retain  a  thin  layer  of  black 
lead,  which  is  applied  witli  a  tuft  of  cotton.  The  edge  of  the 
plate  is  finally  surrounded  with  wax,  and,  after  being  wired,  the 
plate  is  brought  into  the  galvanoplastic  copper  bath  to  be  re- 
produced. 

Galvanoplastic  reproductio7i  of  busts,  vases,  etc. — Vox  this  pur- 
pose an  entirely  different  process  oi  preparing  the  moulds  than 
that  described  for  electrotyping  is  required,  the  material  for 
moulding  depending  on  the  nature  of  the  original.  Besides 
gutta-percha  and  wax,  readily  fusible  metals,  plaster  of  Paris, 
and  glue  will  have  to  be  considered.  If  the  original  bears  heat- 
ing to  about  230**  F.,  a  copy  in  one  of  the  readily  fusible  alloys 
given  later  on  may  be  made ;  if  it  will  stand  heat  and  pressure, 
it  is  best  to  mould  in  gutta-percha;  but  if  neither  heat  nor 
pressure  can  be  applied,  the  moulds  will  have  to  be  executed 
in  plaster  of  Paris  or  in  glue.  The  manner  of  moulding  and 
the  material  to  be  chosen  furthermore  depend  on  whether 
surfaces  in  high  relief  or  round  plastic  bodies  are  to  be  copied, 
whether  projecting  portions  arc  undercut,  and  whether  the 
mould  can  be  directly  detached,  or,  if  this  is  not  the  case, 
whether  the  original  has  to  be  dissected  and  moulded  in  sepa- 
rate parts. 

Regarding  the  practice  of  mouitlini;.  the  reader  is  referred  to 
Special  works  on  that  subject;  only  the  main  points  for  the 
most  frequently  occurring  reproductions  will  here  be  given. 

Surfaces  in  relief  and  not  undercut  are  readily  moulded  in  an 
elastic  mass  such  as  gutta-percha  or  wax ;  however,  undercut 
reliefs  and  especially  round  plastic  objects  mostly  require  a 
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plaster-of- Paris  mould  and  arc  gcnerall>  dissected;  the  dis- 
section being  of  course  not  carried  further  than  absolutely 
necessary,  because  the  separate  parts  must  be  united  by  a 
soldering  seam  which  requires  careful  work,  and  the  seam 
itself  must  be  worked  over  and  made  invisible.  Hence  the 
section  should  as  much  as  possible  be  made  through  smooth 
surfaces,  edges,  etc.,  where  the  subsequent  union  by  a  solder- 
ing seam  will  prove  least  troublesome,  while  cutting  through 
ornaments  or  through  portions,  the  accurate  reproduction  of 
which  is  of  the  utmost  importance,  should  be  avoided.  Heads 
and  busts  are  always  executed  in  a  core  mould  and  in  portions 
unless  the  entire  figure  is  to  be  deposited  in  one  piece  in  a 
closed  mould.  The  section  is  made  cither  through  the  centre 
line  of  the  head  through  the  nose,  which,  however,  makes  the 
subsequent  union  very  troublesome,  if  the  copy  is  to  be  an 
exact  reproduction  of  the  original,  or  the  mould  is  divided 
from  ear  to  ear,  which  has  the  disadvantage  that  the  deepest 
part  of  the  mould  corresponding  to  the  nose  receives  the 
thinnest  deposit.  It  has,  therefore,  been  proposed  to  make 
two  cuts  so  that  three  portions  are  formed ;  one  cut  from  one 
ear  at  the  commencement  of  the  growth  of  hair  to  the  other 
ear;  and  the  second  cut  from  one  ear  in  a  downward  direction 
below  the  lower  jaw  in  the  joint  of  the  head  and  neck,  through 
this  joint  below  the  chin,  and  then  upwards  to  the  other  ear, 
and  in  front  of  it  to  where  the  hair  begins.  In  bearded  male 
heads  the  cut  follows  the  contour  of  the  beard  and  not  the 
joint  on  the  neck  behind  the  beard. 

To  mould  round  articles  in  gutta-percha,  the  softened  gutta- 
percha is  kne.uied  with  wet  liands  u{)oii  the  oiled  original,  or, 
in  order  to  avoid  some  portions  receiving  a  stronger  pres- 
sure than  others,  and  to  insure  a  layer  of  gutta-percha  of  uni- 
form thickness  upon  all  portions,  the  moulding  may  also  be 
executed  in  a  ring  or  frame  of  iron  or  zinc  under  a  press. 
For  the  rest,  all  that  has  been  said  in  regard  to  moulding  in 
gutta-percha  on  p.  367  is  also  applicable. 

The  following  metallic  alloys  have  been  proposed  for  the 
preparation  of  moulds : — 
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I.  Lead  2  parts,  tin  3,  bismuth  5  ;  fusible  at  212°  F. 
II.  Lead  5,  tin  3,  bismuth  8;  fusible  at  1^$^  F. 

III.  Lead  2,  tin  2,  bismuth  5,  mercury  i  ;  fusible  at  158°  F. 

IV.  Lead  5,  tin  3,  bismuth  5,  mercur}'  2 ;  fusible  at  127.5° 
The  advantage  of  metallic  moulds  consists  in  the  metal 

being  a  good  conductor  of  electricity,  in  consequence  of  which 
heavy  deposits  of  greater  uniformity  can  be  produced  than 
with  non-metallic  moulds  which  have  been  made  conductive 
by  black  lead.  Nevertheless,  they  are  but  seldom  employed, 
on  account  of  the  crystalline  structure  of  the  alloys  and  the 
diiiicttlty  of  avoiding  the  presence  of  air  bubbles.  Bottger 
claims  that  a  mixture  of  lead  8  parts,  tin  3,  and  bismuth  8, 
which  ,  is  fusible  at  227^  P.,  shows  a  less  coarse-grained 
structure. 

Fusible  alloys  containing  mercury  should  not  be  used  for 
taking  casts  of  metallic  objects — iron  excepted — as  these  will 
amalgamate  with  the  mercury  and  be  injured.  Moreover, 
copper  deposits  obtained  upon  such  alloys  are  very  brittle, 
which  is  due  to  the  combination  of  the  mercury  with  the  de- 
posited copper. 

For  moulding  with  metallic  alloys  place  the  oiled  object  at 
the  bottom  of  a  flat  vessel  and  pour  the  liquid  metal  upon  it; 
or  pour  the  liquid  metal  into  a  box,  remove  the  layer  of  oxide 
with  a  piece  of  stout  paper,  and  when  the  metal  is  just  begin- 
ning to  congeal  firmly  press  the  object  in  it. 

Piaster  of  Paris  is  used  for  making  casts  of  portions  from 
originals  which  are  so  strongly  undercut  that  a  mould  consist- 
ing of  one  piece  could  not  be  well  detached  from  them.  For 
taking  -casts  from  metallic  coins  and  medab  or  from  small 
plaster  reliefs,  tt  is  a  very  convenient  material.  The  mode  of 
procedure  is  as  follows:  After  the  original  model,  say  a  medal, 
has  been  thoroughly  soaped  or  black-leaded,  wrap  round  the 
rim  a  piece  of  sufficiently  stout  paper  or  thin  lead  foil,  and 
bind  it  in  such  a  manner  by  means  of  sealing  wax  that  the 
face  of  the  medal  is  at  the  bottom  of  the  receptacle  thus 
formed.    Then  place  the  whole  to  a  certain  depth  in  a  layer 
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of  fine  sand,  which  prevents  the  escape  of  the  semi-fluid  plaster 
of  I'aris  between  the  rim  of  the  medal  and  tlie  paper.  Now 
mix  plaster  of  Paris  with  w-ater  to  a  thin  paste,  take  up  a  small 
quantity  of  this  paste  with  a  pencil  or  brush  and  spread  it  in  a 
thin  film  carefully  and  smoothly  over  the  face  of  the  medal, 
then  pour  on  the  remainder  of  the  paste  up  to  a  proper  height 
and  allow  it  to  set.  After  a  few  minutes  the  plaster  heats  and 
solidifies.  Then  remove  the  surrounding  paper,  scrape  ofT 
with  a  knife  what  has  run  between  the  paper  and  the  rim  of 
the  medal  p  and  carefully  separate  the  plaster  cast  from  the 
model.  If  instead  of  applying  the  first  layer  with  a  brush,  the 
whole  of  the  plaster  were  run  at  once  into  the  receptacle,  there 
would  be  great  risk  of  imprisoning  air  bubbles  between  the 
model  and  the  mould,  which  would  consequently  be  worthless. 
The  mould  is  finally  made  impervious  and  conductive  accord- 
ing to  one  of  the  methods  to  be  described  later  on. 

The  moulding  in  plaster  of  Paris  in  portions,  when  casts  from 
large  plastic  objects  with  undercut  surfaces  and  reliefs  are  to  be 
taken,  is  troublesome  work,  because  each  separate  mould  must 
not  only  be  so  that  it  can  be  readily  separated  without  injury 
to  the  original,  but  must  also  fit  closely  to  its  neighbors. 
Hence  thought  and  judgment  are  required  to  see  of  which  parts 
separate  moulds  are  to  be  made,  or,  in  other  words,  in  how 
many  parts  the  mould  is  to  be  made.  After  determining  on 
the  plan  of  the  work,  the  mode  of  procedure  is  as  follows:  Oil 
a  portion  of  the  object,  if  it  consists  of  metal,  or  soap  it,  if  of 
plaster  of  Paris,  marble,  wood.  etc..  and  apply  by  means  of  a 
brush  a  thinly-fluid  paste  of  plaster  of  Paris,  taking  care  that 
no  air  bubbles  are  formed  by  the  strokes  of  the  brush.  When 
this  thin  coat  is  hard,  continue  the  application  of  plaster  of 
Paris  with  a  horn  spatula  until  the  coat  has  acquired  a  thick- 
ness of  ^  to  I  inch,  and  allow  it  to  harden.  Then  separate  the 
mould,  and  after  cutting  or  sawing  the  edges  square  and 
smooth,  replace  it  upon  the  portion  of  the  original  model  cor- 
responding to  it.  Now  oil  or  soap  the  neighboring  portions  of 
the  model,  and  at  the  same  time  the  smooth  edges  of  the  first 
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mould  which  come  in  contact  with  the  mould  now  to  be  made, 
and  then  proceed  to  make  the  secor^d  mould  in  precisely  the 
same  manner  as  the  first.  When  the  second  mould  is  hard, 
trim  the  cdj^^cs  and  replace  it  upon  the  model ;  the  same  pro- 
cess bein^  continued  until  the  entire  orif^inal  model  is  repro- 
duced in  moulds  fitting  well  together.  To  prevent  the  finished 
moulds  from  falling  of(,  and  to  retain  them  in  a  firm  position 
upon  the  original  model,  they  are  tied  with  lead  wire  or  secured 
with  catches  of  brass  wire  or  sheet.  When  the  moulds  of  the 
larger  portion  of  the  model,  for  instance,  one-half  of  a  statue, 
are  finished,  the  so-called  case  or  shell  is  made,  i.  e.,  the  backs 
of  all  the  moulds  are  coated  with  a  layer  of  plaster  of  Paris 
which  holds  them  together.  This  case  is  best  made  not  too 
thin  in  order  to  attain  a  better  resisting  power. 

The  entire  model  having  been  cast  in  the  manner  above 
described,  and  the  moulds  provided  with  the  case,  the  whole  is 
completely  dried  in  an  oven. 

The  next  operation  is  to  make  the  plaster  of  Paris  impervious 
to  fluids,  as  otherwise  by  the  moulds  absorbing  the  acid  copper 
bath,  copper  would  be  deposited  in  the  pores  of  the  plaster  and 
the  moulds  be  spoiled,  while  the  copy  would  turn  out  rough 
instead  of  having  the  smo.)th  exterior  of  the  model.  To  render 
plaster  of  Paris  and  other  j)orous  substances  impervious,  they 
are  saturated  with  wax  or  stcarine  or  covered  with  a  coat  of 
varnish,  the  latter  process  being  generally  employed  for  large 
moulds.  Apply  a  coat  of  thick  linseed  oil  varnish  to  the  face 
of  the  mould,  and,  after  drying,  repeat  the  process  until  the 
mould  is  thought  to  be  sufhciently  impervious.  Rendering  the 
mould  impervious  with  wax  or  stearine  is  a  better  and  more 
complete  method.  For  this  purpose  cut  a  groove  in  the  rim 
of  the  mould,  place  in  the  groove  a  brass  wire  and  twist  the 
ends,  which  must  be  long  enough  to  hold  the  mould  by.  The 
mould,  having  been  previously  dried,  is  then  dipped  into  a  bath 
of  wax  or  stearine  kept  at  a  temperature  of  from  i8o^  to  212^ 
F.,  and  a  number  of  air  bubbles  will  escape  from  the  mould  to 
the  surface.    When  the  production  of  air  bubbles  is  consider- 
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ably  diminished,  remove  the  mould  from  the  bath,  and  lay  it 
face  up  in  a  drying  oven,  whereby  the  melting  wax  in  conse- 
quence of  its  gravity  oozes  down,  and  the  face  of  the  mould  is 
freed  from  an  excess  of  wax. '  Whenever  possible,  submerging 
the  entire  mould  should  be  avoided  and  the  operation  be  con- 
ducted as  follows :  Place  the  heated  mould  in  a  vat  filled  with 
melted  wax  or  stcarine,  so  that  the  face  does  not  come  in  con- 
tact with  the  wax,  but  absorbs  wax  by  capillarity  from  the  back. 

The  moulds  thus  coated  with  varnish  or  saturatctl  svilli  wax 
are  now  made  conductive  with  black-lead,  the  operation  being 
the  same  as  that  mentioned  on  p.  372.  For  many  undercut  or 
deep  portions  biack-lcading  is,  however,  not  sufficient,  and  re- 
course must  be  had  to  making  the  moulds  conductive  or 
metallising  them     ike  wet  way, 

MetallitatUm  hy  the  wet  way, — ^This  method  consists  in  the 
deposition  of  certain  metallic  salts  upon  the  moulds  and  their 
reduction  to  metal  or  conversion  to  conductive  sulphur  combi- 
nation?. The  process  in  general  use  is  as  follows :  Apply  with 
a  brush  upon  the  mould  a  not  too  concentrated  solution  of 
nitrate  of  silver  in  a  mixture  of  equal  parts  of  distilled  water 
and  90  per  cent,  alcohol.  When  the  coat  is  dry  expt)se  it  in  a 
closed  box  to  an  atmosphere  of  sulphuretted  hjdro^^en;  the 
latter  converts  the  nitrate  of  silver  into  sulphide  of  silver,  which 
is  a  good  conductor  of  the  current.  For  the  production  of  the 
sulphuretted  hydrogen,  place  in  the  box,  which  contains  the 
mould  to  be  metallized,  a  porcelain  plate  or  dish  filled  with 
dilute  sulphuric  acid  (i  acid  to  8  water),  and  add  five  or  six 
pieces  of  iron  pyrites  the  size  of  a  hazel-nut.  The  develop- 
ment of  the  gas  begins  immediately,  and  the  box  should  be 
closed  with  a  well-fitting  cover  to  prevent  inhaling  the  poison- 
ous gas ;  if  possible,  the  work  should  be  done  in  the  open  air 
or  under  a  well  drawing  chimney.  The  formation  of  the  layer 
of  sulphide  of  silver  requires  but  a  few  minutes,  and  if  not 
many  moulds  have  to  be  successively  treated,  the  acid  is 
poured  off  from  the  iron  pyrites  and  clean  water  poured  upon 
the  latter  so  as  not  to  cause  useless  development  of  gas. 
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It  has  also  been  recommended  to  decompose  the  silver  salt 
by  vapors  of  phosphorus  and  to  convert  it  into  phosphide  of 
silver,  a  solution  of  phosphorus  in  bisulphide  of  carbon  being 
used  for  the  purpose.  The  laytr  oi  silver  salt  is  moistened 
with  the  solution  or  exposed  to  its  vapors.  This  method 
possesses,  however,  no  advantage  over  the  preceding,  because, 
on  the  one  hand,  the  phosphorous  solution  takes  fire  spontan- 
eously, and,  on  the  other,  the  odor  of  the  bisulphide  of  carbon 
is  still  more  ofTensive  than  that  of  sulphuretted  hydrogen. 

A  somewhat  modified  method  is  given  by  Parkcs  as  follows : 
Three  solutions,  A,  B,  C,  are  required.  Solution  A  is  prepared 
by  dissolvinj^  0,5  part  of  caoutchouc  cut  up  in  fine  pieces  in  10 
parts  of  bisulphide  of  carbon  and  adding  4  i)arts  of  melted  wax  ; 
stir  thoroujjjhly,  then  add  a  solution  of  5  parts  of  phosphorus  in 
60  of  bisulphide  of  carbon  together  with  5  of  oil  of  turpentine 
and  4  of  pulverized  asphalt ;  then  thoroughly  shake  this  mix- 
ture, A.  Solution  B  consists  of  2  parts  by  weight  of  nitrate  of 
stiver  in  600  of  water ;  and  solution  C  of  10  parts  of  chloride 
of  gold  in  600  of  water.  The  mould  to  be  metalized  is  first 
provided  with  wires  and  then  brushed  over  with,  or  immersed 
in,  solution  A,  and  after  draining  ofT,  dried.  The  dry  mould  is 
then  poured  over  with  the  silver  solution  (B)  and  suspended 
free  for  a  few  minutes  until  the  surface  shows  a  dark  lustre.  It 
is  then  rinsed  in  water  and  treated  in  the  same  manner  with  the 
chloride  of  gold  solution  (C).  whereby  it  acquires  a  yellowish 
tone,  when,  after  drying,  it  is  sufficiently  prepared  for  the  re- 
ception of  the  deposit.  Care  must  be  taken  in  preparing  solu- 
tion A,  as  the  bisulphide  of  carbon  containing  phosphorus 
readily  takes  fire. 

Another  method  is  as  follows :  Dissolve  5  parts  by  weight  of 
wax  in  5  of  warm  oil  of  turpentine,  and  add  to  the  solution  a 
mixture  of  5  parts  by  weight  of  phosphorus,  I  of  gutta-percha, 
5  of  asphalt  in  120  of  bisulphide  of  carbon.  When  both  are 
thoroughly  mixed,  add  to  the  whole  a  solution  of  4  parts  by 
weight  of  gun  cotton  in  60  of  alcohol  and  60  of  ether,  anil  after 
thoroughly  shaking  allow  to  settle.    The  next  day  pour  off  the 


GALVANOPLASTY  (REPRODUCTION).  395 


clear  solution  from  the  sediment,  when  the  solution  can  at  once 
be  used.  It  is'  especially  well  adapted  for  coppering  parts  of 
plants,  leaves,  flowers,  etc. 

Another  method  of  metallisation  is  as  follows  :  Immerse  the 
leaves,  etc.,  in  iodized  collodion  composed  of  40  per  cent, 
alcohol  40  cubic  centimeters,  ether  60  cubic  centimeters,  potas- 
sium iodide  i  gramme,  gun  cotton  i  gramme. 

Allow  the  leaves,  etc.,  to  dry  so  that  a  firmly  adhering  layer 
is  formed.  Then  immerse  them  in  a  solution  of  10  parts  by 
weight  of  nitrate  of  silver  in  100  of  water,  whereby  a  layer  of 
iodide  of  silver  is  formed.  Ncnv  e\j)()sc  the  article  thus  treated 
for  some  time  to  the  light,  and  then  immerse  it  in  the  reduc- 
ing fluid  consisting  of  water  500  parts  by  weight,  green  vitriol 
25,  and  acetic  acid  of  1.04,  specific  gravity  25.  The  reduction 
of  silver  now  progresses  rapidly  and  the  articles  are  ready  for 
coppering.  In  employing  this  process  it  must  not  be  forgotten 
that  the  layer  of  collodion  will  not  stand  rough  usage  and, 
hence,  injury  to  it  by  touching  with  the  hands  and  careless 
placing  of  the  conducting  wire  have  to  be  avoided.  By 
operating  with  due  care,  the  results  are  very  satisfactory  and 
sure.  Instead  of  the  iodized  collodion,  a  mixture  of  equal 
parts  of  white  of  egg  and  saturatctl  solution  of  common  salt 
may  be  used,  the  remainder  of  the  process  being  the  same  as 
above  described. 

Metallization  by  metallic  powders. — In  some  cases  metalliza- 
tion by  metallic  powders  is  to  be  preferred  to  black> leading  or 
metallizing  by  the  wet  way.  Metallic  or  bronze  powders  are 
metals  in  a  state  of  exceedingly  fine  powder  of  which,  for 
galvanoplastic  purposes,  pure  copper  and  brass  powders  only 
are  of  interest.  Since  such  metallic  powders  adhere  badly  to 
waxed  surfaces,  the  mould  must  be  provided  with  a  well-drying 
coat  of  lacquer,  upon  which,  before  it  is  completely  dry,  the 
powder  is  scattered  or  sifted.  When  the  lacquer  is  hard  a 
smooth  surface  is  produced  by  going  over  the  mould  with  a 
soft  brush  dipped  in  the  metallic  powder,  an  excess  being  re- 
moved by  a  thin  jet  of  water. 
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Lcnoit^s  process — Galvanoplasiic  method  for  originals  in  high 
relief. — Lenoir's  method  for  reproducing  statues  in  a  manner 
approaches  in  principle  to  that  of  the  foundry.  He  begins  by 
making  with  gutta-percha  a  mould  in  several  pieces,  which  are 
united  together  so  as  to  form  a  perfect  hollow  mould  of  the 
original.  This  having  been  done,  cover  all  the  parts  carefully 
with  black-lead.  Make  a  skeleton  with  platinum  wire,  follow- 
ing the  general  outline  of  the  model,  but  smaller  than  the 
mould,  since  it  must  be  suspended  in  it  without  any  point  of 
contact.  If  the  skeleton  thus  prepared  is  enclosed  in  the 
metallized  gutta-percha  mould,  and  the  whole  immersed  in  the 
galvanoplastic  bath,  it  will  be  sufficient  to  connect  the  inner 
surface  of  the  mould  with  the  negative  pole  of  the  battery,  and 
the  skeleton  of  platinum  wires  (which  should  have  no  points 
of  contact  with  the  metallized  surface  of  the  mould)  with  the 
positive  pole,  in  order  to  decompose  the  solution  of  sulphate 
of  copper  which  (ills  the  mould.  When  the  metallic  deposit 
has  reached  the  proper  thickness,  the  gutta>percha  mould  is 
removed  by  any  convenient  process,  and  a  faithful  copy  of  the 
original  will  be  reproduced.  Lead  wires  may  be  substituted 
for  the  e-xpensive  platinum  wires.  This  method  requires  a 
knowledge  of  the  moulder's  art,  so  that  good  results  can  only 
be  obtained  by  an  experienced  hand. 

Gelatine  moulds. — Under  certain  conditions  the  elasticity  of 
gelatine  allows  of  the  possibility  of  its  removal  from  undercut 
or  highly-wrought  portions  of  the  model,  when  it  reassumes 
the  shape  and  position  it  had  before  removal  therefrom.  But 
gelatine  requires  that  the  deposit  shall  be  made  rapidly,  other- 
wise it  will  swell  and  be  partially  dissolved  by  too  long  an  im- 
mersion in  the  copper  bath. 

To  make  a  good  gelatine  mould  proceed  as  follows :  Allow 
white  gelatine  (cabinet-maker's  glue)  to  swell  for  about  24 
hours  in  cold  water,  then  drain  off  the  water,  and  heat  the 
swollen  mass  in  a  water  bath  until  completely  dissolved. 
Compound  the  glue  solution  with  pure  glycerine  in  the  pro- 
portion of  5  to  10  cubic  centimetres  (0.24  to  0.3  cubic  inch) 


i^iyiu^cd  by  Google 


GALVANOPLASTY  (REPRODUCTION),  397 


of  glycerine  to  30  grammes  (1.05  ozs.)  of  gelatine,  which 
prevents  the  gelatine  from  shrinking  in  coolinj^.  When  some- 
what cooled  off,  apply  the  gelatine  to  the  oiled  original,  which 
must  be  surrounded  with  a  rim  of  plaster  of  Paris  or  wax,  to 
prevent  the  gelatine  from  running  off ;  when  cold  lift  the  gela- 
tine mould  from  the  model.  Before  metallizing  and  suspend- 
ing in  the  copper  bath,  the  mould  has  to  be  prepared  to  resist 
the  action  of  the  latter,  as  otherwise  it  would  at  once  swell  and 
be  partially  dissolved  before  being  covered  with  the  deposit. 
This  is  effected  by  placing  the  mould  in  a  highly  concentrated 
solution  of  tannin,  which  possesses  the  property  of  making 
gelatine  insoluble. 

Brandlcy  gives  the  followinj^  directions  for  pref)aring  gelatine 
solution  with  an  addition  of  tannin,  which  renders  the  moulds 
impervious  to  water:  Dissolve  20  parts  of  the  best  gelatine  in 
100  of  hot  water,  add  part  of  tannic  acid  and  the  same  quan- 
tity of  rock  candy,  then  mix  the  whole  thoroughly,  and  pour  it 
upon  the  model. 

The  same  end  is  reached  by  making  a  mould  with  gelatine 
alone,  then  pouring  an  aqueous  solution  of  10  per  cent,  of 
bichromate  of  potassium  upon  it,  and,  after  draining,  exposing 
the  mould  to  the  action  of  the  sun. 

Another  method  ss  as  fottews :  Beat  into  a  quart  of  distilled 
water  the  whites  of  two  eggs,  filter,  and  cover  with  this  liquid 
the  entire  surface  of  the  gelatine  mould.  After  drying,  operate 
with  the  solution  of  bichromate  of  potassium  as  in  the  preced- 
ing. By  the  solar  action  the  coating  impregnated  with  bichro- 
mate is  rendered  insoluble. 

The  mould  must  finally  be  metallized  and,  when  in  the  bath, 
submitted  to  a  strong  current  at  the  beginning.  When  the 
entire  surface  is  covered  with  the  copper  dej)osit,  and  when 
swelling  is  no  longer  to  be  feared,  a  weaker  current  may  be 
used. 

In  the  following  a  few  special  uses  of  galvanoplasty  will  be 
briefly  described:— 

Nature  printings  so  named  by  Mr.  v.  Auer,  Director  of  the 
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Imperial  Printing  Office  at  Vienna,  has  for  its  object  the  gal- 
vanoplasttc  reproduction  of  leaves  and  other  similar  bodies. 
The  leaf  is  placed  between  two  plates,  one  of  polished  steel,  the 
other  of  soft  lead,  and  is  then  passed  between  rollers,  which 
exert  a  considerable  pressure.  The  leaf  thus  imparts  an  exact 
impression  of  itself  and  of  all  its  veins  and  markings  to  the  lead, 
and  this  impression  may  be  electrotyped,  and  the  copper  plate 
produced  used  for  printing  in  the  ordinary  way.  Instead  of 
taking  the  impression  in  lead,  it  is  advisable  to  use  gutta-percha 
or  wax  for  delicate  objects,  which  should  previously  be  black- 
leaded  or  oiled.  In  the  same  manner  gaivanopiastic  copies  of 
laces,  etc.,  may  be  obtained. 

The  process  n^cd  by  IMiilipp  iov  coating  laces  and  //.sj//r^  with 
copper  and  then  silvering  or  gilding,  belongs  rather  to  electro- 
plating than  to  galvanoplasty.  The  tissue  is  saturated  with 
melted  wax,  and  after  removing  the  excess  with  blotting  paper 
it  is  made  conductive  by  black-leading  with  a  brush.  It  is 
however  preferable  to  metallize  such  delicate  objects  by  the  wet 
way,  Parke's  method  being  especially  suitable  for  the  purpose, 
and  also  a  treatment  with  weak  solution  of  nitrate  of  silver  and 
pyrogallic  acid  frequently  alternated. 

Corvin*s  niello, — Corvin  has  invented  a  process  of  producing 
inlaid  work  by  galvanoplast>*,  which  has  been  patented,  and  is 
the  exclusive  property  of  J.  P.  Kayser  &  Son,  of  Crefeld. 
The  process  is  as  follows:  A  matrice  of  metal  whose  surface  is 
finely  polished  is  first  made.  This  matrice  may  be  used  for  the 
production  of  numerous  duplicates  of  the  same  kind  of  object. 
The  incrustations  (mother-of-pearl,  i^Hass,  ivory,  amber,  etc.) 
are  then  shajK-d  by  means  of  a  saw,  files,  and  other  tools  to  the 
form  corresponding  to  that  which  they  are  to  occup\'  in  the 
design.  The  side  of  the  incrustation  which  is  laid  ujjon  the 
matrice  is,  as  a  rule,  smooth.  The  shaped  incrustations,  smooth 
side  down,  are  pasted  on  to  the  parts  of  the  model  they  are  to 
occupy  in  the  design.  The  latter  being  thus  produced,  the 
backs  of  the  non-metallic  laminae  are  metallized,  and  the  por- 
tions of  the  metallic  plate  left  free  are  slightly  oiled.    By  now 
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placing  the  tnatrice  thus  prepared  in  the  galvanoplastic  bath, 
the  copper  is  deposited  not  only  upon  the  metallic  matrice,  but 
also  upon  the  back  of  the  inlaid  pieces,  the  latter  being  firmly 
inclosed  by  the  deposited  metal.  When  the  deposited  metal 
has  acquired  the  desired  thickness  it  is  detached  from'  the 
matrice,  and  incrustations  with  the  right  side  polished  are  thus 
obtained.  The  lamin?e  are  more  accurately  and  evenly  laid  in 
than  would  be  possible  by  the  most  skilled  hand-work, 

Grassfs,  Itarcs,  Jion'crs,  i/c,  may  be  co.itcd  with  copper  and 
then  silvered,  gilded,  or  platinized,  b\'  first  drying  them,  and, 
after  giving  them  a  certain  elasticity  b\-  placing  in  glycerine, 
metallizing  them  b)-  I'arkes's  or  some  otiier  method. 

Plates  for  the  prodnctioti  of  imitations  of  Ivatlicr  are  now  fre- 
quently prepared.  The  demand  for  alligator  and  similar 
leathers  is  at  the  present  time  greater  than  the  supply,  and, 
therefore,  imitations  are  made  by  pressing  ox-lcathcr,  the  plate 
being  prepared  by  galvanoplasty,  as  follows :  A  large  piece  of 
the  natural  skin  or  leather  is  made  impervious  to  the  bath  by 
repeated  coatings  with  lacquer,  and,  when  completely  dry, 
secured  with  asphalt  lacquer  to  a  copper  or  brass  plate.  The 
leather  is  then  black-leaded  and,  after  being  made  conductive 
by  copper  wire  or  small  lead  plates,  brought  into  the  copper 
bath.  When  the  copper  deposit  has  acquired  the  desired 
thickness,  the  plate  is  further  strengthened  by  backing  with 
stereotype  metal. 

To  coat  wood,  itc,  ivitli  a  ^^alvaiioplastic  deposit  of  copper. — 
The  absolutely  dry  objects  are  first  immersed  in  melted  wax, 
paraflRne,  or  cercsine,  and  when  thoroughly  imj)regnated  taken 
out  and.  after  draining  off,  allowed  to  cool.  As  the  impregnat- 
ing material  contracts  in  cooling,  the  surface  of  the  object  is 
thereby  freed  from  an  excess  of  it.  I'or  this  reason  the  ma- 
terial used  for  impregnating  should  not  be  made  hotter  than 
absolutely  necessary,  because  the  hotter  it  is  the  stronger  the 
contraction  or  shrinkage.  However,  as  by  this  contraction  the 
edges  and  portions  of  the  surface  may  become  denuded  of  im- 
pregnating material,  and  thus  be  liable  to  be  attacked  by  the 
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acid  copper  bath,  it  is  advisable  to  coat  the  objects,  after  cool- 
ing, with  an  acid-resisting  gutta-percha  lacquer  prepared  by 
dissolving  5  to  10  parts,  by  weight,  of  gutta-percha  cuttings  in 
a  mixture  of  50  parts  each  of  benzine  and  chloroform.  Keep 

the  solution  in  a  wide-mouthed  glass  bottle  provided  with  a 
well-fitting  cork,  and  apply  it  with  a  brush.  The  sokilion 
being  very  inflammable,  it  should  not  be  used  near  an  open 
flame. 

Wooden  handles  of  surgical  instrumentSt  etc.,  may  be  pro- 
tected from  the  attacks  of  the  acid  copper  bath  by  coating 
them  with  a  solution  of  wax  or  parafhne  in  ether,  the  latter 
after  evaporating  leaving  a  thin  layer  of  wax  upon  the  object. 

The  articles  thus  prepared  are  black- leaded  or  metallized  by 
Parkes's  or  one  of  the  methods  previously  given,  and  brought 
into  the  copper  bath. 

The  mercury  vessels  of  thermometers  iot  vacuum  and  distilling 
apparatus  are  surrounded  by  a  thick  copper  deposit  to  protect 
them  from  injury  by  mechanical  force.  The  metallization  of 
^lasSy  porcelain,  clay,  terra- cotta,  etc.^  is  effected  in  the  same 
manner  as  above  described. 

Galvanoplastic  operations  in  iron, — Under  "  Deposition  of 
iron,"  page  341,  the  galvanoplastic  production  of  heavy  de- 
posits of  iron  has  already  been  referred  to,  it  being  there,  also, 
mentioned  that  according  to  the  researches  of  various  authors 
a  neutral  solution  of  i  %  ozs.  of  ammonio- ferrous  sulphate  in  i 
quart  of  water  is  best  adapted  for  the  purpose,  whilst  Klein 
recommends  a  solution  of  equal  parts  of  ferrous  sulphate  and 
sulphate  of  magnesia.  To  obtain  any  way  successfully  an  iron 
electrotyi^c  from  an  original,  for  instance,  from  a  copper  plate, 
which  should  jireviously  be  oiled  and  then  coated  by  means  of 
sulphuretted  hydrogen  with  a  thin  layer  of  sulphide  of  silver, 
the  followin<4  conditions  have  to  be  fulfilled  :  The  bath  must 
be  kept  absolutely  neutral  according  to  one  of  the  methods 
given  on  page  342,  under  formula:  III.  and  IV.  Further,  the 
current-strength  must  be  so  regulated  that  absolutely  no  evolu- 
tion of  gas  on  the  object  is  perceptible,  and  the  distance  of  the 
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anodes  from  the  objects,  which  in  the  beginning  of  the  opera' 
tion  may  be  i  ^4  inches,  must,  according  to  Stammer,  be  grad- 
ually decreased  to  0.19  inch.  Furthermore,  in  the  beginning 
of  the  operation  the  plates  must  at  least  every  half  hour  be 
taken  from  the  bath  and  rinsed  off  with  a  strong  jet  of  water  to 
remove  adhering  bubbles,  the  same  object  being  attained  by 
others  by  brushing  the  plates  over  with  a  feather.  While  out 
of  the  bath  the  plates  must  not  be  allowed  to  dry,  as  the  fresh 
layers  would  not  adhere  to  the  places  which  have  become  dry. 
Now,  even  by  strictly  fulfilling  the  above* mentioned  conditions, 
a  fajltlcss  electrotype  will  be  obtainec^  only  in  one  case  out  of 
nvc,  this  fact  bein<^  mentioned  in  order  to  prevent  practical 
electro-platers  from  wasting  time  and  labor  upon  this  process, 
which  has  not  yet  been  sufficiently  investigated  and  worked 
out.  However,  the  intcrestinj;  conditions  for  the  production  of 
heavy  iron  deposits  present  a  field  of  research  and  observation 
to  those  who  need  not 'follow  galvanoplasty  for  a  living.  In 
making  such  researches  it  should  be  especially  observed 
whether  useful  heavy  deposits  can  be  obtained  from  irwt  baiks 
in  motum, 

GalvanoplasHc  operations  in  nickel, — ^Though  by  the  electro- 
deposition  of  nickel,  electrotypes  are  rendered  fit  for  printing 
with  metallic  colors,  which  attack  copper,  and  their  power  of 
resisting  wear  is  increased,  the  latter  advantage  can  to  the  full- 
est extent  be  obtained  only  by  a  thick  deposit.  However,  this 
always  alters  the  design  somewhat,  especially  the  fine  hatchings, 
this  being  the  reason  why  in  electro-nickeling  electrotypes  a 
deposit  of  medium  thickness  is.  as  a  rule,  not  exceeded.  If  a 
hard  nickel  surface  is  desired,  without  injury  to  the  fine  lines  uf 
the  (lesion,  the  layer  of  nickel  has  to  be  reproduced  b\'  t;alvano- 
plast) ,  and  the  deposit  of  nickel  strengthened  in  the  copper 
bath. 

But  upon  black-leaded  <^ulta-pcrcha  or  wax  moulds  a  nickel 
deposit  can  only  be  obtained  in  fresh  baths  ;  the  deposit,  how- 
ever, is  faultless  only  in  rare  cases,  it  generally  showing  holes 
in  the  depressions.    Hence  the  object^has  to  be  attained  in  a 
26 
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round-about  way»  the  mode  of  procedure  being  as  follows: 
An  impression  of  the  original  is  taken  in  gutta-percha  or  wax, 
and  from  this  impression  a  positive  cliche  in  copper  is  made. 

The  latter  is  then  silvered,  the  silvering  iodized  as  previously 
described,  and  a  negative  in  copper  is  tlien  prepared  from  this 
positive.  The  negative  is  again  silvered,  iodized,  and  then 
brought  into  a  nickel  bath  where  it  receives  a  deposit  of  the 
thickness  of  stout  writing-paper  ;  it  is  then  rinsed  in  water,  and 
the  deposit  immediately  strengthened  in  the  acid  copier  bath  : 
for  the  rest  it  is  treated  like  ordinary  copper  deposits.  Nickel 
electrotypes  thus  made  are  almost  indestructible. 

Galvamplasiic  operaHans  in  silver  and  gold, — ^The  prepara- 
tion of  reproductions  in  silver  and  gold  also  presents  many 
difficulties.  While  copper  is  separable  in  a  compact  state 
from  its  sulphate  solution,  silver  and  gold  have  to  be  reduced 
from  their  double  salt  solutions — potassium  silver  cyanide  and 
potassium  auric  cyanide.  However*  these  alkaline  solutions 
attack  moulds  of  fatty  substances,  such  as  wax  and  stearinc, 
consequently  also  plaster-of- Paris  moulds  impregnated  with 
these  substances*  as  well  as  gutta-perclia  and  gelatine.  Hence» 
only  metallic  moulds  can  be  advantageously  used  except  the 
end  is  to  be  attained  in  a  roundabout  way ;  that  is,  by  first 
coating  the  mould  with  a  thin  film  of  copper,  strengthening 
this  in  the  silver  or  gold  bath  and  finally  dissolving  the  film  of 
copper  with  very  dilute  nitric  acid. 

The  double  salt  solutions  mentioned  above  require  a  well- 
conducting  surface  such  as  cannot  be  readily  prepared  by 
black-leading,  a  further  reason  why  metallic  moulds  are  to  be 
preferred.  The  simplest  way  for  the  galvanoplastic  ref)ro- 
duction  in  gold  or  silver  of  surfaces  not  in  high  relief  or  under- 
cut, is  to  cover  the  object  with  lead,  silver,  or  gold  foil,  and 
pressing  softened  gutta-percha  upon  it ;  the  foil  yields  to  the 
pressure  without  tearing  and  adheres  to  the  grutta-percha  so 
firmly  that  it  can  be  readily  separated  together  with  it.  Gal- 
vanoplastic reproductions  in  the  noble  metals  are  so  seldom 
made  in  practice  that  it  is  not  necessary  to  give  further  details. 
The  composition  of  the  baths  generally  used  is  as  follows : — 
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Both  for  galvanoplasHc  operations  with  silver, — ^Fine  silver 
(in  the  form  of  silver  cyanide  or  chloride  of  silver)  1%  ozs., 
98  per  cent,  potassium  cyanide  5  %  ozs.,  water  i  quart, 

Bath  for  galviDioplastic  operations  ivith  gold. — Fine  gold  (in 
the  form  of  neutral  chloride  of  gold)  1  oz.,  potassium  cyanide 
3)^  ozs.,  water  i  quart. 


CHAPTER  XV. 

COLORING,  PATINIZING.  OXIDIZING,  ETC.,  OF  METAUS. — 

LACi^UERlNG. 

Though,  strictly  speaking,  these  operations  do  not  form  a 
part  of  a  work  on  the  electro-deposition  of  metals,  they  re- 
quire to  be  mentioned,  since  the  operator  is  frequently  forced 
to  make  use  of  one  or  the  other  method  in  order  to  furnish 
basis- metals  or  electro-deposits  in  certain  shades  of  colors 
ordered. 

By  patina  is  understood  the  beautiful  green  color  antique 
statues  and  other  art-works  of  bronze  acquire  by  long  exposure 
to  the  action  of  the  oxygen,  carbonic  aeid,  and  moisture  of  the 
air,  whereby  a  thin  layer  of  copper  carbonate  is  formed  upon 
them.  It  has  been  sought  to  accelerate  by  chemical  means  the 
formation  of  the  patina  thus  slowly  produced  by  the  influence 
of  time,  and  the  term  patinising  has  been  applied  to  this  arti- 
ficial production  of  colors.  Without  drawing  a  strict  line  as  to 
which  processes  have  to  be  considered  as  coloring,  and  which 
as  patinizin;^,  the  must  approved  methods  for  changing  the 
color  of  the  metals  or  of  the  deposits  will  be  given.  . 

I.  Coloring  of  copper. — All  shades  from  the  pale-red  of  cop- 
per to  a  dark  chestnut- brown  can  be  obtained  by  superficial 
oxidation  of  the  copper.  For  small  objects  it  suffices  to  heat 
them  uniformly  over  an  alcohol  flame;  with  larger  objects  a 
more  uniform  result  is  obtained  by  heating  them  in  oxidizing 
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fluids  or  brushing  them  over  with  an  oxidizing  paste,  the  best 
results  being  obtained  with  a  paste  prepared,  according  to  the 
darker  or  lighter  shades  desired,  from  2  parts  of  ferric  oxide 

and  1  i)art  of  black-lead,  or  1  part  each  of  ferric  oxide  and 
hlack-ic.ul,  with  alcohol  or  water.  Apply  tlic  paste  as  uni- 
formly as  possible  with  a  brush  and  place  the  object  in  a  uami 
place  (oven  or  drying  chamber).  The  daiker  the  color  is  to 
be  the  higher  the  temperature  must  be,  and  the  longer  it  must 
act  upon  the  object.  When  sufficiently  heated  the  dry  powder 
is  removed  by  brushing  with  a  soft  brush,  and  the  manipulation 
repeated  if  the  object  does  not  show  a  sufficiently  dark  tone. 
Finally  the  object  is  rubbed  with  a  soft  linen  rag  moistened 
with  alcohol,  or  brushed  with  a  soft  brush  and  a  few  drops  of 
alcohol  until  completely  dry,  and  then  with  a  brush  previously 
rubbed  upon  pure  wax.  The  more  or  less  dark  shade  pro- 
duced in  this  manner  is  very  warm  and  resists  the  action  of 
the  air. 

Hrozvti  color  upon  copper  is  obtained  by  applying  to  the 
thoroughly  cleansed  surface  of  the  object  a  paste  of  verdigris 
3  parts,  ferric  oxide  3,  sal  ammoniac  i,  and  sufficient  vinegar, 
and  heating  until  the  applied  mixture  turns  black;  the  object 
is  then  washed  and  dried.  By  the  addition  of  some  blue  vitriol 
the  color  may  be  darkened  to  chestnut-brown. 

A  brown  color  is  also  obtained  by  brushing  to  dryness  with  a 
hot  solution  of  i  part  of  potassium  nitrate,  i  of  common  salt, 
2  of  ammonium  chloride,  and  I  of  liquid  ammonia  in  95  of 
vinegar.  A  warmer  tone  is,  however,  produced  by  the  method 
introduced  in  the  Paris  Mint,  which  is  as  follows :  Powder  and 
mix  intimately  equal  parts  of  verdigris  and  sal  ammoniac. 
Take  a  heaping  tabh  spoonful  of  this  mixture  and  boil  it  with 
v\  iter  in. a  copper  kcllle  for  about  twenty  minutes  and  then 
pour  olT  the  clear  fluid.  To  give  copper  objects  a  br()nze-like 
color  w  ith  this  fluid,  pour  part  oi  it  into  a  copper  pan  ;  place 
the  objects  separately  in  it  upon  pieces  of  wood  or  glass,  so 
that  they  do  not  touch  each  other,  or  come  in  contact  with  the 
copper  pan»  and  then  boil  them  in  the  liquid  for  a  quarter  of 
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an  hour.  Then  take  the  objects  from  the  solution,  rub  them 
dry  with  a  linen  cloth,  and  brush  them  with  a  waxed  brush. 

A  rtd'brawH  color  on  copper  is  produced  in  China  by  the 
application  of  a  paste  of  verdigris  2  parts,  cinnabar  ^,  sal 
ammoniac  5,  and  alum.  5,  with  sufficient  vinegar,  heating  over 
a  coal  fire,  washing  and  repeating  the  process. 

According  to  Manduit,  copper  and  coppered  articles  may 
be  bronzed  by  brushing  with  a  mixture  of  castor  oil  20  parts, 
alcohol  80,  soft  soap  40,  and  water  40.  This  mixture  pro- 
duces tones  from  bronze  Harbedicnnc  to  antique  green  patina, 
according  to  the  duration  of  the  action.  After  24  iiours  the 
article  treated  shows  a  beautiful  bronze,  but  when  tlie  mix- 
ture is  allowed  to  act  for  a  greater  length  of  time  the  tt)ne 
is  changed  and  several  different  shades  of  great  beauty  arc 
obtained.  After  rinsing,  dry  in  hot  saw-dust  and  lacquer  with 
colorless  spirit  lacquer. 

Copper  is  colored  blue-black  by  dipping  the  object  in  a  hot 
solution  of  \\y^  drachms  of  liver  of  sulphur  in  I  quart  of 
water,  moving  it  constantly.  Blm-gray  shades  are  obtained 
with  more  dilute  solutions.  It  is  difficult  to  give  definite  di- 
rections as  to  the  length  of  time  the  solution  should  be  allowed 
to  act,  since  this  depends  on  its  temperature  and  concentra- 
tion. With  some  experience  the  correct  treatment,  however, 
will  soon  be  learned. 

The  so-called  cuivre  fume  is  produced  by  coloring  the 
copper  or  coppered  objects  blue-black  with  solution  of  liver  of 
sulphur,  then  rinsing,  and  finally  scratch-brushing  them, 
whereby  the  shade  becomes  somewhat  lighter.  From  raised 
portions  which  are  not  to  be  dark,  but  are  to  show  the  color  of 
copper,  the  coloration  is  removed  by  polishing  upon  a  felt 
wheel  or  bob. 

Black  color  upon  copper  is  produced  b\'  a  heated  pickle  of 
2  parts  of  arsenious  acid,  4  of  concentrated  muriatic  acid,  I  of 
sulphuric  acid  of  66°  Be.,  and  24  of  water. 

Dead-black  on  copper. — Brush  the  object  over  with  a  solution 
of  I  part  of  platinum  chloride  in  5  of  water,  or  dip  it  in  the 
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solution.  A  similar  result  4s  obtained  by  dipping  the  copper 
object  in  a  solution  of  nitrate  of  copper  or  of  manganese,  and 
drying  over  a  coal  fire.  These  manipulations  are  to  be  repeated 
until  the  formation  of  a  uniform  dead-black. 

The  following  solution  is  recommended  for  obtaining  a  deep 
black  color  on  copper  and  its  alloys:  Copper  nitrate  lOO  parts, 
water  lOO  parts.  The  copper  nitrate  is  dissolved  in  the  water, 
and  the  article,  if  large,  b  painted  with  it ;  if  small,  it  may  be 
immersed  in  the  solution.  It  is  then  heated  over  a  clear  coal 
fire  and  lightly  rubbed.  The  article  is  next  placed  in  or 
painted  with  a  solution  of  the  following  composition :  Potassium 
sulphide  lO  parts,  water  lOO,  hydrochloric  acid  5. 

More 'uniform  results,  however,  are  obtained  b>'  using  a 
solution  about  three  times  more  dilute  than  the  above,  viz. : 
Copper  nitrate  ioo  parts,  water  300.  Small  work  can  be  much 
more  conveniently  treated  by  immersion  in  the  solution,  and 
after  draining  off  or  shaking  off  the  excess  of  the  st)luti()n.  to 
heat  the  work  on  a  hot  plate  until  the  copper  salt  is  decom- 
posed into  the  black  copper  oxide.  It  would  be  difficult  to 
heat  large  articles  upon  a  hot  plate,  but  a  closed  muffle  furnace 
should  give  better  restdts  than  an  open  coal  fire.  In  any  case 
the  heating  process  should  not  be  continued  longer  than  neces- 
sar}'  to  produce  the  change  mentioned  above. 

ImiUUUm  of  genuine  patina, — Repeatedly  brush  the  objects 
with  solution  of  sal  ammoniac  in  vinegar;  the  action  of  the 
solution  being  accelerated  by  the  addition  of  verdigris.  A 
solution  of  9  drachms  of  sal  ammoniac  and  drachms  of 
potassium  binoxalate  in  i  quart  of  vinegar  acts  still  better. 
When  the  first  coating  is  dry,  wash  the  obfect,  and  repeat  the 
manipulations,  drying  and  washing  after  each  application,  until 
a  green  patina  is  formed.  It  is  best  to  bring  the  articles  after 
being  brushed  over  with  the  solution  into  a  hermeticall\-  closed 
box,  upon  the  bottom  of  which  a  few  shallow  dishes  containing 
very  dilute  sulphuric  or  acetic  acid  and  a  few  pieces  of  marble 
are  placed.  Carbonic  acid  being  thereby  ev<^lved  and  the  air 
in  the  box  being  kept  sufficiently  moist  by  the  evaporation  of 
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water,  the  conditions  required  for  the  formation  of  genuine 
patina  are  thus  fulfilled.  If  the  patina  is  to  show  a  more  bluish 
tone,  brush  the  object  with  a  solution  of  d,%  ozs.  of  ammonium 
carbonate  and  i  Yi  ozs.  of  sal  ammoniac  in  i  quart  of  water,  to 
which  a  small  quantity  of  gutn  tragacanth  may  be  added. 

To  produce  a  steel-gray  color  upon  copper  immerse  the  clean 
and  pickled  objects  in  a  heated  solution  of  chloride  of  antimony 
in  hydrochloric  acid.  By  using  a  strong  electric  current  the 
objects  may  aisp  be  coated  with  a  steel>gray  deposit  of  arsenic 
in  a  heated  arsenic  bath. 

For  coloring  copper  dark  steel'grayt  a  pickle  consisting  of  i 
quart  of  hydrochloric  acid,  0.125  quart  of  nitric  acid,  i}i  ozs. 
of  arsenious  acid,  and  a  like  quantity  of  iron  filings  is  recom- 
mended. 

Various  colors  upon  massive  copper, — First  draw  the  object 
through  a  pickle  composed  of  sulphuric  acid  60  parts,  hydro- 
chloric acid  24.5,  and  lampblack  15.5;  or  of  nitric  acid  lOO 
parts,  hydrochloric  acid  i^,  and  lampblack  Then  dissolve 
in  a  quart  of  water  4j/^  ozs.  of  sodium  hyposulphite,  and  in 
another  quart  of  water  drachms  of  blue  vitriol,  5^ 

drachms  of  crystallized  verdigris,  and  yl^  grains  of  sodium 
arsenate.  Mi.x  c(iual  volumes  of  the  two  solutions,  but  no 
more  than  is  actually  necessary  for  the  work  in  hand,  and  heat 
to  between  167^  and  [76°  F.  By  dipping  articles  of  copper, 
brass,  or  nickel  in  the  hot  solution  they  become  immediately 
colored  with  the  colors  mentioned  below,  one  color  passing 
within  a  few  seconds  into  the  other,  and  for  this  reason  the 
effect  must  be  constantly  controlled  by  frequently  taking  the 
objects  from  the  bath.  The  colors  successively  formed  are  as 
follows : 

( 'pan  cofpcr  :  Upon  brass  :  Upon  nickel  : 

Orange,  Goklen-Ncllow,  Yellow, 

Terra-cotta.  l.emon  color,  Blue, 

Red  (pale),  #    Orange,  Iridescent. 

Blood-red,  Terra-cotta, 
Iridescent.  Olive-green. 
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Some  of  these  colors  not  beinj^  very  durable,  have  to  be  pro- 
tected by  a  eoat  of  lacquer  or  parafFine.  It  is  further  necessar\' 
to  diUgcntiy  move  tiic  objects,  so  tliat  all  portions  accjiiire  the 
same  color.  The  bath  decomposes  rapidl\',  and  licncc  only 
sufficient  for  2  or  3  hours'  use  should  be  mixed  at  one  time. 

2.  Coloring  of  brass  and  bronzes. — Mo.st  of  the  directions 
l^en  for  coloring  copper  arc  also  available  for  brass  and 
bronzes,  especially  those  for  the  production  of  the  green  patina^ 
and  the  oxidized  tones  by  a  mueture  of  ferric  oxide  and  black- 
lead. 

Many  colorations  on  brass,  however,  are  effected  only  with 
difRculty,  and  are  partially  or  entirely  unsuccessful,  as,  for  in- 
stance, coloring  black  with  liver  of  sulphur.  As  a  pickle  for 
the  production  of  a 

Lustrous  black  on  brass,  the  following  solution  may  be  used : 
Dissolve  freshly  precipitated  carbonate  of  copper,  while  still 
moist,  in  strong  liquid  ammonia,  using  sufficient  of  the  copper 
salt  so  that  a  small  excess  remains  undissolved,  or,  in  other 
words,  that  the  ammotiia  is  saturated  with  copper.  I  he  car- 
bonate of  copper  is  prepared  by  mixinjj;  hot  solutions  of  equal 
parts  of  blue  vitriol  and  of  soda,  filtenng  off,  and  washing  the 
precipitate. 

Dilute  the  solution  of  the  copper  salt  in  ammonia  with  one- 
fourth  its  volume  of  water,  add  31  to  46  grains  of  black-lead, 
and  heat  to  between  05°  and  104  K.  Place  the  clean  and 
pickled  objects  in  this  pickle  for  a  few  minutes,  until  they 
show  a  full  black  shade,  then  rinse  in  water,  dip  in  hot  water 
and  dry  in  sawdust.  The  solution  soon  spoils,  and  hence  no 
more  than  required  for  immediate  use  should  be  prepared. 

Another  method  of  coloring  brass  black  has  been  given 
under  *'  Deposition  of  Arsenic,"  p.  546.  • 

Urquhart  states  that  clean  brass  and  copper  may  be  covered 
with  a  firmly  adherent  black  coating  by  placing  them  very 
near  to  the  flames  of  burning  straw.  ^  It  will  not  rub  ofT,  and 
may  be  polished  with  a  soft  cloth. 

SU'cI-graj'  OH  brass  is  obtained  by  the  use  of  a  mixture  of  i 
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lb.  of  strong  hydrochloric  acid  with  i  pint  of  water,  to  which 
are  added  5^  ozs.  of  iron  filings  and  a  like  quantity  oi  pul- 
verized antimonic  sulphide. 

Hydrochloric  acid  compounded  with  arseniotis  acid  is  also 
recommended  for  this  purpose.  The  mixture  is  brought  into 
a  lead  vessel,  and  the  objects  dipped  in  it  should  come  in 
contact  with  the  lead  of  the  vessel,  or  be  wrapped  around  with 
a  strip  of  lead. 

A  gray  color  with  a  biuisk  tint  upon  brass  is  produced  with 
solution  of  antimonious  chloride  (butter  of  antimony),  while  a 
pure  steel-gray  color  is  obtained  with  a  hot  solution  of  arsenious 
chloride  with  a  little  water. 

A  pale  gold  color  on  brass  is  obtained  in  the  following  bath : 
Dissolve  in  90  parts  by  weight  of  water,  3.6  parts  by  weight  of 
caustic  soda  and  the  same  quantity  of  milk  sugar.  Boil  the 
solution  J4  hour.  Then  add  a  solution  of  copper  vitriol  3.6 
parts  by  weight  in  lu  of  hot  water  and  use  the  bath  at  a  tem- 
perature of  176"  F. 

Stmzu  color,  to  brown,  fhrout^h  golden  yellow,  and  tombac 
color  on  brass  may  be  obtained  w  ith  solution  of  carbonate  of 
copper  in  caustic  soda  lye.  Dissolve  5,^5  ozs.  of  caustic  soda 
in  I  quart  of  water,  and  add  i  ^  ozs.  of  carbonate  of  copper. 
By  using  the  solution  cold,  a  dark  golden-yellow  is  first  formed, 
which  finally  passes  through  peUe  hrowu  into  dark  brown  with  a 
green  lustre;  with  the  hot  solution  the  coloration  is  more 
rapidly  effected. 

A  color  resembling  gold  or  brass  is,  according  to  Dr.  Kayser, 
obtained  as  follows:  Dissolve  8^  drachms  of  sodium  hypo- 
sulphite in  17  drachms  of  water,  and  add  5.64  drachms  of 
solution  of  antimonious  chloride.  Heat  the  mixture  to  boiling 
for  some  time,  then  filter  off  the  red  precipitate  formed,  and 
after  washing  it  several  times  upon  the  filter  with  vinegar,  sus- 
pend it  in  2  or  3  quarts  of  hot  water;  then  heat  and  add  con- 
centrated soda  lye  until  solution  is  complete.  In  this  hot 
solution  dip  the  clean  and  pickled  brass  objects,  removing  them 
frequently  to  see  whether  they  have  acquired  the  desired  colo- 
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ration.  The  articles  become  gray  by  re«iaining  too  long  in  the 
bath. 

Brown  color,  called  bronsc  BdrbidUnnt^  on  brass. — ^This  beau- 
tiful color  may  be  produced  as  follows :  Dissolve  by  vigorous 
shaking  in  a  bottle,  freshly  prepared  arsenious  sulphide  in  spirit 
of  sal  ammoniac,  and  compound  the  solution  with  antimonious 
sulphide  until  a  slight  permanent  turbidity  shows  itself,  and  the 
fluid  has  acquired  a  deep  yellow  color.  Heat  the  solution  to 
95  ^  F,,  and  suspend  the  brass  objects  in  it.  They  become  at 
first  golden-yellow  and  then  brown,  but  as  they  come  from  the 
bath  with  a  dark  dirty  tone,  they  have  to  be  several  times 
scratch-brushed  to  bring  out  the  color.  If,  after  using  it  several 
times,  the  solution  fails  to  work  satisfactorily,  add  some  anti- 
monious sulphide.  The  solution  decomposes  rapidly,  and 
should  be  prepared  fresh  every  time  it  is  to  be  used. 

By  this  method  only  massive  brass  objects  can  be  colored 
brown ;  to  brassed  zinc  and  iron  the  solution  imparts  brown- 
black  tones,  which,  however,  are  also  quite  beautiful. 

Upon  massive  brass,  as  well  as  upon  brassed  zinc  and  iron 
objects,  bronze  Barbedienne  may  be  produced  as  follows: 
Mix  3  parts  of  red  sulphide  of  antimony  {stibium  sulfuratum 
aurantia)iu))i)  with  i  part  uf  tinely  pulverized  bloodstone,  and 
triturate  the  mixture  with  ammonium  sulphide  to  a  not  too 
thickly-fluid  piij;ment.  Apply  this  pigment  to  the  objects 
with  a  brush,  and,  after  allowing  it  to  dry  in  a  drying  chamber, 
remove  the  powder  by  brushing  with  a  soft  brush. 

In  Paris  bronze  articles  are  colored  dead-yellow  or  clay^ 
yellow  to  dark  brown  by  first  brushing  the  pickled  and  thor- 
oughly rinsed  objects  with  dilute  antimony  bisulphide,  and, 
after  drying,  removing  the  coating  of  separated  sulphur  by 
brushing.  Dilute  solution  of  sulphide  of  arsenic  in  ammonia 
is  then  applied,  the  result  being  a  color  resembling  mosaic 
gjold.  The  more  frequently  the  arsenic  solution  is  applied, 
the  browner  the  color  becomes,  Hy  substituting  for  the 
arsenic  solution  one  of  sulphide  of  antimon\'  in  ammonia  or 
anifiionium  sulphide,  colorations  of  a  more  reddish  tone  are 
obtained. 
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Smoke  bronze. — Hronz«n^  with  sniokc  is  sometimes  resorted 
to  in  order  to  give  the  metal  an  ancient  appearance.  This  is 
effected  by  exposing  the  work  to  the  smoke  of  a  hre  for  some 
days,  when  it  receives  a  firm  coating  of  a  dark  color.  The 
articles  are  generally  suspended  over  the  smoky  fire  of  a 
furnace  by  means  of  brass  wire.  When  the  furnace  is  suffi- 
ciently heated  the  smoke  is  maintained  by  burning  hay  and 
other  substances  which  produce  copious  smoke  with  the  coal. 
When  the  right  tint  is  attained  the  articles  are  removed  from 
the  furnace  and  allowed  to  cool  without  touching  them  with 
the  hands.  The  hotter  the  articles  have  been  made  the 
darker  will  be  the  color.  If  the  articles  which  have  been 
smoked  have  been  previously  coated  with  a  green  bronze, 
then  it  is  well  to  finish  with  a  wa.xed  brush. 

Violet-  and  corn-Jiower  blue  upon  brass  may  be  produced  as 
follows :  Dissolve  in  I  quart  of  water  4)^  ozs.  of  sodium  hypo- 
sulphite, and  in  another  quart  of  water  i  oz.  sji  drachms  of 
cr3rstallized  sugar  of  lead,  and  mix  the  solutions.  Heat  the 
mixture  to  1 76^  F.,  and  then  immerse  the  articles,  moving  them 
constantly.  First  a  gold-yellow  coloration  appears,  which, 
however,  soon  passes  into  violet  and  blue,  and  if  the  bath  be 
allowed  to  act  further,  into  green.  The  action  is  based  upon 
the  fact  that  in  an  excess  of  hyposulphite  of  soda,  solution  of 
hyposulphite  of  lead  is  formed,  which  decomposes  slowly  and 
separates  sulphide  of  lead,  which  precipitates  upon  the  brass 
objects  and  produces  the  various  lustrous  colors. 

Similar  lustrous  colors  are  obtained  by  dissolving  2. 11  ozs. 
of  pulverized  tartar  in  i  quart  of  >vater,  and  1  oz.  of  chloride  of 
tin  in  ^  pint  of  water,  mixing  the  solution,  heating,  and  pour- 
ing the  clear  mixture  into  a  solution  of  6.34  ozs.  of  sodium 
hyposulphite  in  i  pint  of  water.  Heat  this  mixture  to  I  F., 
and  immerse  the  pickled  brass  objects. 

£dtrmaye/s  experiments  in  coloring  brass, — In  the  following 
the  results  of  Ebermayer's  experiments  are  given,  In  testing 
the  directions,  the  same  results  as  those  claimed  by  Ebermayer 
were  not  always  obtained ;  and  variations  are  given  in  paren- 
theses. 
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I.  Blue  vitriol  8  parts  by  \vei<^ht.  ct«i'stallized  sal  ammoniac 
2,  water  lOO,  give  by  boiling  a  greenish  color.  (The  color  is 
olive-gn't'H,  and  useful  for  many  purposes.  The  coloration 
however  succeeds  only  upon  massive  brass,  but  not  upon 

brassed  zinc.) 

II.  Potassium  chlorate  lo  parts  by  weight,  blue  vitriol  lO, 
water  looo,  given  by  boiling  a  brown-orange  to  cinnamoH'broum 
color.    (Only  ^  yellovhorange  color  could  be  obtained.) 

III.  By  dissolving  8  parts  by  weight  of  blue  vitriol  in  lOOO 
of  water,  and  adding  too  of  caustic  soda  until  a  precipitate  is 
formed,  and  boiling  the  objects  in  the  solution,  a  gray-brown 
color  is  obtained,  which  can  be  made  darker  by  the  addition  o^ 
colcothar.  (Stains  are  readily  formed.  Brassed  zinc  acquires 
a  pleasant  pale-brown.) 

IV.  With  50  parts  by  weight  of  caustic  soda.  50  of  sulphide 
of  antimony,  and  500  of  water,  a  pale  fig-hnnun  color  is  pro- 
duced. (Fig-brown  could  not  be  obtained,  the  shade  being 
rather  dark  o/i^r-greeti.) 

V.  By  boiling  400  parts  by  weight  of  water,  25  of  sulphide 
of  antimony,  and  60  of  calcined  soda,  and  filtering  the  hot  solu- 
tion, mineral  kermcs  is  precipitated.  By  taking  of  this  5  parts 
by  weight  and  heating  with  5  of  tartar,  400  of  water,  and  10  of 
sodium  hyposulphite,  a  beautiful  steel-gray  is  obtained.  (The 
result  is  tolerably  sure  and  good.) 

VI.  Water  400  parts  by  weight,  potassium  chlorate  20, 
nickel  sulphide  10,  give  after  boiling  for  some  time  a  broum 
color,  which,  however,  is  not  formed  if  the  sheet  has  been 
pickled.    (The  brown  color  obtained  is  not  very  pronounced.) 

VII.  Water  250  parts  by  weight,  potassium  chlorate  5,  car- 
bonate of  nickel  2,  and  sulphate  of  ammonium  and  nickel  5, 
give  after  boiling  for  some  time  a  brown-yellow  color,  playing 
into  a  magnificent  red.  (The  results  obtained  were  only  in- 
different. ) 

VIII.  Water  250  parts  b\-  weight,  potassium  chlorate  5.  and 
sulpiiate  of  nickel  and  ammonium  10,  give  a  beautiful  dark 
brown.  (Upon  massive  brass  a  i^h)oc1  dark-brown  is  obtained. 
The  formula,  however,  is  not  available  for  brassed  zinc.) 
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3.  Coloring  zinc. — The  results  obtained  by  coloring  zinc 
directly  according  to  existing  directions  cannot  be  relied  on, 
and  it  is,  therefore,  recommended  to  first  copper  the  zinc  and 
then  color  the  coppering.  Experiments  in  coloring  zinc  black 
with  alcoholic  solution  of  chloride  of  antimony  according  to 
Dullas's  process  gave  no  useful  results.  Puscher's  method  is 
better;  according  to  it  the  objects  are  dipped  in  a  boiling 
solution  of  5.64  ozs.  of  pure  green  vitriol  and  3.17  ozs.  of  sal 
ammoniac  in  2  '/  quarts  of  water.  The  loose  black  precipitate 
deposited  upon  the  objects  is  removed  by  brushing,  the  object 
again  dipped  in  the  hot  solution  and  then  held  over  a  coal  fire 
until  the  sal  ammoniac  evaj^orates.  Hy  repeating  the  opera- 
tion three  or  four  times  a  firmly  adhering  black  coating  is 
formed.  To  color  zinc  black  with  nitrate  of  manganese,  as 
proposed  by  Neumann,  is  a  tedious  operation,  it  requiring  to 
be  repeated  seven  or  eight  times.  It  is  done  by  dipping  the 
object  in  a  solution  of  nitrate  of  manganese  and  heatmg  over  a 
coal  fire,  the  manipulations  being  repeated  until  a  uniform 
dead-black  is  obtained. 

By  suspending  zinc  in  a  nickel  bath  slightly  acidulated  with 
sulphuric  acid,  a  firmly  adhering  blut'black  coating  is,  after 
some  time,  formed  without  the  use  of  a  current.  This  coating 
is  useful  for  many  purposes.  A  similar  result  is  attained  by 
immersing  the  zinc  objects  in  a  solution  of  2.1  !  ozs.  of  the 
double  sulphate  of  nickel  and  ammonium  and  a  like  quantity 
of  sal  ammoniac  in  l  quart  of  water.  The  articles  become 
first  dark  yellow y  then,  successively,  browns  purpU-violett  and 
indigo-bluet  and  stand  slight  scratch-brushing  and  polishing. 

A  gray  caaiing  on  zinc  is  obtained  by  a  deposit  of  arsenic  in 
a  heated  bath  composed  of  2.82  ozs.  of  arsenious  acid,  8.46 
drachms  of  sodium  pyrophosphate,  and  I  ^  drachms  of  98  per 
cent,  potassium  cyanide  and  i  quart  of  water.  A  strong  cur- 
rent should  be  used  so  that  a  vigorous  evolution  of  hydrogen 
is  perceptible.  Platinum  sheets  or  carbon  plates  are  used  as 
anodes. 

A  sort  of  bronzing  on  zinc  is  obtamed  by  rubbing  it  with  a 
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paste  of  pipe-clay  to  which  has  been  added  a  solution  of  i  part 
by  weight  of  crystallized  verdigris,  i  of  tartar,  and  2  of  crystal- 
lized soda. 

Kletzinski  states  that  a  solution  of  molybdic  acid,  or  ammo- 
nium molybdate,  in  nitric  acid,  made  very  dilute,  furnishes  a 

good  liquid  for  producing  a  brown  patina  on  cast  zinc.  The 
object  assumes  iridescent  colors  on  immersion  which  he  con- 
siders to  be  due  to  molybdenum  oxide  The  following  pro- 
portions were  tried  with  the  following  results:  Ammonium 
molybdate  1,550  grains,  ammonia  2.325  grains,  water  1  pint. 

Zinc  acquired  a  beautiful  iridescent  appearance  after  a  few 
moments'  immersion  in  the  solution.  On  continuing  the  pro- 
cess, the  iridescent  colors  were  succeeded  by  a  light  yellowish- 
browii  color,  and  this,  on  wanning  the  solution,  was  followed 
by  a  slaty-black,  which  was  more  opaque  than  any  of  the  pre- 
ceding colors. 

Brass  and  tin  are  unaffected  when  immersed  alone,  but  tin 

when  placed  in  contact  with  zinc  assumes  a  beautiful  dark  violet 
color,  which  is  firmly  adherent  to  the  metal.  Iron  in  contact 
with  tin  is  simpl\'  stained. 

Red-brown  color  on  zinc. — Rub  with  solution  oi  chloride  of 
copper  in  liquid  ammonia. 

Yellow-brown  shades  on  zinc, — Rub  with  solution  oi  chloride 
of  copper  in  vinegar. 

4.  Coloring  of  iron, — ^The  browning  of  gun-barrels  is  effected 
by  the  application  of  a  mixture  of  equal  parts  of  butter  of  anti- 
mony and  olive  oil.  Allow  the  mixture  to  act  for  12  to  14 
hours,  then  remove  the  excess  with  a  woollen  rag  and  repeat 
the  application.  When  the  second  application  has  acted  for  12 
to  24  hours,  the  iron  or  steel  will  be  coated  with  a  bronze- 
colored  layer  of  ferric  oxide  with  antimon\-,  which  resists  the 
action  of  the  air  and  may  be  made  lustrous  by  brushing  with  a 
waxed  brush. 

A  lustrous  black  on  iron  is  obtained  by  the  application  of 
solution  of  sulphur  in  spirits  of  turpentine  prepared  by  boiling 
upon  the  water  bath.    After  the  evaporation  of  the  spirits  of 
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turpentine  a  thin  layer  of  sulphur  remains  upon  the  iron,  which, 
on  heating  the  object,  immediately  combines  with  the  metal. 

By  another  method  the  cleansed  and  pickled  iron  objects  are 
coated,  when  dry,  with  linseed  oil,  and  heated  to  a  dark  red. 
If  pickling  is  omitted,  the  coating  with  linseed  oil  and  heating 
may  have  to  be  repeated  two  or  three  times. 

According  to  Meritens  a  bright  black  color  can  be  obtained 
on  iron  by  making  it  the  anode  in  distilled  water,  kept  at  158^ 
v.,  and  using  an  iron  plate  as  a  cathode.  The  method  was 
tested  as  follows:  A  piece  of  bright  sheet  pen-steel  was  placed 
in  distilled  water  and  made  the  anode  by  connecting  with  the 
positive  jKjle  of  a  plating  d\  nanic,  and  a  similar  sheet  was  con- 
nected with  the  negative  pole  to  form  the  cathode.  An  electro- 
motive force  of  8  volts  was  emj^loyed.  After  some  time  a  dark 
stain  was  produced,  but  wanting  in  uniformity.  The  experi- 
ment was  repeated  with  larger  plates,  when  a  good  blue- black 
color  was  obtained  on  the  anode  in  half  an  hour.  On  drying 
out  in  sawdust  the  color  appeared  less  dense,  and  inclined  to  a 
dark  straw  tint.  The  back  of  the  plate  was  also  colored,  but 
yot  regularly.  The  face  of  the  cathode  Vas  discolored  with  a 
grayish  stain  on  the  side  opposite  to  the  anode,  but  on  the 
other  side  the  appearance  was  almost  identical  with  the  back  of 
the  anode.   The  water  became  of  a  yellowish  color. 

Fresh  distilled  water  was  then  boiled  for  a  long  time  so  as 
to  expel  all  trace  of  the  oxygen  absorbed  from  the  atmosphere, 
and  the  experiment  repeated  as  in  the  former  cases.  No  per- 
cciUiblc  change  took  place  after  the  connection  had  been  made 
with  the  d\  namo  for  a  cjuartcr  of  an  hour.  i\ftcr  the  interval 
of  one  liour  a  slight  darkening  occurred,  but  the  effect  was 
much  less  than  that  produced  in  five  minutes  in  aerated  water. 

The  action  of  the  liquid  in  coloring  the  steel  is  evidently  one 
of  oxidation,  due  to  the  dissolved  oxygen,  which  becomes 
more  chemically  active  under  the  influence  of  the  electric  con- 
dition, and  gradually  unites  with  the  iron. 

The  dead  black  coating  on  clock  cases  of  iron  and  steel  is 
not  produced  by  the  galvanic  process. 
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According  to  Bottler  a  durable  blue  on  iron  and  steel  may 
be  obtained  by  dipping  the  article  in  a  ^  per  cent,  solution  of 
red  prussiate  of  potash  mixed  with  an  equal  volume  of  a  )^ 
per  cent,  ferric  chloride  solution. 

A  brown-black  coating  with  bronse  lustre  on  iron  is  obtained 
by  heating  the  bright  iron  objects  and  brushing  them  over 
with  concentrated  solution  of  potassium  bichromate.  When 
dry,  heat  them  over  a  charcoal  fire  and  wash  until  the  water 
running  oiT  shows  no  longer  a  yellow  color.  Repeat  the 
operation  twice  or  three  times.  A  similar  coating  is  obtained 
by  heating  the  iron  objects  with  a  solution  of  lo  parts  by 
weight  of  green  vitriol  and  i  part  of  sal  ammoniac  in  water. 

To  give  iron  a  silvery  appearance  with  high  lustre. — Scour 
the  polished  and  pickled  iron  objects  with  a  solution  prepared 
as  follows:  Heat  moderately  ozs.  of  chloride  of  antimony, 
0.35  07..  of  pulverized  arsenious  acid,  2.82  ozs.  of  elutriated 
bloodstone  with  i  quart  of  90  per  cent,  alcohol  upon  a  water 
bath  for  half  an  hour.  Partial  solution  takes  place.  Dip  into 
this  fluid  a  tuft  of  cotton  and  go  over  the  iron  portions,  using 
slight  pressure.  A  thin  film  of  arsenic  and  antimony  is  thereby 
deposited,  which  is  the  more  lustrous  the  more  carefully  the 
iron  has  been  previously  polished. 

5.  Coloring  of  tin. — A  bronse-like  patina  on  tin  may  be  ob- 
tained by  brushing  the  object  over  with  a  solution  of  i  ^  ozs. 
of  blue  vitriol  and  a  like  quantity  of  green  vitriol  in  i  quart  of 
water,  and  moistening  the  object  when  diy  with  a  solution  of 
lyi  ozs.  of  verdigris  in  io>^  ozs.  of  vinegar.  When  dry,  polish 
the  object  with  a  soft  waxed  brush  and  some  ferric  oxide.  The 
coating  thus  obtained  being  not  especially  durable,  must  be 
protected  by  a  coating  of  lacquer. 

Durable  and  very  warm  sepia- brown  tone  upon  tin  and  its 
alloys. — Hrush  the  object  over  with  a  solution  of  1  part  of  plat- 
inum chloride  in  10  of  water,  allow  the  coating  to  dry,  then 
rinse  in  water,  and,  after  again  clr\  in|4,  brush  with  a  soft  brush 
until  the  desired  brown  lustre  a[)pears. 

A  dark  coloration  is  also  obtained  with  ferric  chloride 
solution. 
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6.  Colcring  of  silver, — See  "  Silvering,"  p.  282. 

Lacquering, 

In  the  clectro-platinf^  industry  recourse  is  frequently  had  to 
lacquering  in  order  to  ui.ikc  the  deposits  more  resistant  at^ainst 
atmospheric  influences,  or  to  protect  artificiall)-  prepared  colors, 
patinas,  etc.  Thin,  colorless  shellac  solution,  which  does  not 
affect  the  color  of  the  deposit  or  of  the  patinizing,  is,  as  a  rule, 
employed,  while  in  some  cases  colored  lacquers  are  used  to 
heighten  the  tone  of  the  deposit,  as,  for  instance,  gold  lacquer 
for  brass. 

The  lacquer  is  applied  by  means  of  a  fine  flat  fitch-brush, 
the  ob|ect  having  previously  been  heated  hand-warm.  After 
lacquering,  the  object  is  dried  in  an  oven  at  a  temperature  of 
between  140®  and  158°  F.,  whereby  small  irregularities  are  ad- 
justed, and  the  layer  of  lacquer  becomes  transparent,  clear,  and 
lustrous. 

Cellulose  lacquers  and  vdniis/ies. — Under  the  name  of  zapou 
a  dip-lacquer  has  been  introduced  in  commerce.  It  represents 
a  clear,  almost  colorless  fluid  of  the  consistency  of  collodion, 
and  smells  something  like  fruit  ether.  According  to  G.  Huch- 
ner,  it  consists  essentially  of  a  solution  of  cellulose  in  a  mixlure 
of  amyl  acetate  and  acetone.  Of  the  last  two  bodies,  the 
"  thinning  fluid,"  which  accompanies  the  preparation,  also  con- 
sists. This  lacquer  can  be  highly  recommended,  its  superiority 
being  due  to  the  favorable  properties  of  the  cellulose.  The 
transparent,  colorless  coat  obtained  with  zapon  can  be  bent  with 
the  nu  t.iUic  sheet,  to  which  it  has  been  apj)lied,  without  crack- 
ing. It  is  so  hard  that  it  can  scarcely  be  scratched  with  the 
finj;er-nail,  shows  no  trace  of  stickiness,  and  it  is  perfectly 
homogeneous  even  on  the  edges.  This  favorable  behavior  is 
very  likely  due  to  the  slow  evaporation  of  the  solvent,  and  the 
fact  that  the  lacquer  quickly  forms  a  thickish,  tenacious  layer, 
which,  though  moved  with  difficulty,  is  not  entirely  immobile. 
Another  advantage  of  zapon— especially  as  regards  metallic 
objects — ^is  that  the  coating,  in  consequence  of  its  physical  con- 
ay 
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stitution»  preserves  the  character  of  the  basis.  In  accordance 
with  the  nature  of  cellulose,  the  coating  is  not  sensibly  affected 
by  ordinary  difTerences  in  temperature,  and  does  not  become 

dull  and  non-transparent,  as  is  the  case  with  resins,  in  conse- 
quence of  the  loss  of  molecular  coherence.  It  can  be  washed 
with  soap  and  water,  and  protects  metals  coated  with  it  from 
the  action  of  the  atmosphere.  Zapon  may  also  be  colored,  but, 
of  course,  only  with  coloring  substances — mostly  aniline  colors 
—which  are  soluble  in  the  solvent  used  for  the  cellulose. 

A  similar  preparation  is  known  as  kristaiine.  It  is  a  hard, 
transparent  enamel,  which  can  be  applied  as  a  lacquer  in  all 
kinds  of  metal-work  without  afTecting  the  most  delicate  finish. 
It  is  applied  by  dipping,  is  invisible,  and  leaves  no  mark  in 
drying. 

Kristaline  has  now  been  in  use  for  about  ten  years,  and  can 
be  relied  upon  to  protect  all  metal-work  from  acids  and  alkalies, 
also  coal-gas,  alcohol,  benzine,  oil,  water,  fly-specks,  etc.  It  is 
especially  designed  to  prevent  the  highest  class  of  metal-work 
from  tarnishing  and  to  preserve  the  delicate  shades  of  color 
produced  by  electricity  and  artificial  oxidation. 

A  lacquer  similar  to  zapon  or  kristaline  may  be  prepared  by 
substituting  soluble  pyroxylin  for  cellulose,  the  process  being 
as  follows :  Bring  collodion-cotton,  f.  e»,  soluble  pyrox)rlin,  such 
as  is  used  by  photographers,  into  a  box  which  can  be  hermetic- 
ally closed,  and  place  upon  the  bottom  of  the  box  a  dish  with 
sulphuric  acid.  The  purpose  of  this  is  to  dty  the  collodion- 
cotton,  which  requires  from  36  to  48  hours.  The  collodion- 
cotton  is  then  brought  into  a  large  bottle,  and  three  to  four 
times  its  quantity  by  weight  of  very  strong  alcoliol  poured  over 
it.  In  a  few  days  the  greater  portion  of  it  is  dissolved,  when 
the  clear  solution  is  poured  into  another  bottle.  Add  to  the 
clear  solution  more  collodion-cotton,  about  25  to  30  per  cent, 
of  the  weight  of  the  quantity  originally  used,  and  the  resulting 
product  forms  an  excellent  cellulose  lacquer,  which  rapidly 
hardens  to  a  perfectly  transparent  and  very  glossy  coating. 
For  diluting  cellulose  lacquers  it  is  best  to  use  wood  spirit.  To 
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color  them,  dissolve  an  aniline  color  in  strong  spirits  of  wine, 
add  a  corresponding  quantity  of  the  solution  to  the  lacquer, 
and  shake  vigorously. 

In  concUision,  a  fe^v  words  may  be  said  in  regard  to  the  pro- 
cesses by  which  those  magnificent  effects  arc  obtained  which 
imitate  so  completely  the  appearance,  freshness,  and  rich  tones 
of  real  gilding.  In  general,  gold  varnish  is  applied  only  upon 
copper  and  its  more  or  less  yellow  alloys. 

Gold  varnishers  operate  as  follows :  After  the  objects  have 
been  perfectly  cleansed,  scratch-brushed,  and  burnished,  if 
necessary,  they  are  completely  dried  in  hot  sawdust  and  wiped 
clean  with  a  fine  cloth.  A  light  coat  of  varnish  is  then  applied 
with  a  fitch-pencil,  and  all  excess  of  varnish  removed  or  leveled 
with  another  flat  brush  of  badger-hair  or  bristles.  The  two 
brushes  arc  kept  together  in  the  same  hand,  the  varnish  brush 
between  the  thumb  and  first  two  fingers,  while  the  flat  one 
(without  a  handle)  is  held  between  the  other  fingers  and  the 
palm  of  the  hand.  In  this  manner  tliere  is  no  interval  in  the 
use  of  the  two  brushes.  The  varnish  is  kept  in  a  jelly-pot  or 
other  similar  vessel,  across  the  top  of  which  a  string  has  been 
stretched.  This  string  is  intended  for  removing  by  wiping  the 
excess  of  varnish  taken  up  by  the  brush  or  pencil.  The  varnish 
which  covers  the  burnished  parts  of  the  object  may  be  removed 
with  a  clean  rag  moistened  with  alcohol  and  wrapped  round  the 
finger.  Another  dry  cloth  finishes  the  drying.  Sometimes  the 
burnished  parts  are  also  varnished,  but  the  operation  is  very 
difficult  when  their  surface  is  considerable.  Round-ware,  pol- 
ished or  burnished,  may  be  varnished  in  the  lathe. 

After  the  varnish  has  been  applied  as  uniformly  as  possible, 
the  objects  are  put  in  a  drying  stove  heated  to  between  140^ 
and  175°  F.  The  alcohol  or  essential  oils  of  the  varnish  are 
rapidly  volatilized,  while  the  resins  or  gums  melt  and  cover  the 
objects  with  a  glassy  lustre.  The  heat  must  be  sufficient  to 
melt  these  gums,  but  low  enough  to  avoid  burning  them. 
When  the  operation  has  been  well  performed,  the  pieces  pre- 
sent a  beautiful  and  uniform  golden  appearance,  with  no  disfig- 


Digitized  by  Google 


420 


ELECTRO-DEPOSITION  OF  METALS. 


uring  red  patches,  which  latter  indicate  an  unequal  thickness  of 
varnish. 

Varnishers  have  always  at  their  disposal  four  varnishes  of 
diflferent  shades — red  gold,  orange-yellow  gold,  green  gold,  and 
colorless  varnish  for  mixture.  This  last  is  employed  for  dilut- 
ing the  first  three  and  diminishing  the  depth  of  their  colors. 
Each  of  these  various  varnishes  gives  to  copper  the  goltl  color 
peculiar  to  it.  and,  when  mixed,  intermediary  shades.  It  c^ften 
happens  that  the  various  parts  of  a  large  piece  are  diffcrcni  in 
composition  and  color,  and  the  varnisher  is  obliged  to  impart 
the  same  shade  of  gold  all  over  by  skilful  combinations  of 
varnishes.  He  thus  succeeds  in  giving  the  same  gold  color  to 
half-red  copper  and  to  alloys  of  yellow  and  green  brass. 

But  a  small  quantity  of  varnish  is  poured  into  the  varnish 
pot  at  one  time,  to  prevent  it  from  thickening  by  evaporation, 
and  after  the  operation  the  residue  is  poured  back  into  the 
flask  from  which  it  was  taken  and  kept  well  stoppered.  The 
brushes  and  pencils  must  be  often  washed  in  alcohol,  which 
may  afterwards  be  used  for  diluting  thick  varnishes. 

These  varnishes  are  made  by  dissolving  various  resinous 
substances,  like  sandarac,  benzoin,  dragon's-blood,  elemi. 
gamboge,  etc.,  and  tinctorial  matters,  such  as  saffron,  annotto, 
alkanet,  etc.,  in  a  mixture  of  alcohol  with  essence  of  lavender 
or  of  spikenard.  All  qualities  of  varnish  are  to  be  found,  but 
the  more  expensive  are  often  the  more  economical. 

To  remove  the  varnish  from  an  imperfectly  varnished  object 
or  from  an  old  one,  it  is  immersed  in  alcohol  or  concentrated 
sulphuric  acid,  or,  better  still,  in  a  boiling  solution  of  caustic 
lye.   The  varnishing  is  then  begun  anew. 
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CHAPTER  XVI, 

HYGIENIC  RULES  FOR  THE  WORKSHOP. 

In  but  few  otherbr .inches  of  the  industry  has  the  workman 
so  constantly  to  deal  with  powerful  poisons,  as  well  as  otl^er 
substances  and  vapors,  which  are  exceedingly  corrosive  in 
their  action  upon  the  skin  and  the  mucous  membranes,  as  in 
electro-plating.  However,  with  the  necessary  care  and  sobri- 
ety, all  influences  injurious  to  health  may  be  readily  overcome. 

The  necessity  of  frequently  renewing  the  air  in  the  workshop 
by  thorough  ventilation  has  already  been  referred  to  in  Chapter 
IV.,  "Electro-plating  establishments  in  general."  Workmen 
exchisively  engaged  in  pickling  objects  arc  advised  to  neutralize 
the  action  of  the  acid  upon  the  enamel  of  the  teeth  and  the 
mucous  membrane  of  the  mouth  and  throat  by  frequently  rins- 
ing the  mouth  with  dilute  solution  of  bicarbonate  of  soda. 
Workmen  engaged  in  freeing  the  objects  from  grease  lose,  for 
want  of  cleanliness,  the  skin  on  the  portions  of  the  fingers 
which  come  constantly  in  contact  with  the  lime  and  caustic 
lyes.  This  may  be  overcome  by  frequently  washing  the  hands 
in  clean  water,  and  previous  to  each  intermission  in  the  work 
the  workman  should  after  washing  the  hands  dip  them  in  dilute 
sulphuric  acid,  dry  them,  and  thoroughly  rub  them  with  cos- 
moHne  or  a  mixture  of  equal  parts  of  }^d>'cerine  and  water. 
The  use  of  rubber  gloves  by  workmen  engaged  in  freeing  the 
objects  from  grease  cannot  be  recommended,  they  being  ex- 
pensive and  subject  to  rapid  destruction.  It  is  better  to  wrap 
a  linen  rag  seven  or  eight  times  around  a  sore  finger,  many 
workmen  using  this  precaution  to  protect  the  skin  from  the 
corrosive  action  of  the  lime. 

It  should  be  a  rule  for  every  workman  employed  in  an 
electro-plating  establishment  not  to  drink  from  vessels  used  in 
electroplating  manipulations;  for  instance,  porcelain  dishes, 
beer  glasses,  etc.   One  workman  may  this  moment  use  such  a 
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vessel  to  drink  from  and  without  bis  knowledge  another  may- 
employ  it  the  next  moment  for  dipping  out  potassium  cyanide 
solution,  and  the  first  using  it  again  as  a  drinking  vessel  may 
incur  sickness  or  even  fatal  poisoning.  The  handling  of  potas- 
sium cyanide  and  its  solutions  requires  constant  care  and  judg- 
ment. Working  with  sore  hands  in  such  solutions  should  be 
avoided  as  much  as  possible ;  but  if  it  has  to  be  done,  and  the 
workman  feels  a  sharp  pain  in  the  sore,  wash  the  latter  quickly 
with  clean  water  and  apply  a  few  drops  of  green  vitriol  solution. 
Many  individuals  are  very  sensitive  to  nickel  solutions,  erup- 
tions, which  are  painful  and  heal  slowly,  breaking  out  upon  the 
arms  and  hands,  while  others  may  for  years  come  in  contact 
with  nickel  baths  without  being  subject  to  such  eruptions.  In 
such  case  prophylaxis  is  also  the  safeguard,  /.  to  prevent  by 
immediate  thorough  washing  the  formation  of  the  eruption  if 
the  ^kin  has  been  brought  in  contact  with  nickel  solution,  as, 
for  instance,  in  taking  out  with  the  hand  an  object  fallen  into  a 
nickel  bath. 

Below  will  be  found  some  directions  for  neutralizing,  in  case 
of  internal  poisoning,  the  effects  of  the  poison  either  entirely 
or  at  least  sufficiently  to  retard  its  action  until  professional  aid 
can  be  summoned. 

Pifisoning  by  hydrocyanic  (prussic)  acid,  potassium  cyanide, 
or  iyanidcsj^li  prussic  acid,  or  the  cyanides,  be  concentrated 
or  have  been  absorbed  in  considerable  quantity,  their  action  is 
almost  instantly  fatal,  and  there  is  little  hope  of  saving  the 
victim,  although  everything  possible  should  be  tried.  But  if 
these  substances  have  been  taken  in  very  dilute  condition, 
they  may  not  prove  immediately  fatal,  and  there  is  some  hope 
that  remedial  measures  may  be  successfully  applied. 

In  poisoning  with  these  substances,  ivater  as  cold  as  possible 
should  be  run  upon  the  head  and  spine  of  the  patient,  and  he 
should  be  made  to  inhale,  carefully  and  moderately,  the  vapor 
of  chlorine  water,  bleaching  powder,  or  Javelle  water  (hypo- 
chlorite of  soda). 

Should  these  poisons  be  introduced  into  the  stomach,  there 
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should  be  administered  as  soon  as  possible  the  hydrate  of 
sesquioxide  of  iron,  or,  what  is  better,  dilute  solutions  of  the 
acetate,  citrate,  or  tartrate  of  iron.  With  proper  precautions  a 
very  dilute  solution  of  sulphate  of  zinc  may  be  given. 

Poisoning  by  copper-salts, — ^The  stomach  should  be  quickly 
emptied  by  means  of  an  emetic  or,  in  want  of  this,  the  patient 
should  thrust  his  finger  to  the  back  of  his  throat  and  induce 
vomiting  by  tickling  the  uvula.  After  vomiting  drink  milk, 
white  of  egg,  gum-water,  or  some  mucilaginous  decoction. 

Poisoning  by  Uad-salts  requires  the  same  treatment  as 
poisoning  by  copper-salts.  Lemonade  of  sulphuric  acid,  or 
an  alkaline  solution  containing  carbonic  acid,  such  as  Vichy 
water,  or  bicarbonate  of  soda,  is  also  very-  serviceable. 

Poisoning  by  arsenic, — The  stomach  must  be  quickly 
emptied  by  an  energetic  emetic,  when  freshly  precipitated 
ferric  hydrate  and  calcined  magnesia  may  be  given  as  an  anti- 
dote. Calcined  magnesia  being  generally  on  hand,  mix  it 
with  1 5  to  20  times  the  quantity  of  water  and  give  of  this  mix- 
ture 3  to  6  tablespoonfuls  every  10  to  15  minutes. 

Poisoning  by  alkalies. — Use  weak  acids,  such  as  vinegar, 
lemon-juice,  etc.,  and  in  their  absence  sulphuric,  hydrochloric, 
or  nitric  acid  diluted  to  the  strength  of  lemonade.  After  the 
pain  in  the  stomach  has  diminished,  it  will  be  well  to  administer 
a  few  spoonfuls  of  olive  oil. 

Poisoning  by  nurcury-salts. — Mercury  salts,  and  particularly 
the  chloride  (corrosive  sublimate),  form  with  the  white  of  egg 
(albumen)  a  compound  very  insoluble  and  inert.  The  remedy,  ' 
albumen,  is  therefore  indicated.    Sulphur  and  sulphuretted 
water  are  also  serviceable  for  the  purpose. 

Poisoning  by  sulphuretted  hydrogen, — ^The  patient  should  be 
made  to  inhale  the  vapor  of  chlorine  from  chlorine  water, 
Javelle  water,  or  bleaching-powdcr.  linergetic  friction,  espec- 
ially at  the  extremities  of  the  limbs,  should  be  employed. 
Large  quantities  of  warm  and  emollient  drinks  should  be  given, 
and  abundance  of  fresh  air. 

Poisoning  by  chlorine^  sulphurous  acidt  nitrous  and  hyponitric 
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^ifasrs. — Admit  ininiediatcly  an  abundance  of  fresh  air,  and  a(J- 
ministcr  lif:;ht  inspirations  of  ammonia.  Give  plenty  of  hot 
drinks  and  excite  friction,  in  order  to  conserve  the  warmtli  and 
transpiration  of  the  skin.  Employ  hot  foot-baths  to  remove 
the  blood  from  the  lungs.  Afterwards  maintain  in  the  mouth 
of  the  patient  some  substance  which,  melting  slowly,  will  keep 
the  throat  moist,  such  as  jujube  and  marshmallow  paste, 
molasses  candy,  and  liquorice  paste.    Milk  is  excellent. 


CHAPTER  XVII. 

CHEMICAL  PRODUCTS  AND  VARIOUS  APPARATUS  AND 
INSTRUMENTS  USED  IN  ELECTRO-PLATING. 

A.  CHEinCAL  PRODUCT'S. 

Below  the  characteristic  properties  of  the  chemical  pro- 
ducts employed  in  the  workshop  will  be  briefly  discussed, 
and  the  reactions  indicated  which  allow  of  their  recognition. 
It  frequently  happens  that  the  labels  become  detached  from  the 
bottles  and  boxes,  thus  rendering  the  determination  of  their 
contents  necessary. 

1.  Acids. 

1.  Sulphuric  add  {oil  of  vitriol), — ^Two  varieties  of  this  acid 
are  found  in  commerce,  viz.,  fuming  sulphuric  acid  (disulphuric 
acid),  and  ordinary  sulphuric  acid.  The  first  is  a  thick  oily 
fluid  generally  colored  yellowish  by  organic  substances,  and 
emits  dense  white  vapors  in  the  air.  Its  specific  gra\  ity  is 
1.87  to  1.89.  The  only  purpose  for  which  fuming  sulphuric 
acid  is  used  in  the  electro-plating  art  is  as  a  mixture  with  nitric 
acid,  for  stripping  silvered  objects. 

Ordinary  sulphuric  acid  has  a  specific  ^navity  of  i  .84. 
Diluted  with  water  it  serves  for  filling  the  l^unscn  elements  and 
as  a  pickle  for  iron;  in  a  concentrated  state  it  is  used  in  the 
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preparation  of  pickles  and  as  an  addition  to  the  galvanoplastic 

copper  bath.  The  crude  commercial  acid  generally  contains 
arsenic,  hence  care  must  be  had  to  procure  a  pure  article.  In 
dilutini^  the  acid  with  water,  it  should  in  all  cases  be  added  to 
the  water  in  a  vcr}*  [gentle  stream  and  with  constant  stirrinj^,  as 
otherwise  a  sudden  generation  oi  steam  of  explosive  violence 
might  result,  and  the  dangerous  corrosive  liquid  be  scattered  in 
all  directions.  Concentrated  sulphuric  acid  vigorously  attacks 
all  organic  substances*  and  hence  has  to  be  kept  in  bottles  with 
glass  stoppers,  and  bringing  it  in  contact  with  the  skin  should 
be  carefully  avoided. 

Reco^i/um.-^One  part  of  acid  mixed  with  25  parts  of  dis- 
tilled water  gives,  when  compounded  with  a  few  drops  of  bar- 
ium chloride  solution,  a  white  precipitate  of  barium  sulphate. 

2.  Nittic  acid  {aqua  fortis,  spirit  of  nitre). — It  is  found  in 
trade  of  various  degrees  of  strength;  for  our  purposes  acid  of 
40^  and  30^  Be.,  being  generally  used.  The  acid  is  usually  a 
more  or  less  deep  yellow,  and  frequently  contains  chlorine. 
The  vapors  emitted  by  nitric  acid  are  poisonous  and  of  a 
characteristic  odor,  by  which  the  concentrated  acid  is  readily 
distinguished  from  other  acids.  It  is  used  lor  filling  the  Bun- 
sen  elements,  and  for  pickling  in  combination  with  sulphuric 
acid  and  chlorine.  On  coming  in  contact  with  the  skin  it 
produces  yellow  stains. 

Recognition, — ^By  heating  the  not  too  dilute  acid  with  copper, 
brown-red  vapors  are  evolved.  For  the  determination  of  dilute 
nitric  acid,  add  a  few  drops  of  it  to  green  vitriol  solution,  when 
a  black-brown  coloration  will  be  produced  on  the  point  of  con- 
tact. 

3.  Hydrochloric  acid  {muriatic  acid  ). — The  pure  acid  is  a 
colorless  fluid  which  emits  abundant  fumes  in  contact  with  the 
air,  and  has  a  pungent  odor  by  which  it  is  readily  distinguished 
from  other  acids.  The  specific  gravity  of  the  strongest  hydro- 
chloric acid  is  1.2;  the  crude  acid  of  commerce  has  a  yellow 
color,  due  to  iron,  and  contains  arsenic.  Dilute  hydrochloric 
acid  is  used  for  pickling  iron  and  zinc. 
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ReeogniiioH, — On  adding  to  the  acid  strongly  diluted  with 
distilled  water  a  few  drops  of  solution  of  nitrate  of  silver  in 
distilled  water,  a  heavy  white  precipitate  is  formed,  which  be- 
comes black  by  exposure  to  the  light. 

4.  Hydrocyanic  add  (  prussic  acid  ) . — This  extremely  poison- 
ous acid  exists  in  nature  only  in  a  state  of  combination  in 
certain  vegetables  and  fruits,  and  especially  in  the  kernels  of 
the  latter,  as,  for  instance,  in  the  peach,  the  berries  of  the 
cherry  laurel,  bitter  almonds,  the  stones  of  the  apricot,  of 
plums,  cherries,  etc.  It  may  be  obtained  anhydrous,  but  in 
this  state  it  is  useless,  and  very  difficult  to  preserve  from  de- 
composition. Diluted  hydrocyanic  acid  is  colorless,  with  a 
bitter  taste  and  the  characteristic  smell  of  bitter  almonds.  It 
is  employed  in  the  preparation  of  gold  immersing  baths,  and 
for  the  decomposition  of  the  potassa  in  old  silver  baths.  The 
inhalation  of  the  vapors  of  this  acid  may  have  a  fatal  eflfect,  as 
also  its  coming  in  contact  with  wounds. 

Recognition. — By  its  characteristic  smell  of  bitter  almonds. 
Or  mix  it  witli  })Otash  lye  until  blue  litmus  paper  is  no  longer 
reddened,  then  add  solution  of  green  vitriol  which  has  been 
partially  oxidized  by  standing  in  the  air,  and  acidulate  with 
hydrochloric  acid.    A  precipitate  of  Berlin  blue  is  formed. 

$.  Citric  acid. — Clear  colorless  crystals  of  1.542  specific 
gravity,  which  dissolve  with  great  ease  in  both  hot  and  cold 
water.  It  is  frequently  employed  for  acidulating  nickel  baths, 
and,  combined  with  sodium  citrate,  in  the  preparation  of  plat- 
inum baths. 

Recognition, — ^Lime-water  compounded  with  aqueous  solution 
of  citric  acid  remains  clear  in  the  cold,  but  on  boiling  deposits 

a  precipitate  of  calcium  citrate.  This  precipitate  is  soluble  in 
ammonium  chloride,  but  on  boiling  is  again  precipitated,  and  is 
then  insoluble  in  sal  ammoniac. 

6,  Boric  acid  {boracic  acid). —  Fhis  acid  is  found  in  com- 
merce in  the  shape  of  scales  w  ith  nacreous  lustre  and  greasy  to 
the  touch;  when  obtained  from  solutions  by  evaporation,  it 
forms  colorless  prisms.  Its  specific  gravity  is  1.435 ;  dissolves 
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with  difficulty  in  cold  water  (i  part  of  acid  requiring,  at  64.4^ 
F.,  28  of  water),  but  is  more  rapidly  soluble  in  boiling  water 
( I  part  of  acid  requiring  3  of  water  at  212^  F.).  According  to 
Weston's  proposition,  boric  acid  is  employed  as  an  addition  to 
nickel  baths,  etc. 

Reco^Uhtt, — By  mixing  solution  of  boric  acid  in  water  with 
some  hydrochloric  acid  and  dipping  turmeric  paper  in  the  solu- 
tion, the  latter  acquires  a  brown  color,  the  color  becoming 
more  intense  on  drying.  Alkalies  impart  to  turmeric  paper  a 
similar  coloration,  which,  however,  disappears  on  immersing 
the  pa{)cr  in  dilute  hydrochloric  acid. 

7,  Arst'fiious  acid  {lu/tite  arsenic,  arsenic,  ratsbane). — It  gen- 
erally occurs  in  the  shape  of  a  white  powder  and  sometimes  in 
vitreous-like  lumps,  resembling  porcelain  ;  for  our  purposes  the 
white  powder  is  almost  exclusively  used.  It  is  slightly  soluble 
in  cold  water,  and  more  readily  in  hot  water  and  hydrochloric 
acid.  Notwithstanding  its  greater  speciftc  gravity  (3.7)  only  a 
portion  of  the  powder  sinks  to  the  bottom  on  mixing  it  with 
water,  another  portion  being  retained  on  the  surface  by  air 
bubbles  adhering  to  it.  It  is  employed  as  an  addition  to  brass 
baths,  further,  in  the  preparation  of  arsenic  baths,  for  blacking 
copper  alloys,  and  in  certain  silver  whitening  baths. 

Reeognitum, — ^When  some  arsenious  acid  is  thrown  upon 
glowing  coals  an  odor  resembling  that  of  garlic  is  perceptible. 
By  mixing  solution  of  arsenious  acid,  prepared  by  boiling  with 
water,  with  a  few  drops  of  ammoniacal  solution  of  nitrate  of 
silver,  a  yellow  precipitate  of  arsenate  of  silver  is  obtained. 
The  ammoniacal  solution  of  nitrate  of  silver  is  prepared  by 
adding  ammonia  to  solution  of  nitrate  of  silver  until  the  pre- 
cipitate at  first  formed  disappears. 

8.  Chromic  acid. — It  forms  crimson- red  needles,  and  also 
occurs  in  commerce  in  the  shape  of  a  red  powder.  It  is  read- 
ily soluble  in  water,  forming  a  red  fluid  which  serves  for  filling 
batteries. 

Recognition. — Chromic  acid  can  scarcely  be  mistaken  for  any 
other  chemical  product  employed  by  the  electro-plater.  A 
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strongly  diluted  solution  of  it  gives,  after  neutralizing  with 
caustic  alkali  and  adding  a  few  drops  of  nitrate  of  silver  solu- 
tion»  a  crimson>rcd  precipitate  of  chromate  of  silver. 

9.  Hydrofluorie  acid. — A  colorless,  corrosive,  very  mobile 

liquid  of  a  sharp,  piini^t  nt  odor.  The  anhydrous  acid  fumes 
strongly  in  the  air  and  attracts  moisture  with  avidity.  Hydro- 
fluoric acitl  is  used  for  etching  glass  and  for  pickling  aluminium 
dead  white.  Great  care  must  be  observed  in  working  w  ith  the 
acid,  since  not  only  the  aqueous  solution,  but  also  the  vapors, 
have  an  extremely  corrodent  effect  upon  the  skin  and  respira- 
tory  organs. 

Recognitum, — ^By  covering  a  small  platinum  dish  containing 
hydrofluoric  acid  with  a  glass-plate  free  from  grease,  the  latter 
in  half  an  hour  appears  etched. 

II.  Alkalies  and  Alkaline  Earths, 

10.  Potassium  hydrate  {caustic  potas/i). — It  is  found  in  com- 
merce in  various  degrees  of  purity,  either  in  sticks  or  cakes. 
It  is  very  deliquescent  and  dissolves  readily  in  water  and  alco- 
hol ;  by  absorbing  carbonic  acid  from  the  air  it  rapidly  becomes 
converted  into  the  carbonate  and  thus  loses  its  caustic  proper- 
ties. It  should,  therefore,  be  stored  in  well  closed  vessels. 
Substances  moistened  with  solution  of  caustic  potash  give  rise 
to  a  peculiar  soapy  sensation  of  the  skin  when  touched.  It 
should  never  be  allowed  to  enter  the  mouth,  as  even  dilute 
solutions  almost  instantaneously  remove  the  lining  of  tender 
skin.  Should  such  an  accident  happen,  the  mouth  should  be 
at  once  several  times  rinsed  with  water  and  then  with  very  di- 
lute acetic  acid.  Pure  caustic  potash  serves  as  an  addition  to 
zinc  baths,  gold  baths,  etc.  For  the  purpose  of  freeing  objects 
from  grease  the  more  impure  commercial  article  is  used. 

11.  Sotiinin  hydrate  {caustic  soda). — It  also  occurs  in  com- 
merce in  various  degrees  of  purity,  cither  in  sticks  or  lumps. 
It  is  of  a  highly  caustic  character  resembling  potassium  hy- 
drate (see  above)  in  properties  and  effects.  It  is  employed 
for  freeing  objects  from  grease. 
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12.  Ammonium  hydrate  (ammonia  or  spirits  of  hartshorn). 
— It  IS  simply  water  saturated  with  ainmonia  gas.  By  expos- 
ure ammonia  ^as  is  gradually  evolved,  so  that  it  must  be 
stored  in  closely-stoppered  bottles  in  order  to  preserve  tlie 
strength  of  the  solution  unimpaired.  I'our  qualities  are  i^en- 
erally  found  in  commerce,  viz.,  ammonia  of  0.910  s|)ccific 
gravity  (containing  24.2  per  cent,  of  ammonia  gas);  oi  0.920 
specific  gravity  (with  21.2  per  cent,  of  ammonia  gas^;  of 
0.940 specific  gravity  (with  15.2  percent,  of  ammonia  gas); 
and  0.960  specific  gravity  (with  9.75  per  cent,  of  ammonia 
gas).  It  is  employed  for  neutralizing  nickel  and  cobalt  baths 
when  too  acid,  in  the  preparation  of  fulminating  gold,  and  as 
an  addition  jto  some  copper  and  brass  baths. 

Recognition. —  By  the  odor. 

13.  CalciutN  hydrate  {burnt  or  quick  iime). — It  forms  hard, 
white  to  gray  pieces,  which  on  moistening  with  water  crumble 
to  a  light  white  powder,  evolving  thereby  much  heat.  Vienna 
lime  is  burnt  lime  containing  magnesia.  Lime  serves  for  free- 
ing objects  from  grease,  and  for  this  purpose  is  made  into  a 
thinly-fluid  paste  with  chalk  and  water  with  which  the  objects 
to  be  freed  from  grease  are  brushed.  Vienna  iime  is  much 
used  as  a  polishing  agent. 

III.  Sulphur  Combinations, 

14.  Sulphuretted  hydrogen  {sulphydric  acid,  hydrosulphuric 
acid). — very  poisonous  colorless  gas  with  a  fetid  smell  re- 
sembling that  of  rotten  eggs.  Ignited  in  the  air  it  burns  with  a 
blue  flame,  sulphurous  acid  and  water  being  formed.  At  the 
ordinary  temperature  water  absorbs  about  three  times  its  own 
volume  of  the  gas.  and  then  acquires  the  same  properties  as  the 
gas  itself.  Sulphuretted  hydrogen  serves  for  the  metallizing  oi 
moulds  as  described  on  p.  395,  where  the  manner  of  evolving 
it  is  also  given.  It  is  sometimes  employed  for  the  production 
of  "oxidized  "  silver.  Bringing  not  only  metallic  salts,  but  gilt 
or  silvered  articles,  or  pure  gold  and  silver,  in  contact  with  sul- 
phuretted hydrogen,  should  be  carefully  avoided,  they  being 
rapidly  sulphurized  by  it. 
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Recogniiiou, — By  its  penetrating  smell ;  further,  by  a  strip  of 
paper  moistened  with  sugar  of  lead  solution  becoming  black 
when  brought  into  a  solution  or  an  atmosphere  containing  sul- 
phuretted hydrogen. 

15.  Potassium  sulphide  {liver  of  sulphur), — It  forms  a  hard 
grecn-ycllow  to  pale  brown  mass,  with  conchoidal  fracture;  it 
readily  absorbs  moisture,  whereby  it  deliquesces  and  smells  of 
sulphuretted  hydrogen,  it  is  employed  for  coloring  copper 
and  silver  black. 

Recoguitiou. — On  pouring  an  acid  over  liver  of  sulphur  sul- 
phuretted hydrogen  is  evolved  with  effervescence,  sulphur  be* 
ing  at  the  same  time  separated. 

16.  Ammonium  sulphide  (sulphydraU  or  kydrosulpkate  of 
ammonia). — ^When  freshly  prepared  it  forms  a  clear  and  color- 
less fluid,  with  an  odor  of  ammonia  and  sulphuretted  hydrogen ; 
by  standing  *it  becomes  yellow,  and,  later  on,  precipitates  sul- 
phur.   It  is  used  for  the  same  purpose  as  liver  of  sulphur. 

17.  Carbon  disulphidc  or  bisulphide. — Pure  carbon  disulphide 
is  a  colorless  and  transparent  liquid,  which  is  very  dense,  and 
exhibits  the  property  of  double  refraction.  Its  smell  is  charac- 
teristic and  most  disgusting,  and  may  be  compared  to  that  of 
rotten  turnips.  It  burns  with  a  blue  flame  of  sulphurous  acid, 
carbonic  acid  being  at  the  same  time  produced.  It  is  used  as 
a  solvent  for  phosphorus  and  caoutchouc  in  metallizing  moulds 
according  to  Parkes's  method.  This  solution  should  be  very 
carefully  handled. 

18.  Antimony  sulphide.— 9^,  Black  sulphide  of  antimony 
{stibium  sulfuratum  nigrum)  is  found  in  commerce  in  heavy, 
gray,  and  lustreless  pieces  or  as  a  fine  black-gray  powder,  with 
slight  lustre.  It  serves  for  the  preparation  of  antimony  baths, 
and  for  coloring  copper  alloys  black. 

b.  Red  sulpliide  of  antimony  {stibium  sulfuratum  auran- 
tiaeum)  forms  a  delicate  orange-red  powder  without  taste  or 
odor;  it  is  insoluble  in  water,  but  soluble  in  ammonium  sul- 
phide, spirits  of  hartshorn,  and  alkaline  lyes.  In  connection 
with  ammonium  sulphide  or  ammonia  it  serves  for  coloring 
brass  brown. 
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19.  Arsenic  trisulphidi  or  arsenUms  sulphide  {orpiment). — It 
is  foand  in  commerce  in  the  natural  as  well  as  artificial  state, 
the  former  occurring  mostly  in  kidney-shaped  masses  of  a 
lemon  color,  and  the  latter  in  more  oranj^e-rcd  masses,  or  as  a 
dull  yellow  powder.  Specific  gravity  3.46.  It  is  soluble  in  the 
alkalies  and  spirits  of  sal  ammoniac. 

20.  Ferric  sulphide. — Hard  black  masses  generally  in  flat 
plates,  which  are  only  used  ior  the  evolution  oi  sulphuretted 
hydrogen. 

IV.  Chlorine  Combinations. 

21.  Sodium  chloride  {common  saltt  roch  salt), — ^The  pure  salt 
should  form  white  cubical  crystals,  of  which  100  parts  of  cold 
water  dissolve  36,  hot  water  dissolving  slightly  more.  The 
specific  gravity  of  sodium  chloride  is  2.2.    In  electroplating 

sodium  chloride  is  employed  as  a  conducting  salt  for  some  gold 
baths,  as  a  constituent  of  argentiferous  pastes,  and  for  precipi- 
tating the  silver  as  chloride  from  argentiferous  solutions. 

Rccogniiion. — An  aqueous  solution  of  sodium  chloride  on 
being  mixed  with  a  few  drops  of  lunar  caustic  solution  yields  a 
white  caseous  precipitate,  which  becomes  black  by  exposure  to 
light  and  does  not  dissapear  by  the  addition  of  nitiic  acid,  but 
is  dissolved  by  ammonia  in  excess. 

22.  Ammonium  chloride  (sal ammoniac). — white  substance 
found  in  commerce  in  the  shape  of  tough  fibrous  crystals.  It 
has  a  sharp  saline  taste,  and  is  soluble  in  2  ^  parts  of  cold,  and 
in  a  much  smaller  quantity  of  hot  water.  By  heat  it  is  sub- 
limed without  decomposition.  It  serves  for  soldering  and  tin- 
ning, and  as  a  conducting  salt  for  many  baths. 

Recogfiitiofi. — By  the  sublimation  on  heating.  By  adding  to 
a  saturated  solution  of  the  salt  a  few  drops  of  solution  of  plati- 
num chloride,  a  yellow  precipitate  of  platoso-ammonium 
chloride  is  formed. 

23.  Antimony  trichloride  {butter  of  antimony). — A  crystalline 
mass  which  readily  deliquesces  in  the  air.  Its  solution  in  hydro- 
chloric acid  yields  the  liquor  sHbii  chloratit  also  called  liquid 
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butter  of  antimony;  it  has  a  yellowish  color,  and  on  mixing 
with  water  yields  an  abundant  white  precipitate,  soluble  in 
potash  lye.  The  solution  serves  for  coloring  brass  steel-gray, 
and  for  browning  i;iin -barrels. 

24.  Arsenioits  chioride,-^A  thick  oily  fluid,  which  evaporates 
in  the  air  with  the  emission  of  white  vapors. 

25.  Ci^per  chloride, — ^Blue-green  crystals  readily  soluble  in 
water.  The  concentrated  solution  is  green,  and  the  dilute  solu- 
tion blue.  On  evaporating  to  dryness,  brown*yellow  copper 
chloride  is  formed.  It  is  employed  in  copper  and  brass  baths 
as  well  as  for  patinizing. 

26.  Tin  chloride, — a.  Sfannoms  chloride  or  tin  salt  A  white 
crystalline  salt  readily  soluble  in  water,  but  its  solution  on  ex- 
posure to  the  air  becomes  turbid  ;  by  addini;,  however,  h)  dro- 
chloric  acid,  it  a^ain  becomes  clear.  On  fusing  the  crystallized 
salt  it  loses  its  water  of  crystallization,  and  forms  a  solid  non- 
transparent  mass  of  a  pale-yellow  color — the  fused  tin  salt. 
The  crystallized,  as  w'cll  as  the  fused,  salt  serves  for  the  prepa- 
ration of  brass,  bronze,  and  tin  baths. 

Recognition. — By  pouring  hydrochloric  acid  over  a  small 
quantity  of  tin  salt  and  adding  potassium  chromate  solution, 
the  solution  acquires  a  green  color.  By  mixing  dilute  tin  salt 
solution  with  some  chlorine  water  and  adding  a  few  drops  of 
gold  chloride  solution,  purple  of  Cassius  is  precipitated ;  very 
dilute  solutions  acquire  a  purple  color. 
«  b.  Stannic  chloride  occurs  in  commerce  in  colorless  crystals, 
and  in  the  anhydrous  state  forms  a  yellowish,  strongly  fuming 
caustic  liquid  known  as  the  "  fuming  liquor  of  Libadius." 

27.  Zinc  chloride  (hydrochloraU  or  muriate  of  Bine;  butter  of 
sine). — A  white  crystalline  or  fused  mass  which  is  very  soluble 
and  deliquescent.  The  salt  prepared  by  evaporation  generally 
contains  some  zinc  oxychloride,  and  hence  does  not  yield  an 
entirely  clear  solution.  It  serves  for  prei)aring  brass  and  zinc 
baths,  and  its  solution  for  nickeling  by  immersion,  solder- 
ing, etc. 

Recognition. — Solution  of  caustic  potash  separates  a  volum- 
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inous  precipitate  of  zinc  oxyhydrate,  which  redissolves  in  an 
excess  of  the  caustic  potash  solution.  By  conducting  sul- 
phuretted hydrogen  into  a  solution  of  a  zinc  salt  acidulated 
with  acetic  acid,  a  precipitate  of  white  zinc  sulphide  is  formed. 

28.  Zinc  chloride  and  ammonium  chloride. — This  salt  is  a 
combination  of  zinc  chloride  witii  sal  ammoniac,  and  forms  a 
white  very  deliquescent  powder.  Its  solution  serves  for  solder- 
ing and  for  zincking  by  contact. 

29.  Nickel  chloride. — It  is  found  in  commerce  in  the  shape 
of  deep  green  crystals  and  of  a  pale  green  powder ;  the  latter 
contains  considerably  less  water  and  less  free  acid  than  the 
crystallized  article,  and  is  to  be  preferred  for  electro-plating 
purposes.  The  crystallized  salt  dissolves  readily  in  water,  and 
the  powder  somewhat  more  slowly ;  should  the  solution  of  the 
latter  deposit  a  yellow  precipitate,  consisting  of  basic  nickel 
chloride,  it  has  to  be  brought  into  solution  by  the  addition  of 
a  small  quantity  of  hydrochloric  acid.  Nickel  chloride  is  em- 
ployed for  nickel  baths. 

Recognition. — By  mixinj^  the  green  solution  of  the  salt  with 
some  spirits  of  sal  ammoniac,  a  precipitate  is  formed  which 
dissolves  in  an  excess  of  spirits  oi  sal  ammoniac,  the  solution 
showing  a  deep  blue  color. 

30.  Cobalt  chloride. — It  forms  small  rose-colored  crystals, 
which,  on  heating,  yield  their  water  of  crystallization  and  are 
converted  into  a  blue  mass.  The  crystals  are  readily  soluble 
in  water,  while  the  anhydrous  blue  powder  dissolves  slowly. 
Cobalt  chloride  is  employed  for  the  preparation  of  cobalt 
baths. 

Recognition, — Caustic  potash  precipitates  from  a  solution  of 

cobalt  chloride  a  blue  basic  salt  which  is  gradually  converted 
into  a  rose-colored  hydrate,  and,  with  the  access  of  air,  into 
green-brown  cobaltous  hydrate ;  the  aqueous  solution  >'iclds 
with  solution  of  yellow  prussiate  of  potash  a  pale  gray-green 
precipitate. 

31.  Silver  chloride  {horn  silver). — A  heavy  white  powder 
gradually  passing,  by  exposure  to  white  light,  through  a 

28 
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gradation  of  shades  from  violet  to  black.  By  precipitation 
from  silver  solutions  it  separates  as  a  caseous  precipitate  (p. 
285).  At  500°  F.  it  melts,  without  decomposing,  to  a  yellow- 
ish fluid,  which,  on  cooling,  congeals  to  a  transparent,  tena- 
cious, horn-like  mass.  Chloride  of  silver  is  practically  insoluble 
in  water,  but  dissolves  readily  in  spirits  of  sal  ammoniac  and 
in  potassium  cyanide  solution.  It  is  employed  in  the  prepara- 
tion of  baths  for  electro-silvering,  for  the  whitening  baths,  and 
for  the  pastes  for  silvering  by  friction. 

Rcc  >guitioti . — By  its  solubility  in  ammonia,  pulverulent  me- 
tallic silver  being  separated  from  tlie  solution  by  dipping  in  it 
bright  ribands  of  copper. 

32.  Gold  chloride  {terchloride  of  gold,  muriate  of  gold,  auric 
chloride), — ^This  salt  occurs  in  commerce  as  crystallized  gold 
chloride  of  an  orange-yellow  color,  and  as  a  brown  crystalline 
mass,  which  is  designated  as  neutral  gold  chloride,  or  as  gold 
chloride  free  from  acid,  while  the  crystallized  article  alwa)^  con- 
tains acid,  and,  hence,  should  not  be  used  for  gold  baths.  Gold 
chloride  absorbs  atmospheric  moisture  and  becomes  resolved 
into  a  liquid  of  a  fine  gold  color.  On  being  moderately  heated 
yellowish-white  aurous  chloride  is  formed,  and  on  being  sub- 
jected to  stronger  heat  it  is  decomposed  to  metallic  gold  and 
chlorine  gas.  By  mixing  its  aqueous  solution  with  ammonia,  a 
yellow-brown  powder  consisting  of  fulminating  gold  is  formed. 
In  a  dry  state  this  powder  is  highly  explosive,  and,  hence,  when 
precipitating  it  from  gold  chloride  solution  for  the  preparation 
of  gold  baths,  it  must  be  used  while  still  moist 

Recogfiition, — By  the  formation  of  the  precipitate  of  fulmi- 
nating gold  on  mixing  the  gold  chloride  solution  with  ammonia. 
Further  by  the  precipitation  of  brown  metallic  gold  powder  on 
mixing  the  gold  chloride  solution  with  green  vitriol  solution. 

33.  PlcUifiir  chloride. — The  substance  usually  known  by  this 
name  is  hydroplatinic  chloride.  It  forms  red- brown  very  sol- 
uble— and  in  fact  deliquescent — crystals.  With  ammonium 
chloride  it  forms  platoso-ammonium  chloride  (see  p.  319). 
Both  combinations  are  used  in  the  preparation  of  platinum 
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baths.  The  solution  of  platmic  chloride  also  serves  for  color- 
ing silver,  tin,  brass,  and  other  metals. 

Recognition. — By  the  formation  of  a  precipitate  of  yellow 
platoso-ammonium  chloride  by  mixing  concentrated  platinic 
chloride  solution  with  a  few  drops  of  saturated  sal  ammoniac 
solution. 

V.  Cyanides. 

34.  Potassium  cyanide  {white  prussiaie  of  potash). — For 
electro-plating  purposes  pure  potassium  cyanide  with  98  to  99 
per  cent,  as  well  as  that  containing  80,  70,  and  60  per  cent.,  is 
used,  whilst  for  pickling  the  preparation  with  45  per  cent,  is 
employed.  For  the  preparation  of  alkaline  copper  and  brass 
baths,  as  well  as  silver  baths,  the  pure  98  to  99  per  cent,  pro- 
duct is  generally  employed.  However,  for  preparing  gold 
baths  the  60  per  cent,  article  is  mostly  preferred,  because  the 
potash  present  in  all  potassium  cyanide  varieties  with  a  lower 
content  renders  fresh  baths  more  conductive.  Mowever,  gold 
baths  may  also  be  prepared  with  98  per  cent,  potassium  cyanide 
without  fear  of  injury  to  the  etliciency  of  the  baths,  while,  under 
ordinary  circumstances,  a  preparation  with  less  than  98  per 
cent,  may  safely  be  used  for  the  rest  of  the  baths.  However, 
when  potassium  cyanide  has  to  be  added  to  the  baths,  as  is 
from  time  to  time  necessary,  only  the  pure  preparation  free 
from  potash  should  be  used,  because  the  potash  contained  in 
the  inferior  qualities  gradually  thickens  the  bath  too  much. 

No  product  is  more  important  to  the  electro-plater  than 
potassium  cyanide.  The  pure  98  to  99  per  cent,  product  is  a 
white  transparent  crystalline  mass,  the  crystalline  structure  be- 
ing plainly  perceptible  upon  the  fracture  In  a  dry  s':atc  it  is 
odorless,  but  when  it  has  absorbed  some  moisture  it  has  a 
strong  smell  of  prussic  acid.  It  is  readily  soluble  in  water,  and 
should  be  dissolved  in  cold  water  onl\',  since  when  poured  into 
hot  water  it  is  partially  decomposed,  which  is  recognized  by 
the  appearance  of  an  odor  of  ammonia.  Potassium  cyanide 
solution  in  cold  water  may,  however,  be  boiled  for  a  short  tfme 
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without  suffering  essential  decomposition.  Potassium  cyanide 
must  be  kept  in  well-closed  vessels,  being  when  exposed  to  the 
air  deliquescent,  and  it  is  decomposed  by  the  carbonic  acid  of 
the  air,  whereby  potassium  carbonate  is  formed  while  prussic 
acid  escapes.  It  is  a  deadly  poison  and  must  be  used  with  the 
utmost  caution.  Potassium  cyanide  with  80,  70,  60,  or  45  per 
cent,  forms  a  gray-white  to 'white  mass  with  a  porcelain-like 
fracture.  A  pale  gray  coloration  is  not  a  proof  of  impurities, 
it  being  due  to  somewhat  too  high  a  temperature  in  fusing. 
These  varieties  are  found  in  commerce  in  irregular  lumps  or  in 
sticks,  the  use  of  the  latter  offering  no  advantage.  Their  be- 
havior towards  the  air  and  in  dissolving  is  the  same  as  that  of 
the  pure  product. 

Ricognitum. — ^By  the  bitter  almond  smell  of  the  solution.  By 
mixing  potassium  cyanide  solution  with  ferric  chloride  and  then 
with  hydrochloric  acid  until  the  latter  strongly  predominates,  a 
precipitate  of  Berlin  blue  is  formed. 

The  pure  salt  free  from  potash  does  not  effervesce  on  adding 
dilute  acid,  which  is,  however,  the  case  with  the  inferior 
qualities. 

To  facilitate  the  use  of  potassium  c)anidc  willi  a  different 
content  than  that  given  in  a  formula  for  preparing  a  bath,  the 
following  table  is  here  given : — 


98  per  cent. 


PoUasium  cyanide  with 
80  per  cent 


70  per  cent. 


te  percent 


45  per  cent 


By  weight.         By  weight.  By  wci^bt.  By  weight.  By  weight. 

I       pari  =  1.230  paits  ^  1400  parts  =■  1.660  paru  —  2.180  parts. 

aSao  «  «a  I        "  -s  1.143    «  wm  1.333    **  =  i.7fo  «« 

0.714  *'  =  0.875  P*f*  =  I.       part  =  I.J 70    "  1.5 

0.615    "         0.750  =»  0.857     "  1.        part  =  1450  " 

0460  "  «»  0.56a    "  «  0.643    «•  —  0.750    "  —  I  part 


35.  Copper  cyanides. — There  is  a  cuprous  and  a  cuj^ric  cya- 
nide; that  used  for  electru-phitinj^  purposes  being  a  mixture  of 
both.    It  is  a  green-brown  powder,  which  should  not  be  dried* 
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since  in  the  moist  state  it  dissolves  more  readily  in  potassium 
cyanide.  It  is  only  used  as  a  double  salt,  f .  in  combination 
with  potassium  cyanide  in  the  preparation  of  copper,  brass, 
tombac,  and  red  gold  baths. 

RecognUion, — 'By  evaporating  a  piece  of  copper  C3^ide  the 
size  of  a  pea,  or  its  solution  in  hydrochloric  acid  to  dryness  in 
a  water  bath,  wherein  care  must  be  taken  not  to  inhale  the 
vapors,  and  dissolving  the  residue  in  water,  a  green-blue  solu- 
tion is  obtained  which  acquires  a  deep  blue  color  by  the  addi- 
tion of  ammonia  in  excess. 

36.  Zitic  cyanide  {hydrocyanate  of  ciuc,  prussiak  of  zinc). — 
A  white  powder  insoluble  in  water,  but  soluble  in  potassium 
cyanide,  ammonia  and  the  alkaline  sulphites;  the  fresher  it  is, 
the  more  readily  it  dissolves,  the  dried  product  dissolving  with 
difficulty.  Its  solution  in  potassium  cyanide  is  used  for  brass 
baths. 

ReeogniHon. — By  evaporating  zinc  cyanide  or  its  solution  in 
an  excess  of  hydrochloric  acid,  zinc  chloride  remains  behind, 
which  is  recognized  by  the  reaction  given  under  zinc  chloride. 

37.  SUver  cyanuU  (prussiate,  or  hydroeyanaU  of  silver), — 
white  powder  which  slowly  becomes  black  when  exposed  to 
light.  It  is  insoluble  in  water  and  cold  acids,  which,  however, 
will  dissolve  it  with  the  aid  of  heat.  At  750^  F.  it  melts  to  a 
dark  red  fluid,  which,  on  cooling,  forms  a  yellow  mass  with  a 
granular  structure.  It  is  readily  dissolved  by  potassium 
cyanide,  but  is  only  slightly  soluble  in  ammonia,  differing  in 
this  respect  from  silver  chloride.  It  forms  a  double  salt  with 
potassium  cyanide,  and  as  such  is  employed  in  the  preparation 
of  silver  baths. 

38.  Potassium  fcrro-cyanide  {yellow  prussiate  of  potash). — It 
occurs  in  the  shape  of  yellow  semi-translucent  crystals  with 
mother-of-pearl  lustre,  which  break  gradually  and  without 
noise.  For  the  solution  of  I  part  of  it,  4  of  water  are  required, 
the  solution  exhibiting  a  pale  yellow  color.  It  precipitates 
nearly  all  the  metallic  salts  from  their  solutions,  some  of  the 
precipitates  being  soluble  in  an  excess  of  the  precipitating 
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agent.  This  salt  is  not  poisonous.  It  serves  for  the  prepara- 
tion of  silver  and  gold  baths ;  its  employment,  however,  ofTering 
no  advantages  over  potassium  cyanide  except  its  non-poisonous 
properties  be  considered  as  such. 

Recognition, — ^When  the  yellow  solution  is  mixed  with  ferric 
chloride  a  precipitate  of  Berlin  blue  is  formed. 

VI.  Carbonates. 

39.  Potassium  carbonate  {potash). — It  is  found  in  commerce 
in  ^ray-white,  bluish,  yellowish  pieces,  the  colorations  being 
due  to  admixtures  of  small  quantities  of  various  metallic  oxides, 
and  pure  in  the  form  of  a  white  powder  or  in  pieces  the  size  of 
a  pea.  The  salt,  being  very  deliquescent,  has  to  be  kept  in 
well-closed  receptacles.  It  is  readily  soluble,  and,  if  pure,  the 
solution  in  distilled  water  must  be  clear.  It  serves  as  an  ad- 
dition to  some  baths,  and  in  an  impure  state  for  freeing  objects 
from  grease. 

Recognition. — llie  solution  effervesces  on  the  addition  of 

hydrochloric  acid.    The  solution  neutralized  with  hydrochloric 

acid  uivcs  with  platinum  chloride  a  heavy  yellow  precipitate, 
provided  the  solution  be  not  too  dilute. 

40.  Aciii  potassium  carbonate  or  monopotassic  carbonate,  com- 
monly called  bicarbonate  of  potash. — Coloiless  transparent  crys- 
tals, which  at  a  medium  temperature  dissolve  to  a  clear  solution 
in  4  parts  of  water.  It  is  not  deliquescent ;  however,  on  boil- 
ing its  solution  it  loses  carbonic  acid,  and  contains  then  only 
potassium  carbonate.  It  is  employed  for  the  preparation  of 
certain  baths  for  gilding  by  simple  immersion. 

41.  Sodium  carbonate  (washing  soda), — It  occurs  in  com- 
merce as  crystallized  or  calcined  soda  of  various  degrees  of 
purity.  The  crystallized  product  forms  colorless  crystals  or 
masses  of  crystals,  which,  un  exposure  to  air,  rapidly  effloresce 
and  crumble  to  a  white  powder.  Hy  heating,  the  crystals  also 
lose  their  water,  a  white  powder,  the  so-called  calcined  soda, 
remaining  behind.  Soda  dissolves  readily  in  water,  and  serves 
as  an  addition  to  copper  and  brass  baths,  for  the  preparation 
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of  metallic  carbonates,  and  for  freeing  objects  from  grease,  the 
ordinary  impure  soda  being  used  for  the  latter  purpose. 

The  directions  for  additions  of  sodium  carbonate  to  baths 
generally  refer  to  the  crystallized  salt.  If  calcined  soda  is  to 
be  used  instead,  0.4  part  of  it  will  have  to  be  taken  for  i  part 
of  the  crystallized  product. 

42.  Sodium  bicarbonate  (hakuii^  poivder). — A  dull  white 
powder  soluble  in  10  parts  of  water  of  68°  F.  On  boiling,  the 
solution  loses  one-half  of  its  carbonic  acid,  and  then  contains 
sodium  carbonate  only. 

43.  Calcium  carbonate  (marble ^  chalk). — When  pure  it  forms 
a  snow-white  crystalline  powder,  a  yellowish  color  indicating  a 
content  of  iron.  It  is  insoluble  in  water,  but  soluble,  with  effer- 
vescence, in  hydrochloric,  nitric,  and  acetic  acids.  In  nature, 
calcium  carbonate  occurs  as  marble,  limestone,  chalk. 

In  the  form  of  whiHng  (ground  chalk  carefully  freed  from  all 
stony  matter)  it  is  used  for  the  removal  of  an  excess  of  acid  in 
acid  cop[)er  baths,  and  mixed  with  burnt  lime  as  an  agent  for 
freeing  objects  from  qrease. 

44.  Copper  carbonate. — Occurs  in  nature  as  malachite  and 
allied  minerals.  The  artificial  carbonate  is  an  azure-blue  sub- 
stance, insoluble  in  water,  but  soluble,  with  effervescence,  in 
acids.  Copper  carbonate  precipitated  from  copper  solution 
by  alkaline  carbonates  has  a  greenish  color.  Copper  carbon- 
ate is  employed  for  copper  and  brass  baths,  and  for  the  re- 
moval of  an  excess  of  acid  in  acid  copper  baths. 

^^r^^^ff.— Dissolves  in  acids  with  eflfervescence ;  on  dip- 
ping a  riband  of  bright  sheet-iron  in  the  solution,  copper 
separates  upon  the  iron.  On  compounding  the  solution  with 
ammonia  in  excess,  a  deep  blue  coloration  is  obtained. 

45.  Zific  carbonate. — A  white  powder,  insoluble  in  water. 
The  product  obtained  b\-  precipitating  a  zinc  salt  with  alkaline 
carbonates  is  a  combination  of  zinc  carbonate  with  zinc  oxy- 
hydrate.  It  serves  for  brass  baths  in  connection  with  potassium 
cyanide. 

Recognition, — ^In  a  solution  in  hydrochloric  acid,  which  is 


440 


ELECTRO-DEPOSITION  OF  METALS 


formed  with  effervescence,  according  to  the  reactions  given 
under  zinc  chloride  (27). 

46.  Nickel  carbonate. — A  pale  applc-f^rccn  powder,  insohible 
in  water,  but  soluble,  with  efTcrvcscencc,  in  acids.  It  is  em- 
ployed for  neutralizing  nickel  baths  which  1iav  e  become  acid. 

Recognition. — In  hydrochloric  acid,  it  dissolves,  with  effer- 
vescence, to  a  green  fluid  ;  by  the  addition  of  a  small  quantity 
of  ammonia,  nickel  oxyhydrate  is  precipitated,  which,  by  add- 
ing ammonia  in  excess,  is  redissolved,  the  solution  showing  a 
blue  color. 

47.  Cobalt  carlfonate, — reddish  powder,  insoluble  in  water, 
but  soluble  in  acids,  the  solution  forming  a  red  fluid. 

VII.  Sulphates  and  Sulphites* 

48.  Sodium  sulphate  {Glauber's  salt). — Clear  crystals  of  a 
slightly  bitter  taste,  which  effloresce  by  exposure  to  the  air. 
They  are  readily  soluble  in  water.  On  heating,  the  crystals 
melt  in  their  water  of  crystallization,  and  on  glowing,  calcined 
Glauber's  salt  remains  behind.  It  is  used  as  an  addition  to 
some  baths. 

49.  Amtfionttnn  sulphate. — It  forms  a  neutral  colorless  salt, 
which  is  constant  in  the  air,  readily  dissolves  in  water,  and 
evaporates  on  heating.  It  serves  as  a  conducting  salt  for 
nickel,  cobalt,  and  zinc  baths. 

Recognition, — By  its  evaporating  on  heating ;  a  concentrated 
solution  compounded  with  platinic  chloride  gives  a  yellow  pre- 
cipitate of  platoso-ammonium  chloride,  while  a  solution  mixed 
with  a  few  drops  of  hydrochloric  acid  gives  with  barium  chlo- 
ride a  precipitate  of  barium  sulphate. 

50.  Aluminium-potassium  sulphate  {potash-alum), — Color- 
less crystals  or  pieces  of  crystals  with  an  astringent  taste.  It  is 
soluble  in  water,  12  parts  of  it  dissolving  in  100  parts  of  water 
at  the  ordinary  temperature.  On  heating,  the  crystals  melt, 
and  are  converted  into  a  white  .si)ongy  mass,  the  so-called 
burnt  alum.  Potash-alum  serves  for  the  preparation  of  zinc 
baths  and  for  brightening  the  color  of  gold. 
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Recogniti&u. — On  adding  sodium  phosphate  to  the  solution  a 
jelly-like  precipitate  of  aluminium  phosphate  is  formed,  which 
is  soluble  in  caustic  potash,  but  insoluble  in  acetic  acid. 

51.  Ammonium- alum  is  exactly  analogous  to  the  above,  the 
potassium  sulphate  being  simply  replaced  by  ammonium  sul- 
phate. It  is  for  most  purposes  interchauj^eable  with  jiotash- 
aluni.  On  glowinrr  ammonium-alum  the  ammonium  sul{)hate 
is  lost,  pure  alumina  remaining  behind.  Ammonium-alum  is 
used  for  preparing  a  bath  for  zincking  iron  and  steel  by  im- 
mersion. 

Recogniiian, — ^The  same  as  potash-alum.  On  heating  the 
comminuted  ammonium-alum  with  potash  lye  an  odor  of  am- 
monia becomes  perceptible. 

52.  Iron  sulphate  {iron  proiosulpkate,  ferrous  sulphate  or  green 
vitriol). — Pure  green  vitriol  forms  bluish- green  transparent 
crystals  of  a  sweetish  astringent  taste,  which  readily  dissolve  in 
water.  Crude  green  vitriol  is  a  green  crystalline  substance, 
often  yellowish  on  the  exterior  owing  to  the  formation  of  ferric 
compounds  with  the  aid  of  atmospheric  oxygen.  It  generally 
contains,  besides  ferrous  sulphate,  the  sulphates  of  copper  and 
zinc  as  well  as  ferric  sulphate.  On  account  of  the  tendency  to 
peroxidation,  green  vitriol  and  other  ferrous  compounds  should 
not  be  exposed  to  the  air  any  more  than  is  necessaiy.  Green 
vitriol  is  employed  for  the  preparation  of  iron  baths,  and  for 
the  reduction  of  gold  from  its  solutions. 

Recognition^ — ^By  compounding  the  green  solution  with  a  few 
drops  of  concentrated  nitric  acid,  a  black-blue  ring  is  formed  on 
the  point  of  contact.  On  mi.xing  the  lukewarm  solution  with 
gold  chloride,  gold  is  separated  as  a  brown  powder,  which  by 
rubbing  acquires  the  lustre  of  gold. 

53.  Iron  ijintnoiiinm  sidpJiatc. — (ireen  crystals  which  are  con- 
stant in  the  air  and  do  not  oxidize  as  readily  as  green  vitriol. 
100  parts  of  water  dissolve  16  parts  of  this  salt.  It  is  used  for 
the  same  purposes  as  green  vitriol. 

54.  Copper  sulphate  {eupric  sulphate  or  blue  vitriol), 
forms  blue  crystals,  of  which  100  parts  of  cold  water  dissolve 


442 


ELECTRO-DEPOSITION  OF  METALS. 


about  40,  and  the  same  volume  of  hot  water  about  200  parts. 
Blue  vitriol  which  does  not  possess  a  pure  blue  color,  but 
shows  a  ,i:^reenish  lustre,  is  contaminated  with  green  vitriol,  and 
should  not  be  used  for  electro-plating  purposes.  Blue  vitriol 
serves  for  the  preparation  of  alkaline  copper  and  brass  baths, 
acid  copper  baths»  etc. 

ReeogniHoHr^^y  its  appearance,  as  it  can  scarcely  be  mis- 
taken for  an3rthing  else.  A  content  of  iron  is  recognized  by 
boiling  blue  vitriol  solution  with  a  small  quantity  of  nitric  acid, 
and  adding  spirits  of  sal  ammoniac  in  excess ;  brown  flakes  in- 
dicate iron. 

55.  Cuprous  sulphite  J— Pi.  brownish  red  crystalline  powder 
formed  by  treating  cuprous  hydrate  with  sulphurous  acid  solu- 
tion.   It  is  insoluble  in  water,  but  readily  soluble  in  potassium 

cyanide,  with  only  slight  evolution  of  cyanogen.  It  serves  for 
the  preparaiioii  of  alkaline  copper  baths  in  place  of  basic 
acetate  of  copper  (verdigris),  copper  vitriol,  or  cuprous  n.xide. 

56.  Zinc  sulphate  {white  vitriol). — It  forms  small  colorless 
prisms  of  a  harsh  metallic  taste,  which  readily  oxidize  on  ex- 
posure to  the  air.  By  heating  the  crystals  melt,  and  by  glow- 
ing are  decomposed  into  sulphurous  acid  and  oxygen,  which 
escape,  while  zinc  oxide  remains  behind  as  residue.  100  parts 
of  water  dissolve  about  50  parts  of  zinc  sulphate  in  the  cold, 
and  nearly  100  at  the  boiling-point.  Zinc  sulphate  is  employed 
for  the  preparation  of  brass  and  zinc  baths. 

Recognition. — By  mixing  zinc  sulphate  solution  with  acetic 
acid  and  conducting  sulphuretted  hydrogen  into  the  mixture,  a 
white  precipitate  of  zinc  sulphide  is  formed.  A  slight  content 
of  iron  is  recognized  by  the  zinc  sulphate  solution,  made  alka- 
line by  ammonia,  giving  with  ammonium  sulphide  a  somewhat 
colored  precipitate  instead  of  a  pure  white  one.  However,  a 
slight  content  of  iron  does  no  harm. 

57.  Xiekel  sulphate. — Beautiful  tlark  i^reen  crystals,  readily 
soluble  in  water,  the  solution  exhibiting  a  green  color.  On 
heitin<;  the  crystals  to  above  536°  F.,  yellow  anhydrous  nickel 
sulphate  remains  behind.    Like  the  double  salt  described  be- 
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low,  it  serves  for  the  preparation  of  nickel  baths  and  for  color- 
ing zinc. 

RecogniHtm, — ^By  compounding  the  solution  with  ammonia 

the  j^reen  color  passes  into  blue.  Potassium  carbonate  pre- 
cipitates pale  fjrccn  basic  nickel  carbonate,  wliicli  dissolves  on 
addin}^  ammonia  in  excess,  the  solution  sliowin^  a  blue  color. 
A  content  of  cop{)cr  is  recognized  by  the  separation  of  black- 
brown  copper  sulphide  on  introducing  sulphuretted  hydrogen 
into  the  heated  solution  previously  strongly  acidulated  with 
hydrochloric  acid. 

58.  Nickel-ammonium  sulphate. — It  forms  green  crystals  of  a 
somewhat  paler  color  than  nickel  sulphate.  This  salt  dissolves 
with  more  difficulty  than  the  preceding,  100  parts  of  water  dis- 
solving only  5.5  parts  of  it.  It  is  used  for  the  same  purposes 
as  the  nickel  sulphate,  and  is  also  recognized  in  the  same 
manner. 

59.  Cobalt  sulphate. — Crimson  crystals  of  a  sharp  metallic 
taste,  which  are  constant  in  the  air  and  readilv  tlissolve  in  water, 
the  solution  showinj^  a  red  color.  By  heatinj^,  the  crystals  lose 
their  water  of  crystallization  without,  however,  melting,  and  be- 
come thereby  transparent  and  rose-colored.  The  salt  is  used 
for  cobalt  baths  for  electro-cobalting  and  cobalting  by  contact 

Recognition, — In  the  presence  of  ammoniacal  salts,  caustic 
potash  precipitates  a  blue  basic  salt,  which,  on  heating,  changes 
to  a  rose-colored  hydrate,  and  by  standing  for  some  time  in  the 
air  to  a  green-brown  hydrate.  By  mixing  a  concentrated  solu- 
tion of  the  salt  strongly  acidulated  with  hydrochloric  acid  with 
solution  of  potassium  nitrate,  a  reddish-yellow  precipitate  is 
formed. 

60.  Cobalt-ammouiuift  sulphate. — This  salt  forms  crystals  of 
the  same  color  as  cobalt  sulphate,  which,  however,  dissolve 
more  readily  in  water. 

61.  Sodium  sulphite  and  bisulphite, — a.  Sodium  sulphite. 
Clear,  colorless,  and  odorless  crystals,  which  are  rapidly  trans- 
formed into  an  amorphous  powder  by  efflorescence.  The  salt 
readily  dissolves  in  water,  the  solution  showing  a  slight  alkaline 
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reaction  due  to  a  small  content  of  sodium  carbonate.  It  is  em- 
ployed in  the  preparation  of  gold,  brass,  and  copper  baths,  for 
silvering  by  immersion,  etc. 

Ri  co^iiitian.'^'The  solution  when  mixed  with  dilute  sulphuric 
acid  has  an  odor  of  buminpf  sulphur. 

b.  Sodium  bisulphite.  Small  crystals,  or  more  frequently  in 
the  shape  of  a  pale  yellow  powder  with  a  strong  odor  of  sul- 
phurous acid  and  readil\'  soluble  in  water.  The  solution 
shows  a  strong  acid  reaction  and  loses  sulphurous  acid  in  the 
air.  It  is  employed  in  the  preparation  of  alkaline  copper  and 
brass  baths. 

Both  the  sulphite  and  bisulphite  must  be  kept  in  well-closed 
receptacles,  as  by  the  absorption  of  atmospheric  oxygen  they 
are  converted  to  sulphate. 

Vlll.  Nitraus. 

62.  Potassium  nitrate  {saltpetre,  nitre). — It  forms  large,  pris- 
matic crystals,  generally  hollow,  but  also  occurs  in  commerce 
in  the  form  of  a  coarse  powder,  soluble  in  4  parts  of  water  at  a 
medium  temperature.  The  solution  has  a  bitter,  saline  taste 
and  shows  a  neutral  reaction.  Potassium  nitrate  melts  at  a 
glowing  heat,  and  on  cooling  congeals  to  an  opaque,  crystalline 
mass.  It  is  employed  in  the  preparation  of  desilvering  baths 
and  for  producing  a  dead  lustre  upon  gold  and  gilding.  For 
these  purposes  it  may,  however,  be  replaced  by  the  cheaper 
sodium  nitrate^  sometimes  called  cubic  nitre  or  CIMe  saltpetre. 

Recognition, — small  piece  of  coal  when  thrown  upon  melt- 
ing saltpetre  bums  fiercely.  When  a  not  too  dilute  solution  of 
saltpetre  is  compounded  with  solution  of  potassium  bitartrate 
saturated  at  the  ordinary  temperature,  a  crystalline  precipitate 
of  tartar  is  formed. 

63.  Sodium  filtrate  {eubie  nitre  or  Chile  saltpetre). — Color- 
less crystals,  deliquescent  and  very  soluble  in  water;  the  solu- 
tion shows  a  neutral  reaction.  It  is  used  for  the  same  purposes 
as  potassium  nitrate. 

64.  Mercurous  nitrate.— \\.  forms  small,  colorless  crystals. 
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which  are  quite  transparent  and  slightly  effloresce  in  the  air. 
On  heating  they  melt  and  are  transformed,  with  the  evolution 
of  yellow-red  vapors,  into  yellow-rcd  mercuric  oxide,  which,  on 
further  heating,  entirely  evaporates.  With  a  small  quantity  of 
water,  mercurous  nitrate  yields  a  clear  solution  ;  by  the  further 
addition  of  water  it  slious  a  milky  turbidity,  which,  however, 
disappears  on  addinp^  nitric  acid.  It  is  employed  for  {|i.iicking 
the  zincs  of  the  elements  and  the  objects  prev  ious  to  silvering, 
and  for  brightening  gilding.  For  the  same  purpose  is  also 
used 

65.  Mercuric  nitrate, — It  is  difficult  to  obtain  this  salt  in  a 
crystallized  form.  It  is  generally  sold  in  the  form  of  an  oily, 
colorless  liquid,  which,  in  contact  with  water,  separates  a  basic 
salt  This  precipitate  disappears  upon  the  addition  of  a  few 
drops  of  nitric  acid,  and  the  liquid  becomes  clear. 

Recognition, — bright  riband  of  copper  dipped  in  solution 
of  mercurous  or  mercuric  nitrate  becomes  coated  with  a  white 
amalgam,  which  dissapears  upon  heating. 

66.  Silver  nitrate  {lunar  eaustic). — This  salt  is  found  in 
commerce  in  three  forms  :  either  as  crystallized  nitrate  of  silver 
in  thin,  rhombic,  and  transparent  plates ;  or  in  amorphous, 
opaque,  and  white  plates  of  fused  nitrate;  or  in  small  cylinders 
of  white,  or  gray,  or  black  color,  according  to  the  nature  of  the 
mould  employed,  in  which  form  it  constitutes  the  lunar  caustic 
for  surgical  uses.  For  our  purposes  only  the  pure,  ciystallized 
product,  free  from  acid,  should  be  employed.  The  crystals 
dissolve  readily  in  water.  In  making  solutions  of  this  and 
other  silver  salts,  only  distilled  water  should  be  used ;  all  other 
waters,  owing  to  the  presence  of  chlorine,  produce  a  cloudiness 
or  even  a  distinct  precipitate  of  silver  chloride.  In  the  heat  the 
crystals  melt  to  a  colorless,  oily  fluid,  which,  on  cooling,  con- 
geals to  a  crystalline  mass.  Silver  nitrate  is  employed  in  the 
preparation  of  chloride  and  cyanide  of  silver  for  silver  baths ; 
the  solution  in  potassium  cyanide  may  also  be  used  for  silver 
baths.  The  alcoholic  solution  is  employed  for  metallizing 
moulds. 
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Recognition. — Hydrochloric  acid  and  common  salt  solution 
precipitate  from  silver  nitrate  solution  silver  chloride,  which 
becomes  black  on  exposure  to  the  light,  and  is  soluble  in 
ammonia. 

IX.  Phosphates  and  Pyrophosphates, 

67.  Sodium  phosphate. '^VAx%<ty  clear  crystals,  which  readily 
effloresce,  and  whose  solution  in  water  shows  an  alkaline  reac- 
tion. It  is  employed  in  the  preparation  of  gold  baths  and  for 
thtJ  production  of  metallic  phosphates  for  soldering. 

Recognition. — The  dilute  solution  compounded  with  silver 
nitrate  yields  a  yellow  precipitate  of  silver  phosphate. 

68.  Sodinni  f^yropliosphatc . — It  forms  w'hite  crystals,  which 
are  not  subject  to  efflorescence,  and  are  soluble  m  6  parts  of 
water  at  a  medium  temperature;  the  solution  shows  an  alka- 
line reaction.  Sodium  pyrophosphate  also  occurs  in  commerce 
in  the  form  of  an  anhydrous  white  powder,  though  it  may  here 
be  said  that  the  directions  for  preparing  baths  refer  to  the 
crystallized  salt.  It  is  employed  in  the  preparation  of  gold, 
nickel-bronze,  and  tin  baths. 

Recognition, — ^The  dilute  solution  compounded  with  silver 
nitrate  yields  a  white  instead  of  ^yellow  precipitate. 

69.  Ammonium  phosphate, — colorless  crystalline  powder 
quite  readily  soluble  in  water ;  the  solution  should  be  as  neutral 
as  possible.  A  salt  smelling  of  ammonia,  as  well  as  one  show- 
ing an  acid  reaction,  should  be  rejected.  It  is  employed  m  the 
preparation  of  platinum  baths. 

X.  Salts  of  the  Organic  Acids, 

70.  Potassintn  bi  tart  rate  {cream  of  tartar). — The  pure  salt 
forms  small  transparent  crystals  of  an  acid  taste,  and  slightly 
soluble  in  water.  The  commercial  crude  tartar  or  argol,  which 
is  a  by-{)roduct  in  the  wine  industry,  forms  gray  or  dirty  red 
crystalline  crusts.  In  finely  powdered  state,  purified  tartar  is 
called  cream  of  tartar.  It  is  employed  for  the  preparation  of 
the  whitening  silver  baths,  for  those  of  tin,  and  for  the  silvering 
paste  by  friction. 
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yi.  Potassium  sodium  tartrate  {Rockelle  or  Seigttette  salt), — 
Clear  colorless  crystals,  constant  in  the  air,  of  a  cooling  bitter 
saline  taste,  and  soluble  in  2.5  parts  ol  water  of  a  medium  tem- 
perature. The  solution  shows  a  neutral  reaction.  This  salt  is 
employed  in  the  preparation  of  copper  baths  free  from  cyanide, 
as  well  as  of  nickel  and  cobalt  baths,  which  arc  to  be  decom- 
posed in  the  single  cell  apparatus. 

Rccogfiiiion. — Hy  the  addition  of  acetic  acid  the  solution 
yields  an  abundant  precipitate  of  tartar. 

72.  Antimony-potassium  tartrate  {^tartar  emetic). — A  white 
crystalline  substance,  of  which  100  parts  of  cold  water  dissolve 
5  parts,  while  a  like  volume  of  hot  water  dissolves  50  parts. 
The  solution  shows  a  slightly  acid  reaction.  The  only  use  of 
this  salt  is  for  the  preparation  of  antimony  baths. 

Recognition, — ^The  solution  compounded  with  sulphuric, 
nitric,  or  oxalic  acid  yields  a  white  precipitate,  insoluble  in  an 
excess  of  the  cold  acid.  Sulphuretted  hydrogen  imparts  to  the 
dilute  solution  a  red  color.  1 1)  drochloric  acid  efTects  a  pre- 
cipitate, whicii  is  rcdissolved  b\'  the  acid  in  excess. 

73.  Copper  acetate  {verdigris) . — It  is  found  in  the  market  in 
the  form  of  dark  j^rccn  crystals  showing  an  acid  reaction,  or  of 
a  neutral  bright  green  powder. 

The  crystallized  copper  acetate  forms  opaque  dark  green 
prisms,  which  readily  effloresce,  becoming  thereby  coated  with 
a  pale  green  powder ;  they  dissolve  with  difficulty  in  water,  but 
readily  in  ammonia,  forming  a  solution  of  a  blue  color,  as  well 
as  in  potassium  cyanide  and  alkaline  sulphites 

The  neutral  copper  acetate  forms  a  blue-green  crystalline 
powder,  imperfectly  soluble  in  water,  but  readily  soluble  in 
ammonia,  forming  a  solution  of  a  blue  color. 

Copper  acetate  is  used  for  pi  t  p.iring  copper  and  brass  baths, 
for  the  production  of  artificial  palinas,  for  coloring,  gilding,  etc. 

74.  Lead  acetate  {sugar  of  lead). — Colorless  lustrous  prisms 
or  needles  of  a  nauseous  sweet  taste  and  poisonous.  The 
crystals  effloresce  in  the  air,  melt  at  104°  V,,  and  are  readily 
soluble  in  water,  yielding  a  slightly  turbid  solution.  Lead 
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acetate  is  employed  lor  preparing  lead  baths  (Nobili's  rings) 
and  ior  coloring  copper  and  brass. 

Recognition. — By  compounding  lead  acetate  solution  with 
potassium  chromate  solution,  a  heavy  yellow  precipitate  of  lead 
chromate  is  formed. 

75.  Sodium  citrate, — Colorless  crystak,  presenting  a  moist 
appearance,  which  are  readily  soluble  in  water;  the  solution 
should  show  a  neutral  reaction.  This  salt  is  employed  in  the 
preparation  of  the  platinum  bath  according  to  Buttger's  formula. 

B.  Various  Apparatus  and  Insiruments. 

Glass  balloons  and  flasks. — These  are  spheres  of  thin  blown 
glass,  Fig.  i.vS.  with  necks  of  various  dimensions  in  length  and 
diameter.    They  are  employed  for  heating  acids, 
tii;.  138.    dissolving  metals,  and  a  great  many  other  uses. 
^       They  should  be  placed  upon  triangular  supports  of 
iron  and  at  a  certain  distance  from  the  fire,  from  the 
direct  action  of  which  they  are  to  be  protected  by 

Othe  intervention  of  a  piece  of  wure  gauze  or  its 
equivalent  The  thinner  they  are  the  more  easily 
they  bear  sudden  changes  of  temperature.  They 
are  preferable  to  porcelain  evaporating  dishes  for 
dissolving  gold,  because  there  is  much  less  danger  of  losing  a 
part  of  the  product  by  spurting. 

Evaporating  dishes  or  capsules. —  1  hese  are  usually  vessels  of 
porcelain,  and  are  intended  to  bear  a  high  temperature.  The 
best  are  thin  and  uniformly  so.  Like  glass  flasks,  they  should 
be  supported  above  the  fire  upon  an  iron  stand  and  wire  gauze. 
As  far  as  practicable  they  should  be  gradually  heated  and 
cooled.  When  taken  from  the  fire  they  should  be  placed 
upon  rings  made  of  plaited  straw.  They  are  made  with  or 
without  lips,  and  some  have  a  socket  for  a  wooden  handle. 
Glass  evaporating  dishes  are  not  durable. 

Glass  jars, — ^These  are  glass  vessels,  generally  cylindrical, 
closed  at  one  end,  and  of  different  capacities. 

They  are  employed  for  small  gilding,  silvering,  and  electro- 
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plating  baths  in  the  cold.  They  are  handy  and  serviceable  for 
amateurs,  because  their  transparency  permits  the  progress  of 
the  operation  to  be  observed  at  all  times. 

Crucibles, — ^These  are  vessels,  the  shape  of  which  is  gen- 
erally an  inverted  truncated  cone,  Fig.  1 39,  the  smaller  end 
being  closed,  and  the  lar:jer  open.    Sometimes  the 
opening  is  trianj^iilar.  '39* 

Crucibles  arc  made  of  many  kinds  of  materials  : 
metals,  refractor)'  clay,  stoneware,  porcelain,  plum- 
ba^fo  or  graphite,  etc.  They  are  generally  provided 
with  a  cover  of  the  same  material,  and  are  raised 
above  the  grate  bars  of  the  furnace  by  means  0| 
bricks  or  cylinders  of  clay.  Metallic  crucibles  may 
be  heated  rapidly,  but  the  others  require  to  have  their  temper- 
ature raised  gradually  and  carefully.  They  are  employed  for 
the  preparation  of  many  salts,  for  the  fusion  of  metals,  etc. 
Non-metallic  crucibles  are  rarely  used  for  more  than  one 
operation. 

HyJr^eUrs.'^These  are  glass  instruments  resembling  ther- 
mometers in  outward  appearance,  but  having  a  large  bulb  near 
the  bottom.  They  are  used  for  testing  the  specific  gravity  of 
liquids,  or,  in  other  words,  to  test  their  density  as  compared 
with  that  of  pure  water.  The  liquid  to  be  tested  may  be  placed 
in  a  narrow  glass  jar  together  with  the  hydrometer,  or"may  be 
contained  in  any  other  vessel.  The  instrument  floats  in  the 
liquid  to  be  tested,  with  its  bulb  below  the  surface  and  its  stem 
standing  above  the  surface.  This  stem  is  graded  into  degrees 
similar  to  that  of  a  thermometer,  and  shows  the  depth  of  the 
bulb  beneath  the  surface.  In  pure  water  the  bulb  sinks  down 
to  the  mark,  or  to  i  .000  as  marked  on  some  scales,  I  .OOO 
being  taken  to  represent  the  density  of  water  at  a  temperature 
of  60*^  F.  As  the  density  of  water  increases  by  the  addition  of 
salts  or  of  liquids  having  a  greater  density  than  water,  the  bulb 
is  forced  upwards,  and  the  scale  then  registers  so  many  degrees 
greater  density  than  water. 

Three  differently  graduated  hydrometers  are  in  use,  viz., 
29 
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hydrometers  graded  to  read  direct'the  specific  gravity  of  liquids 
in  comparison  with  that  of  water,  taking  this  as  represented  by 
I. goo;  hydrometers  graded  by  a  scale  adopted  by  Mr.  W. 
Twaddell,  and  known  as  Twaddell's  h3rdrometers ;  and  hydrom- 
eters graded  by  a  scale  adopted  by  M.  Baume,  and  named 
Baume's  hydrometers.  The  difference  between  the  three  grad- 
ings  is  shown  in  the  following  table:—- 


TabU  showing  readings  of  different  hydrometers. 


Specific  gnvity. 

Bavnii6, 

Twadddl. 

Spedfic  gnnrity. 

TwadddL 

.81 7° 

i.a50i° 

50P 

.827  38 
.837  36 

1.263 

1.300 

eo 

.847 

34 

1.3*1 

35 

.856 

3* 

».35o 
1.385 
1.400 

r> 

.871 

iso 

30 
28 

40 

80 

26 

1-450 

90 

•903 

24 

1454 

45 

83 

1.500 

100 

20 

1.532 

SO 

.943 

18 

>.550 

no 

•955 

16 

1.600 

lao 

.970 

14 

1.618 

55 

.985 

12 

1.650 

130 

IjOOO 

o^'or  10 

1.700 

140 

5 

1. 714 

60 

1.050 

10 

1-750 

150 

1*75 

10 

1.800 

ite 

1.100 

20 

1.823 

I.I  16 

<5 

1.850 

1.150 

30 

1.900 

1. 161 

90 

1.946 

1.200 

40 

1.950 

190 

i.ato 

as 

It  will  be  seen  that  every  degree  Twaddell  represents  0.005^ 
in  the  specific  gravity  hydrometer,  and  ever)'  10°  represents 
0.0^0^.  To  convert  degrees  Baume  into  readings  showing 
direct  specific  gravity,  subtract  the  readings  on  Haume's  scale 
from  the  number  144,  and  divide  this  by  the  difference.  For 

example.  .44-66-^- ,.846°.  the  specific  gravity  of  . 
liquid  registering  66^  on  a  Baume  hydrometer.   Baume  has 
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Fig.  140. 


one  hydrometer  for  liquids  lighter  than  water  (the  readings  of 
which  are  given  in  the  first  16  sets  of  figures  in  the  foregoing 
table),  and  one  for  liquids  heavier  than  water. 

Filters. — Filtering  a  solution,  a  bath,  or  any  other  liquor, 
consists  in  causing  it  to  pass  throuj^h  a  jxrmeable  substance, 
the  pores  or  meshes  of  which  are  sufficiently 
closed  to  retain  all  the  undissolved  substances, 
which  are  thus  separated  from  the  liquid  part. 

Filters  are  of  very  difTerent  materials  and 
shapes.  Cloth,  muslin,  etc.,  are  coarse  filters 
or  strainers,  made  in  the  form  of  pockets. 
Their  filtering  power  is  considerably  improved 
by  covering  them  with  a  layer  of  sand,  wool, 
bdneblack,  etc.  These  latter  substances  them- 
selves, properly  supported,  will  act  as  filters. 

Felted  wool  ( generally  rabbit's  hair)  is  made  in  the  shape  of 
a  conical  pocket  (Fig.  140),  but  is  suited  only  for  neutral  sub- 
stances.   Alkalies  destroy  it  rapidly. 

Concentrated    acids    are    filtered    through    amianthus^  or 
asbestos,  compressed  in  the  neck  of  a  glass  funnel 
upon  broken  fragments  of  glass. 

The  most  useful  fdtering  material,  however,  is 
unsized  paper.    This  filter  (F'ig.  141)  is  prepared 
by  folding  diagonally  a  square  piece  of  porous 
paper,  which  thus  prepared  forms  a  triangle. 
This  is  again  folded  in  half.    Then,  beginning  at 
one  edge,  smaller  folds  are  made  alternately  to  the  right  and 
to  the  left,  but  all  converging  towards  the  point,  like  a  fan. 
The  filter  is  now  partially  opened,  trimmed  on  top,  and  intro- 
duced into  the  funnel,  care  being  had  that  all  the 
projecting  edges  rest  against  it. 

If  it  be  feared  that  the  filter  will  not  resist  the 
weight  of  the  liquid,  the  point  is  twisted  to  the 
left  or  to  the  right,  and  while  it  is  still  held  be- 
tween two  fingers  of  the  left  hand,  the  whole  filter 
is  inverted,  so  that  the  inward  folds  become  the  outward 


Flc.  141. 


Fig.  142. 
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ones.  A  filter  with  such  a  rounded  point  is  better  supported 
in  the  funnel,  and  filters  more  rapidly. 

This  method  is  preferable  for  rapid  filtration ;  but  if  it  is  de- 
sired to  recover  precipitates,  the  filter  represented  by  Fipj.  142 
is  more  suitable,  A  circular  sheet  of  paper  is  twice  doubled 
up,  and  by  carefully  opening  it  three  thicknesses  of  paper  are 
laid  on  one  side,  leaving  one  single  thickness  on  the  other  side. 

Siphons. — ^The  most  simple  and  handy  siphon,  in  many 
cases,  is  a  piece  of  lead  pipe  bent  so  as  to  have  two  unequal 
branches,  the  smaller  of  which  plunges  into  the  liquid  to  be 
drawn  off.  A  section  of  India-rubber  tube  may  be  employed 
for  similar  purposes. 

But  as  these  materials  may  be  chemically  acted  upon  by 
various  solutions,  glass  siphons  are  used,  with  or  without  a 
suction  tube  (Figs.  143  and  144). 


FiG.  143.  Fig.  144. 


For  siphoning  corrosive  solutions  which  cannot  be  touched 
with  the  fingers,  a  siphon  with  a  suction  tube  is  used  ( I'^ig. 
143).  The  shorter  leg  is  plunged  into  the  liquid  and  the 
longer  one  closed  with  the  finger  or  an  India-rubber  pad 
pressed  against  it;  then,  with  the  mouth,  suction  should  be 


VARIOUS  APPARATUS  AND  INSTRUMENTS. 


453 


carefully  applied  at  the  lateral  suction  tube  until  the  liquid 
fills  the  longer  leg. 

If  there  be  any  danger  of  inhaling  a  poisonous  vapor,  the 
action  of  the  mouth  may  be  replaced  by  an  India-rubber  ball 
fastened  to  the  suction  tube.  The  longer  branch  of  the  siphon 
is  closed  as  before,  and  the  ball  compressed  in  order  to  remove 
the  air.  By  its  elasticity  the  ball  resumes  its  former  volume, 
thus  producing  a  suction  which  starts  the  siphon  in  action. 

Stirring  rods. — These  are  rods  made  of  various  materials, 
and  arc  employed  for  mixing  together  liquids  or  pastes,  or 
liquids  and  pastes,  or  solids  with  liquids,  or  various  solids  in 
the  dry  state.  Their  length  and  thickness  should  be  suited  to 
the  volumes  to  be  mixed. 

Suitable  stirring  rods  are  those  which  have  no  chemical 
action  upon  the  substances  with  which  they  are  brought  in 
contact;  neither  should  they  become  impregnated  with  them. 
Rods  of  glass,  stoneware,  or  porcelain  are  decidedly  the  best 
Wood  and  most  metals  should  be  avoided,  because  the  former 
is  absorbent  and  the  latter  are  corroded  and  easily  oxidized. 

The  operator  should  always  have  near  at  hand  a  complete 
assortment  of  glass  stirrers  of  various  sizes,  and  with  fused  or 
rounded  ends,  in  order  not  to  scratch  the  vessels  in  which  he 
operates. 
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CHECK  VOLTMETER. 

Under  "  Klcctro-Plating  Arrangements  in  Particular,"  p.  89, 
et  seq.^  reference  has  been  made  to  various  styles  of  voltmeters. 

In  addition  attention  may  be 
called  here  to  the  check  volt- 
meter, P'ig.  145,  manufactured 
by  the  Hanson  &  Van  Winkle 
Co.,  of  Newark,  N.  J.,  and  de- 
signed for  small  plants  or  for 
connection  with  every  tank  in 
larger  establishments. 

The  cost  of  the  large  volt- 
meters is  an  obstacle  to  their 
general  use,  except  in  the  main 
circuit,  where  they  are  usually 
placed  at  a  distance  from  the 
tanks,  and  do  not  show  the 
variation  in  voltage  between  the 
dynamo  and  tanks  caused  by 
resistance  of  the  conductors. 

The  check  voltmeter  can  be 
connected  with  each  tank,  and 
is  of  great  advantage  to  the 
plater  who  is  operating  baths 
requiring  diflfcrent  voltages,  for 
by  touching  the  button  of  the 
switch  the  tension  of  current  at  each  tank  can  be  instantly  de- 
termined. The  instrument  is  calibrated  from  a  standard  volt- 
meter and  is  reliable.    It  cannot  be  left  in  circuit,  and  for  this 
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reason  a  switch  is  provided.  The  price  of  the  instrument  is 
$2.50. 

The  Bossard  Mcchano-Elcctroplatin^  Tanks. 

These  tanks  are  patented  devices  in  which  the  work  to  be 
plated  is  automatically  drawn  through  the  bath  at  a  controllable 
rate  of  speed.  There  are  two  styles  of  these  devices,  namely, 
the    loui^  tank''  and  the    circular  tank!* 

Fig.  146. 


The  long  tank,  Figs.  146  and  147,  is  made  of  wood  or  plate 
steel.  Two  rigid  bridges  span  the  tank  longitudinally,  their  top 
faces  being  mounted  their  entire  length  by  a  metal  strip,  which 
can  be  directly  connected  to  the  cathode  rheophorc  of  dynamo. 
Preferably  the  cathode  element  is  brought  into  the  apparatus 
by  a  connection  to  the  copper  strips,  which  are  found  extend- 
ing on  each  side  at  bottom  of  bridge.  Upon  each  of  the 
bridges  is  traveling  an  endless  chain  encircling  the  tank  longi- 
tudinally. Sprocket  wheels  upon  a  shaft  at  one  end  of  tank, 
which  are  driven  by  a  simple  and  effective  mechanical  move- 
ment consisting  of  a  ratchet  wheel,  pallet  upon  rocker  arm, 
pitman  and  slide  crank,  give  motion  to  the  chains.  An  adjust- 
able wrist-pin  on  slide-crank,  holding  one  end  of  pitman,  is  the 
means  whereby  the  shortening  and  lengthening  of  stroke  of  the 
latter,  and  with  it  the  path  of  pallet  on  ratchet-wheel,  and  con- 
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scquently  the  speed  of  sprocket-wheel  shaft,  is  fixed.  The 
speed  of  the  chain  is  determined  by  the  time  it  is  desired  to 
give  the  work  to  be  plated  in  the  bath.  The  work  is  hung  into 
the  bath  on  hooks  or  frames  at  one  end  ol  tank,  suspended 
from  each  side  of  bridge.  Engaging  in  the  chain  it  moves  with 
the  latter,  and  when  it  has  reached  the  other  end  in  its  travel 
through  the  bath,  is  removed  as  sufficiently  plated.  Electric 
contact  is  made,  either  at  juncture  of  hook  with  metal  strip  on 
top  face  of  bridge,  or  luwk  and  copper  strip  on  side  of  bridge,  or 
at  both  points.  Along  the  sides  and  through  the  middle  t)f  the 
bath  are  three  rows  of  anodes.  For  the  purpose  of  controUing 
the  anode  surface  in  the  bath,  the  anodes  are  suspended  in 
small  numbers,  from  short  sections  of  rod,  which  are  individ- 
ually and  movably  connected  by  switch  to  the  feed-rods 


Fig.  147. 


charged  with  the  anode  element  of  dynamo.  This  arrangement 
enables  the  operator  to  use  such  amount  of  anode  surface  in  the 
bath  as  will  insure  good  work. 

In  the  manipulation  of  this  tank  it  is  the  operator's  task  to 
fix  the  time  the  work  is  to  take  in  its  travel  through  the  bath, 
adjust  the  speed  of  chain  accordingly,  regulate  at  the  switch- 
board the  electric  current  going  into  the  bath,  pass  the  work- 
through  lye  and  cleansing  dips,  suspend  it  in  the  balb,  the 
hooks  holding  same  to  engage  in  the  moving  chain.  The 
work  requires  no  care  while  going  through  the  bath.  Arriv- 
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ing  at  the  other  end  it  is  taken  out  by  a  workman,  whose 
further  duty  it  is  to  pass  the  work  through  hot  water  and  dry 
it  off  in  the  usual  manner. 

The  long  tank  is  highly  spoken  of  by  manufacturers  of  hard- 
ware for  the  deposition  of  copper,  brass  and  bronze  on  steel 
goods  and  gray-iron  castings,  among  its  users  being  The  Yale 
and  Towne  Manufacturing  Co.,  Stamford,  Conn.,  The  Russell 
and  Erwin  Manufacturing  Co.,  New  Britain,  Conn.,  and  The 
Stanley  Works,  New  Britain,  Conn. 

The  circular  tatik.  Figs.  148  to  150,  consists  chiefly  of  a 


Fig.  148. 
0, 


large  wooden  tub  in  which  a  circular  carrier  is  caused  to  re- 
volve upon  a  horizontal  plane.  Fig.  148  shows  an  exterior 
view  of  the  tank.  Fig.  149  a  plan  of  the  tank  and  carrier,  and 
Fig.  150  section  and  partly  front  elevation  of  the  tank,  carrier 
and  machinery.  A  peculiarity  of  the  wooden  tub  is  its  open 
central  space  which  gives  it  the  quality  of  a  circular  trough. 
In  the  construction  of  the  tank  the  size  and  shape  of  the  work 
to  be  plated  determine  the  dimensions  of  this  trough.  The 
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quantity  of  work  decides  the  general  dimensions  of  the  tank 
and  of  the  open  central  space. 

Th€  carrier  is  constructed  to  hold  two  rows  of  work  of  con- 
siderable lineal  capacity  and  to  move  above  bath  and  tank.  It 
is  mounted  upon  a  perpendicular  shaft,  and  this  by  means  of  a 
worm  gear  at  lower  end  and  properly  supported  within  the 
open  centra]  space  is  revolved,  and  its  speed  adjusted  by  a 

Fig.  149. 


mechanical  contrivance  similar  to  the  one  applied  for  the  same 
purpose  to  the  long  tank. 

In  this  device  the  general  princtplcf  is  recognized  which 
underlies  the  long  tank,  but  somewhat  different  results  attend 
its  operation,  attributable  to  its  shape.  The  arrangement  for 
controlling  the  anode  surface  in  the  bath  is  the  same,  the  deri- 
vation of  the  frictional  electric  contact  between  work  and 
cathode  bar  is  similar;  but  on  account  of  its  circular  shape 
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and  movement  the  work,  suspended  from  the  carrier  as  it 
passes  through  the  bath  in  its  circular  course,  returns  to  its 
original  starting  point  when  completing  its  revolution.  This 
enables  the  operator  to  occupy  one  position,  in  which  he  con- 
tinuously supplies  the  bath  with  work  and  withdraws  the  same 
as  it  returns  to  him  plated.   The  walking  forward  and  back  In 


Fig.  150. 


SECTION  AND  PARTLY  FRONT  ELEVATION  OP  ORCULAR  TANK,  CARRIER  AND  MACHINERY. 

the  course  of  attention  the  old-style  tanks  recjiiirc,  is  thereby 
entirel)'  saved,  and  a  great  point  of  econom\'  gained.  The 
cleansing  tanks,  hot  and  coltl  water,  pickles  and  dii)S  arc  placed 
near  tlu-  ojier.itor's  j)osition  at  the  circular  tank,  which  at  once 
simplifies  and  brings  closer  together  the  general  operations  of 
the  plating  room,  saves  floor  space,  and  adds  to  the  facilities  of 
keeping  the  room  clean  and  dry.    It  times  the  operation  of 

• 
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plating  in  the  bath  automatically  and  insures  uniiormity  of 
product. 

The  advantages  claimed  by  the  inventor  from  the  shape  and 
general  construction  of  these  devices  are  as  follows : 

1.  The  work  to  be  plated,  as  it  is  drawn  through  the  bath, 
continuously  stirs  the  latter,  thereby  keeping  it  in  active 
chemical  condition.  The  hydrogen  bubbles  formed'  on  the 
work  are  constantly  dislodged,  the  result  being  a  rapid,  smooth, 
and  homogeneous  deposit. 

2.  The  frictional  contact  derived  from  the  bearing  of  the 
hooks  carrying  the  work  into  the  bath  against  the  cathode  bar, 
insures  a  keen,  never  fading,  electric  action  to  enter  the  bath. 
The  contact  points  are  always  clean  and  sure. 

3.  The  movement  through  the  bath  passes  the  work  in  con- 
stantly changing  positions  before  the  anodes  while  undergoing 
the  process  of  deposition. 

4.  To  increase  the  movement  of  the  work  and  vary  the 
nature  of  the  motion  during  its  travel  through  the  bath,  small 
deflecting  devices  are  introduced  at  desired  distances  along  and 
upon  the  cathode  bars,  and  for  special  work,  revolving  hooks 
ha\'c  been  used  to  great  advantage. 

5.  Tlie  pro-ximity  of  the  work  to  the  anode  in  the  plating 
bath  is  well  known  to  cause  conditions  favorable  or  unfavorable 
to  the  formation  of  a  good  deposit.  Experiments  have  plainly 
shown  and  the  daily  application  of  these  devices  proves  that  the 
distance  between  the  work  and  the  anode  can  be  considerably 
reduced  and  the  intensity  of  the  current  increased  without 
danger  of  burning  the  work  when  the  latter  is  gently  moved. 
By  reducing  distance  between  anode  and  cathode,  the  resist* 
ance  upon  the  dynamo  is  accordingly  diminished,  and  this  con« 
dition  is  very  desirable  in  nickel  and  other  solutions  which  are 
of  a  neutral  and  non-conducting  nature. 

In  may  finally  be  observed  that  while  in  the  electro-deposi- 
tion of  metals  the  moving  of  the  work  in  the  bath  is  not  new, 
and  its  effects  are  well  known  and  appreciated,  the  manner  in 
which  the  movement  is  produced  in  these  devices  and  the  idea 
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of  having  the  work  enter  the  bath,  pass  through  the  same,  and 
approach  a  desired  point  for  removal  at  an  adjustable  rate  of 
speed,  are  both  new  and  novel,  and  the  results,  as  a  conse- 
quence to  construction  and  conditions  thereby  created  in  the 
bath,  can  be  readily  understood. 

The  Bossard  Mechano-Electroplating  Tanks  are  manufac- 
tured by  the  Schreiber  &  Conchar  Manufacturing  Co.,  of 
Dubuque,  Iowa. 

USEFUL  TABLES. 

Tabie  of  eUmenis  with  their  symbols^  atomic  weights^  and 

specific  gravities. 


Nunc. 


Aluminium  

AntirooDy  

Arsenic  

Bariutii   

Beryllium  ...««• 

Bisnrath  

Boron  

Bromine  

Cadmium  

Gniuin  

Calcittm   

Carbon  

Cerium  

Chlorine  

Chromium  

Cobalt  

Copper  «■«■«■«• 

Didymium  

Erbium  

Fluorine  

Gol.i   

Hydrogen   

Indium  

Itxliiif  

Iridium  

Iron   

Lanthanum  •••• 

Lead  

Lithium  

Magnesium  «... 
Maaganoe  * .  • .  * 
Mercuiy  


Sym* 
bol. 


Al 

Sb 
As 

Ba 
Be 
Bi 

B 

Br 

Cd 

Cs 

Ca 

C 

Ce 

CI 

Cr 

Co 

Cu 

D 

E 

F 

Au 

H 

In 

I 

Ir 

Fe 

U 

Pb 

U 

Mg 

Mn 

Hg 


Atomic 
weight. 


'74 

122 

75 
137 

908 

1 1 
80 
112 

'33 
40 
12 

92 

35-5 

52 

58.8 

95 

112.6 
»9 

'97 
I 

75-6 
127 

■r 

207 
7 

55 

JOO 


Specific 


2.67 

6.72 

5-t>3 
4.00 
2.10 

9.799 
2.68 
2.97 
S.67 

3.10 
3-5° 

2.45 
6.81 

8.50 

8.88 


19.50 

0.069 

4.98 
21.15 
7.70 

11.38 
0.59 
1.74 
8.C0 

>3-59 


Name. 


Molybdi 
Nickel.... 
Niobium  . . 
Nitrojjen  . . 
Osmium.. . 
Oxygen  ... 
Palladium  . 
Photphorus 
Platinum  . 
Potassium  . 
Rhodium  . 
Rubidium  . 
Ruthenium 
Selenium  . 
Silicium  *• 
Silver  •••• 
Sodium  ... 
Strontium  . 
Sulphur^. . . 
1  antalum. . 
Tellurium  . 
Thallium  . 
Thorinum  • 
Tin 

Titanium 
Tungsten 

iTanium 

Vanadium 

Yttrium 

Zinc 

Zirconium 


Sym< 
bol. 


Mo 

Ni 

Nb 

N 

Oi 

O 

Pd 

P 

Pt 

K 

Rh 

Rb 

Ru 

Se 

Si 

Ag 
Na 

Sr 
S 

Ta 

Te 
Tl 
Th 

Sn 
li 
W 

u 

V 
Y 
Zn 
Zr 


Atmnic 
weight 


Specific 
gruviQr, 


96 

8.60 

5» 

8.6 

94 

6.67 

'4 

0.972 

«99-4 

21.3 

16 

1.088 

106.6 

1 1.8 

3« 

1.84 

"97.4 

21.15 

39.  • 

8.865 

1044 

12.10 

1.50 

104.4 

1140 

79-4 

4.28 

38 

249 

108 

10.50 

n 

a973 

87.5 

3.S4 

axHS 
10.78 

128 

6.18 

204 

11.86 

23* 

7.70 

118 

7.29 

5.30 

19.10 

120 

18.40 

5>-3 

5.50 

68 

65 

7« 

89.6 

4.20 
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Table  of  chemical  and  electro- chemical  equivalents. 


Name  of  subittiioe. 


Hydrogen 

AlumiDium 

Antimony. 

Arsenic 
Cobalt  ... 
Copper  . . . 

('...Id  

I  run   

Lead  .... 
Nickel  ... 
Platinum  . 
Silver 

Tin  

Zinc  


With  the  assistance  of  this  table  it  can  be  calculated  how 
long  a  measured  surface  has  to  remain  in  the  bath  in  order  to 
acquire  a  deposit  of  determined  weight  with  the  most  suitable 

current  density.  Suppose  the  time  is  to  be  determined  which 
a  square  decimetre  of  surface  has  to  remain  in  the  nickel  bath 
in  order  to  acquire  a  deposit  of  y'^  millimetre  thick  with  a  cur- 
rent density  of  0.5  ampere.  First  calculate  the  ueitj^ht  of  the 
deposit  by  multiplying  the  surface  in  square  millimetres  with 
the  thickness  and  specific  gravity.  One  square  decimetre  is 
equal  to  10,000  square  millimetres,  which,  multiplied  by  milli- 
metre, gives  as  a  product  1000,  which,  multiplied  by  the 
specific  gravity  of  nickel — 8.6 — gives  8600  milligrammes  »  8.6 
grammes.  Since,  for  the  regular  deposit  per  square  decimetre, 
a  current  density  of  0.5  ampere  is  required,  and  i  ampere  de- 
posits, according  to  the  above  table,  1. 1 062  grammes  in  i  hour, 
ampere  deposits  0.5331  gramme  in  I  hour,  and,  therefore, 
about  16  hours  will  be  required  for  the  deposition  of  8.6 
grammes. 

According  to  this  example,  the  time,  for  instance,  can  also  be 


! 

;  Sym- 
I  bol. 


Specific 
gravity. 


MiUigrammes. 


equi- 


Weights 
decomposed 
by  1  ampere 
in  I  hour. 

In 


H 

I 

I 

0.01036 

Al 

2.6 

»3.7 

0.14250 

Sb 

6.8 

122 

1.26880 

As 

75 

0.7SC00 

Co 

|j 

29.J 

0.30680 

Ctt 

3«.8 

0.33070 

Au 

19.2 

983 

IX>2230 

Fe 

7-5 

28 

0.29120 

Pb 

"3 

103.5 

ix)7640 

Ni 

8.6 

29-5 

0.30680 

Ft 

21.2 

98.6 

1.02540 

Ag 

10.5 

108 

I.i2}40 

Sn 

7-3 

32-7 

0.34010 
0.61360 

Zn 

7-2 

59 

0-0375 

o-5»37 

4.5750 
2.8125 

1.1062 

1.1925 

1.0500 
3.8812 
1. 1062 

3.6975 
4.0500 

1.2262 

2.2125 
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calculated  which  one,  two,  or  more  dozen  of  knives  and  forks 
or  spoons,  which  are  to  have  a  deposit  of  silver  of  a  determined 
weight,  must  remain  in  the  bath  when  the  current  density  is 
known.  Suppose  50  grammes  of  silver  are  to  be  deposited 
upon  I  dozen  of  spoons,  and  the  most  suitable  current  density 
is  0.2  ampere  per  square  decimetre ;  if  the  surface  of  i  spoon 
represents  i.io  square  decimetres,  the  surface  of  i  dozen 
spoons  of  equal  size  is  13.2  square  decimetres.  Hence,  they 
require  13.2  X  0.2  =  2.64  amperes;  now,  since  I  ampere  de- 
posits in  one  hour  4.05  grammes  of  silver,  2.64  amperes  dej)osit 
in  the  same  time  10.7  grammes  of  silver,  and  with  this  current 
the  dozen  spoons  must  remain  about  4^  hours  in  the  bath  for 
the  deposition  of  50  grammes  of  silver  upon  this  surface. 


Table  showing  the  value  of  equal  eurrent  volumes  as  expressed  in 
amperes  per  square  decintetrCy  per  square  Joott  and  per  square 
inch  of  electrode  surface. 


I  1 
•V  3 

0.  q* 

<EJ 

S  V 

[  as  Amperes 
per  square 
inch. 

=  Amperes 
per  square 
inch. 

=  Amperes 
per  square 
foot. 

«  it 

C  3  W 

\y.  ^ 

^  1 

Amperes 
per  squa 
decimett 

^  2*8 

i  v 

ox>5 

0.46 

0.00  }2 

0.8 

743 

0.05 1 6 

6.20 

57.6 

t 

04 

0^54 

0.5 

0.0035 

0.86 

8 

0.0555 

6.46 

60 

04167 

0.077 

0.72 

C.OO5 

0.9 

8.36 

0.0581 

7 

65.0 

04516 
0.4861 

0.1 

0.93 

0.0064 

0-93 

8.64 

OAb 

7-53 

70 

att 

t 

0.0069 

0.97 

9 

0.0625 

7-75 

72.0 

0.5 

0.15 

1.44 

0.0 1 

9.29 

0.0645 

8 

0.5161 

o.a 

1.86 

0.0129 

1.08 

10 

0  Ctx)4 

S.61 

0.23 

0.0139 

1.09 

10.28 

0.07 

83.6 

0.5I0I 

0.3 

2.79 

0.0193 

1.24 

1 1.52 

0.08 

9-30 

86.4 

0.6 

aji 

2.88 

0.02 

••39 

12.96 

0.09 

9.69 

90 

0.6250 

3 

OX>308 

'•55 

144 

0.1 

to. 

92.9 

'  0.6453 

04 

3-7 » 

0.0258 

2 

18.6 

O.I  2r,0 

10.76 
10.85 

100 

0.6944 

043 

4 

0.0278 

2.15 

20 

0.1389 

100.8 

046 

4.32 

0.03 

3 

27.9 

o.»935 

1240 

1 1 5.2 

0-5 

4.64 

0.0323 

3.10 

28.8 

0.2 

'395 

129.6 

0.9 

0.54 

5 

0.0348 

3.23 

30 

0.2083 

15.50 

144.0 

i ' 

0.6 

5-57 

0.0387 

4 

37." 

02581 

ao 

185.8 

1 1.3903 

0.62 

5.76 

0.04 

4  30 

40 

0.2778 

21.53 

2ro 

M8S9 

0.65 

6 

0.0417 

4.60 

43^2 

0.3 

30 

'•9355 

0.7 

6.50 

00452 

46.4 

0.3226 

31^ 

2 

0.75 

7 

0.0486 

5.38 

50 

0.3478 

32.3 

300 

2X)833 

0.77 

7.20 

0.05 

6 

55-7 

0.3S7I 

46.5 

432.0 

3 
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By  this  table  the  current  density  may  be  expressed  in 
amperes  per  square  decimetre,  square  foot,  or  square  inch,  any 
of  them  being  given.  Thus  a  current  of  i  ampere  per  square 
decimetre  has  the  same  electrolytic  value  as  one  of  9.29 
amperes  per  square  foot,  or  0.0645  per  square  inch.  To  find 
the  value  of  intermediate  numbers,  not  shown  above,  add  to- 
gether the  various  numbers  representing  the  hundreds,  tens, 
units,  and  decimals  of  the  given  quantity.  Thus  27.5  amperes 
per  square  decimetre  (=204-7-15)  are  equivalent  to  1 85. 8-1- 
654-4.64=255.44  amperes  per  square  loot,  or  I.29034 O.45 161 
0.0323=1.7742  amperes  per  square  inch. 

Table  showing  the  specific  electrical  resistances^  of  different  sul- 
phuric acid  solutions  at  various  temperatures  {Fleeming 

Jenkin). 


Specific 
gravity  of 
acid. 


1. 10 
1.20 

1.30 
140 
1.50 
1.60 
1.70 


Temperatures  (Fahrenheit). 


32« 

39.2« 

46.40 

58.e<* 

ao.8« 

OOP 

76.2° 

8a.4« 

1.37 

1. 17 

1.04 

0.92 

0.84 

0.79 

0.74 

0.71 

1.33 

I. II 

0.93 

0.79 

0.67 

0.57 

041 

'.31 

1.09 

0.90 

0.74 

0.62 

0.51 

043 

1.36 

1.13 

0.94 

0.79 

0.66 

0.56 

047 

0.39 

1.69 

M7 

1.30 

1. 16 

1.05 

0.96 

0.89 

0^ 

a-74 

341 

a.13 

i.«9 

1.72 

I.6I 

1.3a 

«43 

4.32 

4.16 

3.62 

3." 

2.75 

246 

2.21 

2.02 

94' 

7.67  1 

6.25 

5»2 

423 

3-57 

3-07 

2.71 

TcAU  showing  the  specific  electrical  resistances*  of  different  copper 
sulphate  solutions  at  various  temperatures  (Fleeming  yenkin)* 


No.  ol  parts  of 
copper  sulphate 

dissolved  in  lOO 
parts  of  water. 

8 
>3 
16 
ao 


Tempenturcs  (Fahrenheit). 


I 


67.2^ 

60.8^ 

64.4" 

68° 

75.2^ 

82.4- 

86° 

4S-7 

43.7 

41.9 

4aa 

37.1 

34.2 

3*9 

36.3 

34-9 

33-5 

32.2 

29.9 

27.9 

27.0 

30.0 

28.9 

27.9 

26.1 

24.6 

24.0 

28.5 

27-5 

26.5 

35.6 

24.1 

23.7 

3X3 

26.9 

25.9 

24.8 

23-9 

22.2 

ao.7 

20.0 

24.7 

23.4 

22.1 

21.0 

18.8 

16.9 

16.0 

*  By  the  term  "  specitic  resistance,"  in  the  above  tables,  is  meant  the  absolute  re- 
sistance in  ohms  of »  eolmnn  of  tlw  fiquid  t  tquue  centimetre  in  croiHectioB  and  1 
oentfanetre  long;  in  other  words,  it  is  the  re^tanoe  of  a  cubic  centimetre  of  the 
liquid.  The  diminution  of  resistance  aooompaiiTing  n  rise  of  temperatwe  diould  be 
cqyedally  roarlced. 
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Name  of  element. 


WoflMtoa 
Smee  


Constitution. 


Klcctro- 
motive  force 
in  TdtB. 


Daaidl 


do. 


LedMcbi 


AiMilguBftted  zinc  and  cop-  j 
per  in  dilute  to^iiric  and  | 
(i:i2).  I 

Amalgamated   7.inc   in  sul- 
phuric   acid;     platinized  • 
silver,  or  platinum  in  tol*  ' 
pburic  acid  (i :  12).  I 

Amalgamated  zinc  in  sul- 
phuric acid  (1:4);  cop* 
per  in  latunted  lohition 
of  copper  sulphate. 

Zinc  in  dilute  sulphuric  acid 
(i :  12) ;  copper  as  above. 

•  I  Zinc  in  sal  ammoniac,  carbon 
1  with  manganese  peroxide 
'   in  tal  animoniac 


do. 


Marie  Davy. 


Zinc  in  solution  of  common 
salt;  carbon  with  manga- 
nese peroxide  in  common 
•alt  solution. 

Zinc  in  dilute  sulphuric  acid 
i  (1 :  12) ;  carbon  in  mercu- 
I    rous  sulphate. 

I 

Grove  |  Zinc  in  dilute  sulphuric  acid 

(1:12);  platinum  in  fum> 

ing  nitric  acid. 


do. 


Bonscn 


do. 


do. 


Greaet 


Zinc  as  above;  platinum  in 
nitric  acid  of  1.3.S  sp.  gr. 

Zinc  as  abuvc;    carbun  in 
f  nming  nitric  acid. 

Zfaic  as  ahove;  carhon  in 
nitfk  add  of  1.38  sp.  gr. 

Zinc  as  above;  carbon  in  bi- 
chromate of  potassium. 

Zinc  and  carbon  in  bichio- 
mate  of  potaiuun. 


{ 


0.886 
0.861 
0.719 


1.098 
1. 107 
0.541 


{ 


1. 481 
1. 561 
1.94a 
i.aS9 

M93 
1.360 

1-34 


1.542 
1482 

1.956 


Authority. 


Clark  and  Sabine. 

Sprague. 

De  la  Rive. 

Clark  and  Sabine. 
Sprague. 
De  la  Rive. 
Nadari. 

Clark  and  Sabine. 
Sprague. 
De  la  Rive. 
Nadari. 

Clark  and  Sabine. 
Du  Moncd. 

Clark  and  SaUne. 
Sprague. 
De  U  Rive. 
Beetz. 

Sprague. 
NadML 
Dn  Mcmod. 


I  Clark  and  Sabine. 

Sprague. 
,  Nadari. 
Du  Monod. 


Qark  and  SaUne. 


/  '■5^4 

C  lark  and  Sabine. 

I  1.542 

S|)rague. 

[  »-964 

Clark  and  .Sabine. 

I  "-95 

Du  Moncd. 

( 1.888 

Clark  and  Sabine. 

{  1. 941 

Beetz. 

(1.880 

Naclari. 

r  2.028 

Clark  and  Sabine. 

1.905 

Sprague. 

(2.120 

Nadari. 

1.825 

Nadari. 

30 
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Table  showing  the  solubility  of  various  substances. 


Sttbftancet  of  wUch  i  part  is  soluble 


Alum   6.5 

Ammonium  carbonate  •••••  4.0 

Citric  acid   0.75 

Copper  sulphate  (blue  vitriol) ••••••*  5.0 

Ferric  chloride   0.6 

Ferroot  cUoride   0.8 

Ferrous  sulphate  (green  vitriol)   1.5 

Iodine   70CO 

Kickd  nitrate   2X> 

•*      sulphate  '  3.0 

Potash  I  0.9 

"     caustic   0.5 

Potassium  cyanide  readily  soluble 

*•        dichromate  (red  chromale 


In  water 


ofGO^F. 


Sal  ammoniac 
Silver,  citrate  . 
"  nitrate 


of  potash) . 


Soda  

**  caustic  

Sodhun  bisulphite  

**  chloride  

sulphite  

Vellow  prussiate  of  potash 

Zinc  chloride  

sulphate  


10 
3.0 

sparingly 
soluble 
0.8 

i.o 
2.0 
soluble 
2.8 

4.0 

4.0 
0.3 
2.0 


of212<>F. 


03 

decomposes 
0.0 

'•3 

very  soluble 
« 

0.3 
soluble 

very  soluble 

2.0 

very  soluble 

readily  soluble 

1.2 
14 

sparingly 
soluble 
very  soluble 

0.3 

soluble 

as 
ix> 

1.0 

very  soluble 


In  alcohol  of 
SO^F. 


insoluble. 

soluble. 

soluble. 

insoluble. 

soluble. 

soluble. 

insoluble. 

readily  soluble. 

soluble. 

insoluble. 

insoluble. 

soluble. 

soluble. 

insoluble, 
sparingly 

soluble. 


I  part  at  ft 

boiling  heaL 
insoluble, 
insoluble. 


60 

insoluble, 
insoluble. 
I 

insoluble. 


Table  Showing  the  Composition  of  the  Most  Usual  Alloys  and 

Solders. 

Alloys  are  combinations  or  mixtures,  effected  by  the  fusion 
of  two  or  more  different  metals  in  definite  proportions.  The 
electro-plater  employs  them  so  constantly  that  it  is  important 
that  he  be  acquainted  with  the  compositions  of  the  most  usual 
alloys,  and  that  he  learn  the  preparation  of  several  Of  them, 
which,  like  the  fusible  allo3rs  of  Darcet,  will  often  be  serviceable. 

It  is,  of  course,  possible  to  vary  ad  infinitum  the  mixtures 
and  the  proportions  of  the  component  metals  given  in  tlic  iol- 
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lowing  table,  and  thus  to  arrive  at  an  unlimited  number  of 

alloys  which,  on  account  of  slight  differences  of  color,  ductility, 
sonorousness,  etc.,  have  received  a  great  variety  of  names.* 

I.  Alleys, 


Afgentan,  elastic  

BfMi  for  articlet  worked  wiUi  the 

hammer  

"    for  turning. . .  

"     for  (IccuratingpwpOSe*  

"    for  sheet****  ••>•,••••  •••••• 

Britannia  

it 

Bronze  for  bells «•..*•  

"     for  luger  bells  

for  iimaUer  belh  

"     fur  docks  

"     for  cymbals  

"      r>rj^un|^'^  ••.•..•.«...•••• 

**     for  raciJals  

**     for  large  ordnance  

**     for  s  nail  ordnance  

**     for  statues  

Chrysochalk  

Daivei*s  fuiUe  alloy*  *•••  *•.*  •••• 

M  M  M 

M  M  M 

Gennaa  diver  

M  M   

«  «   

m        M  ,,,,  

PoLin  ( I-  rcnch  jcllow  brass)  

j^milor  ••..*•........... 

Talffli  gold  

Telescope  mirrors  (reflectors)  .... 
Tombac  

"  p«le.^  

fed...  

<*     raaembling  gold  


J- 


timony. 

• 

• 

Tin. 

i 

J 

« 

I 


Pakts. 


37-4  -5 


70 
66 
60 

75 
4 
10 
80 

7« 

U 

100 
100 
90 

93 
84 

84 

82 
Ho 


SO 

53 
6 

4 

55 

1 1.9 
100 

86.6 
100 

8o 

H 

84 


30 
32 
40 

25 


1 1 
10.5 


3-5 

3-25 

3.5 
I 

17 
24.9 
12 
12.6 

20 

24 
12 

16 


70-5 

>  » 

20 
22 

58 

25 
20 

25 
8 
10 

7 
10 

4 

18 

8 
4 

3 
2 


2 

1.2 

2.4 
50 


»3 


4 

5 
3 


0.2 


1.2 


8 

8 

5 


4 
*5-75 
3 
I 

23 


25-5 
63 


•For  a  fan  description  of  alloys  and  amalgams  see  **The  Metallic  AUoyi»"  edited 
bjr  W*  T*  Bnaiit  Philadelphie.  Henry  Carey  Baiid  ft  Co^  1896. 
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2.  SoUUrs, 


a.  Stfi  SoU(r. 


Tin. 

Lead. 

Mdte 
atdeiprecs  F. 

Tin. 

Lead. 

Mdt» 
at  dc^Kca  F» 

Pakis. 

Pakts. 

• 

I 

as 

558^ 

334*" 

t 

lO 

541 

2 

340 

I 

5 

5" 

3 

I 

3 

482 

4 

1 

I 

2  . 

441 

1 

I 

I 

370 

b.  /ford  Solder, 


Very  refractory 

«  t< 

Refractory  ... 

M  ,  ,  ,  , 

ReadUy  fonble 

M 

Half  white  ... 

White  

« 

Very  ductile  . . 


Pakts. 


854a 

13.58 

I 

I 
I 

2 

4 

13 

5 

I 

44 

20 

2 

40 

2 

8 

22 

2 

4 

18 

12 

78.25 

17-25 

c.  Stiver  Solder, 


Silver. 


Copper. 


Tin. 


Brass  silver  solder  • 

Hard  silver  solder. . ..... 

Very  hard  solder  

Middling  hard  solder  •  •  •  > 

Soft  silver  solder  

Silver  solder  fi)r  cast  iron 
Silver  solder  for  steel  . . . 


Pakts. 


I 

I 

4 
40 

I 

10 

40 

10 

40 

10 

32 

32 

2 

20 

30 

10 

30 

10 
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d.  GMUMer. 


Hard  tolder  for  fineness  750 

Soft      •   750  

Solder  for  fineness  583  

"     "     «  583  

*'      **      less  than  583.... 

«  M  44  M  M 

**  **  *'  <*  **..., 

Solder  leadiljr  fusible  

M       H       "for  yellow  gold 


Gold. 


Pahb. 


Ziae. 


9 

3 

I 

12 

7 

3 

3 

2 

I 

3 

0.5 

0.5 

I 

2 

f 

I 

2 

I 

2 

11.94 

5474 

28.17 

5.01 

10 

5 

I 

Tabu  of  the  melting-points  of  some  metals. 


Mcntb. 


Tin  

Leul.... 

Zinc  

Antunony 
Bcait .  •  •« 
Copper  .. 


Deuces 


458.6 

773-6 
809.6 

1859 


Meiab. 


Gold  

Iiont  cmde 

Nickel  .... 
Steel   


Degr 


2372 

3913  to  3093 

2912 

3092  to  3452 
3453  to  3813 


Table  of  high  temperatures. 


Dcsci^itiM. 


Incipient  red  heat  ■ «  

Arra  beat  

A  dull  red  beat  visible  in 

daylight  

Heat  of  a  common  fire  . .  •  • 

A  full  red  heat.. 

Doll  red  heat  


Table  of  the  specific  gravity  and  content  ofsoluHons  of  potassium 
carbonate  at  $7.2°  Fahrenheit^  according  to  Gerlach. 


Potassium 

Pot.is-siiiin 

Potas<iiuin 

c«rbonate. 

carbonate, 

Spedfte  giavitjr. 

carbonate, 

per  cent. 

per  ceot. 

percent. 

3 

1. 01 829 

20 

t.19386 

38 

1.39476 

4 

1.03658 

22 

1. 21402 

40 

1. 4 1 870 

6 

24 

».235»7 

42 

1-44338 

8 

I4>7396 

26 

1.25681 

44 

146807 

10 

1.09278 

28 

1.27893 

46 

1-49314 

12 

1.11238 

30 

1.30105 

48 

1.51861 

«4 

1.13199 

32 

'•32417 

50 

1.54408 

16 

1.15200 

34 

1-34729 

52 

1.57048 

18 

».«7243 

36 

1.37082 

52.024 

1.57079 

Degrees 
Fshmheit. 


977 
980 

1000 
1 140 

1200 


An  orange  red  heat  

A  brig^ht  red  beat  •  < 

A  <lull  whitf  heat....».< 

A  white  heat  

Heat  of  a  good  blast 
fafnace  


Degrees 
Flsliicabcita 


1700 

1873 
1996 


3300 
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Table  showing  the  specific  gravity  of  sulphuric  acid  ai  jp^  F,, 

according  to  Kolb. 


E 

100  parts  by 

One  litre 

•«J 
6 

100  parts  by 

One  litre 

weight 

contains  in 

d 

weight 

1    contains  in 

(2 

Specific 

coDtain 

kilogramiDcs 

rt 

Specific 

contain 

kilogrammes 

gravity. 

gravity. 

1 
o 

SO,. 

SO« 

• 

H,SO.. 

* 

Q 

SO,. 

H-SO.. 

9  9 

•  -  — 

SO,. 

o 

1. 000 

0.7 

0.9 



U.UCK/ 

34 

1.308 

i-y  fi 

40.2 

u*4Z(^ 

I 

1.007 

*-5 

1.9 

35 

1.320 

33.0 

AI  ft 

4 1  .u 

0447 

"•549 

2 

I.014 

2.3 

z.o 

36 

1-332 

35- » 

43-0 

3 

1X322 

3-» 

o.c'32 

0.039 

37 

1-345 

JO*  2 

A  4  it 

44.4 

rt  AUt 
0407 

0.597 

4 

IX)29 

3-9 

4.0 

38 

»-357 

III 

45-5 

1  0.505 

0  nv  *■ 

O.VI  7 

5 

>.037 

4-7 

r 

5.8 

39 

1.370 

30-3 

aA  n 
40.9 

0.535 

0.042 

6 

1.041; 

5.0 

0.0 

0.059 

U.Oy  I 

40 

1-383 

39.5 

>ifi  1 
40-3 

f\  e  A^k 

0.540 

0.000 

7 

1.052 

t\  A 
0.4 

7.0 

41 

»-397 

An  fi 
49.0 

0.509 

^'.oyo 

8 

1.060 

7.2 

0.0 

0.070 

0.093 

42 

1410 

5'-2 

0.5*59 

0.733 

•9 

1.067 

0.0 

n  fi 
9.0 

f~iX  r 
v.^Jo  S 

r\  T  n  r 
U,  *  u 

43 

1424 

4Z.9 

CI  fi 
52.0 

LfaU  i  1 

0.749 

lo 

».075 

fi  ft 
0.0 

m  fi 
10,0 

0.095 

0«  1  lO 

44 

M38 

44.1 

54 -O 

0-034 

0.777 

II 

1.083 

9-7 

VTA 
II.9 

0.105 

45 

45-2 

55*4 

0.003 

12 

1.091 

lO.D 

I  j.O 

46 

M68 

404 

5°-9 

f\  Ax f 
U.OOl 

0.035 

13 

I. too 

14.1 

nice 

55 

47 

1.483 

47.0 

5°-3 

0  ^oA 

14 

1. 108 

12.4 

'5.2 

0.137 

0.168 

48 

1.49S 

48.7 

59-6 

0.730 

0.893 

«5 

1. 116 

11.2 

16.2 

0.147 

0.1 81 

49 

i-5'4 

49.8 

61.0 

0.754 

0.92 1 

i6 

I.I25 

I4.I 

17-3 

o.'59 

0.195 

50 

1-530 

51.0 

62.5 

0.780 

0.956 

I.I34 

15.1 

IS.5 

C.172 

0.210 

5' 

1.540 

52.2 

64.0 

0.807 

0.990 

i8 

I.I42 

16.0 

19.6 

0.183 

0.224 

52 

»  563 

53-5 

65-5 

0.836 

1.024 

19 

1.152 

17.0 

20.8 

0.196 

0.233 

53 

1.580 

54.9 

67.0 

0.867 

1.059 

so 

1. 1 02 

18.0 

22.2 

0.209 

0.258 

54 

»-597 

56.0 

68.6 

0.894 

1.095 

31 

i.I^ 

19.0 

23.3 

0.222 

0.273 

55 

1.615 

57-1 

70.0 

0.922 

1. 13" 

32 

20.0 

a256 

C.289 

56 

1.634 

58.4 

71.6 

0.954 

I.I70 

23 

1. 190 

21.1 

25.8 

0.351 

0.307 

57 

1.652  ■ 

59-7 

73-2 

0.986 

I.2IO 

24 

1.200 

22.1 

0.265 

0.325 

5ii 

1.672 

61.0 

74.7 

1.019 

1.248 

I.2IO 

33.3 

28.4 

0.281 

0.344 

59 

1.691  1 

624 

764 

1.055 

1.393 

1.220 

24.2 

29.6 

0.295 

0.361 

60 

1.711  1 

63-8 

78.1 

1.092 

».336 

1. 23 1 

253 

3».o 

0.31 1 

0.382 

61 

1-732  1 

65.2 

79.0 

1.129 

1-3S4 

I.24I 

26.3 

32.3 

0.326 

0.400 

62 

»-753 

66.7 

81.7 

1. 169 

29 

1.252 

27.3 

334 

0.342 

0.418 

63 

>-774  ! 

68.7 

84.1 

I.2I9 

1492 

30 

1.263 

28.3 

34.7 

0-3S7 

0.438 

64 

1.796  ; 

70.6 

86.5 

1.268 

i.554 

3> 

1.274 

29.4 

36.0 

0-374 

0.459 

65 

1.819 

73-2 

89.7 

»-332 

1.632 

32 

1.285 

30-5 

37.4 

0.392 

0.481 

66 

1.842 

81.6 

lOOX) 

1.503  J 

1.843 

33 

1.297  1 

3.-7  1 

38.8 

0411 

0.503 
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TiU}U  0/  the  specific  gravity  and  content  0/  nitric  acid^ 

according  to  Kolb, 


— 

100  parts  con- 

too parts  con- 

too pans  con- 

100 parts  con- 

tain at  33''  F. 

tain  at  50°  F. 

si 

tain  at 

31"  r. 

tain  at  <ia°  F. 

If 

Specific 

II 

spscinc 

gravity. 

gravity. 

HNO,. 

N,0.. 

HNO,. 

HNO,. 

N,0.. 

HNO,. 

N,0,. 

0 

xxan 

0.0 



—  - 

a8 

1.343 

36.a 

30.0 

33«« 

I 

1.007 

I.I 

0.9 

'3 

29 

1.252 

377 

32.3 

40.2 

34-5 

2 

i.014 

2.2 

1.9 

2.0 

2.2 

30 

1. 261 

39- > 

33-5 

4»'5 

35'* 

3 

1^22 

2.9 

4*o 

3-4 

3» 

1.271; 

41. 1 

35-2 

435 

Hi 

4 

IX>29 

4*5 

3-9 

4.4 

32 

I.28<) 

42.6 

36.5 

45 -o 

5 

5-> 

4-7 

t>-3 

5-4 

33 

1.298 

444 

38.0 

47.1 

40.4 

6 

1.044 

5'7 

7.0 

34 

1.309 

46.1 

39-5 

4O.U 

Alt 

41.7 

7 

IX)52 

80 

0.9 

9»o 

35 

1.321 

48.0 

41.1 

50.7 

Ate 

43.5 

% 

9.2 

7*9 

lO.Z 

8.7 

36 

1.334 

50.0 

42.9 

52.9 

45-3 

9 

1.067 

f  ^ 

0.7 

1  I  4 

1 1.4 

9.0 

37 

1.346 

51.9 

44.5 

55-0 

47.1 

10 

1.075 

9.8 

12.7 

10.9 

38 

'•359 

54-0 

46.3 

57.3 

49.1 

II 

1.083 

ia.o 

1 0.0 

14.0 

1 2.0 

39 

>.372 

56.2 

48.2 

59.0 

5»«' 

12 

1.09 1 

13.8 

1 1.8 

'5.3 

40 

1.3S4 

58.4 

50.0 

61.7 

52.9 

«3 

1. 100 

'I* 

13.0 

16.8 

14.4 

41 

1.398 

60.8 

52.1 

64.5 

55-3 

«4 

1. 108 

i6^ 

14^ 

i8jO 

15-4 

42 

Mia 

63.2 

54.2 

67.5 

57.9 

W 

1. 116 

17.6 

'5' 

19.4 

16.6 

43 

1426 

66.2 

56.7 

70.6 

60.5 

1.125 

18.9 

16.2 

20.8 

17.8 

44 

1440 

69.0 

59. » 

744 

63.8 

:i 

1. 134 

ao.2 

17.3 

22.3 

19.0 

45 

1454 

61.9 

784 

67.3 

I.I43 

21.6 

18.5 

236 

20.2 

46 

1470 

76.1 

61;. 2 

83.0 

71.1 

»9 

1. 152 

22.9 

10.6 

24.9 

21-3 

47 

1485 

80.2 

68.7 

87.1 

74.7 

20 

1. 161 

24.2 

20.7 

26.3 

22.C 

48 

1.501 

84.5 

724 

92.6 

794 

ai 

1. 171 

25.7 

22.0 

27.8 

23.8 

49 

1. 516 

884 

75.8 

96.0 

S2.3 

aa 

I.I80 

27.0 

23-1 

29.2 

25.0 

49-5 

1.524 

90.5 

77.6 

98.0 

84.6 

23 

1. 190 

28.5 

24.4 

30.7 

26.3 

49.9 

1.530 

92.2 

79.0 

100.0 

85.71 

24 

I.I99 

29.8 

32.1 

27-5 

50.0 

»-532 

92.7 

79-5 

I.2IO 

3>-4 

26.9 

33.8 

28.9 

50.5 

1.541 

95.0 

81.4 

I.22I 

33- • 

2S4 

35-5 

304 

51.0 

»-549 

97-3 

S34 

27 

I.23I 

34-6 

29.7 

37-0 

3«7 

S»-5 

»-559 

100.0 

85.71 

Tad/e  showing  the  specific  gravity  of  sal  ammoniac  solutions  at 

66.2°  F.,  according  to  Schiff. 


CotMentor 
tfwtolaliMi, 


I 

a 

3 
4 

% 

7 
8 

9 
10 


ix»a9 

1.0058 
1.00S7 
ix>ii6 

1*145 
1*174 

i*ao3 

i*ai3 

IJ0963 

ix>a93 


Coolentof 

IM  WMlltlOBt 

per  oe&t. 


II 

13 

•3 
«4 

W 

'7 
18 

»9 
ao 


Spwific  gnvitjr. 


ix>3a3 

1.035 1 
1.0380 
1.0409 
1.0438 
1.0467 
1.0495 
1.0523 
1.055 1 
1*579 


Cooicator  i 

the  solution, 
per  cent. 


ai 

22 

23 
24 

% 

27 
28 

29 
30 


1*606 

«^33 
1*660 
1.0687 
1.0714 
I. 074 1 
1.0768 

1*794 
i*8ao 

1*846 
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TMe  shewing  tki  iUUrieal  resistance  of  pure  copper  wire 

of  various  diameters. 


Number  of 

Number  of 

RcsiManoe  of 

^  0  01  Wire , 
Birmingham 

ResiMmiKCof 

icci  rxt^utrca 

Birmingham 

1  lOK  n  wnowi 

to  give 

.  tnnm  im  ntima 
I  MWIBI  OBIH. 

to  give 

wire  gauge. 

resisuncc 

wire  gauge. 

resistance 

of  lohm. 

0000 

0.0000516 

»9358 

'I 

0.00316 

316.1 

000 

0.0000589 

16964 

18 

0.00443 

00 

0.0000737 

13562 

>9 

0^00603 

165.7 

o 

0.OOCO022 

io8!;7 

20 

O.CO869 

902 

I 

O.CO01 18 

8452.6 

21 

0.01040 

2 

O.OCOI32 

7575-« 

22 

001358 

73-6 

3 

O.COOIC9 

6300.1 

23 

0.01703 

58^7 

4 

0.000188 

53*9.9 

24 

0.022CO 

45-5 

5 

0.000220 

4545-9 

25 

0.02661 

37.^ 

6 

0.000258 

3870-3 

26 

ox>3286 

304 

I 

0.000329 

30434 

27 

0^)4159 

24.0 

c. 000 30 1 

2557-1 

28 

0.05432 

184 

9 

0.000486 

2057.7 

29 

0.06300 

'5-9 

lO 

0.000593 

1686.5 

30 

0-07393 

'35 

II 

0.000739 

135^-5 

3> 

0.10646 

9-4 

12 

0.000896 

II  16.0 

32 

0.13144 

>3 

ObOoiiSo 

847.7 

33 

016634 

0.001546 

647.0 
487.0 

34 

0.21727 

4.6 

;i 

0.002053 

042583 

24 

0002520 

396.8 

M 

066537 

«.s 

Resisiance  and  conductivity  of  pure  copper  at  different 

temperatures. 


Centignide 
temperature. 

Resistance. 

CoDducttrity. 

Centigrade 

temperature. 

Resistance. 

Coodncii  viiy 

<P 

ixioooo 

I.OCGOO 

16^ 

I.06168 

.94190 

I 

IXO381 

.99624 

17 

1^)6563 

.93*41 

2 

1.00756 

.99250 

18 

1.06959 

•93494 

3 

I.OII35 

.98878 

»9 

1.07356 

.93148 

4 

I.OI515 

.98508 

20 

1.07742 

.92814 

5 

1 .01896 

.98139 

21 

1.08164 

.92452 

6 

1.02280 

.97771 

22 

1.08553 

.92121 

7 

1.02663 

.97406 

«3 

1.08954 

.91782 

8 

IX)3048 

.97042 

24 

1.09365 

.9«44S 

9 

'.03435 

.96679 

1.09763 

.91110 

10 

1.03822 

.96319 

1.10161 

.90776 

11 

1.04199 

.95970 

% 

I.IO567 

.90443 

12 

IXH599 

•95603 

I.I  1972 

.90113 

13 

1 .04990 

•95247 

29 

1.1 1382 

.89  7  84 

14 

IJO5406 

.94893 

30 

I.I  1782 

•^57 

»5 

1.05774 

.94541 
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Table  skawtng  actual  diameters  in  decimal  parts  of  an  inch 
corresponding  to  the  numbers  of  various  wire  gauges. 


No.  of  wire 

RoebUng. 

Brown  & 

Birtnineham 

Enelish  leeal 

Old  English 

Shaipe. 

or  Stubs. 

standard. 

or  London. 

•404 

CXJOOO 

•43 

432 

•393 

A  C  A 
•454 

•4 

AC  A 
454 

OOO 

.362 

.4C964 

•425 

•372 

•425 

w 

•33' 

.3040 

.300 

tAH 

•34° 

•3° 

O 

•307 

•32495 

•Y 

•340 

•324 

•34 

t 

•3 

4 

••'3/ "3 

* 
J 

.244 

99rtji 
.22942 

•259 

.252 

.259 

4 

.225 

.20431 

i 

f  IttAil 
.10194 

V 

.192 

.  I 020Z 

.20  J 

.192 

.203 

• 

.  *  4m 

•10 

1 1^ 

1 

.■3049 

t6c 

*ir 

•  Iw 

A 

•'44 

IQ 

, 1 0 1 89 

•*34 

.I2o 

•«34 

•  • 
II 

•lao 

.o<j074 

•12 

•I  10 

•13 

12 

•103 

,ooco  1 

.104 

•3 
*4 

.U7 lyu 

.095 

.<ut4 

i 

.072 

.05700 

.072 

Alf  4 

.u\J4 

23 

!2 

■o 

.047 

.O4U3 

.U49 

•W40 

•"49 

lA 

•°35<'9 

f\A  9 

.04 

.v^4 

■035 

.03 1 90 

•035 

•035 

at 

.032 

.02846 

JO33 

.032 

•03 » 5 

33 

X>28 

.02534 

.038 

.028 

.0295 

33 

.025 

.02257 

.025 

.024 

.027 

.023 

.02CI 

X>22 

J033 

X>35 

xn 

.0179 

.02 

J03 

.023 

.018 

.01594 

.018 

.018 

.0205 

.017 

X>I4I9 

.016 

.0164 

•01875 

jOi6 

X>t264 

.014 

.0148 

.0165 

.015 

.01 125 

•o>3 

.0136 

.0155 

30 

X>I4 

X>1002 

.012 

X>124 

.01375 

3« 

■0135 

X>IO 

JOII6 

.01335 

33 

.013 

.C0795 

.009 

.oicS 

.01125 

33 

.Oil 

.00708 

x>o8 

.01 

.01025 

34 

X)063 

.007 

JOO93 

X)095 

.0095 

.00561 

.005 

.0084 

.009 

.0C9 

.005 

.004 

.0076 

.0075 
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Weight  of  iron,  copper,  and  brass  wire  and  plates. 

(Diameters  and  thickness  determined  by  American  gauge.) 


.No.  of 

Sixe  of 
each 

WncHT  or  wiRB  rui  1000 

WsiCHT  OF  I'LATSS  rtR 
fQUMSroOT. 

gauge. 

No. 

Wro't 
iron. 

Sioel. 

Copper. 

Bnus. 

Wro't 
iron. 

Stcd. 

Copptr. 

oooo 
oooT 
oo 

o 

.46000 
.40964 
.36480 
.32486 

Lhs. 

560.74 
444-68 
35»-66 
379.67 

Lbs. 

566  03 
448.88 

355-99 
383.30 

Lbs. 

640.51 

507  95 
403.83 

3i9'4S 

Lbs. 

605.18 

479-91 
380.67 
301.89 

Lhs. 

17.25 
1;.  -,615 
13.68 
19.1693 

Lbs. 

17.48 
15.5663 
13.8634 
"■■3447 

Lbs. 
20.838 
'8  557 
16.535 
t4.7S0 

Us. 
19.688 

17-533 
X5.613 

X 
3 

3 

5 

.38JJ-. 

.85703 
.99943 
.90431 
.18194 

221.79 

>39  43 
110.63 
87.7*0 

333.89 

»77-S5 
140.80 
11J.66 
88.548 

25334 

300.91 
159.32 
136.35 

100.90 

23Q.35 
189.82 

I  so. 52 

10.8488 
9.6611 
8.to»3 
7.6616 
6.8338 

.  10.9934 
Q.780Q 
6.7180 

7.7638 

13.105 
1 1.671 
10.J93 
9.3553 
«.«4«9 

13.383 
XI. 037 
9.819a 
8-7445 
7-787 

6 

I 
o 

.16303 
.14438 

•<I443 
.10189 

69.565 
55«65 
4^  75« 
34-6v>9 
37.5x3 

70.931 
55.685 
44.164 

35.026 
37.77a 

79.463 
63.013 

49  076 
39.636 
31^ 

59-545 
47.319 

37-437 
•9.687 

6.0758 
5.4105 
4.8184 
4.391X 
3.8ao9 

6.1J68 
5.4896 

4.8826 

7*33»5 

«.S359 

5.8306 

4.615^ 

6.9345 
6.1753 

5-4994 
4«36"9 

II 

13 

«3 

14 

090743 

.080808 

.07i9'ii 
.064084 
.057068 

21. 820 
17.304 
13  732 
10.8S6 
8.631 

2J.026 
1 7.468 
13  851 
to. 989 
•.71a 

24.924 
i9.7<'6 
15.674 
J2-435 
9*8S9 

23- 549 
18.676 
X4.809 
11.746 
9-3»5 

3.40=8 
3  •  0303 
3.6985 
3.4033 
9.1401 

34482 

3.0707 

2.7345 
a.4353 
•.1686 

4.1 106 
3.66^6 
3.3^98 
3.9030 
••58s* 

30799 
3.7438 

M4*S 

i6 
\l 

10 

so 

050830 

•045357 
.040  ;o3 
.o3s8oo 
.03x961 

6.845 
5-427 
4-304 

3-4«3 
3.70S 

6.909 
5478 
4-344 
3-445 
a-734 

7.819 
6.190 
4.916 
3.899 
3>094 

7..;S7 
5.857 
4.645 
3.684 

1.9058 
1.6971 
i.stt4 

'•3459 
1.1985 

1.931a 
1.7198 

«-53>5 
1.3638 

x.«S4S 

3.3031 
3.0501 
1.8257 
1.6358 
».«47« 

2.17;! 

t.9.7 
1.725 

»-536« 

>'3679 

n 

■9 

■3 

94 

•5 

.038463 
•035347 
.033571 

.090I00 
.017900 

3.147 
X.703 
X.350 
X.071 
0.8491 

^.167 
1.71^ 
1.363 
X.081 
0.8571 

2.453 

«.945 
1.54-' 
X.323 

•9699 

2. 117 
i.S<8 
I.4S7 

0.9163 

1.0673 

.95051 
.84641 

•75375 
.67"5 

1.0816 
•06319 
■8577 

Mam 

1.3893 
X.14' 3 

1.0335 

.8M87 

1.2183 
1.0849 
.06604 

•06O88 

36 

"7  . 

38 

99 
30 

.015941 
.014195 
.012641 
.011357 
.010035 

0.6734 

0  5340 
0  4.' ii 

0.6797 

0-539» 

0.4 -7-^ 
0.3380 
o.36£8 

.7693 

.6099 

-4837 

•3835 

.3043 

0.7267 

0.5763 
0-4570 
0.3634 

0-3874 

•59775 
.53331 

•47404 
.43314 

•37594 

.60573 

-5.W« 
.48036 

.73308 
.64303 
.57»64 
•50994 
•4S«>3 

.68333 
-6075s 
.54103 
.48180 
«4>907 

3* 
3a 
33 
34 
35 

.008938 

.007950 
.007080 
.006304 
.0056x4 

0.31x3 
0.1675 
0.1338 

0.10S3 
0.08366 

0.2132 
0.1691 

0.1063 
0.08445 

.9413 

.1913 

-«5>7 

.X304 

.0956 

0.2280 
o.i8cS 

0.14^4 
0.1137 
0.1015 

•3348 

.79813 

.2655 

.3364 

.8IOS3 

.33926 

.3021 

.26904 

.'3955 

••*333 

■40444 

.32073 
.38557 
••54S< 

.3831a 
.34036 
.30302 
.36981 

36 

15 
39 
40 

.005000 

.<jo44S3 

•00353* 
.003144 

.06635 

•05955 
.04166 
.03305 
.03630 

.06687 
.0S304 
.04205 

•03336 
.03644 

-0757 

.06003 

•04758 
.03755 

.071  =; 

■05671 

•04496 

.03566 

.00897 

.1875 
.16699 
.i48f-9 
. 13341 
•"79 

-«9 

.16931 
.15067 
.13418 

.3365 
.30173 
.17961 
•«S99S 

.3x40 

.19059 

.16973 

.X<II 

.«34S* 

Specific  grav. 
WeuhtMr 
cubic  foot. 

7-7747 
sSS'874 

7-847 
9MS 

8.880 
S54-9« 

8.386 
594.16 

7.300 
45* 

456. 

S.69B 

S43.« 

8.nti 

$X3^ 
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Rules  far  Speed, 

To  find  speed  of  counter-shaft  in  accordance  with  main  shaft 

and  machine. — Subtract  the  number  of  revolutions  of  the  main 
shaft  from  the  number  of  revolutions  the  machine  should  make  ; 
divide  the  remainder  by  two.  The  quotient  will  show  the 
number  of  revohitions  of  the  counter-shaft. 

Example. — The  main  shaft  runs  200  revohitions  per  minute, 
while  the  machine  should  run  1000  revolutions  per  minute. 
Deduct  200  from  1000,  leaving  800,  which  divide  by  2;  the 
quotient  will  then  be  400,  which  is  the  number  of  revolutions 
the  counter-shaft  should  make. 

To  find  diameter  of  pulley  on  the  main  shaft, — Multiply  the 
diameter  in  inches  of  the  receiving  pulley  of  the  counter-shaft 
by  the  number  of  revolutions  the  counter-shaft  should  make 
and  divide  the  product  by  the  number  of  revolutions  the  main 
shaft  makes. 

Example. — ^The  counter-shaft  makes  4CX>  revolutions,  the 
receiving  pulley  is  7^  inches  in  diameter  and  the  main  shaft 
makes  200  revolutions;  400  limes  7^  equals  3000,  which 
divided  by  200  equals  1 5  ;  this  is  the  diameter  in  inches  of  the 
pulley  on  the  main  shaft. 

To  find  diameter  of  pulley  on  counter-shaft  earryiui^  belt  to 
machine. — Multiply  the  number  of  revolutions  the  machine 
should  make  by  the  diameter  of  pulley  of  the  machine  and 
divide  by  the  number  of  revolutions  the  counter-shaft  makes. 

Example, — Say  the  machine  should  make  1 000  revolutions, 
the  diameter  of  pulley  on  machine  being  6  inches,  and  the 
counter 'Shaft  making  400  revolutions ;  then  multiplsdng  1000 
by  6  equals  6000:  dividing  this  by  400  gives  15,  which  should 
be  the  diameter  of  the  pulley  carrying  belt  from  counter-shaft 
to  machine. 

To  find  the  speed  of  a  machine. — Multiply  the  number  of 
revolutions  of  the  main  shaft  by  the  diameter  of  pulley  in 
inches,  and  divide  by  the  diameter  of  receivin<^  pulley  of  the 
counter-shaft.  The  result  is  the  speed  of  the  counlcr-sliaft. 
Then  multiply  the  number  of  revolutions  oi  counter-shaft  by 
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diameter  of  transmitting  pulley,  and  divide  by  diameter  of 
pulley  on  machine.  The  result  will  be  the  speed  of  the 
machine.  It  should  be  well  understood  that  no  other  pulleys 
but  those  in  contact  with  one  belt  should  be  considered. 

Comparison  of  the  Scales  of  the  Fahrenheit,  Centigrade,  and 
Reaumur  Thermometer and  Rules  for  Converting  one  Scale 
into  another. 

These  three  thermometefs  are  graduated  so  that  the  range  of 
temperature  between  the  freezing  and  boiling  points  of  water  is 
divided  by  Fahrenheit's  scale  into  i8o  (from  32^  to  212°),. 
by  the  Centigrade  into  100  (from  O**  to  lOO*^),  and  by  that  of 
Reaumur  into  80  (from  0°  to  80°)  portions  or  degress. 

The  spaces  occupied  by  a  degree  of  each  scale  arc  consequently 
as  ^,  \t  and  [  respectively,  or  as  i,  1.8,  and  2.25  ;  and  the  num- 
ber of  degrees  denoting  the  same  temperature,  by  the  three 
scales,  when  reduced  to  a  common  point  of  departure  by  sub- 
tracting 32  from  Fahrenheit's,  are  as  9,  5,  and  4.  Hence,  we 
derive  the  following  equivalents: — 

A  degree  of  Fahrenheit's  is  equal  to  0.5  of  the  Centigrade  or 
to  0.4  of  Reaumur's;  a  degree  of  centigrade  is  equal  to  1.8  of 
Fahrenheit's  or  to 0.8  of  Reaumur's;  and  a  degree  of  Reaumur's 
is  equal  to  2.25  of  Fahrenheit's,  or  to  1.25  of  the  Centigrade. 

To  convert  degrees  of  Fahrenheit  into  the  Centigrade  or 
Reaumur's,  subtract  32  and  multiply  the  remainder  by  |  for  the 
centigrade  or  4  for  Reaumur's. 

To  convert  degrees  of  the  Centigrade  or  Reaumur's  int<^ 
Fahrenheit's,  multiply  the  centigrade  by  f ,  or  Reaumur's  by  |, 
as  the  case  may  be,  and  add  32  to  the  product. 
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ACCUMULATORS.  37L  3IS 
Acid  copper  baths,  vats  for,  104, 
lOo 

free,  in  galvanoplastic  baths, 
determination  of,  .W).  8(>0 

mixtures,  recovery  of  gold 
from,  'ilh 

neutralization  of  the  effect 
of, 

potassium  carbonate,  4HH 
recovery  of,  from  exhausted 

dipping  baths,  ]'>o, 
vapors,  absorbing  plant  for, 

i.>4,  um 

Acids.  4'.j4-T^ 

organic,  salts  of  the,  44fi-44H 
Action,  local.  iS 

Air,  renewal  of.  in  plating  rooms,  iHx 
Alkalies  and  alkaline  earths,  428.  iUU 

poisoning  by,  iliiJ 
Alkaline  earths  and  alkalies,  428,  i2fl 

platinate  bath.  .:i;!(L  iilil 
Alliance  mat  hine,  the.  IM 
Allov  containing  nickel,  deposition 

of'an,  2151 
Alloys,  metallic,  for  preparing  moulds, 

first  deposition  of,  Q 

most  usual,  and  solders,  table 
showing  the  composition  of, 
4i>«»-4<>!> 

nickel,  deposits  of,  210-221 

table  of,  ilil 
Alternating  current  machines,  SB 

currents,  iJii 
Aluminium  baths,  .'US-.s.'iO 

deposition  of,  :UH  '.U't'l 

electro-deposition  upon,  ^ioO-352 

new  method  for  the  electro-depo- 
sition of.  .S4t» 

potassium  sulphate,  440.  441 

properties  of,  :\\H 
American  double  polishing  lathes,  liili 
Ammeter,  IIH 

Weston,  lllli 
Ammonia,  1:^ 
Ammonium  alum,  4il 


Ammonium  chloride,  431 
hydrate.  iHH 
phosphate,  iili 
sulphate, 
sulphide,  42U. 
Ampere,  the,  M 

theory  or  hypothesis  of,  11,  12 
Amperemeter,  Lilt 
Anions,  iifi 
Anotle,  lifi 

surface,  size  of,  183 
wire,  liia 

coupling  the,  with  the  resist- 
ance   boards,  voltmeter, 
shunt  and  baths.  114 
wires,  insulation  of,  ill 
Anofles,  choice  of,  lUli 

for  brass  bath,  24£,  IIM 
copper  baths,  'JM 
galvanoplastic  baths,  .'M>o 
nickeling  sheet  zinc,  '2i)H 
insoluble.  Hih,  IKl 

platinum  in  silvering,  2/S3 
nickel.  ISO-IM 

rcdtlish  tinge  of,  IM 
platinum,  21Ki 

proportion  of  cast,  to  rolled.  111 
silver,  2.')! ---M  O 

use  of  steel  plates  in  place  of, 

sus|)ension  of,  IIC 
Antimony  and  arsenic,  deposits  of, 
by  contact  and  immersion,  iU7, 

m. 

baths,  .S4o^  3M 

deposition  of,  .Ita,  34ft 

-potassium  tartrate,  iil 

properties  of,  Al.'i 

sulphide,  iM 

trichloride,  431.  422 
Antique  silvering,  2h2, 
Apparatus  and  instruments,  various, 

Aqua  fortis,  425 
Areas  silvering,  259,  2Sil 
Armature,  til 
Gramme,  iil 
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Arsenic  and  antimony,  deposits  of,  by 
contact  and  immersion,  347 « 34H 

baths,  840,  347 

deposition  of,  34fl-a48 

poisoning;  by,  4:a 

properties  of,  di^ 

trisulphide,  iiil 

white,  4:11 
Arseuious  acid,  4^2 

addition  of,  to  brass  baths, 

chloride,  4:?2 

sulphide,  iM 
Art-castinffs,  coppered,  inlaying  of, 
depressions  of,  l^H7,  liifi  j 
Astatic  galvanometer,  22.  \ 
Auric  chloride,  4.'U  i 
Australia,  gold  composition  of,  281 
Auxiliary  apparatus,  liili 

BACKING,  3K2  ' 
Haking  powder,  439  t 
Balance,  plating,  i 
Bath,  bright  dipping,  lol*,  1?7.">  ' 
conditions  required  to  guarantee 
good  performance,  llil  | 
electrolytic,  requisites  of  a,  lii2 
working  the,  with  the  electric  j 
current,  UiTi 
Baths,  acid  copper,  vats  for,  104,  105 
agitation  ot,  l<>i!-ir>4 


aluminium,  34H-35(> 
34o,  Mii 
{4(), 


antimony, 
arsenic. 


ail 


brass,  '*MK-'>.i;^ 
bron7e,  247,  2Aii 
cobalt,  222 
concentration  of,  IQl 
conclusion  as  to  the  condition  of, 

from  changes  in  the  specific 

gravity,  ML  1112 
containing  potassium  cyanide, 

holders  for,  Ulii 
filtering  of.  liili 

for  gilding  by  contact,  30^  2Qfi 
dipping,  :u)^  ;;io 

gold.  '2RS--i03 
heating  of,  86^  81 
lead,  am 

nickel,  vats  for,  104.  IDS 
palladium,  '.i'-jrt 
platinum,  31«»-31>2 
steel,  :h41-U4 
temperature  of,  lfi2 
tin,  a2I=32a 

to  secure  lasting  qualities  to,  liifi 
vats  for  heating,  iJJa 
Batteries,  bichromate,  5:^-57 


Batteries,  plunge,  .'t.^-fi? 

storage,  electro-chemical  process 
of  forming,  37H 
Battery,   copper-bath    for  galvano- 
plastic  depositions  with  the,  262 
Foote's  pinnacle  gravity,  43,  44. 
galvanoplastic  depositions  with 

the,  iMi 
reduction  of  metals  without  a, 

i()S.  im 

Stoehrer's,  5fi 

stripping  nickeled  articles  by 

the,  liifi 
trough,  2j,32 
Baumd's  hydrometer,  450 
Beardslee.   G.  W.,   cobalt  solution 

recommended  by,  '^'Mi 
Becquerel's  element,  33 
Bell  metal,  2ai< 
Bells,  coloring  of,  Ml 
Belt  strapping  attachment  or  endless 

belt  machine,  142.  143 
Benzine,  removal  of  grease  with,  156, 

m 

Bertrand,  aluminium  bath  according 
to,  MB. 

palladium  bath  according  to,  325 
Bicarbonate  of  potash.  43S 
Bichromate  batteries,  5.'W>7 
Bicycles,  nickeling  parts  of,  186 
Binding  posts,  HH 

screws,  liil 
Bird,  production  of  the  amalgams  of 

potassium  and  sodium  by,  4 
Black  color  on  copper,  405 
lead,  gilt,  iilH 

mixture  of,  with  bronze 

powder,  373.  314 
silvered,  37.3 
-leading,  ■i'i 

machine,  37*2 
wet  process  of,  322 
lustrous  on  iron,  414.  41^ 
nickeling,  MA 
on  zinc,  111} 

sulphide  of  antimony,  4^ 
Blue  on  iron,  ilh 
steel,  41B 
black  on  copper,  405 

zinc,  41u 
grav  shades  on  copper,  405 
vitriol,  44L  442 

pure,  table  of  approximate 
content  of,  at  different  de- 
grees B^.,  and  at  59°  F.,  358 
Bobs,  cloth,  Lil 

construction  of,  200^  201 
polishing,  liil 
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Bo€ttger  on  the  deposition  of  nickel  | 
from  its  double  sails,  li 
platinum  bath  of,  3111 
steel  bath  according  to.  Sll,  3A2 
tinning  solution  according  to,  332 
Boiling,  nickeling  by,  *2\~-'Ilti 
pans,  1>>4,  1<>"> 
tinning  by,  330,  331 
Boracic  acid,  42(>. 
Boric  acid,  4l'<».  A:!! 

as  addition  to  nickeling  baths, 
171, 

Bossard    Mechano  -  Electroplating 

tanks,  4.")r>-4>;i 
Bouant's  method  of  amalgamating 

zinc,  31 

Brandley,  directions  by,  for  preparing 
gelatine  moulds,  3111 
plating  balance  used  by,  !j<>3-'-?('>C) 
Brass  and  bronzes,  coloring  of.  ^(>^-^J 
articles,  cobalting,  223. 

small,  tinning  solution  for, 

33L3a2 
superficial  coating  of  tin  on, 
333 

bath,  constitution  of  a,  2.'iH,  1139 
formation  of  slime  on  the 

anodes  in  the,  24.) 
regulation  of  a,  24o,  lliii 
'  with  cuproso-cupric  sulphite, 

baths,  •-'::.s--'i:; 

ano<les  for,  '244.  L'4"> 
density  of  current  for.  213 
irregular  working  of,  240 

bronze  ;uid  copper,  deposition  of, 
•>•>.->_• '4S 

brown  color  called  bronze  Barb^- 

dienne  on.  410 
casting  of,  with  zinc,  .^37 
castings,  grinding  of,  13(1 
coloring  of,  iill 

color  resembling  gold  on,  400,  410 
corn-flower  blue  on,  41 1 
deposits,  polishing  of,  140 
Ebermaycr's  experiments  in  col- 
oring, 411, 112 
gray  color  with  a  bluish  tint  on, 109 
lustrous  black  on,  40S 
nickel  bath  for,  US 
uielling  upon.  2M2 
objects,  dead  or  dull  surface  on, 

tinning  of,  321 
pale  gold  color  on,  lllli 
pickling  of,  151.  152  i 
production  of  a  grained  surface 
on,  by  pickling,  IM 


Brass,  properties  of,  22fi 
red,  23hi 

removal  of  oxide  from,  158 

scratch  brushes  for,  Hli 

sheet,  nickeling,  2lili 

sheets,  polishing  of,  1^ 

steel  gray  on,  408.  400 

straw  color,  to  brown,  through 

golden    yellow,  and  tombac 

color  on,  lilii 
various  colors  upon,  407,  408 
violet  on.  111 

wire  and  plates,  weights  of,  474 

yellow,  23ii 
Brassed  articles,  inlaying  of,  247 
Brassing,  '2:\H-'2-l~ 

by  contact  and  dipping,  212 

color  of,  211 

distance  of  objects  in,  from'  the 

anotles,  211i 
execution  of,  *24.^-'.;47 
sheet  zinc,  2Uii 

unground  iron  castings,  24G,  212 
Bright  dipping  bath,  lii2 

Platinum  Plating  Co.,  of  Tendon, 
platinum  bath,  patented  by,  320 
Britannia,  preparation  of,  for  silver- 
ing, l-'0.S---'7O 
removal  of  oxide  from,  158 
Bronze  articles,  clay  yellow  to  dark 
brown  on,  410 
dead  yellow  on.  410 
Barb^dienne  on  brass,  410 
baths,  247.  21ii 

brass  and  copper,  deposition  of, 

-like  patina  on  tii:,  41fl 
nickeling  of,  I  ol ,  1.VJ 
removal  of  oxide  from,  158 
Bronzes,  2.3S 

and  bniss,  coloring  of,  40K-41f> 
Bronzing,  247.  218 
execution  of,  218 
on  zinc,  413.  414 
Brown  black  with  bronze  lustre  on 
iron,  llii 
color  called  bronze  Barb^dienne 
on  brass,  410 
on  copper,  404,  105 
Bruce,  addition  of  bisulphide  of  car- 
bon to  nickel  baths,  recommended 
by,  112 

Brugnatelli,  first  practical  results  in 

electro-gilding  attained  by,  3 
Brush  coppering,  230,  231 

dynamo,  7tK72 
Brushes,  12!i 

collecting,  Ul 
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Bunsen  element,  '^7-40 

eleineuts  for  galvanoplastic  de- 
positions, 800,  Ml 
location  of,  8ii 
manipulation  of,  42^  i3 
plunge  battery,  5ii 
Burning,  IKL 
Burnishers,  149 
Burnishing,  144,  lAH 
machines,  liiil 
operation  of,  149^  202 
Busts,  galvanoplastic  reproduction  of, 

Butter  of  antimony,  iM ,  Hill 
zinc,  4Hli,  iji^ 

CALCIUM  carbonate,  i32 
hydrate.  4:21 
California  gold,  composition  of,  -HI 
Capsules  or  evaporating  dishes,  Alii 
Car^wnates,  4:W-44n 
Carbon,  bisulphide  of,  addition  of, 
to  nickel  baths,  Ilii 
disulphide  or  bisulphide,  4.'^0 
Carlxjy  rocker,  loH.  liiii 
Carlisle  and  Nicholson,  decomposi- 
tion of  water  by,  d 
Cast-iron,  bath  for  brassing,  212 
coating  with  bronze,  241 
objects,  pickling  of,  loO,  lol 
tinning  of. 
zinc  bath  for, 
Casts,  plaster  of  Paris  for,  n<X)-;ffl.^ 
Cathofle,  21i 
Cations,  2li 
Caustic  potash,  -i'lH 

soda,  4i!.S 
Cell  apparatus,  :'.">4-y>S 

copper  bath  for  the, 

galvanoplastic  depo- 
sition in  the,  304- 

Cellulose  lacquers  an»l  varnishes,  417- 
Alii 

Centigrade,  Reaumur  and  Fahrenheit 
thermometers,  comparison   of  the 
scales  of  the,  and  rules  for  convert- 
ing one  scale  into  another,  47(8 
Chain,  galvanic,  Ui 
Chalk,  ilia 
Check  voltmeter,  154 
Chemical  and  electro  chemical  equiv- 
alents, table  of,  4(>l>.  liKJ 
products  and  various  apparatus 
and  instruments  used  in  electro- 
plating, 4.'4-f'>3 
Chemicals,  purity  of,  IfiQ 


Chile  saltpetre,  UA 

Chloride  of  silver,  reduction  of,  2i>ii 

Chlorine  combinations,  4.'>1— 4.''.o 

poisoning  by,  423, 124 
Christofle  &  Co.,  experiments  by, 

with  magneto-electncal  machines, 

7^ 

Chromes,  metallic, 

Chromic  acid,  427.  428 

Chromium  combination,  soluble,  41 

Circuit,  closing.  Hi 

Citric  acid,  I2ii 

C1aniond*s  thermo-electric  pile,  ^ 
Clarke,  electric  generator  produced 
by.  iHi 

Clausius's  theory  of  molecules,  26i  21 
Clay,  metallization  of,  liJii 

cells,  filling  of,  87"),  876 
Cleansing  apparatus,  lOS 
Cliches,  cell  apparatus  for  producing, 
■Vv').  83ii 

nickeling.  '21 4 -'21  ft 
Closing  circuit,  1L> 
Cloth  bobs,  liil 

Cobalt-ammonium  sulphate,  448 

and  nickel,  de[>osition  of, 

baths.  ±12 

carbonate.  441) 

chloride,  133 

properties  of,  221 

sulphate,  448 
Cobalting, 

articles  en  masse,  '^•^li 

by  contact,  •SH.  22!ii 

small  faucv  articles,  bath  for. 
22.8,221 

Coins,  taking  casts  from,  jfflO,  391 
Colcothar.  Ill 

Cold  gilding,  bath  for,  289^  JSQ 
Collecting  brushes,  the,  Ul 
Collector,  the.  lil 

Coloring  brass  and  bronzes.  40H-412 
I£l>ermayer's  experi- 
ments in,  411,  41:^ 

iron.  414-4H{ 

patinizing,  oxidizing  of  metals, 

liia=lll 
silver,  417 
tin.  Ilii 
zinc,  mj  111 
Common  salt,  131 
Commutator,  the,  (M 

cylinder,  <il 
Compress  polishing  wheels,  187,  13S 
Conducting   rods,   arrangement  of, 
KM),  107 
fixing  of,  on  vats, 
105,  m. 
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Conducting  salts,  HI 
wires,  UKi 

calculating  the  thickness  of. 

Conductor,  development  of  heat  in 
the,  Uli 
resistance  of  a.  H 
Conductors,  bad,  Li 

good,  lii 
Contact,  brassing  by,  247 
coballing  by, 
coppering  by,  'Si'>,  lilii 
deposits  of  antimony  and  arsenic 

by.  ;U7,  Mh 
electricity,  discovery  of,  1 
eleclro-deposition  by,  108,  11111 
gilding  by,  ad'i-MnK 
injmersion  and  friction,  gilding 

by,  :\u;.M-2 
leading  l)y,  'AM) 
nickeling  by,  !>17-'*H> 
platinizing  by,  '.kU 
silvering  by.'-JT!  -277 
steeling  l»y.  :m 
tinning  by,  .'i.'to.  'dM 
zincking  iron  by,  X\l 
Continuous  current  machines,  liU 
Copper  acetate,  Ail 

-alloys,  current  for  nickeling,  LtiS 
dead  or  dull  surface  on,  LoiJ 
silvering  articles  of,  275,  2Ifi 
articles,  cobaltiiig,  22-">.  'HI 

small,  tinning  solution  for, 

331.  aa:^ 

strii)pini»  of,  810 

superficial  coating  of  tin  on, 

bath,  Delval's. 

for  the  cell  apparatus,  H/iS 
removal  of  acid  from,  'duSl 
with  cuproii.  2211 

sulpliate  of  copper,  228, 

baths.  •Jl'.V  '.U 

anodes  for,  211 

for  galvanoplastic  deposi- 
tions with  a  separate  source 
of  current,  :{(>l  -:{<>,'i 

phenomena    appearing  in, 

vats  for,  231 

with  cuproso-cupric  sulphite, 

without  potassium  cyanide, 
221L  23U 
black  color  on,  -iOn 
blue-black  color  on,  411a 
blue-gray  shades  on,  4li5 

3» 


Copper,  brass  and  bronze,  deposition 
of,  •2-2'>--2\S 
bronzing  of,  -^Oo 
brown  color  on,  404,  40.5 
carbonate,  ■i^ii 
castings,  grinding  of.  l^li 
chemically  pure,  H')2 
chloride,  4 ■'{2 

coating    black  leaded  surfaces 

with,  aia 

grasses,  leaves  and  flowers 

with,  aim 

laces  and  tissues  with,  'tOS 
mercury  vessels  of  thermom- 
eters with.  Ml 
of,  with  zinc,  iMl 
wood  with  a  galvanoplastic 

deposit  of.  .•{!>'.».  4(»> 
womicn  handles  of  surgical 
instruments  with.  Ml 
coloring  of.  .'i47.  4U.'{  -UiH 
current  for  nickeling,  Um 
cyanides,  4.'^(>.  487 
dark  steel-gray  color  on,  4«)7 
dea<l  black  on.  40  >.  4(»> 
deep  black  color  on,  4(Ki 
dei>osiied  by  electrolysis,  physi- 
cal properties  of.  ii2 
deposits,  ])olishing  of.  Llli 
determination  of  content  of,  in 

galvanoplastic  baths.  HiMi.  ML 
detertninntion  of  content  of.  re- 
quired for  a  beautiful  red  gold. 


determination  of  quantity  of.  dis 
solved  in   stripping  coballed 
copper  plates.  222.  223 

for  galvanoplastic  purposes,  8o2, 

3iLi 

galvanoplastic  depositions,  elas- 
ticity, strength  and  hardness 
of,  iiii2 

Hiibl's  experiments  with,  uu3 
massive,  various  colors  upon,  407. 

4  PS 

nickel  bath  for.  178 

objects,  tinning  of,  .327 

pale  re<l  of  copper  color  to  dark 

chestnut-brown  on,  4 08.  404 
pickling  of,  LiJ,  l.')2 
plates,  facing  of,  with  cobalt,  '^^^ 
polishing  of.  Lili 
printing    plates,  galvanoplastic 
bath  for.  815;^ 
steeling  of,  .>42^ 
properties  of,  22.') 
pure,  resistance  and  conductivity 

of,  m. 
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Copper,  red  brown  color  on,  405 

reduction  of,  from  its  solution  by 

iron,  early  knowledge  of,  1 
removal  of  oxide  from,  LiS 
salts,  poisoning  by, 
scratch  brushes  for,  lifi 
sheet,  nickeling,  -*<H> 
silvering  of,  early  knowledge  of,  1 
Sniee's  experiments  with,  3^ 
steel-gray  color  on,  4111 
sulphate,  441^  U:! 

solutions,  different, 
table  of  specific  elec- 
trical resistances  of, 
at  various  tempera- 
tures, an 
to  coat  zinc  plates  with  a  very 

thin,  but  hard  layer  of, 
wire  and  plates,  weights  of,  17  1 
fine,  silvering  of,  i!S<_) 
pure,  table  of  the  electrical 
resistance  of,  472 
-zinc  allov,  solution  for  trans- 
ferring. 242.  2Ali 
Coppered  art-castings,  inlaying  de- 
pressions of,  'Sil,  -'AH 
arlicles,  bronzing  of,  400 

coating   of,    with  another 

metal,  2.'t.") 
turning  white  of,  234a  23i 
Coppering,  :::ii=iiaii 

by  contact  and  dipping,  235,  23fi 
cleansing  of  articles  previous  to, 

232.  2:^3 
defective  places  in.  2i{ii 
execution  of,  2.il  'Sio 
needles'  eyes,  2.'{7 
sheet  zinc,'  20«).  2<i7 
small  articles,  en  masse,  235 

dark,  round  stains  in,  233. 

steel  pens,  2^ 
Cork  gilding  with  the,  310-312 
Corn-flower  blue  on  brass,  411 
Corvin's  niello,  3t>S. 
Coulomb,  law  of,  la 

the,  dl 
Counter  current,  21 

currents,  1^»1 .  1 1>2 

-shaft,  to  find  speed  of,  in  accord 
ance  witli  main  shaft  and  ma- 
chine, 475 
Cream  of  tartar,  4Jfi 
Crucibles,  iiii 

Cruikshank's  investigations,  3 

trough  battery,  2 
Cubic  nitre.  444 
Cuivre  fum^*,  405 


Cuivre  poli  deposit,  •-^•^H-'247 
Cupric  sulphate,  411.  442 
Cupron,  copp>er  bath  with,  229 

element,  5Q 
Cuproso-cupric  sulphite,  brass  bath 

with,  24i 
copper  baths  with, 

Cuprous  sulphite,  442 

Cups,  gilding  the  inner  surfaces  of,  "231 

Current,  counter,  27,  lOL,  liil 

electric,  chemical  actions  of  the. 
25-^1 

extra,  25 

galvanic,  Ifi 

hydro-electric,  lii 

induced.  2i 

inductive,  24 

polarizing,  27j  102 

primary,  24. 

quantity  for  the  correct  formation 
of  the  deposit,  OJ ,  li2 
of,  1L=21 

coupling  elements  for,  20 
regulator,  03,  iii. 
.secondary,  24 
sources  of.  .S2-.S4 

volumes,  table  of  the  value  of 
equal,  as  expressed  in  amperes 
per    square     decimetre,  per 
square  toot  and  per  square  inch 
of  electrode  surface,  403,  4<>4 
Currents,  alternating,  25 
Cutlery,  cleansing  of,  2(49 
Cyanides,  4.v)-j3S 

poisoning  by,  422, 

DANIELL  element,  35,  3li 
for  galvanoplastic 
depositions,  3(»0 
Dark  steel  gray  color  on  copper,  407 
Daub,  R.,  cobalt  bath  recommended 

by,  223,  224 
Davy,  Sir       discovery  of  potassium 

and  sodium  by,  3 
Dead  black  on  copper,  405,  406 

gilding,  200-3U1 
Deep  black  color  on  copper,  406 
Delval,  copper  bath  recommended 
by,  ajl 

Deposit,  cuivre  poli.  23H-247 

detaching  the,  from  the  mould, 
3M> 

formation  of  the.  122.  U23 
or  slicll.  backing  tHeT  :-{S(l-3S'j 
penetration  of  the,  into  the  basis- 
metal,  liil 
Deposition,  first  requisite  for,  Ql 
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Deposition  of  antimony,  arsenic  and  • 
aluminium,  HAft-lihl  \ 
cobalt.  '2:11=2:*^ 
copper,     brass  and 

bronze,  '2''J^\UR 
gold. 

nickel,  l<ift-L>^l 
nickel  and  cobalt,  169- 

platinum    and  palla- 
dium. ■nK-:{L>(i 
silver.  i.'4'.>  UsT 
tin,  zinc,  lead  and  iron, 

Deposits  of  iridium  and  rhodium,  32& 
De  Ruolz,  first  deposition  of  metallic 
alloys  by,  ii 
labors  of,  j 
Dip,  preparation  of,  12i3 
Dippinjj,  im 
basket.  103 

baths,  exhausted,  recovery  of  acid 
and  metal  from,  l.>5,  Lifi 
for  gilding  by,  :M)H-:Ui) 
brassing  by,  liil 
coppering  by,  1^35.  2^ 
Du  Fresne  s  method  of  fire-gilding,."  lo 
Dun's  potash  element,  itL  iiii 
Dupr^'s  solution  for  filling  the  ele- 
ments, 411 
Dynamo,  best  mode  of  setting  the, 
in  motion,  1111 
Brush.  7tl-72 

copper  bath  for  galvauoplastic 

<leposilions  with  the.  iilili 
-electric  machine,  definition  of  a, 
til 

parts  of  a,  M 
machines,  arrangements 
with,  HHt-l-M 
various,  8^  H 
evolution  of,  in  the  United  States, 

7T-S4 
Fein's,  III 

-generator,  parts  of  a,  &1 
Gramme,  (iO^  til 

disadvantage  of,  68j  Q2 
Kroitlinger,  LL  2A 
Lahmeyer,  7.5-77 
"Little  Wonder,"  Ifi 
machines,  tiii 

galvanoplastic  depositions 
with  the,  x<il-^tK7 
modern  Gramme,  UTj  fiS 
most  suitable,  data  for,  Hi 
rules  for  setting  up  a,  l(ft>.  1  Ifl 
Schuckert's  flat  ring,  111 
Siemens  &  Ilalske,  72-74 


Dynamo,  stripping  nickeled  articles 
with  the,  llMi 
transition  of  the  magneto-electric 

machine  to  the,  Uq 
"Wonder,"  7S,  Ifl 
Dynamos  manufactured  by  the  Han- 
son &  Van  Winkle  Co.,  77-K4 
Dyne,  30 

EBERMAYER,  experiments  of,  in 
coloring  brass,  411, 112 
silver-immersion  bath,  accord- 
ing to,  211 
Electric  connection  gripper,  374,  3Zfi 
induction,  discovery  of,  1 
units.  aU 

Electrical  current,  chemical  actions 
of  the,  ti:>-:U 
potential,  lii 
Electricities,  attraction  and  repulsion 

of,  lil 
Electricity.  1  -'--U 

and  magnetism,  10-31 
double  fluid  hypothesis  of,  14 
Ilerz's  investigations  of  the  na- 
ture of,  15 
kinds  of,  lH 
negative.  LI 
positive,  lA 
resinous.  lH 

single  fluid  hypothesis  of,  11 
vitreous.  Li 
Electro-chemical  and  chemical  equiv- 
alents, table  of,  4112,1113 
equivalents,  29^  .10 
processes,  prominent  in- 
vestigators and  practi- 
tioners of,  U 
Storage  Battery  Co.,  plant 
installed  by  the,  ■".7H-'{Hf> 
-chromy,  3:«>->{41 
-deposition  by  contact,  KKS.  Uifl 
combination  of  fire-gilding 

with,  liLL  31ii 
imitation  of  niel  by,  2S2 
processes  of,  1 ')!)-!  (iO 
upon  aluminium,  XtO-3.52 
-etching.  :;s.'>-:{h7 
-gilder,  brush  employed  by  the, 
12U 

-gilding,  first  practical  results  at- 
tained in,  3 

-magnetic  induction  machine, 
first,  construction  of,  1 

-magnetism.  '21 -'Hi 

-magnets,  2ii 

-metallurgy,  historical  review  of. 
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Electro-motive  force,  10 

of  elements,  table  of, 

ili5 
series  of,  15 
tension,  series  of,  Ih 
•plating  arrangements  in  partic- 
ular. 

chemic  al  products  and  vari- 
ous apparatus  and  instru- 
ments used  in,  4ii-l-4.'i.S 
establishment,  ground  plan 

of  an.  ll(i-li:0 
establishments,  arrangement 

of.  in  general,  KG-llJ 
plant,  parts  of  a,  hii 
Electrodes,  Uii 
Electrolysis,  '2''-'M 

decomposition  of  water  l)y.  'A 
Electrolyte,  Ui 

Electrolytic  laws  discovered  by  Fara- 
day, \n.=:^ 
Electropoion,  ill 

Electrotypes  in   iron,  bath  for  the 
pro<luclion  of,  ii-i'2 

finishing,  ."SL'-:^Kr> 

nickeling.  liN-Jin 
Element,  Recqucrel's,  .JS 

Bunsen,  .'{7-10 

cupron.  ijil 

Danicll's,  ^  Cli 

Dun's  potash,  51.  52 

galvanic,  Ui 

Grove's,  \il 

Knaffe  and  Kiefer's,  5li 
Lallande  and  Chaperon,  4H-fH} 
Leclanch^,  IS 
Mtidingcr,  iUL  31 
Oppermanu  s,  44-48 
Sniec's,  a4j  iia 
Elements,  arrangement  with,  Kft-lOft 
Bunsen.  location  of.  hli 

n)ani])ulation  of,  4l2j  43 
constant,  'dH 
coupling  of,  in.  IK) 

for  electro  motive  force 
or  tension,  2ii 
quantity  of  current, 

determination  of  the  number  of, 
required  for  plating,  00,  iU 

Dupr^'s  solution  for  filling  the,  41i 

galvanic,  ;  ll— ")7 

mixed  coupling  of,  UQ 

soluble  chromium  combination 
for.  il 

table  of  the  electro-motive  force 
of, 

various,  51 


Elements,  with  their  symbols,  atomic 
weights  an<l  specific  gravities, 
table  of, 

Elkiugton  establishment,  Birming- 
ham, arrangement  in  the,  for 
agitating  the  silver  bath,  'I'TJ 

observations  of,  -oH 
Elkingtons,  labors  of  the,  5 
Eisner's  bronze  bath,  247 

tinning  bath, 
Endless  belt  machine  or  belt  strap- 
ping attachment,  142.  14H 
Emery,  grades  of,  KL] 
Etching  jjround,  ;->H» 
Evaporating  dislies  or  capsules.  448 
Exhaust  tumbling  barrel,  120,  i:  (> 
E>es.  silvering  of,  275 

tinning  solution  for,  331,  322 

FAHRENHEIT.    Centigrade  and 
Reaumur   thermometers,  com- 
parison of  the  scales  of  the,  and 
rules  for  converting  one  scale 
into  another,  47(> 
Faraday,  discovery  of  electric  induc- 
tion by.  4 
electrolytic  laws  discovered  by, 
l!7-L'0 
Farad,  the,  lil 

Fein's  bichromate  battery,  53^  tH. 

dynatno.  111 
Ferric  oxide,  \4i 

sulphiile.  iiil 
Ferrous  sulphate,  HI 
I'ibre  brushes, 
Fibres, 

iMeld.  magnetic,  12 

magnets,  the,  iiA. 
Filtering  material,  Isil 
Filters,  45K  452 
Fine  wheel,  132 

Fire  gilder,  brush  employed  by  the, 
!•-'(> 

gihling,   combination    of.  with 

electro-deposition,  .'{14.  I^b'i 
or  mercury  gilding,  .".12-:U5 
Flasks  and  glass  balloons,  44S 
Flexible  shaft.  143,  UA 
I'loorsof  plating  rooms,  best  material 
for,  hi 

Flowers  coating  of,  with  copper,  309 
Force,  lines  of,  tiii 
or  power,  iiU 

region  of  the  lines  of.  OS 
Foote  s  pinnacle  gravity  battery,  43. 
ii 

Foot  lathe,  1.37-i;ffl 

Forks,  deposit  of  silver  on,  2ii2 
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Forks,  extra  heavy  coating  of  silver  on 
the  convex  surfaces  of,  'SHi 
aVmn'itm  wires  for,  '2iVl 
French  form  of  cell  apparatus,  3o7 
Friction,  contact  and  immersion,  gild- 
ing by.  ao'i-^l^ 
gilding  by.  .'no-:?!-.? 
Frosting,  swing  brushes  for,  122 

GAIFFE,  recommendation  by,  ±Li 
Galvani,  discovery  of  contact 
electricity  by,  1 
experiments  of,  ] ,  2 
Galvanic  chain,  111 
current,  Hi 
elenient.  Hi 
elements.  .'il!-'i7 
Galvanometer,  astatic,  22 

first  construction  of  the,  4 
horizontal,  Da 
indications  by  the,  f>7-in» 
sine,  22 
tangent,  22 
vertical,  0-5 
Galvanometers,  22 
Galvauoplastic  baths,  agitation  of, 

anodes  for.  iitl5 
determination  of 
content  of  cop- 
per in,  iliil 
determination  of 
free    acid  in, 
3iiiL  mi  I 
deposit,  current  strength  for, 

an 

deposition   by  the   battery  and 
dvnamo  machine, 

aiii 

in   the  cell  apparatus, 

depositions,   copper  baths   for,  i 
with  a  separate  source 
of  current.  .'>•» I -:>(;5 
of    copper,  elasticity, 
strength  and  hardness 
of,  aii2 

method  for  originals  in  high  re- 
lief, ishi 

operations  in  iron,  400^4111 

nickel.  ill2 
silver  and  gold,  402, 

operator,   pencils   and  brushes 

used  bv  the,  L2li 
process,  invention  of  the,  1 
reprwlnction  of  busts,  vases,  etc., 

388,  aiiii 


Galvanoplasty,  UTi'l-inU 

definition  of,  iVfl 

processes  use*!  in.  .Vi3 

special  uses  of,  H97  -  UK) 
Galvanoscope,  first  construction  of 

the.  i 
Galvanoscopes.  22 
Gas  carbon  anodes,  lij2 
Gassiot,   plan    to   obtain  metallo- 
chromes,  recommended  by,  'MO.  341 
Oauduin's  copper  bath,  2.{1 
Gauze,  metallic,  gilding  of,  303,  8ftl 
Gelatine  moulds.  :i*.Hj,  liiil 
German  form  of  cell  apparatus,  357^ 
3^ 

silver  articles,  stripping  of,  31fi 
deposit  of.  22!L  221 
pickling  of,  IM,  1^ 
polishing  of,  Lili 
preparation  of,  for  silvering, 
2liii 

removal  of  oxide  from,  LiS 
Germany,  process  for  the  determina- 
tion of  genuine  silvering  in  use 
by  cu<;tom-house  officers  in,  I'SrS 
Gildtd  articles,  beautiful  rich  appear- 
ance of.  'AU'I 
malt  for,  ailS 
removing  gold  from,  315, 
31  ft 

stripping,  31  o.  Slii 
Gilder  of  watch  works,  brush  used  by 
the.  12ii 

Gilding,  bichromate  element  for,  55 
by  contact.  .•{U'>-:{1>8 

immersion,  atid  by  fric- 
tion. .•;>>.'» 
dipping,  baths  for,  ;ins-310 
friction,  3Hl-3l'i 
wei.uhl,  lilll 
cold,  baih  for.  2ii!L  2Uil 
coloring  of,  .'lOl  -  .'lii'-j 
current-strength  for,  200.  221 
dead.  -MM)-:{<H 

defective,  treatment  of,  3flH 
execution  of,  •?i>.i--'t>s 
fire  or  mercury,  :U'>-31.'^ 
genuine,  determination  of,  316« 

311 
glass,  3111 
green,  292 
hot,  bath  for,  2iil 
improving  bad  tones  of,  3112 
in  the  cold  bath,  process  of,  221 
porcelain,  3111 

preparation  of  articles  for,  29fi 
red.  'jm,  2ijy 
rose-color,  222 
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Gilding,  wax,  ML  302 

with  the  cork.  3in-.'<T2 
hot  bath.  21»7j  'JSiB 
rag,  .•n()-31i> 
thumb,  ■S](>-:n2 
without  a  batterv,  205,  21M 
Glass  balloons  and  flasks,  ilH 
gilding,  am 
jars.  448,  tUa 
metallization  of,  lOQ 
plfttinizing.  ti21 
Glauber's  salt,  iiii 
Glue  pot.  liL  Uii 
Gold  amalgam,  preparation  of,  312 
bath,  determination  of  the  con- 
tent of  copper  in  a.  for  a 
beautiful  red  gold,  L>t>0 
with  yellow  prussiate  of  potash, 
liUL  21il 
baths.  '2SH-'3.VA 

management  of,  2n:^-21>5 
preparation  of.  with  the  assist- 
ance of  the  electric  current, 

recovery  of  gold  from,  ."^IT.,  .SI  8 
small,  porcelain  dish  for,  21)4. 
21iii 

baths,  vats  for,  224 

burnt,  'Ml 

chloride,  4M 

color,  pale,  on  brass,  400 

resentbling,  on  brass,  400,  410 
deposit,  coloring  of  the.  2}m,  22i 

redder  color  on,  aoT,  H02 
deposition  of.  "h7-M1k 
deposits,  polishing,  140.  2{)8 
galvanoplastic     operations  in, 

4i»2,4i!a 
incrustations  with,  281,  303 
native,  analyses  of,  2iil 
occurrence  of,  2S7 
porcelain  capsules  for  dissolving, 

306,3111 
properties  of.  288 
recovery  of,  from  gold  baths, 

removing,  from  gilded  articles, 

;n.T.  .{Hi 
scratch  brushes  for,  lili 
solder,  table  of,  4«>0 
varnishers.  operation  of.  410.  420 
-workers,  bichromate  element  for 
temporary  use  by,  5a 
Gore,  brass  bath  recommended  by, 242 

experiments  of,  llil 
Gountier's  bronze  bath.  2il 
Goze's  process  for  obtaining  a  deposit 
of  aluminium,  348,  Mil 


Grained  surface,  production  of  a,  by 
pickling,  IM 

Graining,  277--_>80 

operation  of,  279^  28Q 
preparations  used  for.  278,  279 

Gramme's  machine,  8^  (H*  (il 

Grasses,  coating  of,  with  copper,  399 

Gray  on  zinc,  AlA 

with  a  bluish  tint  on  brass,  409 

Grease,  freeing  the  objects  from,  108, 

ma 

removal  of.  ItSO-lSS 
table  for  freeing  articles  from, 
118.110 
Green  gilding,  299 

vitriol,  Ml 
Grinding,  132,  IM 

disks,  construction  of,  122 

treatment  of,  133 
execution  of,  IM. 
flexible  shaft  for,  143^  IM. 
lathes,  133^  IM 
rooms,  8ii 
Gripper,  electro-connection,  374,  375 
Grove's  element,  iil 
Giilcher's  thermo  electric  pile,  60-62 
Gun-barrels,  browning  of,  347.  414 
coating  of,  with  lead, 
metal,  2afi 
Gutta-percha,  introduction  of,  5 
moulding  in.  3<^7-:^»9 
softening,  368 

H.\EN,  determination  of  content 
of  copper   in  galvanoplastic 
baths,  according  to,  366,  3K7 
Hanson  &  Van  Winkle  Co.,  dynamos 

manufac- 
tured by 
the,  77-84 
lathe  manu- 
factured 
bv  the,  139, 
llj 

plating  room 
arranged 
by  the,  120 

Hard  solder,  table  of,  ififi 
Hassauer's  copper  bath,  22S 
Hauck's  thermo-electric  pile,  50,  SO 
Heat,  development  of,  in  the  conduc- 
tor, 2ii 

Hefner-Alteneck's  machine,  fi 
Heliograph y,  3isl,  388 
Herz,  Prof,  investigations  of.  15. 
Hess,  bath  of,  for  deposits  of  tombac, 
248 

solution  for  transferring  any  cop- 
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per-zinc  alloy,  according  to, 

242,  243 

Hoe  &  Co.,  electro-connection  gripper 

of,  874,  H7o 
Hollow-ware,  Britannia,  preparation 
of.  for  silvering,  2Ji9^  2Ifl 
gildiwR  the  inner  surfaces 
of.  2iil 

Holmes  type  of  machine,  7^  & 

Hooks,  silvering  of,  lilii 

tinning  solution  for,  331,  332 

Horn  silver,  433.  431 

Horse-power,  English,  21 
French,  31 

Hot  gilding,  bath  for.  201 

Hiibl,  experiments  of,  on  the  elastic- 
ity, strength 
and  hardness 
of  galvano- 
plastic  deposi- 
tions of  cop- 
per, 3(>2 
with  galvano- 
plastic  baths 
at  rest  or  in 
motion,  302, 
303 

with  copper,  353 
Hydraulic  press,  310 
Hydrochlorate  of  zinc,  432^  433 
Hydrochloric  acid,  42-"),  42r> 
Hydrocyanate  of  silver,  431 

zinc,  437 
Hydrocyanic  acid,  420 

poisoning  by,  422, 423 
Hydro-electric  current,  lii 
Hydrofluoric  acid,  42H 
Hydrometers,  H''->">1 
Hydroplatinic  chloride,  434,  43ii 
Hydrosulphate  of  ammonia,  430 
Hydrosulphuric  acid,  421>,  AM) 
Hygienic  rules  for  the  workshop, 

421-424  I 
Hyponilric  gases,  poisoning  by,  423, 1 

424  I 

I DIO- ELECTRICS.  13  ' 
Immersion,  contact  and  friction,  I 
gilding  by,  | 
deposits  of  antimony  and  ar-  | 

senic  by,  347.  .'Us 
silvering  by,  271-277 
tinjiing  by,  .'{30 
locrustatious  with  gold,  303 

silver,  gold,  and  other 
metals,  2kl 
Induced  current,  24. 
Induction, 


Induction,  electric,  discovery  of,  4 

Inductive  current,  24 

Inductor  ring,  cleaning  of  the,  110,  111 

Inlaying  brassed  articles,  247 

depressions  of  coppered  art  cast- 
ings, 23L  '22a 

Instruments  and  apparatus,  various, 
44s-4.->.S 

sharp  surgical,  nickeling,  213. 214. 
surgical,  coating  wooden  handles 
of,  with  copper,  4011 
Ions,  2!1 

Iridescent  colors,  production  of,  33JJ- 
341 

Iridium,  deposits  of.  32fi 
Iron-ammonium  sulphate,  441 
articles,  brightening  of,  Lll 
coating  of,  with  lead,  ^^30 
grinding  of,  13"i,  13ti 
superficial  coating  of  tin  on, 
333 

tinning  solution  for,  331 
bath  for  brassing,  241 
baths,  management  of,  344 
blue  on.  4H) 

brown  black  with  bronze  lustre 
on,  41£i 

cast,  bath  for  brassing,  242 
coating  with  bronze,  247 
tinning  of,  328 
zinc  l)ath  for,  335 

castings,  unground,  brassing  of, 
24H.  241 

coloring,  414-41ft 

copper  baths  for,  22«5,  221 

coppering  of,  previous  to  nickel- 
ing. IS"),  liiii 

current  for  nickeling,  IHS 

deep  black  deposit  on,  343.  344 

deposition  of,  34l~:>  1) 

electrotypes  in.  bath  for  the  pro- 
duction of,  342 

galvanoplastic  operations  in,  400, 
lill 

lustrous  black  on,  414,  415 

nickel  bath  for.  17H 

objects,  brasfte<l,  bronze  Rarb^- 

dienne  on.  410 
objects,  removal  of  oxide  from,  158 
ore.  magnetic.  Hi 
pickle  for,  151 
protosulphate.  441 
-sheet,  nickeling,  2Q0,  21D 
silvering  of,  early  knowledgeof,  1 
silvery    appearance  with  high 

lustre  on.  llii 
sulphate.  441 

wire  and  plates,  weights  of,  474 
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Iron,  wrought,  bath  for  brassing,  242 
coaling  with  bronze,  'lil 
zinc  bath  for, 
zincking  of,  by  contact,  331 

JACOBY,  Prof.,  invention  of  the 
galvanoplastic  process  by,  L  i 
Joule's  experiments,  lii 

KAISER.  R.,  deposition  of  an  alloy 
containing  nickel  according  to, 

Kaselow sky's  nickel  bath,  llfi 
Keiser  &  Schmidt's  bichromate  bat- 
tery, itk 
Kettles,  IM. 

Klein,  steel  bath  recommended  by, 
Knafle  and  Kiefer's  element,  oli 
Knife  blades,  nickeling,  '21A 
Knight,  S.  P..  wet  process  of  black 

leading  invented  by,  .STii 
Knives,  deposit  of  silver  on,  :Jli2 
Kristaline.  Alh 
Krottlinger  dynamo,  71,  la 

LACES,  coating  of,  with  copper.  SSiB 
Lacquer  siniilnr  to  z.-ipon,  prep 
aration  of,  41H.  Hii 
Lacquering,  417-t-'(t 
Lac()iiers  and  varnishes,  cellulose, 
417 

Lahmeyer  dynamo,  7i>-77 

Lallande  and  Cha|>eron  element,  4S- 

Lamp-feet  of  cast  zinc,  nickeling  of, 

legs,  brassed,  coloring  gray,  M4fl 
Lang  &  Son,  patent  of  for  nickeling 

wire  gauze  liLi.  lilil 
Langbein    Dr.   G.,   plunge  battery 

nianufactured  by.  oii,  bl 
Lathe  brush,  LiL  LIS 
foot,  liiL  lilll 
manufactured  by  the  Hanson  & 
Van  Winkle  Co..  KiiL  111 
Lathes.  American  double  polishing, 
132 

grinding.  133.  134 
Law,  Coulomb's,  la 

Ohm's,  4.  IL,  liJ 
Laws,  electrolytic,  discovered  by  Far- 

adav.  -7-'il» 
Lead  acetate,  447^  44a 

baths, 

deposition  of.  .3M8-.S41 
properties  of.  lilMi 
removal  of  oxide  from,  LIS 
salts,  poisoning  by,  4J3 


Leading  by  contact,  3311 

Leather,  plates  for  the  production  of 

imitations  of,  liitSl 
Leaves,  coating  of,  with  copper,  393 
Leclancb^  element.  Ah 
Lenoir's      process  —  galvanoplastic 

method  for  originals  in  high  relief, 

aiiii 

Lime,  burnt  or  quick,  4l!9 

mixture  preparation  of.  151 
neutralization  of  the  effect  of,  421 

Line,  neutral,  lii 

Lines  of  force,  ii3 

•*  Little  Wonder"  dynamo,  18 

Liver  of  sulphur,  4311 

Loadstone.  llJ 

London  Metallurgical  Co.,  areas  sil- 
vering patented  by,  '-'.">i> 
Liiders<lorfT,  solution  for  coppering 

by  contact  given  by,  :!:;5.  'Jiiii 
Lunar  caustic,  445.  44U 
Lustrous  black  on  brass,  4 OS 
Lyes,  caustic,  neutralization  of  the 
effect  of,  421 

MACHINE,  to  find  the  speed  of  a, 
4Ii4Iii 
Magnetic  field.  LL  li3 
iron  ore.  111 
meridian,  11 

needle,  deflection  of  the.  by  the 
electric  current,  'A 
rule  for  the  »letermination  of 
the  direction  of  the,  to  the 
conducting  wire,  21 
poles.  Ill 
Magneti.^m,  10-T^ 

Ampere's  theory  or  hypothesis 

of,  IK  U 
and  electricity,  KKil 
Magneto-  and  dynamo-electric  ma- 
chines, (>--.S4 
-electric  machine,  transition  of 

the,  to  the  <lynamo,  lia 
machines,  lili 
Manduit.  bronzing  copper  and  cop- 
pered articles  according  to,  4115 
Manne^mann   Pipe  Works,  process 
of  the,  for  electro-deposition  upon 
aluminium,  Hr>!* 
Marble,  4M1 

Martin  and  Peyraud,  method  of  gild- 
ing by  friction,  described  by,  311, 

Matrices  in  plastic  material,  prepara- 
tion of,  .'t<l7  .{71 
Medals,  cell  apparatus  for  moulding. 
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Medals,  taking  casts  from,  890,  3111 

Medium  wheel. 

Meidinger  element,  36^ 

Mercuric  nitrate.  44'> 

Mercurons  nitrate.  444,  44-1 

Mercury  or  fire  jjildinR,  812-315 
sails,  poisoninj^  by.  Al!3 

Merideu  Britan  nia  Co. .  practice  of  the, 

in  preparing  ar- 
ticles for  silver- 
in^',  2<i><,  liiD 
solution  for  silver 
plating  used  by 
the. 

striking  solution 
of  the, 
Meridian,  magnetic.  11 
Meritens.  brijiht  black  color  on  iron 

according  to.  41") 
Met^l,  recovery  of.  from  exhausted 
(lipping  baths.  1  •'>•'>.  lili 
white,  preparation  of,  for  silver- 
ing, -'KM.  liiiii 
Metallic  articles,  chemical  treatment 
of.  l  'i<)-1V» 
njechanical  treatment  of, 

T-'-'-1-><> 
treatment  of,  1'2!>-ir>n 

before  elec- 
tro plnling, 
li^ii-Ho 
during  and 
after  the 
electroplat- 
ing process, 
14r>-l.'V«) 

chromes,  .'^30-341 
tojs.  nietallo  chromy  for  orna- 
menting, lill 
wire  and  gauze,  gilding  of,  .';<)3- 

m:i 

Metallization  bv  metallic  powders,  8nr» 

the  wet  way.  :{»:UM«>.'i 
Metals,  coloring,  patinizing,  oxidiz- 
ing of.  4(i.<-417 
conductivity  of.  LI 
incrustations  with.  2iiJ 
recluction  of,  without  a  battery, 
MiH.  IM 

table  of  melting  points  of  some, 

ilili 

Moird,  metallique,  't'>«t 
Molecules,  Clausius's  theory  of,  20^  21 
Monopotassic  carl)onate,  4;^S 
Montgomery,  Dr..  intro<luction  by, 

of  gutta-percha,  5 
Mould,  detaching  the  deposit  from 

the.  aSQ 


Moulding  in  gutta-percha,  307-309 

plaster  of  Pariji,  aiil,  322 
m  wax,  870,  871 
Moulds,  gelatine.  mL  8IiI 

in  plastic  material,  preparation 

of.  aiii-au 

metallic  allovs  for  preparing,  389^ 

81  Ht 

metallizing  of,  by  the  wet  way, 

80:!-80-) 

metallization  of,  by  metallic  pow- 
ders, .'  or> 
susf)ension  of,  in  the  bath,  375 
Multipliers.  22 
Muriate  of  gold,  434 
zinc,  432, 
Muriatic  acid,  4 'Jo.  4'2i\ 
Murray,  discovery  by,  of  making  non- 
metallic  surfaces  conductive,  a 

NATURn-PRINTING.  3iVL32a 
Needles'  ejes,  coppering,  2.87 
tinning  of.  8."i-'.  aiili 
Necs.  Prof.,  process  of.  for  electro- 
deposiiion  upon  aluminium,  .8')!  .."52 
Negative  wire,  lilil 
Neutral  line,  Ul 
zone.  Hi 

Nicholson  and  Carlisle,  decomposi- 
tion of  water  bv,  3 
Nickel  alloys,  deposits  of.  ei 0-921 
-ammonium  sulphate,  443 
and  cobalt,  deposition  of,  1<»fl-99-i> 
anodes.  1M!-1k4 

redilish  linge  of,  181 
rolled.  IKi 
articles,  preparation  of,  for  silver- 
ing. 2iili 
bath,  alkaline,  testing  of,  IM 
electro  liotive  force  required 
for  a. 

English,  formula  for.  HQ 
for  rough  or  polished  cast- 
ings, llii 
small  articles,  Ull 
^  vcrv  thick  deposits,  179, 
ikl 

most  simple,  178 
neutral,  112 

suspension  of  articles  in  the, 

Lhii 

without  nickel  salt,  ISil 
baths,  17(i-ls<> 

addition  of  bisulphide  of  car- 
bon to.  112 
ano<les  for,  Itil 
containing  boric  acid,  175-1 77 
current  strength  for,  186,  ISL 
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Nickel  baths,  determination  of  acidity  | 
and  alkalinity  of,  172,  llii  j 
for  special  purposes,  178,  Uli 
freshly  prepared,  working  of,  I 
IHJ)  i 
old,  recovery  of  nickel  frotn, 

216,  mi  '  I 
preparation  of,  Ui5  ! 
refreshing,  IW^  UUl 
use  of  carbon  anodes  in,  lfi2 
rolled  and  cast  anodes  io, 
IM 

vats  for,  104i  1115 
bronze, 

carbonate,  ■<4«i 

chemical  equivalent  of,  IID 

chloride,  ilLi 

-copper-tin  alloy,  bath  for  depos- 
iting, ±11) 
-zinc  alloy,  solution  for  de- 
positing;, '-j'^t 
deposition  of,  lO^i-i'iM 

from  its  double  salt,  U 
deposits,  dead,  liili 

polishing,  140,  im 
gal vanoplastic  operations  in,  401. 
40-; 

harder  and  more  brittle,  deposi- 
tion of,  17ij 
patent  for  the  deposition  of,  H 
properties  of,  109,  IIU 
recovery  of,  from  old  baths,  210, 


scratch  brushes  for,  Ll<i 
silver,  preparation  of,  for  silver- 
ing, 'Ml 
sulphate,  442, 

various  colors  upon,  407,  408 

very  thick  deposits  of,  IW) 
Nickeled  articles,  stilpping of.  H>4-U><> 

objects,    removal    of  moisture 
from,  lis 
Nickeling,  additional  rules  for,  liU  , 

bath,  slightly  acid  reaction  of.  111  I 

baths  additions  to,  171,  lili  | 

black.  Ml 

brass  sheet,  2Ui! 

by  contact  and  boiling,  217-210 
change  of  color  of,  llil  , 
copper  sheet,  21111 
criteria  for  jmlging  the  correct  j 

progress  of,  1S7. 
dark,  or  spotted,  or  marbled,  liK>, 

nil  I 

defective,  to  improve,  217 
discolored,  liMi 

electrotypes,  clichds,  etc.,  214- 
211i 


Nickeling,  en  masse  of  small  and 
cheap  objects,  193,  IM 

knife  blades,  sharp  surgical  in- 
struments, etc.,  213,  211 

partial,  cause  of,  li'O 

peeling  of,  in  scratch-brushing, 
liil 

polarizing  phenomena  in,  191-183 

process  of,  1S4-19.S 

remedy  against  the  yellowish 
tone  of,  liMi 

resume  of  the  principal  phenom- 
ena which  may  occur  in,  190- 
19K 

salts,  prepared,  HJ 
sheet  iron,  20'. >.  2111 

-steel,  'jm.  -nn 

zinc,  H>i  >-•-'!  Wt 
small  holeis  in,  lUS 
solid,  m 

sufiiciently  heavy,  test  for,  189 
suspension  of  objects  in,  liiU 
tin-plate,  'Mi 
use  of  hand  anode  in,  llil) 
wire,  210-212 

gauze,  212,  2111 
with  too  strong  a  current,  1S7 
yellowislutinge  of,  liil 
Nickelous  cyanide  solution,  addition 

of,  to  silver  baths,  2iiJi 
Niel,  imitation  of,  '2hh 
Nielled,  silvering,  imitation  of,  2>^l . 
2H:i 

Nielling  powder,  28r,  282 
Niello,  Corvin's.  398,  323 
Nitrates.  444-440 
Nitre,  ill 
Nitric  acid,  i2a 

table  of  the  specific  gravity 
and  content  of.  ill 
Nitrous  gases,  poisoning  by,  123,  4'?4 
Nobili.  discovery  of  the  production  of 

iridescent  colors  by,  1 
Nobili 's  rings,  :^Mn-.'^4l 
Noe's  thermo-electric  pile,  5S 
Non-electrios,  lii 

Norris  and  Johnson,  brass  bath  ac- 

conling  to,  242 
North  pole,  Li 

OBERNETTER.    C,    method  of 
steeling  copper  printing  plates, 
employed  by,  342,  'dM 
Object  wire,  IM 

coupling  the,  with  the  re- 
sistance boards,  voltmeter, 
shunt  and  baths.  111 
Object  wires,  insulation  of,  HI 
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Oersted,  Prof.,  discoveries  of,  3^  4 
Ohm.  law  of,  i,  rL  IB 
the,  ai 

Ohm's  law,  proposition  deduced  from, 

useful  applications  of,  18-21 
Oil  of  vitriol,  424^  iiHi 
Old  silvering,  ^Hu 
Oppermaon's  element,  44-48 
Organic  acids,  salts  of  the,  44tt-448 
Orpiment,  4il 
Over-nickeling,  isi 
Oxalate  solutiou,  preparation  of,  321, 

Oxidized  silver,  -Xi 
Oxidizing,    patinizing,   coloring  of 
metals.  40:^.-417 

PACINOTTI,  invention  by,  of  the 
ring  named  after  him,  h. 
ring  conductor  of,  Ua 
Painter's  gold.  2i>ii 
Palladium  baths. 

deposition  of,  '.V2^i,  32B 
properties  of.  325 
Pans,  boiling.  Kvl.  iliu 
Paracelsus,  silvering  of  copper  and 

iron  known  to.  1 
Paris  Mint,  method  in  the,  for  pro- 
ducing brown  color  on  copper,  404. 

Parkes  s  method  of  metallizing  by  the  j 
wet  way.  '.i'M  j 
Paste,  cold  si  he  ring  with,  211  I 
Pastes,  argentiferous,  composition  of,  ' 

211  ; 

Patina,  bluish,  4111  ' 
bronze-like  on  tin,  41<t 
brown,  on  cast  zinc,  414 
definition  of,  4LUi 

genuine,  imitation  of,  400,  4111  ' 
green,  4il!>  | 
Patinizing,    oxidizing,    coloring  of^ 

metals,  4n:u4i7 
Pfanhauscr,  brass  bath  recommended  | 
by,  2ill  I 
copper  bath  according  to,  23().  231  ' 
tin  bath  according  to,  32ii 
Philadelphia  Public  Buildings,  pro-  \ 
cess  employed  for  coating  the  col-  , 
umns  01,  with  aluminium,  ■'■{.')<>  ' 
Philipp's  process  of  coaling  laces  and 
tissues  with  copper,  3!>iS  j 
Phosphates  and  pyrophosphates,  44ii 
Pickle,  preliminary.  Li2 
Pickles,  recovery  of  gold  from,  Slfi  ] 
Pickling,  ML  1  •'>(>- 1 
duration  of,  loi  ' 


Pickling,  manipulation  of,  153,  154 
production  of  a  grained  surface 
by,  m 
Pile  of  Volta.  2 
Piles,  thermo-electric,  .'i'-fig 
Pilet,  palladium  bath  recommended 

by,  32o,  a2ti 
Pins,  nickeling  of.  103 
silvering  of,  215 
tinning  solution  for,  3iil.  332 
Pitchers,  gilding  the  inner  surfaces 
of,  2SiI 

Pixii,  first  attempt  made  by,  to  devise 
an  electrical  machine,  65 
electro-magnetic  machine 
constructed  by.  4 
Plaster  of  Pans,  making  of,  imper- 
vious to  fluids.  3}>2i  aaa 

moulding  in.  ,m,  3112 
use  of,  for  casts.  .".iM>-3M.'{ 
Plastic    material,     preparation  of 

moulds  in.  3<i7-371 
Plater's  lathe  goblet  scratch  brush.  123 
Plates,  printing,  in  relief,  preparation 

of.  'ML  3hl 
Plating  balance,  2G3ii21ki 

-room  arranged  by  the  Hanson  & 
Van  Winkle  Co..  LIU 
location  of  Uunsen  elements 
in,  hli 

-rooms,  best  material  for  floors 
of,  fil 
light  and  air  in,  85 
provision  for  heating,  8ti 
renewal  of  water  in,  81 
size  of.  87,  ii*4 

sectional,  270 

solutions.  teni|)erature  of.  8£i 
Platinic  chloride,  4.S4.  4:>5 
Platinizing  by  contact,  324 
execution  of,  323,  324 
glass,  324 
Platinum  anodes,  2ii3 

insoluble,  in  silveripg,253 
baths,  3H(-322 

management  of,  322.  323 
black.  318,  aifl 
depositloiTof.  ■'nK-^  >J^ 
deposits,  polishing  of,  14i> 
oxalate  solution,  preparation  of, 
•"^21 .  322 

phosphate  bath,  preparation  of, 

322 

properties  of.  318 
recovery  of.  from  platinum  solu- 
tions, 324.  325 
[atoso-ammonium  chloride,  prepa- 
ration of,  3UL  «i2ll 
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Plunge  batteries.  5.M-.'>7 
Poisoning  by  alkalies,  i23i 
arsenic,  4'2'.i 

chlorine,  sulphurous  acid. 

nitrous  anil  hyponilric 

gases.  424 
copper  salts, 

hydrocyanic  (prussic) 
acid,  potassium  cyan- 
ide, or  cyanides,  4liLV42:i 

lead  salts,'  ^ 

mercury  salts, 

sulphuretted  hydrogen. 

Polarization,  al 
Polarizing  current,  ST^  102 

phenomena,  1«J1-I5)3 
Pole,  north,  U 

j)ieces,  the,  lil 

south,  LI 

Poles,  attraction  and  repulsion  of,  11 

in.ngnetic.  Hi 
Polishing.  Lil 

bobs,  lill 

flexible  shaft  for.  LM,  lii 
lathes,  American  double,  1^ 
machines,  location  of,  hii 

self-acting,  'Jill 
materials,  LU 
rooms, 

dust  in.  H8.  bii 
silyereil  articles,  '.iiil 
wheels,  compress.  1.37.  13S 
Poole,  M..  first  use  of  thermo-elec-  i 

tricity  by,  li 
Porcelain  gilding,  Slii 

metidlization  of,  400 
Positiye  wire,  lliji 
Potash,  iilii 

alum.  lilL  in 
caustic,  4'J.S 
element.  Dun's,  ^l_j  5li 
yellow  prussiate  of,  4lM.  4.^8 
while  prussiate  of,  4.^">.  A'Mi 
Potassium  and  sodium,  production  of 
the  amalgams  of,  A 
bitartrate,  Mi 
carbonate, 

solutions  of,  table  of  the 
specific  gravity  and  con- 
tent of,  Jiiil    '  ' 
cyanide.  \W,  4:{»').  iM  I 
adflition  of,  to  .silver  baths,  ! 

determination  of  proper  pro- 
portion of,  and  silver  in  a 
silver  bath,  'JoO, 

handling  of, 


Potassium  cj-anide,  holders  for  baths 
containing,  lofi 
poisoning  by.  4'J2,  423 
proportion  of,  to  fine 
silver  in  silver  baths, 

solutions,  introduction 

of  the  use  of,  .5^  ii 
use  of,  as  n  pickle,  M)2 
with  a  (lifTcrtnt  con- 
tent, table  of,  iM 
discovery  of.  li 
ferro  cyani<le,  -U^l,  438 
hydrate,  klU 
nitrate.  444 
sodium  tartrate,  lil 
stannate,  preparation  of,  '^'Vi 
sulphide,  4.'!0 
Potential,  elect riral,  KJ 

or  electro-motive  force,  211 
Power,   consumption    of,    in  elec- 
trolysis. .'  U,  'dl 
or  force,  lill 
Prelsch.    heliographic    process  in- 
vented by.  liiil 
Primary  current. 

Prime  &  Son,  mrfection  by.  of  the 

invcniion  of  depositing  metals,  I 
Printing  plates  in  relief,  preparation 

of,  ,'^8<>.  iiNi 
Properties  of  silver.  2ill 
Prussiate  of  silver.  4.H7 

zinc,  4.S7 
Prussic  acid,  lilli 

poisoning  by,  422.  42:^ 
Pulley  on  counter-shaft  carrying  l)elt 
to  machine,  to  find  diame- 
ter of.  4Tn 
main  shaft,  to  find  diameter 
of,  47o 

Pyrophosphates  and  phosphates,  440 

OUANTITV,  211 
guicking.  JQl 

RAG.  gilding  with  the.  ;nO-.3M 
Rain  water,  im 
Ratsbatie,  iJS. 

Riiuber  s  sheet  grinding  and  polish- 
ing machine.  'Jd'-!  liH 

Reaumur,  Centigra<1e  and  Fahrenheit 
thermometers,  comparison  of  the 
scales  of  the.  and  rules  for  convert- 
ing one  scale  into  another,  4"i> 

Recovery  of  silver  from  old  silver 

baths,  !:ifcS=::hl 

Red  brow  n  color  on  copper,  405 
iinc,  ilA 
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Red  giiaing.  m  2Qfi 

sulphide  of  antimony,  4*^0 

Reduction  of  metals  without  a  bat- 
tery. Uis^  M» 

Region  of  the  Hues  of  force.  liS 

Reinbold,       formula  for  aluminium 
bath  by. 

Reliefs,  cell  apparatus  for  moulding, 

Reproduclion.  3')L>-40.3 

Res.ist,  coniposiliou  of,  270,  '280 

Resistance,  1(>.  17.  30 

board,  !»8,  111 

conditions    upon   which  its 
action  is  based,  1)5 
Rheostat.  i>:{.  i)l 

improved,  tUi.  97 
Rhodium,  deposits  of,  320 
Rinsing  apparatus,  1U.S 
Rivets,  nickeling  of,  ID.'t 
Rochelle  salt,  All 
Rock  salt,  4HI 

Rogers  MauufacturiugCo.,  amount  of 

silver  upon 
plated  ware, 
manufac- 
tured b  V 
the.  'jm 
methods  in 
use  by  the, 
for  prepar- 
ing work  for 
plHtiutr.2(}!>. 


solution  for 
silver  plat- 
ing used  bv 
the,  2IU 

striking  solu- 
tion of  the. 

Rose-color  gilding,  220 

Roseleur,  ijrass  balh  according  to, 

plating  balance,  improved  by, 
!'(>:;- J<><> 
Rouge,  iii 
Roughing  wheel, 
Ruolz's  bronze  balh,  247 
Russia  gold,  composition  of,  28Z 

SAL  AMMONIAC,  m 
solutions,   table  of 
the  specific  grav- 
ity of,  HI 

Salt,  common,  i21 

rock,  dLil 
Saltpetre,  All 


Salts  of  the  organic  acids,  44fi--44S 
Salz^de's  bronze  bath,  2il 

ufce  of,  for  tinning 
cast  iron,  328 

Sand  blast,  muV2H 

Satin  finish,  swing  brushes  for, 

Sawdust.  UK 

Saw  table.  aiS2 

Saxton,  electric  generator  produced 
by,  lia 

Scanioni,  heliographic  process  im- 
proved by,  ML 
Schuckert's  flat  ring  dynamo,  00,  7fl 

machine,  H 
Scouring,  brush  for,  12U 
Scratch-brush,  hand,  mode  of  using 
the.  14(>.  lil 
-brushes,  circular,  124,  125 
treatment  of,  124 
various  forms  of,  123 
-brushing.  12^  U.V-148 

decoctions  used  in,  Llfi 
operation  of,  121 
Secondary  current.  21 
Sectional  plating,  270 
Secbeck,  Prof.,  discovery  of  a  new 

source  of  electricity  by,  51 
Seignette  salt,  HI 

Sepia-brown  tone  upon  tin  and  its 

alloys,  ilii 
vShaft.  flexible.  1_43,  lil 
.Shaving  machine,  types  of,  3S2, 
Sheet  grinding  and  polishing  ma- 
chine, kauber's,  2il2:::2lil 
iron,  galvanized,  o")0 

])lated  with  aluminium,  350 
vShell  gold.  2isi5 

or  deposit,  backing  the,  .<lfif>-.^M'j 
Shultz,  O.,  patent  of,  for  removing 
hydrochloric  acid  from  the  pores 
oi"  coppered  articles,  234 
Shunt,  the,  111 

Siemens.  Ur.  W..  discovery  by,  05^  fifi 
first  machine  of,  H 
improvement  in  elec- 
tric generators  made 
by,  iia 

&  Halske  dynamos,  R,  72-74 
Silver,  amount  of,  deposited  upon 
plated  ware,  manufactured  by 
the  Wm.  Rogers  Co.,  2ii2.  2li3 
anodes.  2.Sl-'j(U> 
articles,  stripping  of, 
balh,  agitatton  of,  2o7.  25>5 

determination  of  proper  pro- 
portions of  silver  and  potas- 
sium cyanide  in  a,  256, 
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ver  bath,  for  ordinar>*  electro  silver- 
ing, liol 
with  silver  chloride,  prepara- 
tion of,  ;tliL  2^ 
cyanide,  preparation 
of,  25(1,  2£d 

baths.  24^-'2rA 

addition  of  certain  substances 
to,  25a 
potassium  cyanide 

to,  25ii,  2al 
solution  of  nickel- 
ous  cyanide  in 
potassium  cyan- 
ide to,  25Ji 
augmentation  of  silver  in, 

current-strength  for,  li52 
old,  recovery  of  silver  from, 

prepared  with  chloride  of  sil- 
ver, life  of,  2o4,  255 
thickening  of,  255 
treatment  of,  1-200 
vats  for,  251 
chloride,  iii^  401 

preparation  of  silver  bath, 
with,  249^  25ii 
coloring,  111 

control  of  the  weight  of  the  de- 
posit of,  21ia 
cyanide,  iiil 

preparation  of,  251 
deposition  of,  LUif-^ST 
deposits,  polishing  of,  149 
extra  heavy  coating  of,  on  the 
convex  surfaces  of  spoons  and 
forks,  2Iii 
fine,  proportion  of,  to  potassium 

cyanide  in  silver  baths,  252 
fool  lathe  for  polishing,  188,  13fi 
galvanoplastic  operations  m,  402, 
4(i.'{ 

-immersion  bath,  274 
incrustations  with, 
nitrate.  44-").  iM 

of,  solution  of,  in  sodium  sul- 
phide, 272 
oxidi/.ed,  2bil 

plate,  foot  lathe  for  polishing, 

188,  m 

recovery  of,  from  old  silver  baths, 

2S.->--.,'s7 
scratch-brushes  for,  LUi 
solder,  tal)le  of,  4()8 
solutions  containing  potassium 

cyanide,  precipitation  of  silver 

from,  2?>(i,  :ihl 


I  Silvered  articles,  burnishing  of,  267 ^ 

2<)H 

polishing  of,  2QZ 
stripping  of,  2&i 
yellow  color  on,  2iisJ 
Silvering,  amalgamating  articles  for, 
2iil 

antique,  282.  283 

areas,  2ot»,  2liU 

bichromate  element  for,  55 

by  contact,  by  immersion,  and 

cold  silvering  with  paste, 

271-277 
weight,  2riO-2r>8 
cold,  with  paste,  277 
coppering  previous  to,  2li8 
current-density  for,  22 
electro-deposited,  determination 

of,  2S4^  2ii5 
elements  for,  252 
execution  of,  2tiO-g71 
fine  copper  wire,  2S0 
freeing  from  grease  for,  2lil 
in  contact  with  zinc,  bath  for,  271^ 
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insoluble  platinum  anodes  in,  253 
Meriden  Britannia  Co.'s  solution 
for,  2111 

methods  in  use  by  the  Rogers 
Manufacturing  Co.  for  prepar- 
ing work  for,  2(i{>.  2Iil 
nielled,  imitation  of,  2Kl.  282 
old,  282^  2isa 
ordinary 

bath  for,  251 
pickling  for,  2iil 

practice  of  the  Meriden  Britannia 
Co.  in  preparing  articles  for, 
;ai8.  2Uli 

preparation  of  Britannia  hollow- 
ware  for,  209, 
lilli 

metal  for,  269, 


nickel  silver  for, 

200 

Rogers  Manufacturing  Co.'s  solu- 
tion for,  270 
scratch-brushing,  during,  202 
singular  phenomenon  in,  25S 
vellow  tone  of,  25ii 
Simi'lor,  2aH 
i  Sine  galvanometer,  22 
Siphons,  402,  i53 
j  Skates,  removal  of  grease  from,  157 
Slinging  wires.  KlH,  2li2 
.  Smee,  A.,  discoveries  of,  Q 
I       experiments  of,  with  copper,  353 
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Stnee's  element,  34^  3d 
Smoke-bronze,  41 1 
Soda,  caustic, 

Sodium  and  potassium,  production  of 
th«r  anialgnnis  of,  4 
bicarbonate,  4.'{tt 
bisulphite,  iAA 
carbonate,  A'Mi,  4.'») 
chloride,  iiil 
citrate,  iAh 
discovery  of,  ft 
hy<lrate, 
nitrate,  444 
phosphate,  446 
pyrophosphate,  44fl 
sulphate,  440 

sulphide,  preparation  of  solution 


of. 


•7J-J74 


sulphite,        m,  443^  iU 
Soft  solder,  table  oITlUJi 
Solder,  Rold.  table  of,  4(i9 

hard,  table  of. 

silver,  table  of,  408 

soft,  table  of.  4m. 
Solders  and  most  usual  alloys,  table 
showing  the  composition  of, 
4<>«i-4«ii> 

table  of  iiiiL  4lili 
SolderiuR  fluid.  'Mi 
Solenoid,  the,  Li 

Solubility  of  various  substances,  table 

showing  the,  4(>(> 
South  pole.  11 

Spaeth.  J.  W.,  machine  of,  for  gild- 
ing metallic  wire  an(i  gauze,  303,304 
Speed,  rules  for,  475.  4<<) 
Spencer,  T.,  claim  of,  to  the  inven- 
tion of  the  galvanoplastic  process,  d 
Spirit  of  hartshorn, 
Spirit  of  nitre,  4'_'.^ 
S|x)ons,  deposit  of  silver  on,  2D2 

extra  heavy  coating  of  silver  on 

the  convex  surfaces  of,  270 
German  silver,  preparation  of, 

for  silvering, 
nickel  silver,  preparation  of,  for 

silvering  litiO 
slinging  wires  for,  262 
Spring  water,  constituents  of, 
Stannic  chloride,  iliil 
Stannous  chloride,  432 
Stearine.  moulding  in,  370.  311 
Steel  articles,  brightening  of,  121 

coating  of,  with  lead,  339 
cobalt ing,  22:{.  ±it 
grinding  of,  lllli 
preparation  of,  for  silver- 
ing, 2()0 


Steel  articles,  tinning  solutiou  for,  321 
Steel,  bath  for  brassing, 

baths,  341-344 

blue  on.  illi 

copper  baths  for,  226,  222 
coppering  of,  previous  to  nickel- 

mg,  lH5i  im 
current  for  nickeling,  lii8 
direct  gilding,  bath  for.  iJiU,  222 
gray  color  on  copper,  iOI 

on  brass,  4o?s.  Mi 
objects,  removal  of  oxide  from,15fi 

thin  film  of  copper  on,  'JiS. 
pens,  coppering,  232 
plates,  use  of,  in  place  of  silver 

anodes.  203 
sheet,  nickeling.  '■^)^  2UJ 
spring  carboy  rocker,  If'iS.  Iflfl 
zinc  bath  for,  '^:^.'> 
vStecling.  34!-34.'S 
by  contact,  345 
execution  of,  344 
Stirring  rods,  45i 
Stoehrer's  battery.  5fi 
Stolba,  method  of  tinning  according 
to.  333 

Stolba's  process  for  nickeling  by  con- 
tart,  21 7 -J 19 

Stopping  off,  270,  221 

varnish,  221 

Storage  batteries,  electro-chemical 
process  of  forming,  M7H 

Straw  color,  to  brown  through  golden 
vellow,  and  tombac  color  on  brass, 
409 

Striking  solution,  208 

Meriden  Britannia  Co.'s, 
270 

Rogers  Manufacturing 
Co.'s,  ilU 
Stripping  acid,  lilii 

gilded  articles,  .31o^  aili 
nickeled  articles,  194-li>H 
silvered  articles.  2H3,  'JM 
Sugar  of  lead,  44L.  4iM 
Sulphates  an(l  suli>hites,  440-444 
Sulphites  and  sulphates,  4  Id  -444 
Sulphur  combinations,  429-4:il 
Sulphuretted  hydrogen,  43,  4lli} 

poisoning  b}*,  423 
Sulphuric  acid.  424.  425 

poisoning  by.  42^^,  424 
solutions,  different,  table 
of  specific  electrical  re- 
sistances of,  at  various 
temperatures,  4(U 
table  of  the  specific  grav- 
ity of,  4111 
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Sulpliydrate  of  ammonia,  4^) 

Sulpliy<lric  acid,  4^  iM 

Surgical  instruments,  coaling  wooden 

handles  of,  with  cop> 

per,  iUU 
sharp,  nickeling,  1113, 

llli 

Swing  brushes,  1:23 
Switch-board,  iil 

injproved,  Wi,  01 

'T^ABLE  of  actual  diameters  in  dec 


imnl  parts  of  an  inch 
corresponding  to  the 
numbers    of  various 
wire  gauges,  ilii 
approNimate  content  of 
pure  crystallized  blue 
vitriol  at  different  de- 
grees Be.,  and  at  59** 
F..  jtiH 
chemical    and  electro- 
chemical equivalents, 
4<ii.'.  4(iH 
composition  of  the  most 
usual  alloys  and  sol- 
ders, 4r.ii-4(i«) 
electrical   resistance  of 
pure  copper  wire  of 
various  diameters,  4 7 J 
electro- riotive   force  of 

elements.  4(»>') 
elements  with  their  sym- 
bols,  atomic  weights 
and  specific  gravities, 

high  tenj])eratures,  liili 

melting  points  of  some 
metals,  4Ui) 

potassium  cyanide  with 
a  dilTcrent  content,  iliii 

readings  of  diflereut  hy- 
drometers, 4'')(> 

resistance  and  conductiv- 
ity of  pure  copper  at 
different  temperatures, 

results  of  experiments 
with  galvanoplastic 
baths  at  rest  and  \\\ 
motion,  'diiii 

solubility  of  various  sub- 
stances, iiili 

specific  electrical  resist- 
ances of  different  cop- 
per sulphate  solutions 
at  vartous  tempera- 
tures, an 


Table  of  specific  electrical  resists 
ances  of  different  sul- 
phuric acid  solutions 
at  various  tempera- 
tures, 4«)4 

specific  gravity  and  con- 
tent of  nitric  acid.  411 

specific  gravity  and  con- 
tent of  solutions  of  po- 
tassium carbonate.  4(>9 

specific  gravity  of  sal 
ammoniac  solutions, 
ill 

specific  gravity  of  sul- 
phuric acid.  4111 
value  of  equal  current 
volumes  as  expressed 
in  ampCfres  per  square 
decimetre,  ])er  square 
foot  and  per  square 
inch  of  electrode  sur- 
face. 4r.  {.  4li4 
weights  of  iron,  copper, 
and   brass  wire  and 
plates,  474 
Tables,  useful,  -H>1  -»7i; 
Tacony  Iron  it  Metal  Co.  of  Philadel- 
phia, process  used  by  the.  for  plat- 
ing the  columns  of  the  Philadelphia 
Public  Buildings.  'A'A) 
Tangent  galvanometer,  '2:1 
Tanks.  1i>H-Hi.'> 

Bospard  Mechano- Electroplating, 
4->')-4(>l 
Tartar  emetic,  lil 

Taucher,  C,  gold  bath  recommended 
by,  :2ii:2 
tin  bath  iicconl i ng to.H2H.320 
Temperatures,  high,  table  of,  4(jt> 
Tercliloride  of  gold,  4:U 
Terra-coita,  metallization  of,  400 
Thermo-electric  piles,  .')7  (VI 
electricity,  first  use  of.  li 
Thermometers,  coating  mercury  ves- 
sels of,  with  copper,  41111 
Faluenlicit,  Centigrade  and  Re- 
aumur, comparison  of  the  scales 
of  the,  and  rules  for  converting 
one  scale  into  another,  47(i 
Thompson,  S.  P.,  definition  of  a  dy- 
namo-electric machine  by,  iii 
Thumb,  gilding  with  the,  xiti-«1'2 
Tin  alloys,  sepia  brown  tone  upon.illJ 
baths,  ;VJ7-H'-><> 

current  strength  for, 
management  of.  'VJ^K  330 
bronze- like  patina  on,  1111 
chloride,  ^ 
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Tin,  colorin|3^,  il& 

dark  coloration  on,  HQ 
deposition  of, 
plate,  nickeling,  -UW 
properties  of,  iiiili 
salt.  JiLi 

sepia-brown  tone  upon,  41fi 
Tinning  by  contact  and  boiling,  830. 

:m 

process  of,  330 
Tissues,  coating  of,  with  copper,  SD8 
Toggle  press,  3b8.  iiiiU 
Tombac,  23^ 

deposits  of,  21fi 

pickling  of,  161 ,  1^ 

removal  of  oxide  from,  158 
Toys,  metallic,  metallo-chromy  for 

ornamenting.  Ml 
Tripoli,  LLl 
Trough  battery.  2^  Ji2 
Tumbling  barrel,  exhaust,  129.  130 

dium,  UiL  Lfil 

operation  with  the.  lao-ias 
Twaddell's  hydrometer,  4r>(> 

U»IBREIT  &  Matthes  element,  50 
United  States,  evolution  of  the 
dynamo  in  the,  77-84 
Units,  electric,  30 

VARNISH.  remo\*h1  of.  from  an 
imperfectly  varnished  object ,420 
Varnish,  stopping  off.  211 
Varnishes  and  lacquers,  cellulose, 
417-4H> 
for  gold  varnishers,  420 
Varrentrapp,  steel  bath  according  to, 
341 

Vases,  coloring  gray,  34fi 

galvanoplastic  reproduction  of, 
3S8,  3Jil 
Vats,  ni:^-n>fi 

for  copper  baths.  iSJ 
golcl  baths.  2ii4 
nickeling  sheet  zinc,  202 
silver  baths,  251 
Verdigris.  441 
Vienna  lime,  IM 
Violet  on  brass.  411 
Vitriol,  blue,  44J ,  442 

table  of  approximate  con- 
tent of,  at  different  de- 
grees B^.,  and  at  59°  F., 

green,  4JJ 
oil  of,  i:lL  425 
white,  442 
Volt,  the.  31 

32 


Volta,  A.,  1 

pole  of,  2 
Voltaic  pile,  2 
Voltmeter,  Ui 

check.  454 

Weston,  100^  Ifll 

WAHL.  Dr.  W.        directions  for 
preparing  platinum  baths  by, 

320=322 

Walenn,  copper  bath,  recommended 
bv,  230 

WaWs  gold,  composition  of,  287 
Warren,  cobalt  solution  described  by, 
223 

nickel  and  cobalt  solutions,  de- 
scribed by,  194 
Washing  so<la,  4^  43fl 
Watch  movements,  plating  of,  with 
palladium,  3115.  321i 
parts,  grained,  gilding  of,  280 
Watches,  coloring  hands  and  dials 
of,  341 

Water,  decomposition  of,  by  elec- 
trolysis, 3 

importance  of,  159 

renewal  of,  in  plating  rooms,  83. 
Watt,  the,  31 

Wax  mixtures  for  moulding,  370,  311 
mould,  preparation  of,  311 
moulding  in.  370.  311 

Weil,  copper  bath  of,  230 

zincking  according  to,  332 
and  Newton's  bronze  bath,  247 » 
24a 

Weiler,  h.,  conductivity  of  metals 

according  to.  II 
Well  water,  constituents  of,  15U 
Weston  ammeter,  102 

boric  acid  as  an  addition  to  nick- 
eling baths  recommended  by, 
171, 172 
dvnamo.  77s  T^i 

nickel  bath  recommended  by, 

17.K  17(i 
voltmeter.  10<L  101 
Wheatstone,  Sir  C  ,  discovery  by,  86, 

m 

Wheel,  fine,  132 

medium,  132 

roughing,  132 
Wheels,  compress  polishing,  187. 128 
White  arsenic.  421 

metal,  preparation  of,  for  silver- 
ing. 2<i8^  201) 

prussiate  of  potash,  436,  43fl 

vitriol.  442 
Whiting,  439 
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Wire,  apparatus  for  nickeling,  211, 

carriers,  special,  111 

gauze,  nickeling,  212.  213 

metallic,  gilding  of.  3lia=aQ5i 

nickeling,  2li :-.il2 
Wires,  concluding,  lull 

electrified,   general  low  of  the 
flclion  of,  1^ 

insulation  of,  lli3 

slinging.  liiH 
Wollaston,  <liscovery  hy,  3 
"  Wonder"  dynamo,  7n,  m 
Wood,  coating  of.  with  a  galvano- 

plastic  tleposit  of  copper,  4>m 
Wooden  vats,  construction  of.  IHA 

lined  with  sheet  lead,  104, 

Woolrych,   original    machine  con- 
structed hy,  I 
Work,  311 

Workshop,  hygienic  rules  for  the, 
4.:i-42| 

Wright,  introduction  by,  of  the  use 
of  potassium  cyanide  solutions,  5.0 
Wrought  iron,  buth  for  lira«sing,  21:1 
coating  with  bronze,  211 
objects,  pickling  of,  150, 
Lil 

zinc  bath  for,  iiii/i 

YELLOW-BROWN  shades  on  zinc, 
m 

prussiate  of  potash.  437.  ISS 
gold  bath  with, 
2}»0.  ail 

ZAPON,  417.  418 
Zilken,  solution  for  tinning  by 
contact  in  a  cold  bath,  patented 
bv,  im 
Zinc  alloys.  231.  33a 

anialgnniation  of,  21L  31 
articles,  copper  bath  for,  22ii 
polishecl.  slightly  coppered, 
nickel  bath  for,  LZii 
bath  for  lirassing,  2121 
baths,  :a4-xxH 

addition  of  salts  of  magne- 
sium and  aluminium  to, 
33a 

for  silvering  in  contact  with, 

black  on.  113 
blue  black  on,  113 
bronzing  on,  41.'L  414 
carbonate,  4;»>.  44(1 
cast,  brown  patina  on,  ili 


Zinc,  cast,  nickeling  lamp-feet  of,  190. 
lill 

castings,  nickel  bath  for,  US 

polishing  of,  Liii 
chloride,  IWL  lii:L  133 

and  ammonium  chloride,  433 
coating  brass  with.  33Z 

copper  with,  337 
coloring.  41H.  414 
coppering  of,  23fi 
current  for  nickeling,  IM 
cyanide,  4.'^ 

dead  gilding  on.  imo,  ZQl 
deposition  of,  :^'<.S-."..'!H 
gray  coating  on.  41 
objects,  brassed,  brouze  Barb^- 
dienne  on,  41» 
pickling  of,  lol 
tinning  of,  321 
plates,  to  coat,  with  a  very  thin 

but  hard  layer  of  copper,  '^-{ft 
precipitation  of  gold  by,  311 
properties  of,  'SMi,  331 
red  brown  color  on.  Ill 
reduction  of  chloride  of  silver  by, 
2tfi 

removal  of  oxide  from,  15S 
scratch  l)rushes  for,  LUi 
sheet,  black  streaks  and  stains 
on,  in  nickeling,  2ua 
brassing  of.  2<i(i 
coppering  of.  21>1L  202 
current-density   for  nickel- 
ing. 2111 
freeing  of,  from  grease,  204, 
2U5  • 

grinding  or  polishing  of,  200. 

l!liL  1112 
nickel  bath  for,  US 
nickeled,  polishing  of,  208. 

■>!)<> 

nickeling  of.  nm-«><>fl 
phenomena  in  nickeling,  205,. 

•JO(i 

polishing  of,  1.SG 
prevention  of  the  nickel  de- 
posit peeling  off,  21M» 
vats  for  nickeling,  2UI 
sulphate,  112 

-tin  alloy,  production  of,  332 

•nickel  alloy,  production  of, 

332 

yellow  brown  shades  on,  414 
Zincking,  execution  of,  330,  337 

iron  by  contact,  332 
Zone,  neutral.  Hi 

Zosinius,  reduction  of  copper  from  its 
solution  by  iron  described  by,  1 
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ELECTRO-PLATING  OUTFITS 

FOR 

Gold,  Silver,  Nickel,  Copper,  Etc* 


Just  a  Word  atout  Dsmamos* 

Did  you  know  that  all  the  early  experi- 
ments and  improvements  in  Dynamos  were 
made  with  a  view  of  perfecting  an  electrical 
machine  for  plating,  and  that  this  success 
was  the  forerunner  of  all  the  magnificent 
Dynamo  machines  for  other  purposes  in 
such  general  use  to-day? 

In  1876  we  began  manufacturing  the 

"  Weston''  Dynamo 
for  electro-plating. 
This  was  the  first 
machine  in  the  mar- 
kct.  It  met  with 
pronounced  success, 
and  to  it  can  be 
traced  the  sudden 
development  of  electro-plating  and  electro- 
typing.  Many  of  these  machines  are  still 
in  use. 
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In  1885  we 
brought  out  the 
"Little  Wonder'' 
Dynamo.  It  be- 
came very  popular. 
Over  one  thousand 
were  sold. 

In  1886  wc  be- 
gan manuiacturing 
the  "Wonder" 
Dynamo.  It  em- 
bodied many  new 
improvements,  and 
we  thought  then 
that  we  had  reached  perfection. 

In  1891  electrical  science  had  devel- 

led  so  manv  en- 


opea  so  many 
tirely  new  features, 
that  in  order  to 
maintain  our  emi- 
nent position  as 
leaders  in  the  pro- 
duction of  plating 
machines,  we  brought  out  our  H.&  V.  W, 
Dynamo.  It  embodied  every  late  idea, 
and  has  had  a  remarkable  sale. 

(On  the  following  pnge  we  show  our  new  iBON  Claj>  Vymmo.  This 
aim  murk3  a  new  em  in  plating  dynamos.) 
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If  You  are  IntvivHteil 


in  Klcctro-pliiliii^',  KU'ctrotyjnii^,  Elect rcf-rcfinin;;  of  McUils  or 
other.  Kliftro-cluiiiicnl  operations,  you  will  naturally  feel  in- 
tereste<l  in  anvtliin^  tliat  tends  to  brinj;  these  industri<  s  to  the 
hijrhest  sta^r  of  «h'Velo|inient. 

In  Iiitroducitig 

this  new  dynamo  to  your  notice,  we  feel  that  we  are  urging 
the  claims  of  a  machine  which  will  materially  aid  you  in 
reaehin<r  that  point. 

Many 

who  have  only  used  the  old  style  machines  have  no  idea  of  the 
im])rovements  that  have  recently  hcen  made  in  this  class  of  dy- 
namos; improvements  that  save  time,  money,  lahorand  tnuihle. 
There  are  Several 

dynamos  which  are  marked  improvements  on  the  old  style  of 
machines,  hut  the  new  Iron  Clad,  while  emhracinj^  all  the 
good  points  found  in  other  nKulern  machines,  has  several  im- 
provements distinctively  its  own,  and  is  the  result  of  years  of 
experimenting?;  there  are  no  unusual  numher  of  hrushes  as  in 
some  other  Dynamos,  in  some  reijuirinj:  24  to  8G  hrushes  to 
wear  the  Comnmtator  and  the  j)atience  of  the  plater. 
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Nickel: 

We  are  first  hands  in  nickel  and 
other  metals,  and  the  largest 
manufacturers  of  the  various 
Metallic  Salts,  of  Nickel,  Silver, 
Copper  and  Gold,  and  of 
Cyanide  of  Potassium. 

J*latiug  Stilutionn: 

We  furnish  Concentrated  Plat- 
ing] Solutions  of  Silver,  Gold, 
Copper,  Nickel,  Brass,  etc. 

liallvrit'H 

of  all  kinds.  Our  No.  1  H.  <fe 
V.  \\ .  Battery  has  had  a  larger 
sale  than  anv  other  for  Electro- 
Plating  and  experimental  work. 

Anode H : 

Our  Cast  Nickel  Ano<les  are 
standard  for  whitest  results. 
Anodes  of  Nickel,  Silver, 
Gold,  Ehx'tro-deposittd  Cop- 
per, Brass,  etc.  Nickel  cost- 
ings. 

lauhs:  2 
Porcelain-lined,   Iron,  Wood, 
Slate,  etc. ,  for  all  purposes. 

Larfjuers  : 

Patent  C<'lluloid  Lacquers  for 
metal,  paper,  etc.  Gold  and 
eoloreil  Lacquers. 

Chemical  Solution: 
For  removing  sand,  scale,  etc, 
from  castings,  etc. 
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No.  4  Polishing  and  Buffing  Lathe. 


Spindle 50  Inx'hes  Losf;,  IJ  Inch  Diameter  in  Boxes. 

This  machine  is  (U'sigiu-d  for  heuvy  work.  It  is  fitted  with  extra  long 
boxes,  giving  the  spindle  sutlleient  lK»:irin]u:  to  insure  stiffness.  Without 
sacrificing  strength,  we  have  so  nihice*!  the  width  of  liead  that  the  ma- 
chine will  be  found  esixH'ially  desirable  by  manufacturers  of  large,  irreg- 
ular j)iece8,  and  will  comniend  itself  to  any  one  having  bicycle,  stove, 
chandelier  or  car  trimmings  to  do,  as  with  this  lathe  there  is  no  inter- 
ference when  working  on  large  pieces.  With  this  machine  you  can  use 
a  large  wheel  without  the  slightest  jar  or  spring. 

We  show  above  a  sample  of  one  of  our  most  salable  Polishing 
Lathes. 
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We  manufacture  a  complete  line  of; 


GRINDING, 
Polishing  and  Buffing  Machines, 


and  all  the 


Various  Wheels  and  Buffs  and  Grinding 


and  Polishing  Material. 


FELT  VIENNA  LIME 

COMPRESS  CARBORUNDUM 
EMERY  WOOD 

CROCUS  *  SHEEPSKIN 

WALRUS  ROUGE 


PAPER 


e 


PUMICE 
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POLISHING  SUPPLIES. 


TRIPOLI  COMPOSITION. 

•Tripoli  Composition  is  especially  adapted  for  cutting  down  and 
polishing  Brass,  Bronze,  Brittannia,  and  other  metals  preparatory 
to  plating. 

Standard  Tripoli  CompoBitioD,  <).  S.  for  cutting  and  polishing,     •     per  lb. 
"  *'  **         M,  very  grt-asy      ....  " 

"  "  **         No.      hard  and  fa-st  cutting  .       .  " 

"  "  •*  li.  very  fust  cutting  ... 

**        No.  9,  similar  to O.S.,8lighUjr  sharper,  " 

CROCX7S  COMPOSITION. 

Crocus  Composition  is  largely  used  by  stove  manufacturers  and 
others  desiring  to  produce  smooth  finished  surface  on  cast  iron  and 
steeL 

A,  grea.sy,  fast  cutting  •     per  lb. 

F.  F.,  dry  and  fast  cutting  " 

8,  dry  and  fast  catting  ** 

O.  8.,  very  fineat  grade  oi  this  material    «•••••  ** 

Emerjr  Cake  ** 

Emery  Paste  ** 

lieh  Groeu,  powdered,  in  kegs  and  caaks  
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POLISHINQ  SET. 
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XXX  BUFPINQ  COMPOUND. 

For  polisliing  and  coloring  all  metals  where  the  higher  color  is 
required,  with  the  greatest  economy  of  time,  and  especially  for 
work  that  is  engraved  or  ornamented  where  rouge  is  objectionable. 

Put  up  in  cakes  similar  to  Tripoli  per  lb. 

VIENNA  LinE. 

We  are  the  largest  importers  of  this  article,  and  furnish  it  both 
in  lump  and  [)owder,  and  send  full  instructions  for  getting  best 

results.  There  is  an  increasing  demand  for  this  article  for  nickel 
and  other  work,  and  we  are  paying  special  attention  to  the  quality. 


Our  Ifif)  piHjr  Cftluloyue  mailed  on  application  to  any  ad^ 
dress  in  the  wtrld. 


THE  HANSON  S  VAN  WINKLE  CO., 

MANUFACTORY  AND  OFFICES: 

319  &      riarket  Street, 


Newark,  N.  J.,  U.  S.  A* 


NEW  YORK  OPnCE;  WE5TBRN  BRANCH : 

186  liberty  Street.  36  &  87  S.  Oaaal  St.,  Ohlcago,  HL 

13  St.  Paul  Square,  Birmingham,  England. 
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practical  and  ^cieatific  Bool^^ 

PUBLISHED  BY 

Henry  Carey  Baird  &  Co. 

INDUSTRIAL  PUBU5HERS.  BOOKSELLERS  AND  IMPORTERS. 

810  Walnut  Street,  fhiladdphia. 


4l^Aaf  of  the  Books  oompriMd  in  thU  OaUlogae  will  be  lent  hj  mail,ft|»if 

poit&ge,  vo  any  addmi  in  the  world,  at  the  publication  pric«e, 

•49*  A  DMcriptive  Oaulognei  80  piffMt  9fo^  will  b*  MBt  fre*  and  tn$  of  jmltpt 
totayoBebtoypifftar  AtwocUyvtevfll  tofah  Mi  Mm, 

m'lnmn  Bol  tllgvvlit  ilittd,  all  flf  tkt  Biaki  ia  tUi  (htdqpw  IN  liwl 


AMATEUR  MECHANICS'  WORKSHOP: 

A  treatise  containing  plain  and  concise  directions  for  the  manipula- 
tion of  Wood  and  Metals,  includin>r  Casting,  Forging,  Brazing, 
Soldering  and  Carpentry.    By  the  author  of  the  "  LaUte  and  Its 
Uaes.*'    Serenlh  editinn.    Illustrated.   8«o.    .  (2.50 
ANDRES.— A  Practical  Treatise  on  th«  Fabrication  of  Volatile 
and  Fat  Varniabet,  Lacquers,  .#lccativea  and  Sealing 
Waxes. 

From  the  German  of  Erwtn  Andrks,  Manufacturer  of  Varnishce 
and  Lacquers.  With  additions  on  the  Manufacture  and  Application 
of  Vamiines,  Stains  for  Wood,  Horn,  Ivory,  Bone  and  Leather. 
From  tlic  (icrman  of  Dr.  Emil  Wincki  kr  and  I.otMS  E.  Andes. 
The  whole  translated  and  edited  by  William  T.  Brannt.    With  1 1 

illust  rations,  ismo.  

ARLOT.— A  Complete  Guide  for  Coach  Painters : 

Translated  from  the  French  of  M.  Arlot.  Coach  Painter,  for 
eleven  yean  Foreman  of  Painting  to  M.  Eherler,  Coach  Maker. 
P.iris.  By  A.  A.  Fesqukt.  Chemist  and  Engineer.  To  which  is 
added  an  Appendix,  cont  uning  Information  respecting  the  Materials 
and  the  Practice  of  Coach  and  Car  Painting  and  Vanishiag  in  the 
Uaiiad  State*  and  Great  Britain-    lamo.        .      •  |t.as 

(«) 
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▲RMENGAUD,  AMOROUX.  AND  JOHNSON.— The  Pracci. 
cal  Draughtsman's  Book  of  Industrial  Design,  and  Ma* 

chinist's  and  Engineer's  Drawing  Companion  : 
F'orming  a  Cuinplete  Course  of  Mechanical  Lngineeriiig  and  AfChi- 
tecturai  Drawing.  From  the  French  of  M  Amiengaud  the  elder, 
Prof,  of  Desij^ii  itt  the  Conservatoire  of  Arts  ami  ItKlustry,  I'aris.  and 
MM.  Amiengaud  the  yuuitger,  and  Amuruux,  Civil  Lnginccrb.  Kc- 
written  and  arranged  with  additional  matter  and  plates,  selections  from 
and  example-^  of  the  must  useful  anil  generally  employed  mechanism 
of  the  day.  liy  WlLLlAM  JuHNi>oN,  Assoc.  Inst.  C.  E.  lilu>trateJ 
by  tifty  folio  Steel  plates,  and  fifty  wood -cuts.  A  new  edition,  4to, 
cloth.   $600 

ARMSTRONG.— The  Construction  and  Management  of  Steam 


By  R.  .\rmstroNc.,  C.  F.  With  an  Ap[H  inlix  hy  Roiiert  Mallet, 
(.'.  K.,  V.  K.  S.     Seventh  Kdilion.     IliiiNtrateil.     i  vol.  l2ino.  75 

ARROWSMITH.— Paper-Haider's  Companion : 
A  Treatiae  in  which  the  Praetical  Operations  of  the  Trade  am 

Systematically  laid  down:  with  Copious  direction'-  IVeparatory  ttf 
Papering;  Preventives  against  the  Effect  of  Danip  on  Wall^;  the 
various  Cements  and  Putes  Adapted  to  the  Several  Purposes  oi 
the  Trade;  Observations  and  Directions  for  the  Panelling  and 
Ornamenting  of  Rooms,  etc.  By  jAMEi>  Arrowsmith.  i2mo., 
cloth  tijoo 

IkSHTON^The  Tlieory  and  PradiM  of  the  Art  of  Dtftigaing 

Fancy  Cotton  and  Woollen  Cloths  from  Sample  : 
Giving  full  instructions  for  reducing  drafts,  as  well  as  the  methods  ef 
spooling  and  making  out  harness  for  cross  drafts  snd  finding  sny  re- 
quired reed ;  with  calculations  and  tables  <<(  wun.  liy  Frkderic  T. 
AsHTON,  Designer,  West  Pittsticld,  Mass.  With  fifty -two  illustrations. 
One  vol.  folio  f  S-oo 

ASKINSON.— Perfumes  and  their  Preparation  : 
A  Comprehensive  Treatise  on  Perfumery,  containing  Complete 
Directions  for  Making  Handkerchief  Fetfomes,  Smelling-Saltiy 
Sachets,  Fumigating  Pastils;  Preparations  for  the  Care  of  the  Skin, 
the  Mouth,  the  Hair;  Cosmetics,  Hair  Dyes,  and  other  Toilet 
Articles.  By  G.W.  Askinson.  Translated  from  the  German  by  IsUMt 
FukST.  Revised  by  Chakles  RiCB.      Illutfiaiions.  8vo.  #3x10 

BAIRD— Miscellaneous    Papers    on    Economic  Qucsttomt. 
By  Henry  Carey  Baird.    (/« /r//*/ /*;//<>//. ) 

BAIRD.— The  American  Cotton  Spinner,  anc  Manag^er's  artd 
Carder's  Guide: 
A  Practical  Treatise  on  Cotton  Spinning;  giving  the  Dimensions  and 
Speed  of  Mschinery,  Draught  snd  Twist  Calculations,  etc.;  with 
notices  of  recent  Improvements:  together  with  Rules  and  Examples 
lOr  making  changes  in  the  .sizes  and  numbers  of  Roving  and  Yam. 

die  papers  of  the  late  Robbrt  H.  Baiud.  iJmo. 
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BAIRD.— Standard  Wages  Cotnputinc^  Tables : 

An  Improvement  in  all  furnicr  Methods  of  Computation,  so  arrange<l 
that  wages  for  days,  bows,  or  fractions  of  hours,  at  a  s))ecified  nte 
per  day  or  hour,  may  l>c  ascertained  at  a  glance.    By  T.  SpanoLER 

BaiRD.    Oblong  folio  IS-OO 

JIAKBR. — Long-Span  Railway  Fridges : 
Comprising  Investigations  of  the   Comparative   Theoretical  »ncl 
Practical  Advantages  of  the  various  Adopted  or  Proposed  Typt- 
Systems  of  ConsiructioD;  with  numciow  Fonnttbe  and  Tables.  By 

B.  Baker.    i2mo.   fi.oo 

BAKER.— The  Mathematical  Theory  of  the  Steam-Engine  : 
With  Rules  at  length,  and  Examples  worked  out  for  the  use  of 
Practical  Men.  By  T.  Baker,  C.  with  numerous  Diagrams. 
Sixth  Edition.  Revised  by  Frof.  J.  R.  YOUNC.  l2mo.  75 
BARLOW.— The  Histofy  and  Ptiaci^  of  WMviaf.  by 
Hand  and  by  Power: 
Reprinted,  with  Considerable  Additions,  from  ''Engineering,"  with 
a  chapter  on  Lace-making  Machinerv,  ieprinle«l  from  the  Journal  of 
the  "Society  of  Art*.*'  By  ALKRbD  BarLuW.  With  several  hundred 

illustrations.   8vo..  443  pages  f  10.00 

8ARR. — A  Practical  Treatise  on  the  Combustion  of  Coal: 
Including  descriptions  of  various  mechanical  devices  for  the  £co* 
nomic  Generation  of  Heat  by  the  Combustion  of  Fuel;  whether  solid, 
liqiiwl  or  j;.i-cnvis.    8vo.    .......  52.50 

BARR.— A  Practical  Treatise  on  High  Pressure  Steam  Boilers: 
Including  Results  of  Recent  Experimental  Tests  of  Boiler  Materials, 
together  uuh  a  Description  of  Approved  Safety  .A j>pnratus,  Steam 
Pumps  Injectors  and  Economizers  in  actual  use.  By  \Vm.  M.  Barr. 
204  Illuftratlons.  8vo.  $3.00 
BAUERMAN.— A  Treatise  on  the  Metallurgy  of  Iron  : 

Containing  Outlines  of  the  History  of  Iron  Manufacture,  Methods  of 
Assay,  and  Analysis  of  Inm  Ores,  Processes  of  Msnufacture  of  Iron 
and  Stc-ol,  etc..  rtc.  Ry  H.  Baukrman,  F.  G.  S.,  Associate  of  the 
Royal  School  of  Mines.  Fifth  Edition,  Revised  and  Enlarged. 
Illastmted  with  namerous  Wood  Engrsvings  from  Drawings  by  f.  B. 

joKiiAV.     i2mo  $2AK 

BRAN  NT.— The  Metallic  Alloys:  A  Practical  Guide 
For  the  Manufacture  of  all  kinds  of  Alloys,  Amalgams,  and  Solders, 
usetl  by  Met.il  Workers ;  togetlier  wiili  tlicir  C'hcinic.il  and  Pln.'-ical 
rropeiUcs  and  their  Application  in  llic  An:»  and  the  Industries;  with 
sn  Appendix  on  the  Coloring  of  Alloys  and  the  Recovery  of  Waste 
Met.ils.  By  W  illiam  T.  Uranm  34  Eni;ravings.  A  New,  Re- 
vised, and  Enlarged  Edition.  354  pa|;es.  8vo.  .  .  $^'$0 
BEANS.— A  Treatiae  on  Raflway  Curvea  and  Locatioii  of 
Railroads : 

By  K.  W.  Bkans.  C.  E.  Illustrated.  i2ino.  Tucks  .  $1.50 
BECK  ETT.  -  A  Rudimentafy  Tteatiae  on  Clocka,  and  Wateboe 

and  Bells  : 

By  .Sir  Edmund  Bkckkti,  Bart.,  LL.  D.,  (J.  C.  F.  R.  A.  S,  With 
namcfOtts  illnstrations.  Seventh  Edition,  Remed  and  Enlarged, 
lamo.   f3-a< 
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BELL. — Carpentry  Made  Easy: 
Or,  The  Science  and  Art  of  Framing  on  a  New  and  Improve4 
Syitem.  With  Specific  Instructions  for  Building  Balloon  Frames,  Bam 
Frames,  Mill  Frames.  Warehouses,  Church  Spires,  etc.  Compristitf 
also  a  System  of  Brid^jc  Building,  with  Bills,  Estimates  of  Cost,  ana 
valuable  Tabk>i.  Illuslrated  l>y  rorly  four  plates,  comprising  ^eailv 
200  figures.  By  William  £.  Bell,  Architect  and  Practical  Builder, 
gvo  |$.ao 

BEMROSE. — Fret-Cutting  and  Perforated  Carving  : 
With  fifty-three  practical  illusiratioiu.    By  W.  BuMRUbK,  Jr.    I  vol* 
quarto  $t.$i9 

BEMROSE.— Manual  of  Buhl-work  and  Marquetry: 

With  Practical  Instructions  for  Learners,  and  ninety  colored  desigoi^ 
By  W.  BcMROSF.  Jr.    i  vol.  qatrio       ....  I3.00 

BEMROSE.    Manual  of  Wood  Carving: 

With  Practical  illustrations  for  Learners  ol  the  An,  Tjnd  Original  and 
Selected  Derignt.  By  William  Bbmiiosb,  Jft.  With  an  Intro- 
duction by  Llswbllyn  jBwm,  F.  S.  A.,  eie.  Vlfiih  118  illustra- 
tions, 4to.  t  ^2.54 

BILLINGS.— T6b«eeo : 

Its  History,  Vnricty,  ('ultiirt- ,  Manufacture.  Commerce,  and  Various 
Modes  of  Use.  By  E.  R.  BiLLlNCii.  Illustrated  by  nearly  200 
engravings.   8vo   f3*oo 

BIRD. — Tbe  American  Practiciil  Dyers'  Companion : 

Comprising  a  Description  of  the  Principal  Dye-Stuffs  and  Cht-micah 
taed  in  Dyeing,  their  Natures  and  Uses;  Mordants,  and  How  Made; 
with  the  oest  American,  Engli<.h,  French  and  (Icrman  processes  for 
Bleaching  and  Dyeing  Silk,  Wool,  Cotton,  Linen,  Flannel,  Felt, 
Dress  Goods,  Mixed  and  Hosiery  Yarns,  Feathers,  Grass,  Felt,  Fur, 
Wool,  and  Straw  Hats,  Jute  Yarn,  Vegetable  Ivory,  Mats,  Skins, 
Furs,  Leather,  etc.,  etc.  By  Wood,  Aniline,  and  other  Processes, 
together  with  Remarks  on  Finishing  Agents,  and  Instructions  in  the 
Finishing  of  Fabrics.  .Substitutes  for  Indigo,  Water- Proofing  of 
Materials,  Tests  and  Purification  of  Water,  Manufacture  of  Aniline 
and  other  New  Dy«  Wares,  Harmnniang  Colors,  etc.,  etc. ;  embrac- 
ing in  all  over  Soo  Receipts  for  Colors  and  Shades,  accompanied 
170  Dyed  SampUs  of  Raw  Mattriali  and  Fabt  itt,  By  F.  J.  Bird, 
Practical  Dyer.  Atithor  of  **  The  Dyeis*  Hwid-Book."  Svo. 

BLINN.— A  Practical  Workshop  CompaoioB  for  Tfa,  Shocl* 

Iron,  and  Copper-plate  Workers  : 
Containing  Rules  for  describing  various  kinds  of  Patterns  used  by 
Tin,  Sheet-Iron  and  Copperplate  Workers;  Practical  Geometry t 
.Mensuration  of  Surfaces  and  Solids;  Tables  of  the  Wei^'hts  of 
Metals,  Lead-pipe,  etc.;  Tables  of  Areas  and  Circumicrcncef 
«if  Circles ;  Japan,  Varnishes,  Lackers,  Cements,  Compr-sitions,  etc., 
etc  By  Lkroy  J.  Blimn,  Master  Mechanic.  With  One  Hundred 
aad  Seventy  Illimtnuions.   lamob  .      ...  l'-5o 
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BOOnr^lfaitle  Worfnr's  Ifaaul  t 

Containing  Practical  Information  respecting  Marbles  in  general,  theil 
Cutting,  Working  and  Polishing;  Veneering  of  Marble;  Mosaics; 
Compo^ion  and  Use  of  Artificial  Marble.  Stuccos,  Cements,  Receipts, 
Secrets,  etc.,  etc.  Translated  from  the  French  by  M.  I..  K<k)TH. 
With  an  Appendix  concerning  American  Marbles.  l2mo.,  cloth  11.50 
BOOTH  and  MORPIT.— The  Bacydopadia  of  ClMflatotiy, 
Practical  and  Theoretical : 
Eml)racing  its  application  to  the  Arts.  Metallurgy,  Mineralogy, 
Geology,  Medicine  and  Pharmacy.  By  James  C.  Booth,  Meltcr 
and  Rpfiner  in  the  United  S'.ates  Mint,  Professor  of  Applied  Chem* 
tstry  m  the  Franklin  InMiiutc,  etc.,  assisted  by  Campbell  MorpIT, 
author  of  "  Chemical  Manipulations,"  etc.  Seventh  Edition.  Com- 
plete in  one  volume,  royal  8vo.,  978  pages,  with  numenMls  wood  cuts 
and  other  iUu:>tratiunM  ^3*5^ 


BRAMWELL.— The  Wool  Carder's  Vade-Mecutn. 

A  Complete  Manual  of  the  Art  ul  Cariliug  1  cxuW  Fabrics.    By  W. 

C.  Bramwsll.  TUfd  EdftkMp  revised  and  edlaiged.  lUnMiated. 

Pp.  400.    i2mo  $2.50 

BRANNT.— A  Practical  Treatise  on  Animal  and  VegeUMf 
Pats  and  Oils . 

Comprising  ix>th  Fixed  and  Volatile  Oil.s,  their  Physical  and  Chem* 
ical  Pro()ertics  and  Uses,  the  Manner  of  Extracting  and  Refining 
them,  and  Practical  Rules  for  Testing  them ;  as  well  as  the  Mnuifae- 
ture  of  .Artificial  Butler  and  Lubricants,  etc.,  with  lists  of  American 
Patents  relating  to  the  Extraction,  Rendering,  Refining,  Decomposing, 
and  Bleaching  of  Fats  and  Oils.  By  William  T.  Brxnnt,  Editor 
of  the  "  Techno  Chemical  Receipt  Book."  Second  Edition,  Revised 
and  in  a  great  (K>rt  Rewritten.    Illustrated  by  302  Engravings.  In 

Two  Volumes.    ij04pp.   8vo  $lOM> 

BRANNT.— A  Practscal  T»eatiw  on  the  Mannfncttire  of  Soap 
and  Candles : 

Based  upon  the  most  Recent  Experitrnces  in  the  Practice  and  Science; 
oompri-mg  the  Chemistry,  Raw  Materials,  Machine-v.  and  Utensils 
and  Various  Processes  of  Manufacture,  including  a  great  variety  of 
.  formulas.  Edited  chic-lly  from  the  German  of  Dr.  C.  Deite,  A. 
Engelhardt,  Dr.  C.  Schacdier  and  others ;  with  additions  and  list; 
of  American  Patents  relating  to  these  subjecU.  By  Wm.  T.  Brannt. 
lUnsUaled  bgr  1^  e^gimviijih  677  Fsg*t>  Svo^  #7.50 

BRANNT.— A  Practical  Treattee  on  the  Raw  M'iterials  and  the 

Distillation  and  Rectification  of  Alcohol,  and  the  Prepara- 
tion of  Alcoholic  Liquora,  L>iquetars,  Cordials,  Bitteta,  ate; 
B^ed  ehf efly  from  the  German  of  Djr.  K.  Slammer,  I  )r.  F.  Eisner, 
and  E.  Schubert.    By  Wm.  T.  Brannt.   Illttstrated  by  thirty-one 
engraving^.    i2mo.  •      •  $$-59 
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BRANNT— WAHL -The  Techno- Chemical  Receipt  Booki 
Containing  several  thousand  Receipts  covering  the  latest,  luoat  ^ 
portant,  and  xaoa  useful  discoveries  tn  Chemical  Technology,  and 

their  Practical  A|>i)Iicntii>n  in  the  An^  and  the  Industnes.  Ed:te<i 
chiefly  from  the  (icrnian  of  Drs.  Winckler,  El^uier,  lieintze,  Mier- 
<inaki,  Jaoobsen,  Keller,  and  Hetnierline.  with  additiooi  fagr  Wm.  !• 
Brannt  and  Wm.  H.  Waml,  Ph.  D.   Illa«rated  by  78 engraving;-.. 
:smo.  495  pa^e*   .      .            ...  5200 
I ROWN.— Five  Hundred  and  Seven  ICedienical  Movements : 
Emhratiii^  all  those  which  are  most  important  in  Dynamic-i,  Hv- 
(ir.iulics,  Mydro-'Latics,  Pneumatics,  Steam- Engines,  Mill  and  other 
tjcarini^,  Prasses,  Horology  and  MilCellaneous  Machinery;  and  in- 
cludinfr  many  movements  never  before  published,  and  several  1  ( 
which  have  only  recently  come  into  use.    By  Henry  T.  BruWM 
12m'.  $t.Ob 

BUCKM ASTER.— The  Elements  of  Mechanical  Physics : 

By  J.  C.  BucKMASTER.     Illustrated  with  numerous  engravings. 

1 2mo  II.OO 

BULLOCK.— The  American  Cotta|re  Builder : 

A  Series  of  Desi(;iis,  Plans  and  Specifications,  from  $200  to  lio.ooo, 

for  Homes  for  the  People;  together  with  \VarniiT>i^,  Ventilation, 
Drainage,  Painting  and  Landscape  Gardening,  liy  John  fit/LLOCK, 
Architect  and  Editor  of  "The  Rudiments  of  Architectare  and 
Huddini;."  etc..  etc.  Illustrated  \<y  7^  i  n^nving-<.  Svi>.  ^2.50 
BULLOCK.— The  Rudiments  of  Architecture  and  Building: 
For  the  we  nf  Architects,  Builders,  Draughtsmen,  Machtni^,  En- 
gineers and  Mechanics.  Edited  hy  John  Bt'LLOi  K,  .rubor  of  "The 
American  Cottage  Builder."  Illustrated  by  250  Engravings.  8vo.^2.5o 

BUROH. — Precticel  Rnlee  for  the  Proporttoos  «f  Modem 
Engines  and  Boilers  for  Land  and  Marine  PttlpOil. 

By  N.  P.  BuRUH,  Engineer.  i2mo.  ....  $l.$0 
BYLB8. — Sopbisme  of  Free  Trade  and  Popular  Pbtttica] 

Economy  Examined. 
Uy  a  BARkiSTKR  (Sir  John  Barnard  Bylks,  Judge  of  Common 
Pleas).  From  the  Ninth  English  Edition,  as  published  by  ihe 
Manchester  Reciprocity  Association.  I^nio.  .  .  .  51.'; 
HO  WM  AN.— The  Structure  of  the  Wool  Fibre  In  Ite  Relation 
to  the  Use  of  Wool  for  Technical  Purposee  t 
Being  the  substance,  with  additions,  of  Pive  LeUurcs,  delivered  ut 
'.he  re-juest  of  the  Council,  to  the  njembers  of  tlic  Bradford  Tcchnic.J 
College,  and  the  Society  of  Dyers  and  Colcnists.  By  F.  H.  Bow^ 
MAN,  D.Sc,  F.  R.  S.  h.,  F.  L.  S.     Illustrated  by  32  engravinqs. 

 ^6.50 

BYRNB^Hand-Book  for  the  Aftiaan,  Meehanie.  and  Bn<i. 
neer: 

Comprising  the  Grinding  and  Sharpening  of  Cutting  Tools,  Ahi  j-.vc 
Processes,  Ijipidary  Work,  (lem  and  Glass  Engraving,  Varnishing 
and  Lackeriui;,  Apparatus,  Materials  and  Processes  for  Grinding  and 
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Polishing,  etc.  By  Oliver  Byrnic  lUastnted  bj  185  wood  en- 
gravings,  8vo.  ^5>oo 

BYRNE.— Pocket-Book  for  Railroad  and  Civil  Bngineen; 
Containing  New,  Exact  and  Concise  Methods  for  Ikying  out  R.iilroaA 
Curves,  Switches,  Frog  Angles  and  Cro^sin^s;  the  .Staking  out  of 
wolk;  Levelling;  the  CalculatMn  of  Cuttings ;  Embankments;  Earth* 
work,  etc.    By  OLIVER  Byrne.    l8mo.,  full  bound,  pocket-book 

fonu   1 1.50 

BYRNE. — Tne  Practical  Metal- Worker's  Assistant : 
Comprising  Mctallurgic  Chemistry;  the  .-Vrls  of  Working  all  Metals 
and  Alloys;  Forging  of  Iron  and  Steel;  Hardening  and  Tempering; 
Melting  and  Mixing;  Casting  and  Founding  ;  Works  in  Sheet  Metuj 
the  Processes  Dependent  on  the  Ductility  of  the  Metals;  Soldering; 
and  the  most  Improved  Proce:»ses  and  Tools  employed  by  Metal- 
workers. With  the  Application  of  the  Art  of  Electro- Metallurgy  to 
Manufacturing  Processes;  collected  from  Original  Sources,  and  from 
the  works  of  Holtzapffel,  Bergeron,  Leupold,  Plumier,  Napier, 
Scoffern,  Clay,  Fairbaim  and  others.  By  Oliver  Byrne.  A  new, 
revised  and  improved  edition,  to  which  is  added  an  Appendix,  coa> 
taining  The  Manufacture  of  Russian  Sheet- Iron.  By  John  Percy, 
M.  D.,  F.  R.  S.  The  Manufacture  of  Malleable  Iron  Castings,  and 
Improvements  in  Bessemer  Steel.  By  A.  A.  Fi:h(jL'£T,  Chemi&t  and 
Engineer.   With  over  Six  Hundred  Engravings,  IllitstratiDg  every 

Branch  of  the  Suhjcct.    S\  o  $$^00 

BYRNB.— The  Practical  Model  Calculator: 
For  the  Engineer,  Mechanic,  Manufacturer  of  Engine  Work,  Nava« 
Architect,  Miner  and  Millwright.    By  OuvElt  BVRNB.   8vo.,  nearly 


CARINBT  MAKER'S  ALBUM  OF  FURNITURE: 


Comprising  a  Collection  of  Designs  for  various  Styles  of  Furniture. 
Illustrated  by  Forty-eight  Large  and  Beautifully  Engra\  '^d  Plates. 
Oblong,  8vo   f  1.50 

CALLIN<iHAM. — Sign  Writing  &nd  Glass  Embossing: 

A  Complete  Practical  Illustrated  Manual  of  the  Art.  By  JamBS 
Callihcham.    lamo  $i.$o 

CAM  PIN. — A  Practical  Treatise  on  Mechanical  Engineering: 
Comprising  Metailurgy,  Moulding,  Casting,  Fqrging,  'I'ools,  Work- 
dlop  Machinery,  Mecmmical  Manipulation,  Manufacture  of  Steam' 
Engines,  etc.  With  an  .Appendix  on  ihc  Analysis  of  Iron  ami  Iron 
Ores.  BrFPANCis  Cami'IN,  C.  E.  To  which  are  added.  Observations 
en  die  Construction  of  Steam  Boilers,  and  Remarks  upon  Furnaces 
used  for  Smoke  Prevention;  with  a  Chapter  on  Explosions.  By  R, 
Armstronc,  C.  E.,  and  JoiiN  Bm  RNK.  Rules  for  Calculating  ths 
Change  Wheels  for  Screws  an  a  Turning  Lathe,  and  for  a  WheeW 
cutting  Machine.  ]W  J.  La  Nicca.  Management  of  Steel,  Includ- 
ing Forcing,  Hardening,  Tempering,  Annealing,  Shrinking  and 
Expan-si  n  ;  and  the  cSise-hardening  of  Iron.  By  C.  Edit.  8vo. 
tllttsiraled  with  twenty.nine  plates  and  100  wood  enpaviiig*  #5.00 


4oo  pages 
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CAREY.— A  Memoir  of  Henry  C.  Carey. 

By  Dr.  Wm.  Eldf.r.  WUh  a  portrait.    8vo.,  cloth       .       .  75 

CAREY.— The  Works  of  Henry  C.  Carey : 
Hannonv  of  Intcretu:  AgricuUurai,  ManulMtttringand  Commer. 
ctal.   ovo.  .....  .      .  ^1.25 

Manual  of  Social  Science.  Condf  nsctl  from  Carey's  "  Principle' 
of  Social  Science."  By  Kate  McKean.  t  voU  lamo.  .  ^00 
Mtacellaneotis  Works.  With  a  Portrait  3  vols.  8va  Ifojoo 

Past,  Present  and  Future.    8vo  $2.^0 

Principles  of  Social  Science.  3  volumes,  8va  .  .  l7*30 
The  Slave*Trttde,  Domestic  and  Poreiig;n;  Why  it  Exisls.  and 
How  it  may  be  Extinjjuished  ( 1853).  8vo.  .  .  .  $2.00 
The  Unity  of  Law:  A!>  Exhibited  in  the  Relations  of  Physical, 
Social,  Mental  and  Moral  Science  (1872).    8vo.  .  $2,$i 

CLARK. — Tramways,  their  Construction  and  Working: 

Eml>racing  a  Coinprehen:>ive  Ilisiury  of  the  System.  With  an  ex 
hanstive  analysis  of  the  variuu-;  modes  of  traction,  including  horse- 
power,  steam,  heated  -wnfcr  ^ ni  compressed  air;  a  description  of  ih^ 
varieties  of  Roliiug  stock,  and  ample  dcLiils  of  cost  and  working  ex- 
peases.  By  D.  Kinnear  Clark.  Illustrated  by  over  SOO  wood 
engravings,  and  thirteen  folding  plates.     I  vol.   8vo.       •  #7.50 

COLBURN.— The  Locomotive  Engine : 

Including  a  Description  ot  it^  Structure,  Rules  for  EttiOHUing  it5 
Capabilities,  and  Practical  Obt>ervations  on  its  Cop^tmction  and  Man 
agement.    By  Zerah  Colburn.  Illustrated,    tamo.  I1.00 

COLLENS.— The  Eden  of  Labor ;  or,  the  Christian  Utopia. 
Bv  T.  Wharton  COLLKNS,  author  of  "  Humantcs/'     Ihe  History 
of  Charity,*' etc.  ismo.   Paper  cover,  fi. 00;  Cloth  #1.35 

COOLBY. — A  Complete  Practical  Treatise  on  Perfumery : 
Being  a  Hand>book  of  Perfumes,  Cosmetics  and  other  Toilet  Articles 
With  a  Comprehensive  Collection  of  Foramfae.   By  AmSiOll)  j 

COOLKY.    i2mo  Jl-SC. 

COOPER.— A  Treatise  on  the  use  of  Belting  for  the  Traus 
Hilssiop  of  Power. 

With  numerous  illustrations  of  a|>proved  and  actual  mcl^^ods  of  ar 
ranging  Main  Driving  and  (Quarter  Twist  Belts,  and  of  Hch  Paslea 
ings.    Examples  and  Rules  m  great  number  for  exhibiting  and  cal- 
culating the  size  and  driving  power  of  Belts.    Plain,  Particular  and 
Practical  Directions  for  tlic  Treatment,  Care  and  Manigemenl  o 
Belts.    Descriptions  of  many  v.irieties  of  Beltings,  together  witn 
chapters  on  the  Transmission  ol  Power  by  Roj>es;  by  Iron  and 
Wood  Frictional  Gearing ;  on  the  Strength  of  Belting  Leather ;  and 
on  the  Experimental  Investigations  of  Morin,  Briggx,  and  others.  By 

John  H.  Cooper,  M.  E.  8vo  f3«5C 

CRAIK.— The  Practical  American  Millwright  and  ir<lkr. 
By  David  Craik,  Millwright,    lllustraied  hf  BUBsraas  wood  m 
gvaving^  and  two  folding  plates.   Svo.     •      •      •      •  ^i«50 
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CROSS.— The  Cotton  Yarn  Spinner : 

Showing  how  the  Preparmtion  alMMild  be  arranged  for  Diflferent 

Counts  of  Yams  by  a  System  more  uniform  than  has  hitherto  been 
practiced;  by  having  a  btandard  Schedule  from  which  we  make  air 
cmOmieM,  ^  Richard  Cross,  itt^  iimo,  75 

CRISTIANL— A  Technical  Treatise  on  Soap  and  Candles : 

With  a  Glance  at  the  Industry  of  Fats  and  Oils.  Hy  R.  S.  Cris-' 
TIANI,  Chemist.  Author  of  "  Ferfuracrv  and  Kindred  Arts."  Iilus> 
traled  bf  176  engravii^  581  paces*  evo.  f iS^oo 

COAL  AND  METAL  MINERS'  POCKET  BOOK: 

Of  Principles,  Rules,  Formuhe,  and  Tables,  Sixrcially  Compiled 
and  Prepared  for  the  Convenient  Use  ol  Mine  Oflicials,  Mining  En- 
gineeis,  and  Students  preparinq  tliemselves  Ibr  Certificates  of  Compe- 
tency as  Mine  Inspectors  or  Mine  Foremen.  Revised  and  Enlarged 
edition.  Illustrated,  565  pages,  small  i2mo.,  cloth.  .  $2.00 
Fiockel  book  fonn,  flexiue  Intbcr  with  flap         .  10.75 

DAVIDSON.— A  Practical  Manaal  of  House  Paliitliir,  Onin- 

ing,  Marbling,  and  Sign-Writing: 
Containing  full  information  on  the  processes  of  House  Painting  in 
Oil  and  Distemper,  the  Formation  of  Letters  and  Practice  of  Sign* 
Writinp,  the  Principles  of  Decorative  Art,  a  Course  of  Elementary 
Drawing  for  House  Painters,  Writers,  etc.,  and  a  Collection  of  Useful 
Rece^its.  With  nhie  colored  illustrations  of  Woods  and  Marbles, 
and  nnnwRMis  wood  engimviqgs.  By  Ellis  A.  Davidson,   i  2mo. 

5300 

DAVIES.— A  Treatise  on  Earthy  and  Other  Minerals  and 

Mining: 

By  I).  C.  Davies,  F.  G.  S.,  Mining  Engineer,  etc.  Illustrated  by 
76  Engravings.    i2mo.       .       .       .       .       .       .        .    I5  00 

DAVIES. — A  Treatise  on  Metalliferous  Minerals  and  Mining: 
By  D.  C.  Davies,  F.  G.  S  ,  Mining  Engineer,  Examiner  of  Mines, 
Quarries  and  Collieries.  Illustrated  by  148  engmvingsof  Geological 
Formations,  Mining  Operations  and  Machinery,  drawn  from  the 
pnctiee  of  all  parts  of  the  world.  Fifth  Edition,  thoroaghly  Revised 
and  much  Enlarged  by  his  son,  E.  Henry  Davies.  i2mo.,  524 
Images       .......  ^5'^ 

DAVIES.— A  Treatise  on  Slate  and  Slat^  Quarrying: 

ScieniiBc.  Practical  and  Commercial.  By  D.  C.  DAVlls,  F.  G.  S., 
Mining  Engineer,  etc.  With  numerous  illustrations  and  folding 
plates.    l2mo.  ^2.00 

DAVI8.~A  Practical  Treatise  on  the  Maanfisctine  of  Brick, 

Tiles  and  Terra-Cotta  : 
Including  Stiff  Clay,  Dry  Clay,  Hand  Made,  Pressed  or  Front,  and 
Roadway  Paving  Brick,  Enamelled  Brick,  with  Glazes  and  Colors, 
Fue  Brick  and  Bkcbs,  Silica  Brick,  Cubon  Brick,  Glass  ftots.  Re- 
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toiti.  Architectural  Teiia-Cotta,  Sewer  Pipe,  Dnin  Tile,  Glazed  and 
Ungiazed  Roofing  Tile,  Ait  Tile,  Mosaics,  uid  Imitaiiun  of  Intarsia 

or  lnlai<i  Surfaces.  Compri'-in;^  every  pi odact  of  Claj  employed  in 
*  Architecture,  Engineering,  and  the  iilast  humace.  With  a  I>etailed 
Description  of  the  Diflwrent  Clajs  employed,  the  Moot  Modem 
Machinery,  Tools,  and  Kilns  u>c<l.  and  liie  Processes  for  IIandlin<;, 
Disintegrating,  Temperin*,',  and  Moulding  the  Clay  into  Sha|>e.  Dry- 
iiifr,  Setting,  and  Bamlnj,'.  Hy  Charles  Thomas  Davis.  Third  Edi- 
lion.    Revised  and  in  great  part  rewritten.    Illuktrated  by  261 

fii,;raviip_:^  p.T^f>     .......  ?5 

i^AVIS. — A  Treatise  on  Steam-Boiler  Incrustation  and  Meth- 
ods for  Preventing  Corrosion  and  the  Formation  of  Scale: 
Hy  (  If  AKLEs  1'.  Davis    lliustr.iteil  l)y  65  engravings.   Svo.  #2.00 

HA  VIS.— The  Manufacture  of  Paper: 

Being  a  Descripli<«n  of  the  varioii!«  Processes  for  the  Fabrfeatinn, 

(xjlorini^  an<l  Kiirsliin-j  of  every  kind  of  Paper,  1  scl'.nlinj^  the  Dif- 
ferent Kaw  Maleiiais  and  the  Methud!«  tor  Deicrmiiiiug  their  Values, 
•he  Tools,  Machines  and  Practical  Details  connected  with  an  intelli* 
pent  ati'l  n  jinititahle  jirosccuti  in  of  llie  art,  w  ith  special  reference  to 
the  best  American  Practice,  lo  which  are  added  a  Hi-tt)ry  of  Pa- 
per, complete  Lists  of  Paper*Makinf(  Materials,  List  of  .\nu  rican 
Machines,  Tools  and  Processes  use<l  in  treating  the  Raw  Materials, 
and  in  Making,  Coloring  and  Finishing  Paper,  liy  Cuarlks  T. 
Davis.  Illustrated  by  156  engmviiig*.  608  pi^es,  9vo.  $6x0 
DAVIS. — The  Manufacture  of  Leather: 

Keiiig  a  Descripiion  of  ail  tlie  Piocesses  fur  tlie  Tanning  and  Tawing 
witli  Hark,  Kxtiacis,  Cliroine  and  all  Modern  Tannat;es  in  General 
U>e.aiid  llic  (.'iiriyin^.  Kiiiisiiin",-  and  Dyeiiii;  of  Kvery  Kind  of  Lentlier; 
Including  the  N  ation-  Raw  M.iierlaN.  the  Tools,  Machines,  aiui  all 
Details  of  Importance  Connected  with  an  Intrllii:ent  and  Pmfiiahle 
IVusecutioii  of  ttie  Art,  with  ^]'<-<  i.il  Kcffrerne  10  tlie  I5e«.t  Vmeiican 
Practice.  To  which  aie  added  l.iMs  oi  American  Patents  1  1S84-1897 ) 
for  Materials.  ProccKse.*,  Tools  and  Machines  for  Tannini;,  Curryiii'^, 
etc.  Hy  CuARi.K-s  Thomas  Davis.  Second  Ediiinn.  kevisc«l.  and 
in  great  part  Rewritten.  IUustrate<i  by  I47  engravings  and  14  Sam- 
ples of  Quebracho  Tanned  and  Aniline  Dyed  l^eathers.   8vo,  cloth. 

7 1 2  jiages.    Price  $7  50 

DAWIDOWSKY— BRANNT.— A  Pmctienl  Treatise  on  the 
Raw  Materials  and  Fabrication  of  Glue,  Gelatine,  Gelatine 
Veneen  nnd  Foils,  Isinglus,  Cements,  Pastes,  Mucilages, 
etc. : 

P  ised  upon  .\ctiial  Experience.  By  F.  DAWltxnvsKY,  Teclmical 
Chemist.  Translated  from  the  German,  with  extensive  additions, 
including  a  description  of  the  most  Recent  American  Processes,  hy 
Wli.l.lAM  T.  Hran.sT,  (l  ailii.Ue  <if  the  Royal  Agricaltnnl  Coli<;;e 
of  Eidena,  Prussia.  35  Engravings.  12roo.  .  .  .  $2.^0 
DE  ORAPP.— The  Geometrical  Stair-Builders*  Guide  t 

being  I  I'!  on  Prnctical  System  «)f  Hand  Raiiinj^.  cmln  icing  all  iti 
necessary  Details,  and  Geometrically  lliu«irated  hy  twenty-two  Steel 
Enmvings ;  together  with  the  use  or  the  most  approved  pnndpW 
of  Piactical  Geometry.    By  SiMON  Dk  Grafp,  Architect  «to. 
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DE  KONINCK--OIETZ.— A  Piacticia  ftUnual  of  Chemical 
Analysis  ana  Assaying : 

Asapplted  to  the  Manufjc'ure  of  Iron  from  its  Ores,  and  to  Cast  Troo, 

Wrought  Iron,  and  Steel,  as  foun'l  in  Commerce.    By  L.  L.  Dl 

KoNiNCK.  Dr.  Sc.,  and  E.  Dirrz.  Kngineer.    Edited  witli  Notes, hf 

RoittRT  NlAi  LtT.  F.  R.  S.,  F.  S.  (i..  M.  I.  C.  E.,  etc.  Americaa 

E^litiun,  Edited  wiiti  Notes  and  an  Appendix  on  Iroc  Ores,  by  A.  A. 

FEsguET,  Chemist  and  Engineer,   lamo.       •      •      .  I1.50 

DJNCAN.- Practical  Survcgror'a  Guide: 

Cuntaining  the  nccps^^ary  information  to  make  any  person  of  com^ 
n'on  -.apncKv.  n  linislicd  land  surveyor  without  the  aid  of  a  teacher 
Bv  Andrkw  AN,    Revineii.  72 enjjravinjpi, 214pp.  l2mo.  $1.50. 

DUPLAIS.— A  Treatise  on  the  Manufactofc  and  Distillation 
of  Alcoholic  Liquors: 
r.inii.i  isiii^  Accurate  and  Complete  Details  in  Reganl  to  Alcohol 
fium  Wine,  MolasKcs,  Beets,  (iroin.  Rice,  Potatoes,  Sorphum.  Aspho- 
del. F'uits.  etc.:  with  the  Di4illat>on  and  Rectification  of  Brandy 
^VliisVt  v.  Kiim,  ( li'i.  Swi^s  Absinthe,  etc.,  the  Prepar?tion  of  Aro- 
matic \V .Iters.  Volitilc  Oils  or  Essences,  Sug-nrs,  Syru|>s,  Aromatic 
Tinctures,  Liqueurs,  Cordial  Wines,  Effervescing  Wines,  etc.,  the 
Ageing  of  Brandy  ami  the  improvement  f>f  Spirits,  with  Copiotu 
Directions  and  Tables  for  Testing  and  Reducing  .Spirituous  Liquors, 
etc.,  etc.  Translated  and  Editeil  from  the  French  of  MM.  IWPLais, 
Ainietjeune.  I'v  M.  McKi  nmi  ,  M.  D.  To  which  arc  aiKlcd  the 
United  States  Internal  Revenue  Regulations  lor  the  As!»es&nieiU  and 
Collection  of  Taxcit  cn  Distilled  Spiriia.  Illustrated  hy  fourtees 
fbldm^  plates  and  several  wood  engravings.    743  pp.  8vo.  $12.50 

DUSSAUCE.— Practical  Treatise  on  the  Pabflcationof  Matchcc, 
Gun  Cotton,  and  Fulminating  Powder. 
Tr.  IViilV  -cr  Hi  I>i  -  \i  I  r.     i^nio.  ...» 

DYER  AND  COLOR-MAKER'S  COMPANION: 
Containing  upwards  of  two  hundred  Receipts  for  making  Colors,  on 
the  mo^l  approval  1  )  irinciplcS,for  all  the  various  style^and  falirics  now 
in  existence;  with  the  Scouring  Process,  and  plnin  Directions  foi 
Preparing,  Washing-off,  and  Finishing  the  Goods.    Iimo.  ^I.OO 

EDWARDS.— A  Catechism  of  the  Marine  Steam-Engine, 
For  the  use  of  Engineers.  Firemen,  and  Mechanics.   A  Practical 
Work  for  Practical  Men.   By  Emory  RnwAitt>s.  Mechanical  Engi 

neer.    IllllStraied  by -ixty  thiee  Kn<.'iavings.  inclu<iing  examples 
the  mott  modern  Engines.   Third  edition,  thoroughly  revised,  with 
much  additional  matter.    I2mo.  414  |>ages  .      $2  OR 

EDWARDS. — Modem  American  Locomotive  Engines, 
Thdr  Design,  Construction  and  Management.   By  Emoky  Edwards 
Tlhi^vted  12010  ,  $ajOO 

EDWARDS.— The  American  Steam  Engineer: 
Theoretical  and  Practical,  with  examples  of  the  latest  and  most  ap* 
proved  Amrrican  practice  in  tlic  design  and  construction  of  Steam 
Engines  and  Uuilcrs.  P'or  the  u^e  ul  engineers,  machinists,  boiler* 
«i»^ers,  and  engineering  students.  By  Emory  Edwakds.  Fully 
jilMtrated,       4i9p«Ees.    lamo.        •      «      •      •  fxso 
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EDWARDS.— Modem  AflMrican  Marine  BaiinM, 
Screw  Propellers, 

Their  Design  and  Construction.    Showing  the  Present  Practice  of 
the  most  Eminent  Engineers  an<i  Marine  Kiif^ine  Builders  in  the 
United  States.  Illustrated  by  30  large  and  tlalxjratc  plates.  4to.  $KjOC 
EDWARDS.— The  Practical  Steam  Ba^eer's  Guide 

In  the  Design,  Construction,  and  Management  of  American  Stationary. 
Portable,  and  Steam  Fire- Engines,  Steam  Pumps,  Boilers,  Injector^ 
Covernors,  Indicators,  Pistons  and  Rings, Safety  Valves  and  Steam 
Gaug^.  For  the  use  of  Engineers,  Firemen,  and  Steam  Users  B> 
Eho&y  Edwards.    Xllustrated  by  119  engravings.  a2o  ^iges. 

BISSLBR.— The  Metallurgy  of  Gold  :  ^ 
A  Practical  Treaii>c  on  the  Metallurgical  Treatment  of  Gold-Bear* 
ing  Ores,  including  the  Processes  of  Concentration  and  Chlorinntioa, 
and  the  Assayii^,  Melting,  and  Refining  of  Gold.  By  M.  Eissler, 
With  132  Illnstralions.  t2mo  

BI8SLER.— The  Metallurgy  of  Silver: 

A  Practical  Treatise  on  the  Amalgamation,  Roastinp,  and  Lixiviation 
of  Silver  Ores,  inclmling  the  Assaying,  Melting,  and  Refining  of 
Silver  Bullion.  By  M.  Eissuw.   134  Illuatntions.    336  pp. 

>2mo  

ELDER.— Conversations  on  the  Principal  Subjecu  of  Mitical 


By  Dr.  William  Eldkr.   8vo.     .....  fa.fo 

ELDER.— Questions  of  the  Day, 

Economic  and  Social.  By  Dr.  William  Elder.  8vo.  .  I3.00 
BRNI.— Mineralogy  Simplified. 

Easy  Methods  of  Determininp  and  Classifying  Minerals,  including 
Ores,  by  means  of  the  Blowpipe,  and  by  Humid  Chemical  Analysis, 
based  on  Professor  von  Kobell's  Tables  for  the  Determination  of 
Minerals,  with  an  Introduction  to  Modem  Chemistr)'.  By  Henry 
Erni,  A.m.,  M.D.,  Professor  of  Chemistry.  Second  Edition,  rewritten* 
enlarged  and  improved,  izmo.        •      .      .      .  . 

VAIRBAIRN.— The  Pfiac|plM  of  Mechaadsm  and  lllMfaiB«> 

of  Transmission  * 
Comprising  the  Principles  of  Mechanism,  Wheels,  and  Pullevs. 
Strength  and  Proportions  of  Shafts,  Coupling  of  Sh.ifts,  and  En>j.-«;; 
ing  and  Disengaging  Gear.   By  SiR  William  Fairbauln,  Baa 
C  E.  BeaatUully  tUasmted  tf  ever  150  wood-cnts.    Uk  cot 
vohime.  i2mo  $2joo 

FLBMING.— Narrow  Gauge  Railways  ia  America. 
A  Skeleh  of  their  Rise,  Progress,  and  Success.  VslusUe  Sutistice 

as  to  Grades,  Curves,  Weight  of  Rail,  LoconU)livei»  CsfSr  etc.  By 

Howard  Fleming.   Illustrated,  8vo  |i  og 

VORSYTH.— Book  of  Designs  ibr  Headttenee,  Mural,  and 
other  Monuments : 
Centsining  78  Designs.   By  James  Forsyth.  With  an  IntroductioD 
tyCRARua  BoirruL,  M.  A.  4  to.,  doih    •     .  ^3.59 
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VRANKBI^HUTTER.— A  Practical  Treatise  on  tht  Maon* 
focttire  of  Sburch,  Qlucote,  Starch-Sugar,  and  Dasttine: 
Baled  on  the  German  of  Ladislaus  Von  Wagnkr,  Professor  in  the 

Royal  Technical  High  School,  Buda-Pest,  Hungary,  and  other 
attthorities.  By  Julius  FRANKSLt  Graduate  of  the  Pulytechnic 
School  of  Hanover.  Edited  by  RoanT  Htrrreit,  Chemist,  Practical 
Manufacturer  of  Starch-Sugar,  lliusiraicd  l)y  58  engravings,  cover- 
ing cvciy  branch  of  the  subject,  including  examples  of  the  most 
Recent  and  Beat  American  Machiaerjr.  Svo.,  344  pp.  50 

GARDNER. — The  Painte/'a  Encyclopedia: 

Cuntaiiiing  Definitions  ..f  .1.!  Ini|H>rt.'int  Words  in  the  Art  of  Plain 
and  Artistic  Painting,  with  Details  of  Practice  in  Coach,  Carriage, 
Railway  Car,  Hause,  Sign,  an<l  Ornamental  Painting,  including 
draining,  Marbling,  St.unin}».  Varnishing,  Polishing,  Lettering, 
Stenciling,  Gilding,  Bronzing,  etc.    By  1-kaSklin  B.  Garunkr. 

I  $8  lUuHratioas.   lamo.  427  pp  |3j00 

GARDNER.— Everybody's  Paint  Book  : 

A  Complete  Guide  to  the  Art  of  Outdoor  and  Indoor  Painting,  De- 
signed tor  the  Sipecial  Use  of  those  who  winh  10  do  their  (twn  woric. 
and  consisting  of  IVactical  Lessons  in  Pl  iin  Painiui^:;.  Vamisliinij. 
Polishing,  Staining,  F^prr  Hanging,  Kalsuniining,  etc.,  as  well  an 
Directiom  for  RenovaBn*  Furniture,  and  Hints  on  Artistic  Work  itir 
Home  Decoration.    38  Illustrations.    ISmc,  183  pp.      .  ^$tJOO 

OEE.— The  Goldsmith's  Handbook: 

Containing  full  instructions  for  the  Alloying  and  Working  of  Gold, 
including  the  Art  of  Alloying,  Melting,  Reducing,  Coloring,  Col 
Iccting,  and  Refining:  the  Processes  of  Manipulation,  Recovery  of 
Waste ;  Chemical  and  Physical  Properties  of  Gold ;  with  a  Ncur 
System  of  Mixing  its  Alloys ;  Solders,  Enamels,  and  otlier  Useful 
Rules  and  Recipes.    By  Gkokck  E.  Ckr.    itOM,  *      •  #1.25 

OEE. — The  Silversroith'a  Handbook : 

Containing  full  instmctiom  f«Mr  the  Alloying  and  Working  of  Silver, 
includinir  the  'lifTerent  modes  of  Refinir-  .nd  Mclfint^  the  Metal;  its 
Solders;  the  Preparation  of  Imitation  Alloys;  Methods  t)f  Mani|>ula- 
tion;  Prevention  of  W.-iste ;  Instructions  for  Improving  and  Finishing 
the  Siirfrxce  of  the  Work;  together  with  other  rseful  lnf(irmiti<in  and 
Memoranda.    By  George  £.  Gek.    Illustrated.    i2mo.  S1.25 

OOTHIC  ALBUM  FOR  CABINBT.MAKBR8: 

Designs  for  Gothic  Furniture.    Twenty-three  plates.    ObkN^  $i*S^ 

3RANT.— A  Handbook  on  the  Teeth  of  Gears  : 

rheir  Curves.  Properties,  and  Practical  Construction.  By  Georur 
B.  Grant.   Illustrated.  Third  Edition,  enlarged.  Svo.      |i  00 

SkREENWOOD.  -Steel  and  Iron: 

Comprising  the  Practice  and  Theory  of  the  Several  Methods  Pur- 
sued in  their  Mannfacture,  and  of  tneir  Treatment  in  the  Rolling* 
Mills,  the  Forge.  an<l  the  P'oundry,  By  WiLI.lAM  HenRY  GrekN' 
WOODt  F.  C.  S.    With  97  Diagrams,  536  pages.    i2mo.  $2jOO 
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GREGORY.— Mathematics  for  Practical  Men : 

Adapted  to  the  Pursuits  of  Surveyors,  Architects,  Mechanict,  and 
Civil  Eiginecia,  Bjr  OuMTHUS  i^uooRY.  Svo^  platet  f 

GRISWOLD«~IUilfO«d  Bngineefe  pDckM  Compaaioii  Star  the 
Field : 

Omiprising  Rules  fur  Calculating  Deflection  Dittances  and  Angles 

Tangt  nti  J  Dis'Tnccs  and  Anjrles,  and  all  Ncct-vsary  TnMes  for  Ki» 
gineers;  also  the  Art  of  levelling  from  Preliminary  Survey  lo  the 
Construction  of  Railroads,  intended  Expressly  for  the  Young  Ei>> 
ginecr,  to;^ether  with  Numerous  Valuable  Rules  and  Examples.  Hjr 
W.  GkisWdLI).     I2ino..  tucks  |l-50 

QRUNER.— Studies  of  Blast  Puraace  Phenomeiui: 

l\\  M.  1..  ( iKUNER.  I'rt  sidt  nt  of  the  General  Council  of  Mines  oi 
I  rince,  and  lately  PiofeSMjr  uf  Metallurgy  at  the  Ecole  d«s  Mines. 
Translated,  with  the  author's  sanction,  with  SB  Appendix,  by  L.  1). 

B.  G()Rix>N.  F.  R.  S.  K..  V.  G.  S.    8vo.  .       .  $2.50 

Hand- Book  of  Useful  Tables  for  the  Lamberman,  Fsrmex  and 
Mechaniet 

Containing  Accurate  Tables  of  Logs  Reduced  to  Inch  Board  Meas. 
urc.  Plank.  Scantling;  and  Timber  Measure;  Wages  and  Rent,  by 
Week  or  Month ;  Capacity  of  Gmnarieii,  Bins  and  Cisterns ;  I^nd 
Measure.  Interest  Tables,  with  I)ircctions  for  Finding  the  Interest  on 
any  sum  at  4, 5,  6,  7  and  &  per  cent.,  and  many  otlier  U«eful  Tables 
32  mo.,  boards.    186  pages  .25 

IIASERICK.— The  Secrets  of  the  Art  of  Dyving  Wool,  CoCIob, 

and  Linen, 

Including  B'eachirg  and  Coloring  Wool  and  Cotton  Hosier)*  and 
Random  V.irns.  A  Treatise  l>ased  on  Economy  and  Practice,  liy 
E.  C.  HasericK.  lUmttated  by  323  Dytd  Paliems  of  the  Vamt 
or  fabrics.   8vo.       ........  ^7.50 

HATS  AND  FELTING : 

A  Practical  Treati<ie  on  their  Manufacture.  By  a  Practical  Hatter. 
Illustrated  by  Drawings  of  Machinery,  etc.   8vo.     .      .  ^1.25 

HOFFER.— A  Practical  Treatise  on  Caoutchouc  and  Outta 
Percha, 

Comprising  the  Properties  of  the  Raw  Materials,  and  the  manner  uf 
Mixing  and  Working  them  ;  with  the  Fabrication  of  Vulcanized  and 
Hard  Rubbers,  Caoutchouc  v>d  Gutta  Peacha  Compositions,  Water- 
proof  Substances,  Elastic  Tissues,  the  Utilization  of  Waste,  etc.,  cu. 
From  the  German  of  RaImuno  Hoffsr.   By  W.  T.  Brannt. 

/  Illustrated  l2nio  ^fl.SC 

HAUPT.— Street  Railway  Motors: 
With  Descriptions  and  Coat  of  Hants  and  Operation  of  the  Vsrioos 
Systems  iiow  in  Use.    lamo.  ^>75 
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H AOPT— RHAWN.~A  Move  for  Better  Roeda : 

EUsays  on  R<iad-makiii}»  and  Maintenance  and  Road  Laws,  for 
whtcil  rrUes  or  Houorable  Mention  weie  Awarded  through  the 
Univenitf  of  PentMytvania  hf  a  Committee  of  Citiaens  of  Philadel* 
phia,  with  a  Synopsis  of  other  Contributions  and  a  Review  by  the 
Secretary,  Lewis  M.  liArpr«  A.  M.,  C.  £.  j  also  an  Introduction  by 
William  H.  Rhawm.  Chairman  of  the  Committee.   319  pages. 

£vo.  $2JX 

HUGHES.— American  Miiler  and  Millwright'a  Asaistant: 

By  William  Cartbk  Huchbs.  lamo  f  1.50 

HULME  — Worked  Bwinfaiation  Quettkma  in  Plane  Qeomet- 

ncal  Drawing  : 

For  the  Use  of  c  andirlates  for  the  Royal  Military  Academy,  Wool, 
wich;  the  Royal  Military  Hope.  Sandhurst  ;  the  Indian  Civil  En- 
gineering College,  Cooper's  liill;  Indian  Public  Works  and  Tele- 
grajih  Departments;  Royal  Marine  Light  Inrantry;  the  Oxford  and 
Cambridge  Local  Examinations,  etc.  By  F.  EDWARD  Hui.ME,  F,  L. 
.S.,  F.  S.  A.,  Art  Master  Marllwrough  College.  Illustrated  by  300 
examples.  Small  quarto 
,    JBRVIS.— Railroad  Property: 

A  Treatise  on  the  (ron^truction  and  Management  of  Railways; 
designed  to  afford  useful  knowledge,  in  the  }x>pular  style,  to  the 
holders  of  this  class  of  property ;  as  well  as  Railway  ManageiSt  OA* 
cers.  and  Agents.  By  John  B.  Jervis,  late  Civil  Engineer  of  the 
Hudson  River  Railroad,  Croton  Aqueduct,  etc.   i2mo., Cloth  $Zjac 

KBENE.— A  Hand-Book  of  Practical  QAUgtmr: 
For  the  Use  of  Beginner^,  to  which  is  added  a  Chapter  on  Distilla- 
tion, describing  the  process  in  operation  at  the  Custom-Hcnisc  for 
aacertaining  the  Strength  of  Winei.   By  James  B.  Kkene,  of  H.  M. 
Custom*.   8vo.  $t,co 

KELLEY.— Speeclna,  AddraMM,  and  Lctlera  on  Industrial  and 
Financial  Qneationa : 
^  Hox.  William  D.  Kki.lev,  M.  C.    544  pages,  8ro.  .  fa.50 

KBLLOGG.— A  New  Monetary  Syatem  : 
The  only  means  of  Securing  the  reniective  Rights  of  Labor  and 
Proi>erty,  and  of  Protecting  the  Public  from  Finandal  Revulnons. 
By  Edward  Keii  ocg.  Revised  from  his  work  on  "  I^bor  and 
other  Capital."  With  numerous  additions  from  his  manuscript 
Edited  hf  Mart  Killocxs  Potimm.  FUUi  edMoa.  To  wUdi  1p 
a  ided  a  Biographical  Sketch  of  the  Author.  One  volume,  lamo. 

Paper  cover  ,      .      •      •  $ix>0 

Bound  in  cloth  •       f  .^5 

XBMLO.— Watch-Repairer's  Hand-Book: 
Being  a  Complete  Guide  to  the  Young  Beginner,  in  Taking  Apart, 
Putting  Together,  and  Thoroughly  Cleaning  the  English  Lever  and 
other  yoreign  Watches,  and  all  American  Watches.    By  F.  KF-MId. 
Wacticai  Watchmaker.    With  Illustrations,    nnux         .  $12$ 
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KBNTI8H.— A  Treatise  on  a  Box  of  Instruments, 

And  the  Slide  Kuie ;  with  the  Theory  of  Trigonometry  snd  Logs 
rithms,  including  Practical  Geomeiry,  Surveying,  Measuring  of  Tim 
ber.  Cask  and  Malt  (jauging,  Heights,  and  DiHanoes.   By  Thoma' 
Kkntish.    In  ime  volume.    i2mo,         •      •      •      .  $ljoc 
I  BRL.— The  Assayer's  Manual: 

An  Ahrid^'cd  Trraiise  on  the  iXocimastic  Examination  of  Ores,  SOd 
Furnace  ntui  niher  Artihciil  IVoducts.  By  llRUNO  K£RL,  Professor 
in  the  R<»val  Schtml  of  Mines.  Translated  from  the  German  1>y 
Wii.i.iAM  T.  Hkannt.  Second  Americnn  edition,  edited  with  f  x 
ten»ive  Additions  by  F.  Lynwooo  Garrison.  Member  of  the 
American  Institute  oi  Mining  Engineeis,  etc  lUiHtnted  by  87  en> 
gravinj;-;.  8v..  

KICK.— Flour  Manufacture. 
A  Treatiw  on  Milling  Sdetice  and  Pracdee.   By  Frkdkrtck  KtcR 

linjK-rinl  Rci;ierun^>-r.ith,  Pr  .,fcs>or  of  Mechanical  Technn'oi^v  \n  ilu 
«'mi>erial  Cerman  I'olytechnic  Institute,  I*r.igue.  Transl.-itcd  from 
the  second  enlarged  and  revised  edition  with  supplement  hf  H.  H. 
P.  Powi.F-S,  Avsoc.  Mcmb  In.stitution  of  Civil  Engineers.  Illustrated 
with  2&  PlaK'S,  and  167  Wood-cuts.  367  pages.  8vo.  .  |lox>0 
XINOZBTT.—Tlit  History,  Pioductt,  and  Procwwa  of  tha 
Alkali  Trade : 

Including  the  most  Recent  Improvements.   By  Charles  THOMAk 
KiNoasnT.  Consulting  Chemist.  With  93  illmtradeu.  9fo.  #3.51 
LANDRIN.— A  Treatise  on  Steel : 
Comprising  its  Theory,  MeuUurgy.  Properties,  Practical  Working, 
and  Use.   By  M.  H.  C.  IJiNDaiN,  Ja.   From  the  FVench.  by  A.  A. 

l-  KSnt  l  V.     I2mo  $2.$0 

LANGBEIN  — A  Complete  Treatiaa  on  the  Electro-Deposi 

tion  of  Metals : 

•  Oimprising  Electro- Plating  and  Gnlv.inoplaitic  Operations,  the  De- 

position of  Metals  by  the  Contact  and  Immersion  Processes,  the  Color- 
ing of  Metals,  the  Methods  of  Grindini;  and  Polishing,  as  well  as 
Descriptions  of  the  Elfcmc  Flcmcn  s.  I  Hnamo-EIeciric  Machines, 
Thermo- Piles  and  of  the  Materials  and  Processes  used  in  Every  De- 
partment of  the  Art.  From  the  German  of  Da.  Gborge  Langbein. 
with  .idditions  by  Wm.  T.  Brannt.  Third  Edition,  thoroughly  re 
vised  and  much  enlarged.    150  EngravingSi.   5aopages.  8to. 

X«AfUDNER.— The  Steam-Bngine : 

For  the  Use  of  Beginners.    lUostnited.    lamo.  •      •      •  75 

LEHNER  — The  Manufacture  of  Ink: 
Comprising  the  Raw  Materials,  and  the  Preparation  «f  Writing, 
Copying  and  Hekto^^raph  Inks,  Safety  Inks,  Ink  Bxtrscta  and  Bnwm 
ders,  etc.    Trnnslntd  from  the  German  of  SiGMUND  LlMMBa,  with 
additions  by  Wiluam  T.  Brannt.   lUostrsted.    lama  $2J»* 
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LARKIN. — The  Pracncml  Brass  and  Iron  Pounder's  Ooidst 

A  Concise  Treatise  on  Bmss  Foundinp,  Moulding,  the  Metals  sad 
their  Alloys,  etc. ;  to  which  arc  added  Recent  Improvements  in  tlM 
IfsnaractUie  of  Iron,  Steel  by  the  Bessemer  Process,  etc,  CIC.  9f 
Jamf^  Larkin,  l;\te  Conductor  of  the  Brass  Foundry  Department  is 
Keany,  Neatie  &.  Co.'s  Penn  Works,  Philadelphia.  New  edition, 
feviwd»  with  exteoiive  sddiiioos.   laara,       •  • 

LBROUX.— A  Practical    Treatise  OB  tiM  IfanuCKlaTO  Of 

Worsteds  and  Carded  Yams: 
Gmiprising  Practical  Mechanics,  with  Rules  and  Calculations  applied 
to  Spinning;  Sorting,  Cleaning,  and  Scouring  Wools;  the  English 
and  French  Methods  of  Combing,  Drawing,  and  Spinning  Worsteds, 
and  Manttfacturing  Carded  Yams.  Translated  finom  die  l^ch  of 
Charles  T.kroux,  Mechanical  Engineer  and  Superintendent  of  a 
Spinning-Mill,  by  HoRATio  Paine,  M.  D.,  and  A.  A.  Fesquet, 
Chemist  and  Engineer.  Illiiatrated  hf  twelve  large  Pfatea.  To  which 
issdded  an  Appendix,  containing  Extracts  from  the  Reports  of  the 
International  fury,  and  of  the  Artisans  selected  by  the  Commtttea 

.  sppointed  by  the  Council  of  the  Society  of  Alts*  Loiidon,  on  WMen 
snd  Worsted  Machinery  and  Fabrics,  as  exMbited  in  the  Paris  UnU 
rersal  Exposition,  1867.  8vo.  ^5.0S 

LEPFEL. — The  Construction  of  Mill-Dams : 

Comprising  also  the  Building  of  Race  and  Re-iervoir  EmbankmentJ 
snd  Head-Gates,  the  Measurement  of  Streams,  Gauging  of  Water 
Supply,  etc  By  James  Lbppbl  ft  Ca  Dlustmed  hy  58  cagravings. 
8vo.  94*50 

IA8LIB. — Complete  Cookery: 
Directions  for  Cookery  in  its  Various  Branches.    By  Miss  Leslis. 
Sixtieth  thousand.    Thoroughly  revised,  with  the  addition  of  New 
Receipts.    lamo  |i'5o 

LB  VAN. — Tho  Btesra  Engine  and  the  Indiestert 

Their  Origin  and  Progressive  Development ;  including  the  Mo5t 
Recent  Examples  of  Sit-am  and  Gas  Motors,  together  with  the  Indi- 
cator, its  Principles,  its  Utility,  and  its  Application.    By  William 
Barnkt  Le  Van.    Illustrated  by  205  Engravings,  chiefly  of  Indi 
cator- Cards.    469  pp.    8vo.    ......  ^-oo 

LIEBBIL— Assiqrvt's  QfMm : 

Or,  Practical  Directions  to  Assayers,  Miners,  and  Smelters,  for  the 
Tests  and  A&says,  by  Heat  and  by  Wet  Trocesses,  (or  the  Ores  of  all 
the  principal  Metals,  of  Gold  sad  Sihrer  Ombs  snd  Alloys,  snd  of 
Coal,  etc.  By  OscAR  M.  LiKBBB.  Revised.  38^  pp.  lamo.  $1,^0 
I.ockwood'8  Dictionsry  of  Terms : 
Used  in  the  Practice  of  Mechanical  Engineering,  embracing  those 
Current  in  the  Drawing  Office,  Pattern  Shop,  Foundry,  Fitting,  Turn- 
jng.  Smith's  and  Boiler  Shops,  etc.»  etc,  comprising  upwards  of  Sii^ 
TboBsand  Definitions.  Edited  by s  Fokbsb  Mem  Ifsker,  sndiar 
*r'**FMtemMskiiig."  4l7ppii  liao.  $$Je9 
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LUKIN.— Amongat 
Embracing  DcKripUoiw  of  the  vanem  MedMnial  AppUancen  oMd 
fa  the  Maimfamrufe  of  Wood,  M<lil,  and  qUiar  SatwUncat.  izmo. 

What  They  Did,  Mkd  How  TlMjr  Did  lU  Whh     plaiw.  i8ma 

^(•75 

LUKIII.^Tho  Youar  Mechanic  t 

Practical  Cnrpcntiy.    Con'.iimiig  Directions  for  the  Use  of  all  kind', 
af  Tools,  and  for  Construction  of  Sieain-£n£ines  and  Mechanica> 
Modeb,  indnding  the  Art  of  Turning  in  Woodand  Meial.  By  John 
LuKiN,  Author  of  ■'Tha  Lathe  and  lis  Utet,"  etc.  lUustr.ucti 
i2ino   .  ^1.75 

MAIN  and  BROWN.^QueatioiM  on  Subjects  Conaactad  with 
the  Marine  Steam-Engine : 
And  Examination  Papen*;  with  Hints  for  their  Solution.  By 
Thomas  J.  Maim,  Professor  of  Mathematics,  Royal  Vaval  College, 
and  TiiDM  As  r.KoWN,  Chief  Engineer,  R.  N.    r  21110  ,  cluth  .  ^IjOO 

MAIN  and  BROWN. — The  Indicator  and  Dynamometer: 
With  their  Practical  Applications  to  the  Steam-Engtne.   Bf  Tnoitta 
T.  Main,  M.  A.  F.  R.,  Ass't  S.  Prufosor  Royal  Naval  College, 
Porisroouih,  and  Thumas  bauWN,  Assoc.  Inst.  C.  K.,  Chief  Eiigincei 
R.  N.,  aiiaehed  to  (he  R.  N.  College.    Illut4raied.    8vu.  . 

•IAIN  and  BROWN.— The  Marine  Steam-Engine. 

By  Thomas  J.  Main,  F.  k.  Ass't  t>.  Mathematical  I'rufessor  nt  ihc 
Royal  N.ival  College,  Portsmouth,  and  Thomas  BroWN,  A-^soc. 
Inst.  C.  F..  rhicf  Fn<,'iiut  r  R.  X.  Attached  to  the  Royal  Naval 
College.    With  nunieiuus  lUuNtiaiions.  8vo. 

MAKIN8.— A  Manual  of  Metallurgy: 

lU  (Ikokck  1  I<h;ak  I II  Makins.  100  engravings,  SeOOnd  edili<»n 
rewritten  ami  much  cnl.irj^cil.     I2mo.,  592  pajjes     .  . 

MARTIN.— Screw-Cutting  Tables,  for  the  Use  of  Mechanica> 
*     Bngineera : 

Showing  ihc  Prf>per  Arrnngement  of  Wheels  for  Cuttinfj  the  Threads 
of  Screws  of  any  Re^uireU  Pitch;  with  a  Table  for  Making  the  Uni* 
verbal  Gas>Pipe  Thread  and  TiqM.  Bf  W.  A.  Martin,  Engineer. 

8vo.   10 

B/UCHBLL.— Mine  Drainage: 
Being  a  Complete  and  Practical  Treatiae  on  INrect-Acting  Undflb 
ground  Steam  Pumpmi;  Machinenr'.  Wiih  a  Description  of  a  largs 
number  of  the  best  known  Eaj^iucs.  tlu-ir  General  Utility  and  the 
Special  Sphere  of  their  Action,  the  Mode  of  their  Application,  aai 
their  Merits  compared  with  other  Pumping  Machinery.  By  STEPHEN 
MlCHELI^  IlluMrated  by  137  engravings.  8vu.,  277  pages  .  ^b.oo 

MOLB8WORTH.— Poeket-Booh  of  Uaefnl  Pormute  and 

Memoranda  for  Civil  and  Mechanical  Engineers. 
By  Guilford  L.  Molesworth,  Member  uf  the  Inuitutioa  of  Civil 
Eog^eer*,  Chief  Resident  Engineer  of  the  Ceylon  Railwagr*  Fall- 
~  in  Pocket-book  form  $tJ90 
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MOORB.^TiM  Uoivtnal  AMistant  and  the  Comptot* 

Containing  over  one  million  Industrial  Facts,  Calculations,  ReceipU^ 
Processes,  Trades  Secrets,  Rules,  Business  Forms,  Legal  Items,  Fag^ 
in  every  occupation,  from  the  Household  to  the  Manolactory.  By 
R.  M(K>RE.    Illustrated  by  500  Engravings,    lamo.  ^2,50 

MORRIS. — Easy  Rules  for  the  Measurement  of  Earthworks: 
By  means  of  the  Prisrooidal  Formula.  Illustrated  with  Nuroenoi 
Wood-Cuts,  Problems,  and  Examples,  and  concluded  by  an  Exten* 
stve  Table  for  finding  ihe  Sydidiiy  in  cubic  yards  from  Mean  Areas. 
The  whole  being  adapted  for  convenient  use  by  Engineers,  Surveyori^ 
CoBtractoTs,  nnd  others  needing  Correct  Measurements  of  Earthwork. 
Bf  Elwood  Mure  is,  C.  E.    8vo  I1.50 

MAUCH LINE.— The  Mine  Foreman's  Hand-Book 

Of  Practical  anJ  Theoretical  I-.formation  on  the  Opening,  Venti- 
lating, and  Working  of  Oillierics.  Questions  and  Answers  on  Prac- 
tical and  Theoretical  Coal  Mining.  Designed  to  Assist  Students  and 
Others  in  Pa>>sing  Kx.iminations  for  Mine  Foremanships.  By 
RuBERT  Mauchli.ne,  Ex-Inspector  of  Mhics.  A  New,  Revised  and 
Enlarged  Edition.    Uostnled  by  114  ea^vin^    8vo.  337 

P*g«  #3-75 

NAPIER.— A  Ssrstem  of  Chemistry  Applied  to  Dyeing. 
By  James  Napier,  F.  C.  S.  A  New  and  Thoroughly  Revised  Edl* 
tion.  Completely  brought  up  to  the  r>rescnt  state  of  the  Science, 
including  the  Chemistry  of  Coal  Tar  Colors,  by  A.  A.  Fh.sQtJET, 
ChemisI  and  Ei^neer.  With  an  Appendix  on  Dyeing  and  Ca)ica 
Printing,  as  shown  at  the  Universal  Exposition,  Paris,  1867.  Illus- 
trated. 8vo.  422  pa^es  $3.00 

NEVILLE.— Hydraulic  Tables,  Coefficients,  and  PormuUe,  fot 
finding  the  Discharge  of  Water  ftom  Orifices,  NotdM% 
Weirs,  Pipes,  and  Rivers : 
Thirst  Ivhtion,  with  Additions,  consisting  of  New  Formtilae  for  the 
Discharge  from  Tidal  and  Flood  Sluices  and  Siphons;  general  infor< 
nation  on  Rainfall,  Catchment-Basins,  Drainage,  Sewerage,  Water 
Supply  for  Towns  and  Mill  Power.  By  loHN  NEVtLLK,  C.  R.  M  R 
I.  A. ;  Fellow  of  the  Rojral  Geological  Society  of  Ireland.  Thick, 

l3mo   15.50 

■BWBERY.~01eanisi(t  from  Omancatal  Art  of  avaiy 

Drawn  from  Examples  in  the  British,  Sontii  Kensington,  Indian, 

Crysuil  r.ilace,  and  other  Muscuiiis,  the  Exhibitions  of  1851  and 
1863,  and  the  best  English  and  Foreign  works.    In  a  series  of  lOQ 
exquisitely  drawn  Plates,  contsining  many  handred  examples. 
Robert  Nf.whkry.  4to.  I12.50 

NICHOLLS.  -The  Theoretical  and  PMctical  BoUn^ilaktrsntf 

Engineer's  Reference  Book: 
Containing  a  variety  of  Useiul  InfoniMtion  for  Employers  of  Labor 
FofCBMa  and  Wurluna  Boiler-Makeis,  Ucm,  Copper,  and  TfaMmiths 
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Oraoghtsmen,  En^jineers,  the  General  Steam-using  Public,  and  for  th« 
UiC  of  Science  Schools  and  Classes.  By  Samuel  NicholLS.  U1ii» 
trated  bv  sixteen  plaics,  i2mo.  .....  f3>9B 

NICHOLSON.— A  Manual  of  the  Art  of  Bookbinding: 
Containing;;  full  instructions  in  the  different  Branches  of  Forwardii^ 
GUittng.  and  Finbhing.    Also,  the  Art  uf  Marbling  Book-edget  and 
Paper.    By  James  B.  Nicholson.    lUiutnUed.  l3ino.,  cloth  $2,Z$ 

NICOLLS.— The  RaUway  Buildert 
A  Hand-Book  for  Estimating  the  Probable  Cost  of  American  Rail* 
waj  Construction  and  Equipment    By  WiLLiAM  J.  NiCOLLS,  CivA 
Eni^ineer.  Illustrated,  full  bound,  pocket-book  form 
iNORMANDY^Hm  CoanMretal  Handbook  of  Ch^mteal  Ab» 
•lysU: 

Or  Practical  Tnstractions  for  the  Determination  of  file  Tntrinde  ol 
Commercial  Value  of  Substances  u"»ed  in  Manufactures,  in  Trades, 
and  in  the  Arts.  By  A.  Normandy.  New  Edition,  Enlarged,  and 
to  a  great  extent  rewritten.    By  Henrt  M.  Noad,  Ph.D.,  F.R.S., 

thick  i2mo.      .   I5  00 

NORRI8.— A  Handbook  fct  Locomotive  Bnginem  and  Ma. 
ehiniatt; 

Comprising  the  Proportions  nm!  Calculations  for  Constructing  Tx)CO- 
motives;  Manner  of  Setting  Valves;  Tables  cf  Squares,  Cubes,  Areas^ 
ftc*  etc.  Bjr  SBrmnn  Noitais,  If.  E.  New  edition,  llliutnted, 
tmo  

NWTROM.— A  New  Treatise  on  Elements  of  Mechanics : 
Brtablishtng  Strict  Precision  in  the  Meaning  of  I)ynainical  Temxt 
r>cconr>panied  with  an  Ap]>endix    n  Duodcn  il  Arithmetic  anc!  Me 
trology.    By  John  W.  Nystrom,  C.  E.    Illustrated.   8vo.  ^3.00 

NVSTROM.— On  Technologieal  BdoeatioD  and  Ihm  Oomtmc- 
tion  of  Ships  and  Screw  Propellers : 
For  Naval  and  Marine  Engineers.    By  JOHN  W.  NystrOM,  iatt 
Acting  Chief  Engineer,  U.  S.  N.  Second  edition,  revised,  with  addl* 
tional  matter.    Illustratcf!  by  seven  engravinjjs     121110.  $t»2$ 

O'NEILL. — A  Dictionary  of  Dyeing  and  Calico  Printing : 
Containing  a  brief  accottnt  of  all  the  Sttbstancet  and  Proeesses  ta 
use  in  the  Art  of  Dyeing  and  Printing  Textile  Kalirics  ;  with  Practical 
Receipts  and  Scientitic  Infonnatiun.  By  Charles  O'Neill,  Analy- 
tical Chemist  To  which  is  added  an  Essay  on  Coal  Tar  Colon  and 
their  application  to  Dyeing  and  Calico  Printing.  By  A.  A.  Fesqitkt, 
Chemi«t  and  Engineer.  With  an  appendix  on  Dyeing  and  Calic> 
rrintiag,  as  shown  at  the  Univensl  cxposkion,  Tuh,  1867-  8vo., 
491  pages  t^JOO 

ORTON.— Underground  Treasures*. 

ilow  and  Where  to  Fnid  Them.  A  Key  for  the  Ready  DeterrainatioO 
of  all  the  Useful  Minerals  within  the  United  States.  By  James 
OkTON,  A.M.,  Late  Professor  of  Natural  History  in  Vassar  College, 
H.  v.;  Cor.  Mem.  of  the  Academy  of  Natural  Sciences,  Philadelphia, 
and  of  the  Lyceum  of  Natural  History,  New  York ;  author  of  the 
**  Andes  and  the  Amazon."  etc.   A  New  Edition,  with  Additions. 

'^-"^  #«.S» 
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OSBORN.— The  Prospector's  Field  Book  and  Guide. 

In  the  Search  Fur  and  the  Easv  Determination  ot  Oie:>  and  Other 
VtM  Miocnb.  By  rroi  tl.  S.  Oshorn.  l.i..  D.  Illustrated  by  $8 
Engimvinsib   lanoL   liiird  Editiun.  Revised  aud  Ealuged(  1897). 

OSBORN—A  Pnctical  Mftnual  of  Minerals,  Mines  and  Min- 
ing: 

Comprising  the  Physical  I'roperties,  Geologic  Posiiiions,  Ix)cal  Occur- 
fence  and  Aasodaiiuns  of  the  UMful  Minerslss  their  HcthodM  of 

Chemical  Analysis  ami  Assay  ;  together  with  Various  Systems  of  Ex- 
cavating and  I  nnbering,  Hnck  and  Masonry  Woric,  dnriog  Driving, 
Lining,  Bracing  and  other  Operations,  etc.  By  FkoC  H.  S.  OnORN, 
LL.  !>.,  Author  of  "  The  Piospcctor's  Field-Boolc  and  GoUtt."  171 
engravings.    Second  EdtUuii,  revised.    8vo.    •       •       ,  ^4«iO 

OVrni  AN ^ttM  Mannftdaiv  of  8tMl : 

Containing  the  Practice  and  Principles  of  Working  and  Msldne  Steel. 
A  Handbook  for  Black-smiths  and  Workers  in  Steel  and  Iron,  Wagoo 
Mdceis,  Die  inkers.  Cutlers,  and  Manufacturers  of  Files  and  Hard> 

ware,  of  Sl<-el  niid   iron,  and  for  Men  of  Science  and  Art.  By 
Frkuerick  Overman,  Mining  Engineer,  Author  of  the  "  Manu- 
facture of  I>on,"  etc.    A  new,  enlarged,  and  revised  Edition.  By 
A.  A.  FF.SQL,fT,  Chemist  and  Fntyinecr     i2mo.       .  $1.50 
OVERMAN.  -The  Moulder's  and  Founder's  Pocket  Guide  : 
A  Treatise  or.  Moulding  and  Founding  in  Green-sand,  Dry  sand,  Lnam, 
and  Cement;  the  Moulding  of  Machine  Frames,  Mill-gear,  Hollow- 
ware,  Omamer»s,  Trinkets,  Bells,  and  Statues;  Dcscrj  tion  of  Moulds 
for  Iron,  BrMuc,  Brass,  and  other  Metals;  Plaster  of  Paris,  Sulphur. 
Wnx.ctc  ;  ihc  Construction  of  Melting  Furnaces,  tlie  Melting  and 
Founding  of  M«-tals  ;  the  Composition  of  Alloys  and  their  Nature, 
etc.,  etc.   By  Fkkdkrick  Overman,  M.  E.   A  nevir  Edition,  to 
which  is  added  a  Supplement  on  Statuary  and  Omamentnl  Moulding 
Ordnance,  Malleable  Iron  Castings,  etc.    B^  A.  A.  FesquET,  Chem- 
ist and  Engineer.    Illustrated  by  44  cngraTings.    i2mo.  .  $2.O0 
PAINTER,  GILDER,  AND  VARNISHER'S  COMPANION. 
Comprising  the  Matiutactuie  and  Test  of  Pigments,  the  Arts  of  Paint- 
ing, Graining,  Marbling.  Staininf*,  Sign>wrlting.  Varnishing,  Glass- 
Ftaininc^,  and  (iilding  on  Glnss  ;  |i>ncthcr  wuh  <"(ku]i  Painting  and 
Variii^limg,  and  tlie  Principles  ol  tiie  llarinony  and  Contrast  of 
Colors,    'rw  enly-seventh  Edition.    Revised,  Enlarged,  and  in  gieat 
part  Rewritten.     I5y  William  T.  Brannt,  Editor  of  "Varnishes. 
Lacquers,  I'rintmg  Inks  and  Sealmg  Waxes."    Illustrated.    395  pp. 
tamo.  ••>,>*....^iSo 
PALLETT  — The  Miller's,  Millwright's,  and  Engineer's  Guide. 
By  il£.\RY  Pallrtt.    Illnstraied.    i2mo.     .      .      .  ^2x10 
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FBRCY. — ^The  Manufacture  of  Rusaian  8hMt>IroiL 

Bjr  John  Percy,  M.  D.,  F.  R.S..  Lecturer  on  Metallargj  at  th« 
Roval  School  of  Mines,  and  to  The  Advance  Class  of  Artillery 
Officers  at  the  Royal  Artillery  Institution,  Woolwich ;  Author  U 
Metallurgy."  With  Illustrations.   8vo.,  paper     .      .  2$ttM. 

PBRKINS.— Oaa  and  Ventilation  : 
Practical  Treatise  on  Gas  and  Ventilation.    With  Special  Rclattot 
to  Illuminating,  Heating,  and  Cooking  l^  Gas.   Including  Sdentifia 
Helps  to  Engineer-students  and  others.   With  lUntfated  Diagrams. 
By  E.  E.  Perkins.   i2mo..  cloth  ^1.35 

PSRKINS  AND  8TOWB.— A  New  Ooide  to  Um  Sheet-lraa 
and  Boiler  Plate  Roller : 
Coataiaiag  a  Series  of  Tables  showing  the  Weight  of  Slabs  and  Piles 
to  Ptoduee  Boiler  Plates,  and  of  the  Weight  of  PHes  and  the  Sizes  of 
Bars  to  produce  Sheet-iron ;  the  'I  hickneis  of  the  Bar  Gaug* 
in  decimals ;  the  Weight  per  foot,  and  the  Thickness  on  the  Bar  or 
Vfire  Gauge  of  the  nactional  parts  of  an  inch;  the  Weight  per 
sheet,  and  the  Thickness  on  the  vVirc  Gauge  of  Sheet-iron  of  various 
dimensions  to  weigh  112  lbs.  per  bundle;  and  the  conversion  of 
Short  Weight  into.  Long  Weight,  and  Long  Wel^  into  Short. 
Brtimated  and  collected  by  G.  H.  PERKINS  and  J.  G.  StoWK.  |i.SO 

fOWELL-CHANCB— HARRIS.— The  Prindplee  of  Qlam 

Making. 

By  Harry  J.  Powell,  B.  A.  T<^elher  with  Treatises  on  Onnrn  and 
Sheet  Glass;  by  HsNRY  Chancje,  M.  A.  And  Plate  Glass,  by  H. 
G.  Harris,  Asso.  M.  Inst.  C.  E.   lUustiated  i8sm>.       .  $i.S9 

PROCTOR.— A  Pocket-Book  of  Uecfiil  Tabtet  md  Fiormiito 
for  Marine  Bngineera : 
By  Frank  Proctok.  Second  Edition,  Revised  and  Ealaifed* 
Full -bound  pocket-1)ook  form   ......  ^1.50 

RBQNAULT.— Blemente  of  Cbemiatiy: 
By  M.  V.  Rbgnault.  Translated  from  tne  TtenA  br  T.  FoeusT 
Betton,  M.  D.,  and  edited,  with  Notes,  by  James  C.  BOOTH,  Meltcr 
and  Rel^ner  U.  S.  Mint,  and  WlLUAM  L.  Faber,  Metallurgist  and 
Mining  Engineer.  Illiistintcd  fay  nearly  Toowood-engravit^  Gmi> 
prisin^T  nearly  1,500  pages.    In  two  VMvmce,  Svo^,  (Suth  .  #6uOO 

ftiCHARDS.— Aluminium : 
Its  History,  OecuneDoe,  Propertto,  Metallurgy  and  AppKestions, 
including  its  Alloys.    By  Joseph  W.  Richards,  A.  C,  Chemist  and 
Practical  Metallurgist,  Member  of  the  Deutsche  Chemische  Gesell- 
schaft.  IlhMt.  Third  mUtion,  enhnrged  and  levised  (1895)  .  |6.oo 

WFFAULT,  VERGNAUD,  and  TOUSSAIMT.— A  Practicnl 
Treatise  on  the  Manufacture  of  Colors  for  Painting : 
Conprisii^  the  Origin,  Definition,  and  Classification  of  Colors;  the 
Treatment  of  the  R;\w  Materials;  the  best  Formulae  and  the  Newest 
i'rocesscs  for  the  Preparation  of  every  description  of  ligment,  and 
the  Necessary  Apparattu  and  Directions  for  its  Use;  Dryers;  tha 
Testing.  Application,  and  Qualities  of  Paints,  etc.,  etc.  By  MM. 
RiFTAULT.  Vkronaud,  and  I'oussAiNT.    Revised  and  Edited  by  M. 
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v.  Malkpeyrk.  IVuislated  from  Ihc  French,  by  A.  A.  FcsQtxn^ 

la  one 


ChciDHC  and  Engineer.  Illtutntcd  fay  EigMjT  en^viagi.  la  one 
vol.,  8vo.,  659  pages  " 


■OPBiL— A  Catwhua«r  US^Pnman,  «r  Mc 
Steam -Engines : 
Inclading  the  Modelling,  Constructing,  and  Management  of  Steam- 
Ensinet  and  Steam  Boilera.  With  valuable  iUoatrations.  By  Str- 
PHEN  Roper,  Engineer.  Sixteenth  edition,  revised  and  enlarged. 
l8m<i.,  tucks,  gilt  edge  ^2.00 

ROPBR.— Biifiiieer**  Haady-Book! 

fjuntaining  a  full  Explanation  of  the  Steam -Ensjine  Indicator,  and  its 
Use  and  Advantages  to  Engineers  and  Steam  U&ers.  With  Formula* 
for  BsHmating  the  Fower  of  all  Claaies  of  Steaoi-Enginet;  abt*. 
Facts,  Figures,  Questions,  and  Tables  for  Engineers  who  wish  to 

auoliiy  themselves  for  the  United  States  Navy,  the  Revenue  Service, 
le  Mercantile  Marine,  or  to  take  chai|;e  of  the  Belter  Qaia  of  Sla> 
tionary  Steam-Engines.    Sixth  edition.    Idme..  690  pagM,  tucks, 

gilt  et^e  Ij'SO 

ROPBR.— Hand-Bo6lc  of  Land  and  Marine  Bnglnet ; 

Including  thr  Mudolling,  C  instructMn,  Running,  an  l  Management 
of  Lanr*  anil  Marme  Engines  and  Boilers.  With  il.'ustr&tinns.  Bf 
Stephen  Roper,  Engineer.  Sixth  edition.   tanM.,ti'cks,  gilt  edge. 

ROPER.— Hand-Book  of  the  Locomoiive : 
Including  the  ComtmcttoB  of  Engines  aad  Botlen,  and  theCoDitrac- 

ti  >  I,  Management,  and  Running  of  Locomotives.    Bf  Stlphbn 
RopBR.    Eicvcnih  edition.    1 8roo.,  tucks,  gilt  edge        .  |a.5e 
ROPBR. — ^Hand-Book  of  Modem  Btaam  Fire- Engines. 
With  illustrations.    My  STinflN  ROPEK,  ^ipnecr.   FoBith  edition. 
1 2mo.,  tucks,  gilt  edi;e     .......  Si-S/O 

ROPBR.^^QBe«tlons  aad  Anawara  fbr  Bofteeera. 

Thi-i  liille  hnok  contains  all  the  Questions  that  Engineers  will  be 
asked  when  undergniag  an  Examination  for  the  purpose  of  procuring 
Licemes,  and  they  are  no  plain  that  any  Engineer  or  Fireman  of  or- 
dinary intelligence  miy  commit  them  to  memory  in  a  iboct  tine..  By 
Stkphen  Roper,  En>.;inecr.    Thir<l  edition  .       .  $2XiO 

ftOPER.->-Uae  and  Abuse  of  the  Steam  Boiler. 
Dy  Stf.phf.n  Roi  i  r,  Engineer.    Eighth  edition,  with  iilustrations. 

iSmo.,  tucks,  g)l(  Ciige  $2,00 

ROSE.— The  Complete  Practical  Machinist : 

Embracing  Lathe  Work,  Vise  Work,  Drills  and  Drilling,  Tnps  and 
Dies,  Hardening  and  Tempering,  the  Making  and  Use  oi  Tools. 
Tool  Grindim;,  Marking  out  Work,  Machine  Tools,  etc.  By  Joshua 
l<'»sF..  Engravings.  Nineteenth  Edition. greatly  Ealaij^d  with 
.New  and  Valuable  Matter.    i2mo.,  504  pages.       .  , 

R08B.-- Mechanical  Drawing  Self- Taught : 

romprising  InRlnictions  in  the  Selection  and  Pre|>aration  of  Drawing 
Insiramenu,  Elemeniary  Instruction  in  Practical  Mechanical  Draw- 
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ing,  together  with  Examplet  in  Simple  Geometry  and  Elementarf 

Mechanism,  including  Screw  Threads,  Gear  Wheels,  Mechanical 
Motions,  Engines  and  Boilers.    By  Joshua  Rose,  M.  £.  Illustrated 
bjr}3i»aigm«iac*>  8vo-»  3>3  P>ges      ....  $4j09 
ROSE.— The  Slide- Valve  Practically  Explained: 

Embracing  simple  and  complete  Practical  Demonstrations  of  th. 
operation  of  each  element  in  a  Slide-valve  Movement,  and  illustrat* 
ing  the  eflfects  of  Variations  in  their  Proportions  by  examples  care- 
fttUy  selected  from  the  most  recent  and  successful  practice.  By 
Joshua  Rosi,  M.  B.  Illustrated  by  35  engravings  |i.oo 

ROSS. — ^The  Blowpipe  in  Chemistry,  MinenJofj  mudQcology: 

Containing  all  Known  Methcnis  of  Anhydrous  Analysis,  many  Work- 
ing Examples,  and  Instructions  for  Making  Apparatus.  Bj  LlKUT.- 
CoLONBL  W.  A.  Ross,  R.  A.,  F.  G.  S.    with  lao  IllnitnliMMk 

l2mo.  $MJn 

SH AW.— CivU  Architecture : 
Being  a  Complete  Theoretical  and  Practical  System  of  Building,  con- 
taining the  Fundamental  Principles  of  the  Art.  By  Edward  Shaw, 
Architect.  To  which  is  added  a  Treatise  on  Gothic  Architecture,  etc. 
By  Thomas  W.  SiLumAY  and  Giokob  M .  IUBOiMa»  Ardiitecis. 
The  whole  illustrated  by  io2  qosito  plales  findy cnpived  on  copper. 
Eleventh  edition     410.    .......  |6,oo 

8HUNK.— A  Practical  Treatiae  on  Railway  Curves  and  Loca- 
tion, fbr  Young  Enginem. 

By  W.  F.  Skunk,  C.  E.  i2mo.  f  ull  bound  pocket-book  Ibfro  |a.oo 

SLATER.— The  Manual  of  Colors  and  Dye  Wares. 

By  J.  W.  Slater.    i2mo  l3>oo 

8L.OAN.— Ameriean  Houms  ; 

A  variety  of  Orij^inal  Desif;-ns  for  Rural  Buildings.  Illustrated  by 

26  colored  engravings,  with  descriptive  references.  By  Hauxjwl 

Sloan,  Architect,  vvo.                   .     .  $tjoo 

8LOAN. — Homestead  Architecture : 

C<ntainl.:g  Forty  Designs  for  Villas,  Cottages,  and  Farm-houses,  witb 
K.siys  on  Style.  Construction,  Landscape  Gardening,  Furniture,  etc., 
etc.   !  llustrated  hy  upwards    aoo  engieaviqgs.  By  Saiioil  Slcmi^ 

.'\rchitect     8vo  ,  $$^00 

SLOAN  £.—Hooe  Ezperimecta  it»  Science. 
By  T.  CCoNOit  Slcanb,  E.  M.,  A.  M.,  Fh.  V>.  Illwlntod  by  91 

engravings.    i2mo.  ^1.00 

8MEATON.— Builder's  Pocktt-Companion : 

Containing  the  Elements  of  Buildini^,  Surveying,  and  Architecture} 
with  Practical  Rules  and  Instructions  coCMCled  fritil  tika  MAjMl. 
By  A.  C.  Smeaton,  Civil  Engineer,  etc.    i2mo.     ,      ,  75cts. 

SMITH.— A  Manual  of  PoUUcel  Bconomy. 
By  B.  FuiNi  Smith.  A  N«w  Edltion,towhidiii«dd«d  «  Ml 
Index.  I3B0.  ^.ts 
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SMITH.— Parks  and  Pleasure- Oroumds : 

Or  Practical  Notes  on  Country  Residences,  Villas,  Public  FmIcs,  aad 
Gardens.  By  Charles  U.  J.  Smith,  Landscape  Gafdeaer  and 
Garden  Architect,  etc.,  etc.    ismo.  ....  #2.oa 

SMITH.— The  Dyer's  Instructor : 
Compriiiiig  Practical  Instructions  in  the  Art  of  Dyeing  Silk,  Cotton^ 
Wool,  and  Worsted,  and  Woolen  Goods;  containing  nearly  8o(i 
Receipts.  To  which  is  added  a  Treatise  on  the  Art  of  Padding;  Antix 
the  Printing  of  Silk  Waqw,  Skeins,  and  Handkerchiefi,  and  tha 
various  Mordants  and  Cofors  for  the  diflerent  styles  of  sncfa  work. 
By  David  Smith,  Pattern  Dyer.    i2mo.  I1.50 

8MYTH.~A  Rudimeatniy  Treatise  on  Coal  and  Co«l-MiiUiic« 
Bv  WAKfttNOTOir  W.  Smvth,  M.  A.,  F.  R.  G.,  Pkwsidtnt  R.  G.  S. 
of  Cornwall.   Fifth  edition,  revised  and  oomicled.  With  iiumer- 
ous  illustrations.    I2mo.  .       .       .       .  .  $i-7S 

8NIVELY.— Tables  for  Systematic  Qualitative  Chemical  Anal« 
ysis. 

By  John  H.  Snivei.y,  Phr.  D,  8vo.  5i.oo 
8NI VELY. — The  Elemenu  of  Syatematic  Qualiutive  chemical 

A  HuS>£ok  for  Beginners.  Bf  J<mN  H.  SMnriLV,  Phr.  D.  i6mo. 

$2joa 

8TOKB8. — ^The  CabiDet-Mnker  and  Upholsterer'a  Companion  t 

Comprising  the  Art  of  Drawing,  as  applicable  to  Cabiin  t  Work  ; 
Veneering,  Inlaying,  and  Buhl- Work ;  the  Art  of  Dveiog  and  Stain- 
ing Wood,  Ivory,  Bone,  Tortoise-Shell,  ete.  Direetions  for  Lacker 
ing,  Japanning,  and  Vvnishing;  to  make  French  Polish,  Glues. 
Cements,  and  Composlo' ns ;  with  numerous  Receipts,  useful  to  work 
men  generally.  Br  SlOKis.  lilnstraled.  A  New  E£lM»,  witb 
an  Appendix  upor  .«nch  Polishing,  Staining^  Inilating,  Varnishing, 
etc  ,  etc.   i2mo  $t.tS 

BTRENGTH  AND  OTHER  PROPERTIES  OF  METALS; 
RcfKjrb  of  Experiments  on  the  Strength  and  other  Propertici*  of 
Metals  for  Cannon.  With  a  Description  of  the  Machines  for  Testing 
Metals,  and  of  the  Classification  of  Cannon  in  service.  By  Officers 
of  the  Ordnance  Department,  U.  S.  Army.  By  authority  of  the  Secre> 
tary  of  War.    Ulusuated  by  25  large  steel  plates.  Quarto  .  #5.00 

SULLIVAN.— Protection  to  Native  Industry. 
By  Sir  Edward  Sullivam,  Baronet,  anther  of  **Ten  Gbapters  en 
Social  Reforms."   8vo.  ^1.00 

BULZ.— A  Tteatisa  on  Baveragea  t 

Or  the  Complete  Practical  Bottler.    Full  instructions  for  Laboratory 
Work,. with  Original  Practical  Recipes  for  all  kinds  of  Carbonate} 
Drinln,  Minerd  Waters,  Flavoriain,  Eattract^  Sympc,  ale.  By 
Chas.  Herman  Sulz,  Tcchmcal  Cheiclst  aaA  ftecacal  Bottler 
Ulostrated  bar  42S  Eag^na^        }^  Aivo      •     •  ^laoo 
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SYMB.— OotliBM  of  •n  Industrial  Science^ 
By  David  Svmk.   lamo.  ...  $9X% 

TABLES    SHOWING    THE    WEIGHT    OF  ROUMOb 
SQUARE,  AND  FLAT  BAR  IRON,  8TBBI*,  BTC, 
Bjr  Mewarement.   Cloth   63 

TAYLOR.  — Statistics  of  Coal: 

Including  Mineral  Bituminous  Substances  employed  in  Arts  and 
Hami&MSttiret;  with  their  Geographical,  Geological,  and  Coounercial 
Diltrifalltion  and  Amount  of  Proiluction  and  Ccinsumptinn  on  the 
ABcricaa  Continent.  With  Incidental  Statistics  of  the  Iron  Manu- 
botaic.  B]rR.CTAYL(HU  Second  «dkioa,  rented  by S.S.Hau»» 
MAM.  niutnled  bf  five  Maps  and  nuny  wood  engravings  Svo.. 
doth  $^joo 

TBMPLBTON.— Tho  Practical  Bwmrfnator  9a  8lMm  and  the 
Steam -Engine: 
With  kistructive  References  relative  thereto,  arranged  for  the  Use  of 
Engineers,  Stttdenlf,  and  oChen.   By  William  Timplstok.  En. 
ginecr.    i2mo.  Il.oo 

IHAUSINO.— The  Theory  and  Practice  of  the  Preparation  of 
Malt  and  the  Fabrication  of  Beer: 
With  e-«[>eci.il  refercncf  tn  the  Vienna  Process  of  Brewing.  Elab- 
orated from  personal  experience  by  Juuus  £.  ThauSIKG,  Professor 
al  the  School  f«r  Breweis,  and  at  the  Agricvltml  Imtitttte,  MMling, 
near  Vienna.  Translated  frnm  the  German  by  William  T.  Branvt, 
Thoroughly  and  elaborately  edited,  with  much  American  inatier,  and 
■ceonling  to  the  latest  and  moot  Sdentific  Piactioe,  hy  A.  ScNWAmz 
A  1(1  Dr.  a.  II.  Bavkr.   lilnatraied  by  140  Engraving^.   8vo.,  815 

lu^r*^       ..........  ^10.00 

THOMAS.— The  Modem  Practice  of  Photography: 

I!v  k  \V  TuoMxs  K.  C  .S.    8vo.  ....  25 

THOMPSON.— Political  Economy.  With  Especial  Reference 
•o  the  Industrial  Hiatory  of  Nations : 

By  RoiiVKT  K  TiiDMrsoN,  M.  A.,  Profes>or  of  Social  Science  in  the 

University  "f  I't-nnsylvinia.  I2mii.  ....  fl>50 
THOMSON.— Freight  Charges  Calculator: 

By  A.NDKKW  Thomson.  Fn  ipht  .Vf^ent.    34nK>.       .       .  #141$ 

TURNER'S  CTHE)  COMPANION  : 
Containing  ItatmcMas  la  Coooentric,  Elhptic,  and  Eeccniric  Tarn, 
i-ig;  also  various  Plates  of  Chucks,  To'ils.  and  Instruments;  and 
Directions  for  using  the  Eccentric  Cutter,  Drill,  Vertical  Cattcfp  and 
Circular  Rest;  with  Psttems  and  Inatructions  for  wording  thean 
l2mo  $1.00 

TURNING:  Specimens  of  Fancy  Turning  Executed  on  the 
Haad  or  Foot-Latha : 

With  (ieometric,  Oval,  and  Eccentric  Chucks,  and  Elliptical  Cutting 
Frame.  By  an  Amateur.  Illustrated  by  30  exquisite  Photograplis. 
4to.  $2.50 
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VAILB^Oalvanixed-Iron  Cornice- Worker'*  Manual: 
Containing  Instructions  in  Laying  out  the  Different  Mitres,  and 
Makiqg  PMerns  for  all  kinds  of  Plain  and  Circular  Work.  Also. 
Tablet  of  Weights,  Areas  and  Circumferences  of  Circles,  and  other 
Matter  calculated  to  Benefit  the  Trade.  Bjr  OSABLB  A.  Vailb. 
lUttstrated  by  twenty  one  plates.   4to  #5^00 

yiLLB.— On  Artifieial  Manures : 
Their  CticnMcal  Selection  and  Scientific  ApplicatioB  to  Apienltme. 

A  series  of  Lectures  given  at  the  Experimental  Farm  at  Vincennes, 
during  1 867  and  1874-75.  By  M.  Georges  Villb.  Translated  and 
Edited  bjr  Wiluam  Otooxn,  P.  R.  S.  lUiittnited  hf  flrfity-one 

engravings.  8vo.,  450  pages  ■       .       .       •       .  $6jOO 

VILLE.— The  School  of  Chemical  Mnnuient 
Or,  Elementary  Principles  fit  the  Use  of  Fertilising  Agents.  From 
the  French  of  M.  Geo.  Ville,  by  A.  A.  FkMIDBT,  ChoiMil  and  En- 
gineer.   With  Illustrations.    i2mo.         .       .       .       .  {1.25 

VOQDES.— The  ArchitArt'a  and  Builder's  Pocket- Companion 
and  Price-Book : 

Consisting  of  a  Shoit  but  Comprehensive  Epitome  of  Decimals,  Duo- 
decimals, Geometry  and  Mensuration ;  with  Tables  of  United  States 
Measures,  Sizes,  Weights,  Strengths,  etc.,  of  Iron,  Wood,  Stone, 
Tirick,  Cement  and  Concretes,  Quantities  of  Materials  in  given  Sizes 
and  Dimensions  of  Wood,  Brick  and  Stone;  and  full  and  complete 
Bills  of  Prices  for  Carpenter's  Work  and  Painting;  also,  Rules  for 
Computing  and  Valuing  Brick  and  Brick  Work,  Stone  Work,  Paint* 
Ing,  Plastering,  with  a  Vocabulary  of  Technical  Terms,  etc.  By 
Fkank  W.  Vogdes,  Architect,  Indianapolis,  Ind.  Enlarged,  revised, 
and  corrected.    In  one  volume,  368  pages,  ittU«boand,  pocket-book 

form,  gilt  edges  |a.00 

Cloth  ......      •  1^5^ 

VAN  CLEVE — The  English  and  American  Mechanic  1 
Comprising  a  CoHection  of  Over  Three  Thousand  Receipts,  Rales, 
and  Tables,  designed  for  the  Use  of  every  Mechanic  and  Manufac* 
turer.  By  B.  Frank  Va.s  Cleve.  Illustrated.  500  pp.  i2mo.  ^.00 

WAHN8CHAFFB.— A  Qnide  to  the  Scientiac  Eaaminatioa 
of  SoOei 

Comprising  Select  Methods  of  Mechanical  and  Chemical  Analyiai 
and  Physical  Inve^intioii.  Translated  from  the  German  of  Dr.  F« 
WAMmcHAm.  with  addiliaiie  bf  Wiluam  T.  BKAmrr.  nine* 
miedby  sseagmrlags.  imo.  •  #i*SB 

WALL.— Practical  Graining: 

With  Descriptions  of  Colors  Employed  and  Tools  Used.  Illastrsted 
bf  47  Colored  Plates,  Representing  the  Various  Woods  Jhtd  k 
Interior  Finishing.  By  William  E.  Wall.  £vo.      .  ffcjo 

WALTON.— Coal-Mining  Described  and  Illustrated : 
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WARE.— The  Sug^ar  Beet 
Ibidnding  a  History  of  the  B«et  Sugar  Indiutiy  in  Europe,  Varieto 

of  the  Sugar  Beet,  F.xamination,  Soils,  Tillage,  Seeds  and  Sowing 
Yield  and  Cost  of  Cultivation,  Harvesting,  Transportation,  Q>nserv» 
tion,  Feeding  (Qualities  of  the  Beet  and  m  the  Pnlp»  etc.  By  LkwW 
S.  Wari,  C.  Ei,  M.  £.  lUuitrated  bf  vimty  eqgmviagy.  8vo. 


WARN.— The  Sheet-MeUl  Worker's  Instructor: 

For  Zinc,  Sheet-Iron,  Copper,  and  Tin-Plate  Workers,  etc.  Contain* 
ing  a  selection  of  Geometrical  Problems ;  also.  Practical  and  Simple 
Rules  for  Describing  the  various  Patterns  required  in  the  diflerenl 
branches  of  the  above  Trades.  By  Reuben  H.  Warn,  Practical 
Tin-Plate  Worker.  To  which  is  added  an  Appendix,  containin|( 
Instructions  for  Boiler-Making,  Mensuration  of  Svrfsoes  and  Solids, 
Rules  for  Calculating  the  Weights  of  different  Figures  of  Iron  and 
Steel,  Tables  of  the  Weighu  of  Iron,  Steel,  etc.  Illustrated  by  thir^ 
two  Ptolet  and  thifly*Mvcii  Wood  Eagraviiifk  8fO.  $y» 

WARNER.— New  Theoremi,  TabiM,  and  Diagrams,  fisr  th» 

Computation  of  Earth-work : 

Designed  for  the  use  of  Engineers  in  Preliminary  and  Final  Estimates 
of  Snidents  in  Engmeerins*  and  of  Comnctms  and  other  non«profetl^ 

sional  Computers.  In  two  parts,  with  an  Appendix.  Part  I.  A  Pn^ 
tical  Treatise ;  I'art  H.  A  Theoretical  Treatise,  and  the  Appendix, 
Containing  Notes  to  the  Rules  and  Examples  of  Part  I.;  ExplttM^ 

lions  of  tTir  Construction  of  Scales,  Tables,  and  Diagrams,  and  % 
Treatise  upon  Equivalent  Square  Bases  and  Equivalent  Level  Heights. 
The  whme  Olostrated  by  numerous  ori|>nnal  engravings,  comprising, 
expl.itiatory  cuts  for  Definitions  and  Prohlcms,  Stereometric  Scales 
and  Diagrams,  and  a  scries  of  Lithogr.iphic  Drawings  from  Models  i 
Showing  all  the  (  i  nil  inations  of  Solid  Forms  which  occur  in  Railroad 


and  Mechanical  Engineer.  Illustrated  by  14  Plates.  A  new,  revised 
«ad  improved  editioo.  Svo  IfjOC 

WATSON.— A  Mainul  of  tlw  Hand-LMte  t 

Comprising  Concise  Directions  for  Working  Metals  of  all  kinds,. 
Ivory,  Bone  and  Precious  Woods;  Dyeing,  Coloring,  and  Frendi 
PoliMing;  Inhiying  by  Veneers,  ud  various  methods  practised  to 
produce  Elaborate  work  with  Dispatch,  and  at  Small  Exf)ens<,  By 
Egbert  P.  Watson,  Author  of  "  The  Modem  Practice  of  America» 
;  M*ehinisti  and  Eiifl^neen.'*  lUiMlnted  bf  78  engnvfaici.  $i,SI^ 

WATSON.— TiM  ModMn  Praetieo  of  Amerieaii  Ma^iBtols  «a« 

Engineers 

Including  the  Construction,  Application,  ud  Use  of  Drills,  Lat^is 
Tools,  Cutteis  for  Boring  Cylinders,  and  Ha11ow«woric  generally ,  with 
the  most  Economical  Speed  for  the  same  ;  the  Results  verified  by. 
Afitwd  Pnctioe  at  the  Lathe,  the  Vise,  and  on  the  Floor.  Togethd 


Excavations  and  Kmbankments. 
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« ith  Workshop  Management,  Eooaony  of  Manufacture,  the  StSMB 
Kiigine,  Boilers.  Gears,  iJclimg,  etc.,  elc.    Hy  EGBERT  P.  WatsON. 
1  ilustra'cd  l>y  eighty-six  ciigiav nigs.     i2mo.     .        .        .  $2'SQ 
WATT.— The  Art  of  Soap  Making  : 

A  Practical  Hand-Book  ol  the  Manufacture  of  Hard  and  ^>oft  Sonjis, 
Tuilet  Soaps,  etc.  Filth  Edition,  Revised,  to  which  is  added  an 
Appendix  on  Moileni  Candle  Making.   By  AUKAMOlft  Watt. 

111.     l2tUO   $3.00 

VTBATHBRLY.— Treatise  on  the  Art  of  Boiling  Sugar,  Crys- 
tallising, Loxenge  making.  Comfits,  Gum  Gooda, 
And  uiber  processes  lur  Ouifcctioncry,  etc.,  in  which  arc  explained, 
ill  an  es*y  and  familiar  manner,  the  various  Metliod4  of  Manufactur- 
ing every  Descnpii«>n  of  Raw  arid  Refitted  Siqjar  Goods,  as  sold  by 
Confectioners  and  others.    l2mo  |l«50 

WILL.— Tables  of  Qualitative  Chamlcal  Analysis : 

With  an  Introductory  Cli.i|)icr  on  tlie  Course  of  analysis.  By  Pro- 
foaor  HaiMmiCH  Vvill.  of  Giesien,  Geitnaiiy.  Third  American, 
from  the  eleventh  German  edition.  Edited  by  Chablb  P.  Htns, 
PI  I.  D ,  Piofcsior  of  Nalttial  Science,  Dickinsim  Collegv,  Carlisle, 
Pa.    8vo  Il.fo 

WILLIAMS.— On  Heat  and  Steam : 

Kmbracitig  Ncv  N'lcws  of  Va|<ori2aiion,  (""ii  leii^aiiiin  and  Explo- 
Moii.    By  CiiAKLE^  \VY£Wiiuams,A.  1.  C.  E.   lliustrated.  8vo. 

WILSON.— First  Principles  of  Political  Economy: 

With  Reference  to  Stalesmanslitp  and  the  Progre>s  of  Civilization. 
By  Professor  W.  D.  Wilson,  of  die  Cornell  University.  A  new  and 
rt-vised  edition.    i2mo.  ....... 

WILSON.— The  Practical  Tool  Maker  and  Designer: 

C>>mpristng  a  Fnll  Description  of  tbe  Latent  Construction  of  Tnob 
and  Fixtures  for  .Modem  Machine  Tools.    ByH.S.  WitSUN.  Illus 

tr..ted  by  about  350  Engravings.   8vo  S2  50 

The  work  is  designed  lo  be  an  esposA  of  the  latest  methods  f<»r  the 
manufacture  I'f  inctal  [^oods;  and  a  treatise  on  fitlniL;  tlip  j)ro|ier 
tcHils  to  modern  metal- working  macliinery  for  the  uniform  puKluciton 
of  interchanged)ie  woik.  It  indndct.  amonfr  other*,  the  A>llowing 
sid'jects:  U-c  and  abuse  of  files ;  Die  making  for  the  punching  and 
culling  press,  with  liiustralions  of  dies  for  com|ileting  complicate  I 
pieces  at  one  stroke  of  the  press ;  Tools  for  making  buttons  with  ss- 
•>cnibling attachments ;  Coining;  Emlxsssing;  Cartridge  making;  Hol- 
lowware  ;  Screw  Machines;  lioltand  rivet  headers;  l  apping  inacliine.*; 
System  of  making  gauges;  Drop  forging;  Manufacture  of  wire;  The 
drawing  of  brazed  and  seamless  tubing,  and  the  possiliilities  of  the 
draw  bench;  The  Fox  lathe;  Brazing  hxtures;  Pickling  and  cleaning 
conveniences;  Reameis;  Tafia;  Dies;  Jigs;  MilKng nachine fixtures; 
Shop  secrets,  etc. 

WOODS. — Compound  Locomotives: 

By  ARTHtnt  Tannatt  Woods.  Second  edition,  revised  and  enlarged 
by  David  Lionakd  Barmis,  A.  M.,  C  E.  8vo.  330  pp.  fjjoo 
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WOHLBR^AMand-Boekef  MtoeMl  AiMlydti  * 

Bjr  F.  W6HUKR,  Professor  of  Chemistry  in  the  University  of  Gflttin- 
gen.  Edited  by  Henry  B.  Nason,  Professor  of  Chemistry  in  the 
Renisabbcr  Polytechnic  Institute,  Troy,  New  York.  Illiutrated. 
lamo.  |t*S* 

WOR8SAM.— On  Mechanical  Saws: 

From  the  Transactions  of  the  Society  of  Engineers,  1869.  By  S.  W. 
WoRiiSAM,  Jr.   Illustrated  by  eighteen  large  plates.  8vo.  $i'S^ 


RECENT  ADDITIONS. 

BRANNT.^VarniahM,  Lacquan,  Printing  Inks  and  Saaling- 
Waxes: 

Their  Raw  Materials  and  iheir  Manufacture,  to  which  is  added  the 
Art  of  Varnishing  and  Lacquering,  inclttdinj;  the  Preparation  of  Pul- 
ticii  and  of  Stains  for  Wood,  Ivorjr,  Bone,  Horn,  and  Lesther.  By 
William  T.  Bkannt.  nhntnted  bjr  39  Engpnvrlngi,  jj8  pages. 

1 2mo  #J.OO 

BRAN  NT— The  Practical  Scourer  and  Garment  Dyer: 

CompriMng  Dry  or  Chemical  Cleaning ;  the  Ait  of  Removing  Staini  % 

Fine  Washing;  Hlcnchiiijj  and  Dyeing  of  Straw  Hnt*.  (IIdvcs,  and 
Feathers  of  all  kinds;  Dyeing  ol  Worn  Clotlics  of  all  fabrics,  in- 
cluding Mixed  (iomls,  by  One  Dip ;  and  the  MansfsiSure  of  SospS 
and  Fluidsfor  Cleansing  Pur|x>ses.  Edited  by  WiLLlAM  T.  Brannt, 
Editor  of  "  The  1  echno-Chemical  Receipt  Buok."  Illustrated. 
903  psges*  imo.        .     ^     .....    *  $t.oo 

BRANNT— Petroleum . 

Its  UMoiy,  Urtgtu,  Occurrence,  Production,  Physical  and  Chemical 
Coiutittttion,  TechnoIi>gy,  Examination  sad  Uses;  Together  with 
the  Occurrence  and  Uses  o(  Natural  CJas.  Edited  chiefly  from  the 
German  of  Prof.  Hans  Hoefer  and  Dr.  Alexander  Veith,  by  \Vm. 
T.  BRAMirr.  lilsMraled  by  3  Plates  snd  884  Engravings.  743  pp. 
8vo.  $750 

BRANNT.— A  Practical  Treatise  on  the  ManuCsctore  of  Vine- 
gar and  Acetates,  Cider,  and  Prait-Wfaiesj  * 

Pireservation  of  Fruits  and  Vegetables  by  Canning  and  Evaporation; 
Preparation  of  Fruit-Hutters,  Jellies.  Marmalades,  Catchups,  Pickles, 
Mustards,  etc.  Edited  from  various  sources.  By  William  T. 
Bkannt.  Illuitnted  by  79  Engrsviiq^  479  pp.  8to.  #5.00 

BRANNT.-The  Metal  WoriMi's  Handy-Book  of  Bsceipts 

and  Processes : 

being  a  Collection  of  Chemical  Formulas  and  Practical  Manipula- 
tions for  the  working  of  all  Metals;  including  the  Decwitlon  snd 
Beautifying  of  Articles  Marmfictured  therefrom,  as  well  as  their 
Preservation.    Edited  from   various  sources.    By  WlIXIAM  T. 

Bkannt.  Ilhutmsd,  tmo,  |ijo 
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DBITE.— A  Practical  Treatise  on  the  Manufactiure  of  Per* 
ftuDerjri 

Comprising  directions  for  making  all  kinds  of  Perfumes,  Sachet 
Powders,  Fumigatin!;  Materials,  Dentifrices,  Cosmetics,  etc.,  with  a 
lull  account  of  the  Volatile  Oils,  Balsams,  Rcans,  and  other  Nstmal 
and  Artificial  IVrfurae-substanccs,  including  the  Manufacture  of 
Fruit  Ethers,  and  tests  of  their  purity.    By  Dr.  C.  Dkite,  assisted 

b]r  L.  BORCHSRT,  F.  ElCHBAUM.  E.  KUULER.  II.  TOEFFNBll,  and 

Other  experts.  From  the  German,  by  Wm.  T.  Brann  r.  28  En^^v- 
iDgs.   358  pages.   8vo.        ......  $3-oo 

SDWARDS. — Amsrican  Marine  Engineer,  Theoretical  and 

Practical : 

With  Examples  of  the  latest  and  most  approved  American  Practice. 
By  Emory  Edwards.  8$  Ulmtntions.   tamo.  #2.50 

EDWARDS.— 900  Esanmatioa  QneatioQa  and  Anawers: 

For  Knj;ineers  and  Fircmc-n  fl.nin!  an.l  Marine)  who  desire  to  ob- 
tain a  Unite<l  States  Government  or  biate  License.  Pocket-book 

form,  gilt  edge  f  l-5<* 

POSSBLT.— Technology  of  TextUe  Design: 

Being  a  Practical  Treatise  on  the  Construction  and  Appiicatioo  of 
Weaves  for  all  Textile  Fabrics,  with  minute  reference  to  the  latest 
Inventions  for  Weaving.  Containing  also  an  Appendix,  showing 
the  Analysis  and  giving  the  Calculations  necessaiy  lor  the  Manufac 
tuK  of  the  various  Textile  Fabrics.  By  E.  A.  P08SELT,  Head 
Master  Textile  Dcjiartment,  Pennsylvania  Museum  and  School  of 
Industrial  Art,  Philadelphist  with  over  1000  illustrations.  29a 
pages.   4to  $5«<K 

P08SBLT. — The  Jacquard  Machine  Analjrsed  and  Explained : 

With  an  Appendix  on  the  Preparation  of  Jacquard  Cards,  and 
Practical  Hmts  to  Learners  of  Jacquard  Designing.  By  E.  A. 
VotsKLT,  With  ajo  illustrations  and  mmenras  ^agiwns.   127  pp. 

 $3^ 

POSSELT.— The  Structure  of  Fibres,  Yams  and  Fabrics: 
Being  a  Practical  Treatise  for  the  Use  of  all  Persons  Employed  ia 
the  Manufacture  of  Textile  Fabrics,  oontaining  a  Description  of  iLe 
Growth  and  Manipulation  of  Cotton,  Wool,  Worsted,  Silk  Fax, 
Jute,  Ramie,  China  Grass  and  Hemp,  and  Dealing  with  all  Manu- 
facturers' Calculations  for  Every  Class  of  Matetial,  abe  Givin]^ 
Minute  Details  for  the  Structure  of  all  kinds  of  Textile  Fabrics,  and 
an  Appendix  of  Arithmetic,  specially  adapted  for  Textile  Purposes. 
By  E.  A.  PossiLT.  Over  400  lUastiations.  qnarto.    .  '1$^ 

HIGH  — Ariistic  Horse-Shoeing: 
A  Practical  and  Scieniihc  Treatise,  giving  Improved  Methods  of 
Siieelttg,  with  Special  IMrecHons  for  Shaping  Shoes  to  Cure  Different 
Diseases  of  the  Foot,  and  for  the  Correction  of  F-iulty  Action  in 
Trotters.  By  Gkorqk  E.  Rich.  63  Illustrations.  153  pages. 
 •     .     •     •  |ld06 
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RICHARDSON.— PracUcAl  Btodnmithingt 
A  Collection  of  Articles  Contributed  at  DiflTerenk  Timet  hv  Skilled 

Workmen  to  ihe  columns  of  "The  Blacksmith  and  Wheelwright," 
and  Covering  neariy  the  Whole  Range  of  Blacksmithing,  from  the 
Simplest  Job  of  Woric  to  iome  of  the  Most  Complex  Foiling*. 
Compiled  and  Edited  by  M.  T.  Richardson. 
Vol.  I.  2IO  Illuslraiions.  324  pages.  i2mo.  ,  •  #1.00 
Vol.  IT.  330  Illustrations.  262  pages.  i2mo.  •  •  ff  .00 
Vol.  III.  390  Tlluslwtioiis.  307|)i;:es.  121110.  .  .  5i  00 
Vol.  IV.  226  Illustratioiti.  276  jiages.  i2mo.  .  «  ^1.00 
RICHARDSON.— The  Ptactica!  HeraesbiMr: 

Being  a  Collection  of  Ariicles  on  Horseshoeing  in  all  its  Branchet 
which  have  appeared  from  time  to  time  in  the  columns  of  "  1  h« 
Blacksmith  «M  Wheelwright."  etc.  Compiled  end  edited  by  M.  T, 
Richardson.    174  illnstraiions  $iA>0 

ROPER.— InetractioBS  and  Suggestioiis  for  Safiaeen  and 

Firemen : 

By  S-nnUM  RoPtt,  Engtiieer.   i8mo.   Morocco      .  $tjoo 
ROPER.— The  Steam  Boiler:  Its  Care  and  Management: 
liy  Stephen  Roper,  Engineer.    1 2mo.,  tuck,  gUt  edges.  ^3.00 

ROPER.— The  Young  Engineer's  Own  Book: 

Containing  an  Explanation  of  the  Principle  and  Theoiiee  on  which 

the  Steam  Entwine  as  n  Piime  Mover  is  Based.  By  Stephen  Ropek, 
Engineer.    160  illustrations,  363  pages.    i8mo.,  tuck     .  ^3.00 

R08B.— Modem  Steam-Bnginesi 

An  Elementary  Treatise  uiwn  the  Steam-Engine,  written  in  PL-\in 
language ;  for  Use  in  the  Workshop  as  well  as  in  the  Drawing  Office. 
GMng  Full  Explanations  of  the  Comtniction  of  Modern  Steanw 
Engines:  Including  Diagrams  showing  their  Actual  operation.  To- 

f ether  with  Complete  but  Simple  Explanations  of  the  operations  of 
Various  Kinds  01  Valves,  Valve  Motions,  and  linh  Motions,  etc.* 
thcrel>y  Enabling  tlie  Ordinary  Engineer  to  clearly  Understand  the 
Principles  Involved  in  their  Construction  and  Use,  and  to  Plot  out 
Ihdr  Movenenls  vpon  the  Dnwii^  Board.  By  JosHVA  Robs.  M.  E. 
Illustrated  by  422  engravings.    Revised.  358  pp.    •      .  $6jOO 

ROSE.— Steara  Boilerat 

A  Practical  Treatise  on  Boiler  Construction  and  Examination,  forihe 
Use  of  Practical  Boiler  Makers,  Boiler  Users,  and  Ins(^>ectocs;  and 
embracing  in  plain  figures  all  the  calculations  neccasary  in  Dcsigniitf 


by  73  engravings.  250  pages.  8vo.  ....  $2.yt 
BCHRIBER    The  Complete  Carnage  and  Wagon  Painter: 

A  Concise  Compendium  of  the  Art  of  Painting  Carnages,  Wagons, 
and  Sleighs,  embracing  Full  Directions  In  all  the  Varioiis  Branches, 
Including  I^eltering,  Scrolling,  Onian-enting,  Striping,  Varnishing, 
and  Coloring,  with  numerous  Recipes  for  Mixing  Cotofa.  73  Illus- 
tnlioM.  177  pp.  lamo.  #I40 
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